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PREFACE 


The purpose of ibis book is to present an outline of the 
relationships which connect the properties of cotton yarn with 
those of the raw material from which the yarn is made. In that 
sense it is a sequel to an earlier hook, The iJerclopnient and 
Properties of Haw CoMon, cancelling and rewriting some ton pages 
contained therein. It is planned in a similar way, describing my 
attempts to analyse the essentials of Cotton-Spinning, just as 
its predecessor tried to deal with Cotton -(J rowing. Both books 
share in the inevitable defects of ambitious attempts. 1 can onl\ 
hope that this new one will also be found useful. 

Most of the scientific and industrial research on which the 
text is founded was effected under the auspices of the Fine Cotton 
Spinners' and Doublers' Association, Ltd., whom 1 can thank 
very sincerely for allowing me to keep alive the general studies 
which this book describes; a- narrn\v -minded industrial combine 
might have demanded complete concentration upon those many 
problems of the Mill which can show an immediate effect upon 
the profit and Joss account., though they may ho trivial in the 
long run. 

My great debt to the Association's late Chairman, and some- 
thing of my regret for one who was a friend and a colleague, as 
well as my senior and Chief, I have tried to indicate by the 
dedication and in the text. 

The interest taken by Air. Vernon Bellhouse from the engineer- 
ing side of the Executive, had a notable inlluence on the growth 
of our Experimental Department. Also, J am particularly 
indebted to the presen t.Ch airman, Mr. Herbert W. Lee. and to his 
colleagues on the Executive, for giving permission Ufat this book 
might be published sooner than the 1 11114- limit originally agreed, 
in order that its views might, the sooner be available fur coi*- 
sideration by the Cotton A) rower. 

# Turning from my former chiefs to my former subordinates, l 
have to thank my ex-colleagues^in the Experimental Department 
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for loyalty, friendship and eitfhtr&aafil ; for trying ^subordinate . 
personal prejudices to fte advancement of knowledge, as repre- 
sented by the welfare of our Department ; for helping me so to 
decentralise its affairs that 1 could eventually retire Without 
prejudice to its work. Som? account of t£eir individual functions 
and contributions is given in the Introduction. Here I would 
only insist on the stimulus I obtained through daily intercourse 
With thorn. 

To Mr. G. Udny Yule, F.R.S., I owe some mathematical help 
which eventually became of crucial importance in the interjftreta 
tion of my subject. For such knowledge of cotton-spinning 
technique as an amateur may acquire J am largely indebted to 
the patience and expert knowledge of Mr. Walter Hatne*. Sjbme 
of my cotton-grower friends in various countries overseas ma^ bo 
able to make out traces of their contributions to my results, 
through the wealth of critical raw material which they provided. 

Lastly, though this book appears now by permission of the 
Fine Spinners’ Association, yet that Association and its members 
are not responsible in any other way for the contents of these 
pages, which must be regarded as entirely personal interpretations 
of observed facts, and do not in any way carry the force of their 
practical authority. 


W. Lawrence Balls. 





INTRODUCTION 


THE SriNDLE AND THE IIOE 

The dangling spindle with its whorl of clay is one of the oldest 
of the tools which mankind has invented. The hoe, made out of # 
a deer’s antler, or from a dressed flint-stone lashed to its wooden 
hart by rawhide thongs, is another of our most venerable posses- 
sions. But these two were handled separately, even in the dawn 
of tool-using; the spindle by the women, the hoc by the men; 
the spindle was more important to the nomads, the hoe belonged 
to the settlers on the soil. In our time, and for a century past, 
this separation has been emphasised, and most especially em- 
phasised for the workers in cotton. The hoe-users work in the 
sub-tropics, the spindle-users work in the damp northern lands. 
The hoe is still m the open air ; the spindles are packed by thou- 
sands in serried ranks within factories from which the city’s 
grime is barely excluded. The men who control the workers of 
the hoe must inevitably look on life quite differently from those 
who diroot the whirling spindles. Thus it happened that when 
scientists brought the cotton industry within the ambit of their 
curiosity they soon found that the Hoe could not do its best for 
the Spindle unless the Spindle sent word and description of its 
needs to the Hoe. The scientists had to examine them both, and 
this book is a summary of some studies thus made by one who has 
had the unique opportunity of spending two successive decades 
first with the hoe, then with the spindle. 

My research work +>egan with ten years in Egypt on the 
plant and tho crop, ♦then Extended to the raw cotton qnd its use, 
and so (in Lancashire) to the machines and methods ^used by 
the cotton spinner, and even to the human factor. At half- 
time in 1915 it was clear that the farmer could never produce 
good quality cotton to order unless the spinner became able to 
explain exactly what was wanted. It was also clear that such 
exact explanations wore not forthcoming because the upinner’s 
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expert knowledge of cotton and yarn was traditional, in no sense 
an analysed understanding of the inter-relationsliips between 
cause and (‘fleet. At this point the enthusiastic pessimism of the 
late Mr. John Wanklvn MoOonnel enlisted me to attempt such 
analysis. We set out to translate cotton-spinning into such terms 
as would enable the cot ton-grower, and especially the cotton - 
breeder, to understand and to provide what the spinner wanted. 
Thus wo hoped that the (Grower might become able not merely 
to grow cot ton of some sort w hich the Spinner w r ntdd take or leave, 
as in our present wasteful system, but ill at eventually the Grower 
might know' what kind of yarn his product was capable of making, 
before ever it came near a spinning mill. Indeed, we wanted to 
see the cotton industry as competent in the use of its raw material 
as are some other big industries. 

My late chief's eflort. to start a imixersity department for this 
kind of study was not successful, but he obtained facilities for 
a little laboratory to be attached to the Fine (Won Spinners’ and 
Doublers' Association at the end of 191."). At the time, of my 
resignation in 1 92."> the original laboratory had been built up 
into an Experimental Department (p. 3:iK) employing twenty-six 
persons in its laboratories, workshops and spinning mill. 

The present book picks out from the work of this decade such 
pieces of new and old knowledge as are relevant to the original 
intention of Mr. MeConnel. In the interval this intention had 
carried us much further than w e had ever expected, not to mention 
our pursuit of such side issues as arose when we tried to help the 
associated mills in miscellaneous difficulties. We had set out- to 
find what was the. relation between Strength in yarn and the 
properties of the cotton used in its making. 'Phis concentration 
on the problem of Strength turned out to bo correct enough, for 
it is the central technical problem of cotton-spinning; but we 
found to our surprise that the main difficulty did not 1 it? with the 
comparatively unknow n raw cotton, blit, with the long-familiar 
yarn. Nobody knew what was meant* by “•strength ” in yarn, 
and neaily ten years had elapsed before 1 could fit the last few 
pieces into my jigsaw ‘puzzle. 

The circumstances and manner of my presentation of the 
results ii; these pages require some attention. The text was first 
written to provide the Fine Gotten Spinners' Association with 
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a permanent record of my views on the broad interpretation of 
our work ; it was then rewritten for the present publication. An 
alternative plan would have been to dissect its contents into a series 
of separate papers in technical journals, but such presentation of 
details is now being done, and will lie done in the future, more fully 
and more ably by an increasing number of scientific workers. 
My concern is rather to sketch the outlines interconnecting these 
details, as I have seen them among the masses of such available. 

F think myself entitled to request, mv reader to remember 
that I have deliberately risked criticism, even to disproof in 
details, in order to effect this broad synthesis. 

Moreover, while merely trying to interpret the spinner to the 
grower I have stumbles! into a iielel of research on the fundamentals 
of textile technology. The result is a certain unconvcntionalitv of 
outlook on textile problems, so that features of great practical 
importance relegate themselves to insignificance. Such altera- 
tions in the balance of parts may easily give a false impression to 
the practically minded amongst my reader. 

Apart from such difficulties and defects in the act ual presenta- 
tion 1 am satisfied that the present sketch, though only ail outline 
sketch, is fairly comprehensive in its picture of the relationships 
between cotton and yarn : this while fully aware* that an immense 
amount of detail will be inserted in the outline by subsequent 
investigators. We know at last how to set about predicting yarn 
properties from an examination of the raw* cotton. Most of the 
working hypotheses which are set out in these pages were formu- 
lalcd so long as ten years ago, and have since been subjected to 
repeated trial by the experiments and criticisms of my increasing 
stall of colleagues in the Experimental Department. 

M kt nous 

1 have next, to introduce the reader to the methods employed 
during the work, ryid *1 ma\ perhaps be permitted to claim that 
in matters of appaTatus and of general technique they are almost 
entirely original. 

The original text of this book dealt w ith the apparatus devised 
for each investigation concurrently with the topic investigated, 
but in deference, to the reader 1 have removed all the verbal 
sketches of apparatus to an Appendix (p. where > hone the 
notes on their design will be suggestively useful. 
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The major aspect of the method question is presented by the 
Experimental Department itself and by its staff. It has seemed to 
me that some account of the Department was worth inclusion in 
the Append ix\p. 3.‘5S), partly on its own account, partly because 
of the part which it has played in the collection of material for 
this book. It was not a big organisation in comparison with other 
research institution.'- : we prided ourselves on economy, so that its 
.annual expenditure never reached the 1 10.000 per annum which 1 
had taken as my estimated limit: still it. had some features of 
peculiar interest. It was a natural growth -structure, employing 
.a wide range of personnel of both sexes, doing work of most Varied 
nature, from molecular physics to growing its own cotton and 
spinning its own yarns, while constructing its own apparatus and 
experimental machinery. L possess two bobbins of yarn which 
were spun on a machine of our own invention and construction, 
from cotton grown by ourselves on a pure line stock of our own 
raising. Withal it was found that this varied personnel of scien- 
tists, mechanics and mill operatives could fuse itself into a team, 
thus permitting such extensive decentralisation that it became 
practically automatic (p. vt ,vny.). Thus the outstanding 
problem of any research laboratory solved itself, for the work 
became independent of changes in personnel. 

Certain members of the staff have been more directly con- 
nected with the work here described. In the original text I 
followed the usual scientific procedure by noting in the text the 
occurrence of specific contributions by each one, while pointing 
out that as the staff increased 

“ some of them were active discoverers, or at least tested out 
my working hypotheses. It is as the result of their assistance 
that 1 am able to put a certain amount of flesh on the skeleton 
of this book. While much of the text and many of the 
diagrams could have been made froiti personal work, done 
with pjy own hands, yet the interchange *of ideas within the 
team lias made it difficult and unnecessary for me to do so.” 

In‘the present reconstruction 1 have followed their expressed 
wish by eliminating such direct references (except a footnote 
when an Original discovery is involved), and am indebted to thenf 
for cpiitc voluntarily suggesting this improvement in the form of 
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the book, although it is obtained by concealing our joint opera- 
tions, because the reader can hardly be expected to take much 
interest in family relationships. J must therefore deal •carefully 
at this stage with the relation of each person to the work recorded, 
this being now my only opportunity, taking them in order of their 
seniority as members of the Experimental Department. 

Mr. H. A. Hancock was my personal assistant for nearly the 
whole ten years, occupying himself in progressive degrees of use- 
fulness from his school-days onwards. He is particularly con- 
nected with the microscope research (('hap. 11) and with the 
statistical observations on mill machinery. All the photographs 
used were taken by him, and some of the earlier testings are his 
work. During the last three years he took charge of the greenhouse 
and of the general laboratory,” where a botanical outlook was 
fundamental to a great variety of occupations. 

Miss E. Lanigan began in 11)17 as stenographer and computing 
clerk. The manipulation as well as the computation of our testing 
work was gradually passed over to her, and on becoming head of 
the Testing Laboratory in 1921 she accumulated and co-ordinated 
our statistical records. I have drawn perhaps more extensively 
in these pages on the facts provided by her efforts than on those 
of any other assistant, such being inevitable from the nature of 
these facts. To her. and to her senior assistant. Miss M. Ashton, 
I am also indebted directly for their help in copying and com- 
piling the actual diagrams in which a small selection from these 
facts is here summarised. 

' Dr. Mary Cunningham's contributions to this book, with those 
of her assistant, Mr. R. C. Brimley, are rather restricted on 
account of the nature of their work in the 1 Chemical Laboratory, 
which dealt mainly with “ Unishiiig problems," practically dis- 
regarded here. Nevertheless her work on the modification of 
yarn properties in “ finishing 5 ' has given me varied cross-checks 
and side-lights on # normal yarn, though without contributing 
directly to the mam thesis. 

To Mr. F. Hutchins I am especially indebted for his adminis- 
trative assistance, which relieved me of much routine, making it 
possible for me still to direct and to collaborate in the actual 
research work itself, though using other people's hands instead of 
*ny ow'ii. Of more direct consequence to this book was’ his other 
position as head of the workshops, in which his engineering 
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knowledge, craftsmanship and inventiveness collaborated with 
in y amateur interest in mechanism. Tlie large Sorter (Chap. IX), 
and much of the later work on drafting (Chap. VIII), were 
conjoint researches wherein ideas came from both of us, and he 
did all the work of putting these ideas to the trial of construction, 
either actually or on the drawing-board. 

My successor as chief of the Department is Mr. F. P. Slater, 
who joined us in 1021 to start a regular Physical Laboratory, 
widen my early work had shown to be the scientific centre of 
cotton-spinning, while my elementary knowledge of physics had 
. become inadequate to its further development. Returning after 
a year’s interlude in 192f> he became head of the Laboratory 
Section. His work influenced and was influenced by our studies 
of cell-wall structure, bis (‘special contribution (('hap. Ill) being 
to our knowledge of its electrical conductivity and its flexibility. 

Mr. E. R. (h)shawk assisted the last named for two years, and 
succeeded him in charge of the Physical Laboratory. We then 
collaborated closely in studies of yarn tension during actual 
spinning and m kindred analyses of machine behaviour. His 
fundamental contribution to these pages is the Poromcter study 
of hair dimensions (Chap. Ill and j>. 3r>{)), which he has since 
developed independently far beyond the* preliminary data here 
given. 

While the direct research contributions made by Mr. T. Ross 
have not yet had time since 1922 to become conspicuous, yet I am 
much indebted to him for so quickly developing the technique of 
our experimental spinning mill that l was able during the last 
year or so to put many ideas to the practical test. Experimental 
spinning is a messy job with the unadaptable standard machines, 
and as head of the Spinning Section ho had gone far on the way 
to overcome the needless limitations imposed by them on scientific 
methodology. 

Miss M. Savill should be taken last, though she became my 
private secretary in 1921, acting also as* librarian, besides editing 
and 11 publishing ” all reports and other circulated papers of the 
Department. To her literary interests I am indebted for peculiar 
help in revising and improving the original form of these pages, 
and in relieving me of all the tedious part of book -making. We 
managed * to “publish” a limited edition of two confidential 
copies, 150,000 words long and heavily illustrated, just three 
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months after writing the first sentence. The present text lias also 
had the great advantage of her voluntary assistance in revision 
and correctioi 1 . 

The remaining fifteen persons have no direct responsibility 
for the ideas here set forth, but they all have in some measure a 
representation which is indirect, through their exchange of 
opinions, whether as operatives or mechanics, or in their main- 
tenance of order and system within the Department. To each in 
their respective degrees I would tender my thanks. # 

Pres is n t \ ti o n or I i es i : i /rs 

The general plan of the book is simple. It. begins by a. pre- 
liminary discussion of the subject out of which mv whole inquiry 
took its origin, namely, the present commercial methods by which 
the value of raw cotton is assessed. We then join on to my earlier 
hooks with a sketch of the life-story and growth-structure of the 
cotton hair, in a purely descriptive chapter. The following 
chapter is so different in style and intention that the reader should 
be warned in advance against t aking it too literally, for it is frankly 
a premature attempt to generalise amongst a miscellany of in- 
formation which is essentially coherent, though superficially 
disjointed; it may bo many \ears before this chapter on the 
ultimate structure can be written veracious! y by some molecular 
physicist; meanwhile 1 have risked its conscious sketchiness in 
order to hasten the process. After some statements about the 
dimensions of the hair, the next chapter deals with a subject as 
definite as the other was vague, being the procedure which is 
practically usable for gathering such restricted information about 
raw cotton as is desired in a testing laboratory ; it is rather a new 
phase of the cotton industry, and is bound to develop. These 
five chapters of Part 1 complete the discussion of our raw material. 

In the next Part we pass to the properties of Yarn. The 
centre of this Part «omcs ,at its end ; indeed, the chapter dealing 
with The Thirteen Samples ” contains the nucleus around w hich 
the whole subject has crystallised. Alerely to present in Chap. 
XIII the results obtained from a study of these thirteen sajnples 
of ordinary American cotton has involved the writing of a book 
before attempting it. The. chapters preceding it lead up through 
various aspects and difficulties presented by yarn, clearing the 
way to this crucial and dull chapter. To emphasise its importance 
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it is written with direct reference to its diagrams throughout, 
instead of leaving the diagrams for independent examination as 
in the other parts of the text. It is perhaps advisable to point 
out that although these thirteen low-quality American yarns were 
used as a kind of last touchstone, they constituted merely the most 
thorough test I could apply to any method or hypothesis; the 
general argument, of the book is applicable to the finest or coarsest 
cottons or yarns, and the experimental work lias been done on 
material provided from the whole range of cotton-spinning and 
of cotton -growing. 

The Third Part discusses the possibilities and limitations likely 
to be met when applying such suggestions as have arisen in 
previous chapters to the conscious improvement or control of 
quality by the cotton-grower. 

The Appendix is, as there explained, a fragment of what a 
more audacious writer might have made into an alternative 
Third Part, to deal similarly with cotton-spinning. Instead, it 
is confined to the methods of attack on those scientific problems 
which are presented bv tin* industry. No doing, it has widened 
its scope to include more general aspects of research technique, 
contracting from this to the special methods used for the work 
described in these pages. 

In the arrangement of tiie illustrations I have tried to avoid 
some of the disadvantages entailed by thus condensing the results 
of research work, when these results have not previously been 
published in full. The text runs continuously, with the minimum 
of reference to diagrams, and in it l impose my personal view s upon 
the reader, largely avoiding the inconvenience of broken pages. 
The actual data upon which these views are founded, or, rather, 
a small selection therefrom, are presented separately in the dia- 
grams ; these are provided with legends sufficiently full to enable 
the reader to concentrate his attention on the facts and to form his 
own opinion on them, without prejudice frtmurnc. 

Outline of Conclusions 

Perhaps the most important single fact about cotton-spinning, 
for the purpose of analytical thought, is this— that singles yarn is 
unstable. To try to measure the properties of singles yarn is like 
trying to catch the proverbial lightning flash by the tail. So*, 
while it iu a truism that the yarn must break at its weakest link, 
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yet that weak link may have been darting from one place to 
another along the yarn during all the time in which wo were 
pulling on it. This is largely due to <fc readjustment of twist,” 
and is of industrial importance because it automatically compen- 
sates to a large extent for those structural imperfections which 
arc so striking a feature of even the best yarns. It makes cotton- 
spinning possible under circumstances where it would otherwise 
be impossible. The instability is largely obliterated when two 
singles are twisted together into a double, or twofold, yarn. 

This comparatively stable structure of the twofold yarn can 
be utilised to infer the distribution of weak links which originally 
existed in its undisturbed component singles. This distribution 
can be traced back to imperfections of the drafting process; these 
imperfections are partly due to imperfect manipulation, hut mainly 
to inherent properties of Wyatt's drafting-roller reacting on 
inherent properties of the cotton hairs themselves. One com- 
ponent of yarn-strength is thus seen to he the distribution of weak 
links; it may be called the “ draftability ” of the cotton, or the 
“ strength-gradient " of the \arn, and its chief determinant is the 
slipperiness of the hairs ; the more* slippery, the better. 

But once the cotton has passed the linal drafting, such slipperi- 
ness becomes a disadvantage. We then need hairs which will 
adhere together with the minimum of twist-- lor twisting is costly 
— so enabling us to realise the assets which exist in the tensile 
strength of the hairs themselves. This is the Second Paradox of 
cotton -spinni ng . 

T enunciated the First Paradox some years ago : — tlve weaker 
the hair, the stronger the yarn.” 1 Always provided that other 
things sire equal, the weaker hairs will be the lighter hairs, 
and they w r ill make the better yarn because there will be 
more hairs in the cross-section of the yarn at any given count. 
The larger number of hairs implies a better distribution of weak 
links in the act of drafting, because this distribution is primarily 
a function of the numborVif hairs. 

i 

Given any particular distribution of weak links aftei drafting 
is completed, and allowing for the factor of instability caused by 
readjustment of twist, the strength of singles yarn then defends 
on the strength of the average hair, concurrently with the number 
of -hairs in cross-section, of course. This latter number is the 

1 ltd ‘C Cotton, p. 144. 

b 
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reciprocal of t lit* liair-\voiglit, and might bo called ft fineness, by 
weight." 1 lair-weight is thus a very important factor in the 
determination of yarn strength, coming into the equation twice 
over. m r rho str(»ngth of tlie average hair can be expressed in terms 
of liair-weight. so giving us *■ hair- strength per equivalent a\ right/' 
and this corresponds to the maximum possible strength obtainable 
in the yarn from any given cotton ; it may bo called the “ intrinsic 
Strength *’ of the possible \arn. Always provided that each hair 
takes its share of tin* load. 

Actually it appears that in ordinary lengths of good yam each, 
hair does usually take its fair share, again on account of read- 
justments iti the spiralled packing of the hairs. Also, however, 
the extent t<> which they will adhere without, slipping on one 
another will depend upon the twist-angle*, wind her this be fairly 
simple as in singles, or more complex as in twofolds. The twist- 
angle reacts with the hair-slipperiness laetor already mentioned. 
Alterations of twist permit deliberate control of yarn properties; 
there are differences from one cotton to another in this respect, 
dne childly to the si ip per incss factor. 

Therelorc, once the fundamental difficulty of instability in 
singles lias been oa ermine, the relation between cotton and yarn 
becomes quite reasonable and not \ery intricate. Fineness by 
weight acts tw ice over, as does also .dipper incss. while the strength 
of the cellulose wall itself is the chief remaining factor; the one 
character of cotton which we have been able in the past to measure 
easily, namely, length, is definitely Jess important than any of 
these* three. 

For tin* better discipline of the research worker there are some 
slight disturbances introduced into the relationship by the 
machines themselves, besides the major influence of the drafting 
rollers. The sell -adjusting vimies of cotton and yarn servo 
largely to inininiise these, but we shall deal with the chief of 
them, viz. the “mule-draw elTcct " and •* niji-ratching ; both 
a* ere observed for tin* first time in thf* collide of these studies. 
fJenerally, we conclude — that t Ik* technique of commercial spin- 
ning is very near perfection in its use of the existing imperfect 
machinery; that radical improvements can be foreseen, though 
the Avav to them is not always obvious; lastly, that the cotton 
itself dominates the production of yarn to a greater extent tlfaw 
is commonly realised. 
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General Considerations 

To conclude this Introduction it may be useful to note why 
and how 1 have so far departed from the type of existing text- 
books on cotton-spinning. The first thing to notice is that the 
state of my subject is not ripe for text-book writing. That 
subject is the behaviour of the cotton itself, and it is quite a new 
subject, whereas the existing text-books deal with the machines, 
relegating any discussion of their action on the cotton to such an 
inconspicuous place as our ignorance of cotton lias formerly made 
unavoidable. That ignorance lias been partly the result of 
formidable dilheulties presented to the student by the cotton 
itself, with which 1 am only too familiar. It has also been* 
affected by the high specialisation of the industry, forming water- 
tight compartments wherein there lias been nothing obvious to 
be gained by any study except such as is directed to increasing 
the output; a mill which has been spinning the same count from 
the same cotton for the same market for half a century has no 
interest in the cotton, so long as conditions remain stable. If the 
conditions change, and we shall see in Part 11 1 that a change seems 
very probable, the direction of interest will change also, and my 
treatment of cotton-spiimingmay then have some use to the spinner 
as well as to the grower. 

Also, in the same manner that we have in these pages no 
interest about the number of teeth in a gear-wheel, so long as we 
can make our gear changes and obtain from them the predicted 
result, so we are interested in ideas rather than facts. 1 am 
very far from forgetting that particular details, such as decimals 
of pence per pound, make all the difference between success and 
failure in commercial undertakings. 

Throughout this book the cotton hair is taken as the unit in 
which all spiuning problems must be formulated and solved, and 
although this seems rather obvious it is really rather novel. As 
farmers, chemists or spinners, we have looked upon cotton as lint, 
as cellulose to be purified, or as bales of raw material; only the 
botanists have thought about it as discrete hairs *uutil quite 
recently. Now, the uniform appearance of a lump of cotton is 
deceitful, for not. two hairs in a thousand are reasonably similar; 
even in such a generous interpretation of similarity as would 
<iHow r the reader to accept a filbert nut instead of a Kiyitish cob, 
not tw'o in fiftv are alike. From this it follows that we phall have 
b 2 
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CHAPTER T 

A PR'ELIMIN UIV EXAMINATION OF Til K OKA 1) Hit's 
.7 l DO MKNTS 

A st AOE preliminary to these studies of cotton and yarn was 
readied during my researches on cotton -growing in Egypt, when 
these had gone far enough to require expert opinions upon Hit* 
quality of cotton samples grown or bred in various ways. Such 
wide knowledge and remarkable skill as was then put at my 
disposal by Alexandria caused me nceessarih at iirst to feel very 
humble, and to accept without question the weight- of authority 
and seniority which Jay behind the Alexandrian graders’ judgments, 
as also behind those of other countries which 1 have met in after 
years. 

'Flius I have seen sample after sample correctly assigned to 
the locality in w hich it was grow n, even to its ow n village. Among 
some samples of curious pedigree .1 have had one picked out as 
resembling the old dnmel cotton, which had been extinct for half 
a century, and \et wa.Mclained as a delinitc memory by the hands 
and (yes of one who had known it when a xouth. Elsewhere 1 
have published a series of judgments on ' strength ” which 
showed that whatever the grader might mean when speaking of 
“ strength," still his estimations usually fell smoothly into a 
series as that strength altered. 1 In course of time L even acquired 
the elements of the craft for myself, until my own opinions upon 
series of samples ran quite fairly parallel to those of the expert. 

Thus J have seen so much of the grader's skill, and that undci 
circumstances which tested his skill far more severely than daily 
routine*, as to have no doubt whatever that the decisions of the 
grader are real evaluations of certain properties possessed by 
cotton.- Nueh # properties are perceptible by many persons, are 
appreciable by fewer, and the appreciation is capable of practical 
• It a (v Cotton , ]>[». 1 413 ami Ills. 

2 Cobb, N. A., “ Stapling Cotton,” Mat. Assoc. Cotton Mamif. (l/.S.A.), 99tl; 
Meeting, 1915. 
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use only by those who combine perception and appreciation with 
years of daily experience. Tactile and muscular perceptions are 
employed, as well as sight, and the impressions yielded by each 
arc integrated, consciously and subconsciously, into a recognition 
of the individuality of each sample, which then is stored in the 
memory. It is not surprising Hint such a complex mental process 
should easily be thrown off its balance bv having to work in a 
strange light, or by unusual amounts of moisture in the cotton: 
most students of the crop have known a grader who praised and 
purchased a damp sample, though casting out a duplicate, which 
had been dried. It cannot be expected that grading shodld be 
infallible. Even now, when we have material for measuring the 
degree of its fallibility, we may well be surprised that its errors 
are not greater : compare it with the error involved in judging the 
weight of an animal, which is comparatively child's play. 

Admitting the reality of the grader’s judgments, and remem- 
bering that the\ necessarily involve a ** subjective error,” we 
come to the problem of analysing these judgments. What does 
the grader mean by “ strength " ( What relation does his opinion 
bear to the performance of the cotton in the spinning mill { On 
the face of tilings there would seem to be no justification for asking 
-he second question, because the whole industry buys, sells and 
mixes its cotton on the basis of opinions formed by such 
inspection and handling: a foundation which lias thus far carried 
the weight of millions of pounds of capital must surely be above 
■suspicion ? Leaving this for the moment, let us see whether any 
malysis of the grader’s meaning is possible. 

In Jtaic ('otlon I made some preliminary suggestions towards 
mch analysis, for \)y that time I had met with serious objections 
to the unquestioning acceptance 1 had at first given to these 
expert opinions. Samples from identical plants growing side by 
■side could not be recognised as constitutionally identical, but had 
received such varied judgments as “ highly. commended ” and 
‘ useless.” * Insignificant samples had surpassed strikingly hand- 
some on< f s, when both reached the spinning test through Mr. 
McComuTs courtesy; a short cotton had similarly beaten several 
long o*nes. and a sample so unsightly that it was only spun because 
of its genesis had also falsified all expectations. Evidently some 
malysis was necessary, and in that book 1 was able to show that 
trader’s strength ” had no direct connection with the breaking 
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load of the hair (ibid., p. 108), while a provisional conclusion was 
drawn that the uniformity of the cotton was largely implicated. 
There seemed reason to think that the grader's “ fineness ” was 
largely influenced by hair-strength, and .1 quoted the effects 
produced by using sealing-wax to give a good grip on the cotton, 
as indicating that “ strength " judgments also implicated the 
slipperiness of the hair. Having gout* so far I decided “to leave 
the matter at. this point until one of the graders shall also attempt 
to write a book " (ibid., p. 144). Such a book is still awaited, and 
in the meantime my inquiries have mack 4 it even more desirable, 
for we can now discriminate between flu* effects which are pro- 
duced on the yarn by the principal properties of the 1 hair ; wo 
therefore need a form of expression by the* grader which will 
describe the slipperincss. fineness and strength of the cotton as 
properties quite separate from one another, jirst as each is separate 
from length. 

There is no likelihood that any elaborate system of hair- 
testing can ever supersede the grader's rapid handling in day to 
day commerce, however essential such tests may be in special 
circumstances, such as research, investigation in the mills, arbitra- 
tion or plant- breeding. It is not improbable that the quick and 
precise method already available for the measurement of fineness 
by weight (p. <>(») might become a routine addition to tlu? grader's 
technique, for without much trouble or delay it eliminates the 
fineness factor from his judgments of slipperiness, besides helping 
to dissect his complex k strength." Slipperiness also might obtain 
a rapid test in the future, but for hair-strength or intrinsic strength 
the grader’s fingers and wrists provide the most practicable 1 
apparatus for everyday use. Some kind of hybrid between the 
laboratory and the “ north light " seems quite feasible, but no 
laboratory by itself could get the work done in the time 
available. 

Having admitted the practical limitations of my own technique 
for judging cotton values. I may proceed to discuss those of the 
other side, forced upon me stage bv stage 1 during many direct 
experimental tests of expert opinion, made from J!)l. 4 ) onwards. 
Allusion has already been made to some examples of discrepancy ; 
these led me to the broad conclusion that the grader was much 
handicapped, unwittingly, if asked to deal with a nefc cotton; 
such “ newness ” might be the result of breeding a new variety, 
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or equally the result of putting ail old and familiar variety into a 
new environment, as Webber 41) was put into Iraq. 1 It would 
seem quite reasonable that the grader should require a year or 
two fh whieh to build up his store of subconscious knowledge 
connecting appearance with performance. Moreover, even when 
he is working inside the actual spinning mill it is not too easy for 
him to trace this connection with exactitude, on account of the 
habitual mixing of cotton therein ; an over-estimate which con- 
cerns only one-fifth of the components in a mixing is not easily 
detected, even if it be not counterbalanced by an under-estimate 
of some other component. Spinning of individual cottons — that 
is to say, of material grown from one variety on one site and 
picked at one time- is rarely practicable outside experimental 
trials, and even then the sources of error in ordinary mill experi- 
ments (p. 75) are manifold. 

When direct and dependable experiments are available to 
check the signiiieanee of hand-and-eye judgment, it is not in the 
least unusual to find serious discrepancies. We can form some 
idea of the degree of such discrepancies in a simple case from some 
estimations of “ grade " on fourteen American cottons, grow n on 
the same estate, and rankl'd simply by their dirtiness. Low- 
grade American cotton is usually that which has been picked 
late in the season, and the same exposure to weather which has 
dirtied the lint and low (‘red its lustre has also tended to weaken 
the hair, so that low grade usually brings about low strength b\ 
indirect causation. If a low grade happens not to have been 
weathered, but is merely dirt\ through careless picking, then its 
yarn strength might be that of a high-grade sample, while its yarn 
percentage remains low . 

The fourteen samples hen' cited were spun to determine yarn 
strength in tin* lea test, and the yarn percentage; the results are 
here given for convenience in paired ligure. 51/77 ini] ilying a 
strength of 51 lbs. with 77% yarn. It i$ evident that in the con- 
ditions obtaining over one estate the two are closely connected, 
ranging from 51,77 to 10/<>2. As there are eight grades, one 
step ip grade corresponds roughly to 2 lbs. in strength and 2% 
of waste. Hut the estimation of grade is clearly seen not to 
correspond entirely with tin* quality denoted by this clqse 
correlation. 

1 Tlmmas, K., and Sawlmoy, K., L'nijt. fJ. ({. Itir., I. 3 , it a/. 
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Strength, 

Waste and 

“ < 

Jrade.*’ 


Highest Grado (two samples) 

m/77 

211 

/ 7 D 


Third Grado (five samples) . 

28/74 

27 

74 27/72 20/7 l 

2. r i/70 

Sixth Grado (two samples) . 

22.00 

2S, 

/(if) 


Kightli G ratio (live Humpies) 

2J>»I 

20 

01 I7/C>2 17/02 



The first sample in the third grade was clearly second quality, 
the last nearly fifth quality. In the eighth grade the first two 
sample's show sixth-quality figures. .Now t he close connection 
between all the pairs of figures shows that the differences from 
sample to sample were real, corresponding to differences in 
weathering, or, in other words, to " grade"; the same con- 
nection shows the spinning test to have been reliable. Hence we. 
may conclude' that in this, the simplest judgment required about 
cotton, only seven out of the fourteen were placed correctly, while 
two were two grades out of their proper place. 

The chances of error increase when more complex judgments 
upon quality are required ; so also does the magnitude of the error 
made in extreme cast's. For example, a cotton graded as super- 
Sakcl should give under certain conditions a yarn strength 
represented by the figure 2.500 and upwards, whereas a third- 
quality Sake! would only reach 2.J00. Yet one set of experimental 
spinnings within my experience was largely wasted because a 
special control ” sample, graded as super-Sahel, could not be 
coaxed up even to 2.200 ; instead of being better than first quality 
it was bare second quality. 

Another example involved more Ilian a hundred halt's, fortu- 
nately including some experimental lots which enabled cross- 
checks to be applied to the mystery. Peculiar temporary weather 
conditions had caused the hairs to ripen abnormally in the field, 
so that the yarn strength of some lots dropped to a inert' half of 
its normal value. In others, less seriously affected, the strength 
was still below normal. For simplicity wo will consider only 
four of the latter which had been grown from a standard commercial 
variety in field crcjis; *tl^ese wore valued by four graders at J25, 
102, 125 and 125 respectively, the normal being represented by 
100; they spun to strengths of 04, 70, y I and 05. It will be 
observed that the inferiority of the second sample in relation to 
the others was correctly identified. What was missed was the 
^general inferiority of all the sample's, though this was most 
‘emphatic. 

I have cited a ease where grading for quality failed in routine 
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judgment on a routine cotton, and anotlicr ease where it failed 
when confronted with unusual weather in the environment of a 
routine variety. The reciprocal instance for unusual varieties in 
a routine environment can be taken from opinions on record con- 
cerning four pure lines of cotton which 1 propagated in Egypt. 

Acting under instructions to supply a new brown cotton for 
replacing the deteriorating stock of Alifi, 1 my No. 77 was run up 
to two tons of seed in two seasons, while two other browns, 
No. 95 and No. Ill, were also propagated as reserves. Further, 
to demonstrate that cotton equal in quality to Georgias and 
Floridas (then doomed by the advancing boll-weevil) could be 
grown in Egypt, No. 310 was developed as a side issue. 2 These 
pure lines were simple selections in every ease from known varieties ; 
Brown Yannoviteh. Kirkii. Assili and Sultani respectively, whereof 
all but Assili had become extinct. A committee reported on 
twenty-five samples from these four stocks, grown in three very 
different localities, as follows : 

No. 77. k ‘ We warmly recommend you to continue the cultiva- 
tion of this variety. 

No. 95. “ is a fine cotton, much inferior to No. 77. with shorter 

and weaker lint. it is related to Assili: we think that a 
good stock of Assili grown in the same district would give 
as good results, or even better. 

No. 111. “ For the same reasons. No. Ill (and No. 95) do not 

deserve further cultivation. 

No. 310. “ A Sea Island quality which cannot be recommended 

for Egypt." 

Comparing these opinions with the spinning results obtained 
from some of these samples, and from crops grown in later years 
by Mr. H. C. Jeffcrys, expressed in Fart 111 (p. 29fi) as figures 
representing the strength of the yarn, it is evident that opinion 
and reality did not accord. The good opinioij about No. 77 was 
hardly justified, while the short staple of No. 95 had blinded the 
graders to the fact that it could make a yarn nearly as strong as 
Sakcl .grown alongside of it. A descendant stocjj: selected from 
contaminated No. 310 by Mr. H. 0. Jefferys is still on the market, 
and is the typical supcr-Sakcl of Egypt at present. 

1 VV. L. H., Aq. Jour. Eqqpt., HI] 2. 

2 \V. L. B., En,p. ('. (i. 'Jtrnnc, If T. 4, p. 344. 
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Year . 

. 1017 ! 

I91S. 

1010. 

Locality 

. Of) 

/) 

(") 

(")* 

No. 77 

i (i(»r» 

2055 

1707 

IS00 

No. 95 

is 2s 

2307 

2012 

2074 

No. Ill 

I5i:> 

1000 

1730 

1007 

No. 310 

2053 

220S 

2203 { 

2457 

Assili 



150+ 

1 1055 

Satcl 



20S5 

! 2120 

Leaving the 

complex involved in k quality " and the predic 


of yarn value bv inspection of Die col (on, it should lx* noted that 
the trade designations for length of .staple ha\e been found so 
unsatisfactory in practice that they ha\e recently been discussed 
by the Int(*rnational Federation. 1 Mow , although No. 95 had 
given me the first of several hints that length of staple is much 
less important than is commonly affirmed, still it is at present the 
primary classification character oil the cotton markets, and 
ambiguities in its expression an 1 undesirable. Such ambiguities 
are threefold: firstly, different giaders ha\e different standards 
of length ” ; secondly, having the same standards their opinions 
may not coincide: thirdly, such lack of coincidence is even more 
probable when the regularity has also to be assessed. Mv inven- 
tion of the Sorter mechanism ( j >]>. 45 and .‘Mil) ga\e a method 
yielding reasonably exact information about length, and the 
subsequent introduction of the* l»aer sorter has \critied its exacti- 
tude. 2 Those who ha\e thus become familiar with the real 
length-composition of a cotton sample can only wonder that any 
arbitrary statement of “ staple length " was over taken seriously. 

Another group of American samples will servo to illustrate the 
first two of these ambiguities. They wen* graded four times for 
length, twice in the l\fs.A. and twice in Kngland. to sixteenths of 
an inch; the results* can be tabulated in thirty-seconds bv correct- 
ing up or down for “full" or “bare." Averaging the table 
crossways we find that l\K.A. (/>) and l\K. (ft) had a common 
standard, while the other two differed by 5 5*2. or 12° (l of the length 
evaluated. Adding 4 to the first row and subtracting 1 from the 
J^ast row*, to bring all four into line, this rough correction for 

1 Ini. Fo<\. Muster Cot Inn >S|>miu*i \ lemm (.’onfcivnco, 1925. 

2 Vide \annuR Prm*. Slnrlt*> Inst , Mains. 
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difference in standards still leaves discrepant opinions about some 
samples, e.(j. h (39, 39, 40, 43). Such discrepancies are, in fact, 
inevitable when opinions are involved, rather than measurement, 
or when rough measurements art' applied to such heterogeneous 
material as cotton without very strict precautions to avoid errors 
in sampling. 
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When we bring the, variation of length within a sample into 
our discussion, cheeking the grader's estimations by means of 
the sorter, we find discrepancies which are really remarkable. 
An intensive stud\ of twenty-eight samples was undertaken in 
the Experimental Department, from which only the salient results 
need be quoted. Eight of these were ollicial standards, represent- 
ing successive thirty -seconds as judged by the grader : the sorting 
showed their actual length distributions to be very confused, not. 
forming anv clear sequence at all. The remaining twenty samples 
had been matched to these standards, and also had been judged 
twice more by other graders. A slight correction for differences 
of standard was then applied, after which it was seen that all the 
graders were in agreement concerning six of tin* twenty-eight 
samples; three of these were judged unanimously to be of one 
particular lengt li. and tin* remaining three to be of another length. 
The sorting of these two groups of three samples each showed 
differences of a sixteenth inside one group, and of nearly three- 
sixteenths in the other, (trading loslcpsjtf thirty-seconds would 
therefore seem to be quite impossible, own if aVery modest degree 
of probability is desired. 

Though the examination of those twenty-eight samples was the 
most thorough test I have yet applied to the conwnon estimation 
of length, their details need not be laboured further. An equally 
striking example is available 4 in a graph which I published in the. 
Handbook ] of the sorter, and it has the further advantage of 

J Method for Mutsunnfj (oftun / Ians . Mm-miJIan. London, 11121, p. 28, Fi^. 5. 
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Length of Hair 

Flu. 1.-— Comparison of lnur length dist ribution.^ in samples which luul 
previously .been estimated by graders to bo identical in staple length. 
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being less elaborate. The graph in question showed the sorted 
composition of three standard samples, designated as 1 1", 1 2", 
and UJ" respectively. r rhere is a clear and correct difference of 
]" between the shortest and the longest, but the so-called intcr- 
i ncriiate length is almost indistinguishable from the longest one. 
Differences of an eighth are counted as commercially important, 
and yet this mistake of an eighth was made under the following 
circumstances : 



Fa:. Ih — AMtini hair IrmMh <Iis1 nbiition arrimilch inonsum! in Ihrvo staplo 
standards isMicd Tor Arizona F^vpfi.in cotton, rirru JIMS. Tin* nominal 
samj)lc is bandy dist in^mshablc from the I,". 


There is no possible chance of misapprehension on either side. 
On the laboratory side the samples were halved, each half being 
separately sorted at different times, by different operators; on 
different models of the sorter; the* whole, of each sample was thus 
involved, and the duplicate examinations V civ in complete agree- 
ment. On* the grader’s side tin*, samples were supplied in scaled 
packets, marked as being specifically staple-length standards for 
Arizona- Egyptian cotton, officially prepared and distributed 
about the year 191 8 by the U.tt.A. department (it Agriculture. 

When the graph was used in tin*. Sorter Handbook for illus- 
trative purposes, .1 did not specify the origin of the samples. I 
do so now r , not in jest or malice, but in order finally to drive home 
my point, that hand and eye grading at its very best is unreliable. 
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Examples of this unreliability could be* multiplied. So also 
could example's of brilliantly correct inferences made by the 
grader, like those 1 which Mere mentioned (p. .‘1) as having im- 
pressed me so much in my first contacts with his craft. It its not, 
however, an easy matter so to write this chapter as to produce 
in the reader the desirable attitude of scepticism towards grading 
and to avoid giving an impression of superciliousness ; therefore 
the examples already cited will suffice as a basis for attempting 
some rough estimate 1 - of the inherent subjective errors involved in 
the grader's judgments. 

To do this we may with advantage glance at the elements of 
measurement in general. Jn most everyday affairs we reduce our 
measurements to money \ allies, and are well awaie that an error 
of a half-penny in thousands of pounds may keep a cashier at 
work all night. This absolute measurement in coinage units 
is apt to obscure the fact that relative measurements can rarely 
attain any high accuracy, whether in the laboratory or in the 
workshop. One of the most exact operations of the engineer is 
the manufacture of ball bearings, gauged as they art 1 to 2/ i 0.000" ; 
even on a large ball, such as a quarter-inch one, we may call this 
an error of 1 in 2.500. which is equivalent to an uncertain penny 
on every ten pounds sterling. But exactitude of this order is rare 
in experimental work; any laboratory experiment whose results 
can be trusted to within 1 equivalent to a penny in ten shillings, 
is reckoned quite good. Much experimental study has to he done 
under circumstances which prohibit the* result of any single 
experiment from distinguishing clearly between the pre-war 
franc and the shilling; in these a frequent repetition of the 
experiment has to he combined with statistical treatment of all 
the results in order to arrive at the* desired accuracy; measure- 
ments of crop-vield provide a typical instance. 1 We shall see 
later (Chap. V) that although the 1 fineness of the cotton hair 
can easily be determined by its weight so well that differences 
equal to that between U,0*and 10/- are sharply distinguishable, 
yet the hair strength requires hours of repeated experiment before 
the existence of such a difference can be asserted. 

Accuracy in measurement is thus a matter of degree, so that 
it is surely unreasonable to have expected exactitude from cotton- 
goading. Moreover, grading is not even measurement* ; it is 

1 Yulo, G. V. uv ul Knglt'dow, J«\ L., Emp. CM. JU>\, 111. 2 and ill. 3, 11)26. 
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estimation, and anyone who attempts to halve a straight line, 
much less a crooked one, by estimation, can soon demonstrate 
statistically how much greater is the subjective error than the 
measurement error. Therefore, it we consider the matter without 
prejudice it is most eminently reasonable that such errors should 
occur as have here been cited for the estimation of grade, length, 
and for quality in general. It is to my mind rather a striking 
tribute to the general skill of cotton-grading that my worst ex- 
amples should not bo worse than they are. 

But this still leaves us w ill) a feeding akin to that engendered 
by an earthquake, when things previously regarded as immutable 
start to move about. Failing any measurements of known ex- 
actitude, upon cotton, we have in the past had to trust the grader s 
hand and eye. Fading any direct check upon his judgment, that 
judgment has been our only “ Inline of reference for cotton 
behaviour. That frame being found vague and ilexible when 
compared w ith the less vague and wobbly frame of roteronce which 
direct experiment can provide, we nevertheless feel something 
akin to disloyalty in discarding it. Vet 1. hope L have made 
it clear that, apart from the convenience of obtaining approximate 
judgments very quickly, the grader's opinion can no longer 
remain the final court of appeal in eotton affairs. It is interesting, 
it is important if not standing alone, and it may he the only infor- 
mation available when time is precious and accuracy low, hut it is 
so far from being infallible that ordinarily if is not quite certain 
about 1 lie difference between nineteen shillings and a guinea, while 
in circumstances of exceptional difficulty (p. 7) it may pay out a 
sovereign for a ten-shilling note. 

Butting this in another way ; though it is a method involving 
subjective error, though its decisions rarely obtain direct experi- 
mental verification in the mill for their betterment, yet the skill 
of the grader is so great that his decisions reach the same degree 
of accuracy as a good deal of experimental measurement. But 
it cannot improve its accuracy by statistical treatment, like the 
experiments. Its use is li initial, and its place as the technical basis 
of the industry must be taken by the definite measurement of 
eotton properties. 1 f is too Ilexible to serve as a stable foundation. 
Probably the future' will develop a kind of hybrid technique in 
which the easier and quicker of the measurements available fro£u 
the laboratory (Chap. V) will be used in the grader’s office to 
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supplement a judgment admitted to he such, employed simply in 
default of something better. 

Lastly, in regard to the special relation between the purpose 
of this book and the work of the plant breeder : there is no doubt 
now remaining in my own mind that, the maker of new cottons 
could dispense with the grader’s judgments through all stages of 
actual plant- brooding and selection. Those judgments are required 
at the finish only, and even then not to judge the real value of the 
cotton, which will already have been ascertained by spinning -tests 
following inferences from liair tests, but simply to ascertain w hat 
the market thinks of it and will pay for it at the moment. This 
momentary value is quite distinct from the real value shown in 
actual spinning performance. 1 and the “ moment ” may last for 
years if the men' appearance of the cotton is such as docs not please 
the buyers. The case of No. bo may 1 m* cited again for an example 
where Ihe sidling price would possibly never have risen to the real 
value (p. 0), because it was comparat ively short in staple; in any 
ease, its yield w as not good enough to w arrant extended cultivation. 
Nor need our example be taken from mere research experience ; it 
is known that crops of one particular cotton were bought for a 
long time on the open market at prices far below their real spill- 
ing value, which had only been detected by one consumer, and 
not, of course, disclosed. I have indeed come to doubt whether 
the grader’s judgments have been of any real service to the cotton- 
breeder in the past ; when errors have been made, such errors have 
lt*ii equally (v.tj. p. S) to the rejection of good cottons as also to 
the recommendation of had ones. Now tile former error was 
irrevocable, because potential successes have been thrown away 
for good and all ; the latter is remediable, blit only after the waste 
of effort involved in propagating exentual failures. Thus the 
grader’s influence on plant-breeding lias not even been neutral, 
but can be considered as definitely prejudicial to practical achieve- 
ment. This may seem ungenerous theoretical inference, but 
such has been my actual personal experience, already noted in 
this chapter. Tims, while the expert*' judgment will of necessity 
continue to have its uses in other parts of the cotton industry, it 
can be no more t4ian a thing of incidental interest (Chap. XV) to 
the maker of new' cottons. 

* 1 W. L. IL, Handbook of Sptnnuiy Tents for Cotton-0 rowers , Clmp. V. Mai'imllun, 
Loudon, 1920. 
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THE JMlCROSCOrir STKl^TI IU: OF THE COTTON HAIR 

The growing hair Wall huiMing --(Jmw t li rings Convolutions — Spiral con- 
struction^ Kowrsals Fit spirals - Slip spirals — Units of tlu structure. 

The importance of the single hair, as being the unit in which 
all spinning problems must be solved, was pointed out in the 
Introduction (p. \ix). The need for definite measurements upon 
the cotton, in such terms of the single hair, was examined in 
Chap. I. Wo can now examine this hair, the unit of cotton- 
spinning. more carefully: first (((‘scribing the structure which is 
developed in it by growth during its lifetime; then proceeding to 
measure, as best we can, such parts of the dead structure as are 
significant to the spinner. 

Some knowledge of the botany and agriculture of the cotton 
plant can be assumed, for these have been treated by many 
authors. The* present account can, therefore, begin at the stage 
where single hairs become obvious as individual living entities, 
thus overlapping Ibis chapter with part of my Raw (' oiton , and 
thence- joining on to some subsequent publications. The whole 
story is summarised without more detail than the reader will 
require in order to follow the development of our topic. 

The hair is formed by the outward extension of a single cell 
from the. epidermis of the seed-coat; this extension, unaccom- 
panied by any cell-division, may continue until the hair is two 
thousand times as long as it is w ide. jSiTch an attenuated shape 
is not easily realised : a single hair laid on a Clack background in 
a good light looks npieh more sturdy to the naked eye. In a 
lecture-room 1 have demonstrated it by drawing a line with an 
ordinary stick of blackboard chalk, which leaves a streak about 
three-eighths of an inch wide; if this line is carried from end to 
end of a thirty -foot blackboard, such as runs across the froift 
wall of a lecture-theatre, it represents even then a mere thousand- 

1G 
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fold ratio of length to width ; in other words, it depicts a short 
and coarse cotton hair. 

The sprouting of such individual cells of the epidermis is not 
identical, although they all sprout at the same stage of*boll- 
devclopment, on or near the day when the iiower opens. Some 
cells grow to full-sized Lint hairs, others to shorter lint; others 
elongate as little as thirty fold, and so form the Fuzz hairs. The 
relative numbers which sprout in these different degrees upon 
various parts of the seed-coat are chiefly determined by genetic 
factors; different kinds of cotton plants thus show characteristic 
differences. If the lint be combed out to form a. halo 1 round the 
seed, this halo has a characteristic slu;p(* ; the simpler examination 
of seed from which the lint lias been ginned also shows various 
degrees of length and pattern in the* fuzz of different cottons. 
With regard to simple length onh, the limits known may be 
exemplified by Dr. liar 'land's »Sca island, No. V. 1 do, which 
product's hairs longer than 75 mm., whereas the wild species, 
(Jos'if/jtiiUH KirkiL has no distinction between lint and fuzz, the 
hairs barely exceeding one* millimetre iu length. 2 

The relative behaviour of the epidermal ceils is determined 
niainh by heredity, but tin* absolute percentage of sprouting cells 
is perceptibly influenced by environment; hence arise seasonal 
variations in the ginning percentage. 3 Similarly, the absolute 
length attained by the sprouting cel Is is much affected by environ- 
ment, though the relative length in different parts of the seed 
does not seem to be seriously affected. 

The future career of any one cell of the epidermis is not merely 
a choice between growth and stagnation, but is between the 
alternative's provided l»y two kinds of growth. Those cells which 
do not become hairs by grow ing along one axis proceed instead to 
^row in several directions at right angles to that axis, so forming 
themselves into a supporting pavement of star-shaped cells 
between the bases pf flic hairs. We are ignorant as to the 
determination of tliflse alternatives. 

There is a sharp distinction between growth in length and 
growth in thickness. The boll cannot enlarge beyond a certain 
limit of size, fixed by unknown mechanism ; as its growth slows 

1 \\ . L. lb, >Y. Uk\ Ay. >S 7>r\, Cairo. l!)0o, p. 47. 

. * 2 To ]\lr. Hrand, of the Tanganyika Agricultural »Scr\ nv. I am indebted for 
live seed of this remarkable species. 

8 \V. L. H., I r. Hk. Kind. Ay. »S*i>r., Cam*, 11)00, p. 06. 
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doym, so also the enl&rgemerft of the seed arid, the lengthening of 
the seed-hairs Slow down' and stop This happens approxi- 
mately 0 half-time in the maturation of the boll. Growth has 
not ceased, but it behaves as if a switch had keen thrown over, 
thus releasing a different stt of growth machinery. The hair 
cells now proceed to consolidate the position 

Thus far the long tubulai hair has had only a very thin wall 
composed of an inner layei ol cellulose — the Primary wall — 
covered by an external film of cuticle, which is presumably covered 
by the wax layer. The living piotoplasm which has btul^it, and 
keeps it distended by osmotic pressure, now proceeds to lay down 
on the inside of this wall a thickening deposit of a different cellulose, 
called the Secondaiy wall This depositing pioeess is commonly 
discontinuous., especially so when all growth of the plant is 
arrested duiing the afternoon, as happens in most good cotton- 
growing countries , consequently the secondary wall is built up 
of concentric shells, which can be made visible as growth-rings in 
transverse sections of the hair The se rings are analogous to the 
annual rings of a tree ti unk with these two differences , that they 

f present each the growth deposit of one night, and that the rnner- 
08t ones aie the last to be formed The existence of these con- 
centric shells some thirty m number, must have some effect op 
the atypical propei ties of the hair, but though I have used 
constant illumination of the plant in order to grow hafts With 
few growth-rings 01 none, the nature of this effect has not ypt been 
isolated 

The extent to which the wall is tlnckoned is of importance 
to cotton spinning since it large 1\ determines the fineness of the 
cotton it vanes enormoush horn han tohau (Chap IV) Within 
a group ot only a bundled hairs fiom the same seed we can find 
the wall thickness vaiymg fom- or fivefold Such variations 
might he due to airost of growth aftci the first few growth-rings 
had been laid down or it might be clue to variation m the average 
thickness ot all the lings in the wall , the Utter seemp to be the 
mere usual cause. Secondary wall formation can fail altogether 
in the extreme case, so that the upe hair consists only of primary 
wall Huns such as these, together with thosd which have but 
little secondary thickening aie industrially important because the 
primary cellulose reacts differently to dyeB ; further, these haiityt 
are so flexible that they roll up easily into the knots and tangle* 
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called k ‘ nops ” in the thill (pp, 52 and 114). Such a " nop ” is an 
artifact; indeed it is possible by appropriate ill- treatment to 
convert almost all hairs into such tangled knots; nep docs not 
exist in the living boll, but is made by handling, 1 by ginning', and 
especially by the carding machine, from the hairs with unduly 
thin walls. 

The secrindary thickening is a restrained process in the lint 
hairs, rarely being carried far enough to obliterate the cell-cavity, 
and the boundaries between the growth -rings do not seem to be 
very sharply debited. As these rings are ultra-microscopic, and 
thereforeinvisihle until they have been swollen by suitable chemical 
reagents, details of their finer structure are not easy to obtain. 
Still, their appearance is much less striking than that of the same 
rings in a fuzz hair, where they are comparatively thick and are 
sharply separated from one another by a boundary line of different 
material. A fuzz hair seldom forms more than eight to twelve 
growth -rings, by which time the cell-cavity is nearly choked; 
the fuzz thus differs from the lint in that it shows restricted length- 
growth with rank thickness-growth, whereas the lint grows freely 
in length but sedately in thickness. 2 

Eventually the growth -processes lead to the opening of the 
boll, and so to growth-cessation. The hairs thus exposed dry up 
and die. Removal of the internal support given until then by the 
turgid lining of protoplasm permits the* cell-wall to collapse .as it 
dries. When collapsing it falls into the familiar spiral convolu- 
tion#, their direction being frequently reversed between right 
hand and left hand. The slope of these spirals depends in part on 
the thickness of the wall, while researches by Harland (vJ.) and 
ourselves have shown rather vaguely that both genetic and en- 
vironmental causes can influence the average convolution shape 
in different parts of the hair. These familiar convolutions do not 
seem to be as important as is commonly asserted; wc shall see 
later (p. 240) that ng property of the yarn has yet been closely 
connected with then" though they may well play some minor part 
in determining the slipperiness of the hair ; it would seem that any 
ordinary cotton is convoluted enough and that none are con- 
voluted too much! 

More interesting than the length of the convolutions is the 

Possibly even without handling, in the act of drying, on the plant in the 

field. 

8 The diameter of the fuz2 hair is greater than that of lint hairs. 
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.study of their direction and nf the points where this direction 
reverses. The reversal- points are found to he coincident with, 
and determined by. the reversals of a spiral tihrillar structure in 
tin* secondary wall; the agreement- between the two is perfect 
it the hair dries up w ithout am <*«>iM raint from adjacent hairs. 
TJiis iihrjllar structuie was first discovered 1 by crushing tJic‘ hair. 
l>ut it is most readily examined by means of its appearance in 
polarised 1 i«j h t . A ti\ one urowth riim is built up as a tubular 
layer composed ol about a hundred parallel but disconnected 
fibrils, and these are laid down in e\art radial alignment with the 
libriL of pre\ ions «jrowth-rm«rs : tin* secondary wall is thus per- 
forated b\ some bundled or so ol radiat mu sub microscopic eraeks 
or pits. It is posable th.il the thickness of one growth rimj can 
be built up of more than one fibril ; m other words, the ultimate 
fibrils max In* nnl\ a few molecules thick instead of extending in 
thi^ radial direction throujjh the whole hundred molecules or so 
which make up the thickness ol llie *2To\vt h-rniu We await 
further know ledue on this matter also. 

r l’he si in I \ by st.it M ieal method^ of the lexcr^injn spiral which 
these libnls form in the wall has be< n usd to mler some blither 
know ledoe about l he m ow t h ol t lie ha u m lei 10 1 h. a process w Inch 
cannot \ ct he ob^erx cd directly. 

'The stud\ ol ' dailx pickings " of cotton from a ‘/roup of pure 
line plants was described in A Uur ( nffntt Further studx ol these 
samples rc\c,Jed only oik* eharaeterist ir which was practicalh 
una fleet e< I by the enxiionmcnt This characteristic was the 
diameter of the tube in the livini* cell ; it had to hr measured 
indirectly (p. <Wi). and was only measured in tin* middle portion 
of the* hair, but it directed my attention lo the subject of cell 
diameter and cell shape. On examining the diameter in more 
detail alone t lie w hole ]eiu»t h of the cell, making t lie measurements 
upon living turbid hairs, we find that samples irom (lilfeient kinds 
of cot ton lia\ <* dilh -rent sha pes from end To eyd . t hr shapes max 
be called#' profiler.” Changes in the profile max also In* caused 
by environmental differences in one and the same cotton, but the 
chief interest ol these profiles ii(‘s in 1 hi* fact that all the hairs of 
one boll may lia\e hails shaped like an excessively attenuated 
llask of Chianti, another like a bottle ol hock, and another may 
</i\e hails whose profile faintly suggests an elongated duinh -hell. 
* t>\ Mr. II. A. liuucock. 
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Jf w now r take hairs of various lengths from any one IioII, we 
find that after reaching the length of oik* millimetre (when growth 
at the tip lias censed) there is no change in tlu» prolilt* whatever 
the Ic*iicr1 h may lx*. 'Thus it the biggest diameter is in tlu* middle 
of a o mm. lint hair, i I w id still l>o in t ho middlo loi a .‘iihiim. lint 
hair, and mi on. It is .1 reasonable infeienee Unit tho shape ran 
onlv remain thus constant during this enormous elongation if tin* 
new poition*- which are intercalated in t In* lube to lengthen it 
have bet'ii inseited tplile at lantlom hero and tla-re. up and 
down tlie whole length ol the cell, otherwise growth must l»o 
entirclv continuous all o\e!. Test mg 1 1 m * lormei a-, sumption 
against the statistics obtametl I » v measurement of the reversals, 
it seems clear that the reversal^ mark some of the places where 
such patches have been inserted 

I'he interpiclnf mu o| the statistic-, ua- made easier by tlie 
curious iaet that neailv even liair '-dart - sprouting with a left- 
hand spiral structure: onlv s \ per cent of them srin to begin 
with a light hand >u . 1 1 . When the han lirst begin- 1 o different into 
itself Iroin tin* neighboming epah rmal <*i lls it mud id neres-ilv 
grow at the tip havmu leached a length wlu«h n larelv greater 
than a millimetre 01 -o and mav be much le.-^ t he grow t h cent r<« 
shifts awav lioiu the tip and proceeds thoiieolnith to intoroa late 
patches in the tube. In lesummu operations alter thus shifting 
from tla* tip it mav perhaps mseil another lid t hand portion, and 
of this there w ill be no \ i.sihlc e\ alenee il the tip umw tli had been 
also lei t handed asisUMial 1 1 it nisei ts aright hand patch, th(*n 
the action shows up afterwards as a double icversal: left liulit, 
and left again So the bmhlinu continues 1 Eig. :'u ) 

We need an explanation wh\ eitlu r hand of spiral should 
form at all. but again we an* iunoraut. All tin* observed results 
eould be explained however, il the growth <*< nt r<‘ alw a\ s worked 
round the cell in tlie -mine direction while it intercalated iresh 
material in places cprr(*q>ohding to each lihril m succession ; as 
if it eut eaeh libjjl Hi turn iuscrh d .1 lew seore mnleeulrs of ecllu- 
Jose. and parsed on to t In* next fibi d Then t lie hand of tfie spiral, 
right to left, would sitnplx depend on whether tlie grow t li-eent t‘e, 
on beginning its ’second eireuit. built in the next ring of insertions 
towards the basal side of the* lirst one. or towards the* tip of the 
Ifair. So we come to envisage the* hairs in the* growing holl as 
quietly squirming, like a miniature glow-motion Laoeodn ; any 
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"Mi9 aofetial study of these processes is Made doubly Awkward 
by'pb present impossibility of observj.n# them maid# o^t^side 
the developing boll, and by the fact that- th&£q spiral structure* $re 
visible to m until the secondary thickening be^pna, though 
they h&ve been “ predetermined ” 1 during growth*- ip length. 
*they do pot seem to have any practical significance as y$t, T^e 
can fihd no measurable utility in the convolution -direction, jphanges 
1 prjpoh they determine, and there is no particular difference between 
the longest cotton and the shortest. Their chief practical Interest 
lies in demonstrating the remarkable individuality of cotton hairs. 

* We have seen that there are differences from hair to hair tyhich 
,&re quite big enough to be impressive, in wall-thickness and in 
tepgth ; we now know that even if we could pick out a thousand 
hairs which were closely similar in length and in fineness, it would 
.still be most improbable that we should find any two of them alike} 
in those details of the reversing spiral. 

There is another spiral which the hair displays when suitably 
^-treated; it has not been mentioned previously, because it is 
dimply a consequence of the fibrillar structure of the pit spirals. 
Before doing so wc may first summarise the wall-structure wo 
have found, omitting now the reversal of the spiral. We can 
imagine ourselves exploring the wall- structure by boring into the 
hair with a sub-microscopic drill. Jf thus drill were inserted radially 
it would either pass freely down one of the radial “ pit$ between 
two ranks of fibrils, after it had penetrated the primary wall; Or, 
if it went into the secondary cellulose of a fibril in the outermost 
growth-ring, it would successively traverse the boundary and 
substance of some thirty growth-rings before emerging into the 
central cavity. Again, if the drill were inserted tangentially it 
would either pass between two growth-rings or through one, and 
in either ease it would traverse successive 1 adial cracks. Evidently 
the wall-structure is quite dissimilar in the radial and in the 
tangential directions, just like the wood of a tree-trunk. It re* 
mains to consider what our imaginary drill will meet with if we 
bore along the length of the hair. 

We have found the fibrils to run spirally but continuously, 

> 

1 W. L. B., “ Analysis of Agric. ^ iolil, * Tart Jit, p. 174. Phil . Tran*. 

J3oc*t 352. 
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from #^#wr, 

we saw ifaQiWIt* tip ifittohi th&t t Wmtil{ yawy bp <<pr»ifced tob 
separate fibrife freaking,, them. If we npw apply* a 

different kind^of 1 stress by twisting the^anr, or by bending it 
severely! a new artifact spiral is developed- Hairs taken from an 
old piece of string, or from card waste, show good examples of 
such stress-produced appearances ; by suitable microscopic 
technique we can use them to measure the relative amounts of ill- 
treatment which cotton undergoes at each stage in the spinning 
mill. They were first noticed independently by Dr. Harland, 
through the changed appearance of the hairs in yarn which we 
had spun for him from his pure-line samples of Sea Island. These 
artifacts take the form of spiral cracks which lie at right angles 
to the pit spirals alieady described. Thus they also are radial 
in direction ; but since the pit spirals lie at an angle to the hair 
axis which varies round about 27 n , these artifact Slip spirals 
have a much slower pitch, making an angle of some 63° ; this angl6 
also reverses whenever the pit spiral angle reverses. They are 
termed “ slip ” spirals because actual side slip may take 
under severe stress, like that of a fault in geological strata, and 
also because of the analogy between them and the slip-planes qf 
crystals. They seem to be only a special ease of structures found 
in other cell-walls. 1 

For the detailed examination of slip spirals the hairs should 
be mounted in some liquid which has the same refractive index 
as the hair ; monochromatic light is used, and only one or the other 
of the two rays produced by double refraction in the hair ; this 
can be isolated by inserting a Nieol prism in the eyepiece of the 
microscope (p. 349). 

If we now mentally isolate a single fibril, the analogy with 
crystal structure is a close one. The optical axis follows the 
fibril axis through all its reversals, and the slip surfaces cut across 
the optical axis. JLt seems that slip surfaces develop at fairly 
regular intervals Snd arc rarely closer together thap twice the 
distance from fibril to fibril, though this is not at all certain. 
From the crystal analogy it seems clear that the bond which 
normally holds Iho molecules together on either side of a potential 
slip surface is molecular cohesion. But since the strength of 
yarn depends in the last resort upon the tensile strength of the 

1 For timber soo Kobinnon, W., Phil. Ttana lloy. Sol , B, 1020 
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hairs, which in its turn is essentially the tensile strength of the 
fibrils, it is evident that we are here examining the molecular 
foundation upon which all the cotton industry has been erected. 

Odr present knowledge scarcely reaches beyond the bare 
recognition of this fact, but it will serve meanwhile to illustrate the 
importance of researches which might appear superficially to be 
quite disconnected from practical ends. In a later chapter we 
shall notice its possible implications in the dev elopment of artificial 
silk as a competitor against cotton; meanwhile we can complete 
our mental picture of the wall structure by returning to the use 
of our sub-microscopic drill. \ 

If such a drill were directed lengthways, not exactly up and 
down the hair, but tilted sufficiently to drill along a fibril, it 
would pass through successive liners at which the molecular 
structure was dissimilar from that in the rest of tlie fibril substance, 
the molecular bonds being weaker. Thus we rnay expect that the 
physical and chemical properties of the secondary cellulose would 
be different if vve could examine them separately in the radial, 
tangential and longitudinal directions. Further, b\ these 
observations at the limits of microscopic vision wc are given some 
reason to imagine that the cellulose is built up in units, each 
unit being approximately the shape of a fiat brick or a domino 
card. The front and back of the domino are growth-ring 
boundaries, the sides abut on the pits, and the ends are slip-spiral 
surfaces. Our dominoes arc all rat her sticky on the back, very 
sticky at the ends, and clean at the sides. Each 011 c is somewhere 
about 1/3000 mm. thick, or 0*3//. This comparison may help 
the reader to envisage the probable structure of a fibril. 

I am not at all confident that these domino shapes are real 
unitary structures, though there would seem to be good reason to 
think that the living cell does build its wall with bricks of tins 
kind. The unit may be much shorter than the domino, for slip 
spirals may be more frequent ; the fibril between one pit and the 
next may compound, as if the domino were* made up from thin 
spills lying side bv side; lastly, tlie individual growth-ring is in 
all probability a series of molecular layers, as if the domino had 
been sawn out of a piece of laminated ply-wooU. However, it 
can be confidently asserted that such unitary structures exist, and 
that they cannot be larger than the limits indicated. 

The next step in this research w ill be to got inside these limits, 
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trying to- split up this structure, if it can be split further, into the 
rcaf^tmits or “ micellae.” Then, investigating still further, we 
can attend to the arrangement of the molecules within the pseudo- 
crystal of each micelle, ascertain whether all the micellae are alike, 
and in so doing come down to the atomic structure. This will 
probably be done fairly soon ; possibly even before this book is 
published. 

A beginning lias meanwhile been made hy linking together 
various studies by my colleagues on the relationships of dead hairs 
to water vapour, and connecting these with the coarser structural 
studies made under the microscope. Before discussing these in 
another chapter it is necessary to remind the reader that there is 
one big omission amongst the descriptions given in this one. 

Tin’s hiatus relates to the surface structure of the hair, in the 
primary wall, the cuticle, and its w ax. We know very little about 
them, though later we shall see that we need all the knowledge we 
ean acquire, because of their relation to yarn properties (pp. 80, 
248, etc.). The reason lies in the difficulties of observation and 
measurement; these require the development of special methods 
not yet invented. The thickness ol the primary wall is on the 
limit of microscopic vision, and that of the cuticle is far less. 
We can, of course, recognise the familiar spiral constricting 
bandage which the cuticle forms when hairs are swollen, but we 
do not know' with any certainty when' the wax Ls situated, how 
it is arranged, whether the cuticle is pitted, or grooved, or plain, 
what are the details of its spiral pattern, nor what the structure 
and composition of the primary wall nia\ be. 

<;lm:r \l iii:fi:rknces 

AY. L. 15 Tht JUnlopimnt and Rioputnt* of Ran Cotton , ('linn. 111., London, 
CO 5. 
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CHAPTER III 


THE KELATlONSllTl* TO MOINTVKE AS AN INDICATION OF THE 
ri/miATE STRIXTrRK 

] r ris evident from the descript ionsgiven in the preceding chapter 
that anv knowledge concerning the molecular structure! of the 
cellulose iihrils would l>e of fundamental importance to the. cotton 
industry. It is only a question of time and resources before such 
knowledge is available, for direct methods arc already available 
in the use of X-rays. It is true that such X-ray determinations 
as have yet been made upon cotton have given ambiguous results, 
blit this would seem to be in part a natural consequence of the 
structure we have already described. The formal grouping of 
the unit components undoubtedly extends to dimensions which 
are greater than the inter-atomic distances dealt with in ordinary 
X-ray technique: it should therefore lx* advisable 4 to extend and 
supplement such studies by the use 4 of soft ra\s, of longer ivave- 
length. Further, the spiralled arrangement of the fibrils neces- 
sarily implies that when a transmitted pencil of rays is employed, 
every right-handed placing of any unit will be counterpoised by 
a left-hand placing of a, corresponding unit on the other side of 
the hair; this must produce a pattern on the photographic plate 
which is more complex than the isolated structure of either arrange- 
ment warrants. Seeking to avoid this statistical complication 
by using reflection methods instead of transmission, the same 
effect would again be produced, but this time by the alternation 
of right-hand and left-hand spirals at the abundant- reversals. 
To isolate Jlhc effects due to the actual cellulose structure would 
not secifi to be easy, since no random distribution is possible, 
excepting a distribution of the twinned fibrils which is analogous 
to a mixture of dextro- and hevo-rotatory substances in amounts 
exactly equal. 

Nor is the hair a homogeneous mass of these spiralling fibrils 
of cellulose. The debris of protoplasm in the central cavity, the, 

2(1 
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mineral salts" in this cavity and in the wall, the cuticle with its 
wax, and tho amount of another kind of cellulose in the primary 
wall, all amount to an appreciable fraction of the total hair. No 
attempt to remove these by “ purifying the cellulose ” Am be 
permitted, for such purifying treatment disturbs the original 
structure, w r hich is the only structure interesting us, whether as 
cotton-spinners or as students of growth. 

When I was considering the great desirability of embarking 
on X-ray analysis, it seemed to me that these difficulties would 
necessitate a great deal of special research, the production of 
unusual types of X-ray tubes, the planning of techniques for work- 
ing with minute quantities of material, and generally the sacrifice 
of more time and attention than was warranted by the purpose 
and staff of the Experimental Department. Recognising the 
high importance of such studies 1 put aside* the X-ray method w r ith 
regret, but without dropping the subject entirely, for some in- 
ferences concerning the ultimate structure could evidently be 
obtained bv studying the* moisture relationships of the cotton. 
Moreover’, any information about this relationship would be of 
direct usefulness. 

The relation between cotton and the moisture contained in 
the surrounding air had already been studied fairly thoroughly, 
for this utilitarian reason, by earlier research workers; it had 
usually been measured by the means of changes in weight. The 
curves obtained in those gravimetric studies had an S-shapcd or 
sigmoid form, while the one produced by drying the cotton 
showed a higher water-content than that obtained while the 
cotton was being wotted, thus enclosing between them a hysteresis 
loop. It seemed to me that the possibilities of the gravimetric 
method lmd not been exhausted, so some re-investigations were 
started, but these had not been carried very far luiore some new 
methods, much more sensitive*, assumed greater importance. 
However, it will be useful to explain wherein the older work 
seemed to me to lx? incomplete. 

The sigmoid curve* is typical of many reactions. The growth of 
living things, such as the elongation of a cotton hair, usually 
gives a sigmoid* curve. From studies 1 had formerly made, on 
the growth of a fungus in its relation to temperature. 1 had become 
familiar with the fact that this typical auto-catalytic curve could 
be divided into at least two portions, the steady acceleration 



28 


STUDIES OF QUALITY IN COTTON 


CIT. 


shown in the first part of the curve being presently opposed by a 
“depressant factor” which eventually dominates the situation 
and stops the curve from rising further. Comparing this experi- 
ence Vi th the weight-humiditv curves obtained for cotton by 
Hartshorn ( k or Schloesing. it seemed likely that there was some 
analogy between them. If the passage of the 1 water into the 
hair be compared with the various paths of tin 1 sub-microscopic 
drill which we utilised in the preceding chapter, it becomes very 
probable that the oncoming of any new factor in the absorption 
will not be smooth and progressive 1 . It seemed more likely that 
the weight-eurve would show’ a “ kink " in one or more places, 
if the weighing could bo made 1 sufficiently accurate. 

Aeeuracv of the kind required was not likely to be obtainable 1 
by merely using very sensitive 1 balance's; it was quite likely that 
each single luiir had in some 1 measure 1 its own individual manner 
e>f reacting to the atmospheric moisture 1 . Jelesdly. the work 
should be* deme on single 1 hairs —as was late*r edleeded in methods 
other than gravimetry- -but the 1 design erf a dependable micro- 
balance for use 1 under all conditions of atmospheric humidity 
involves difficult ie*s which have not \et been solveel. Meanwhile 1 
1 improved the method by placing a moderately sensitive micro- 
balance of the torsional type insiele a scaled chamber, loading it 
with only a few score 1 hairs loosely Hulled out. and observing its 
deflections for weeks on enel as the* humidity conditions insiele 
the chamber were sueecssivefx changed. Though no data wen: 
obtained which were* in any wax ge>oel enough te> demonstrate the 
existence of the suspected kinks. xe‘t. one important result emerged ; 
though the fexv hairs useel were* frevlv in contact with the air, yet 
it took more than txve> elays feu- the final equilibrium to be renichenl 
when any change 1 hael Ix'e-n made in the* humidity : this although 
the initial disturbance of weight was very rapiel. The obstacle* 
to the uptake or Je>ss of wate r was thus sen'll to be not in the 1 slow 
diffusion of air through the* masses of millions e>f hairs which 
previous workers had useel, but was peculiar te> the hair itself. 
Later, brother methods, xve> found that even single* hairs exposed 
frexcly changed their properties just as deliberately. 

r rhe aejcidemtal difficulties wliieh arose, through trying to use 
such apparatus on an upper floor in a. city street which was 
traverscel by lienivy traffic only pexrmittenl us to obtain erne complete 
cycle of observations in many months, and tlie investigation was 
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held up, pending the transfer of our laboratories to the country. 
Better methods than the gravimetric one then became available, 
plating the existence of these kinks in the curve? beyond doubt. 

Before discussing the preliminary indications which 'these 
discontinuities of the curves have given us, when the changes in 
weight are considered in parallel with changes in cross-sectional 
area, in electric conductivity, and in flexibility, it is necessary 
that I should make some, preface* of cautionary explanation. 1 
have already described this chapter in the 1 Introduction as a 
“ premature attempt at generalisation/’ and have stated my own 
consciousness of its sketchiness; it is certainly comprehensive, 
but in no wav dependable; its subject is interesting, but the 
presentation is not sound. My reason for deliberately including 
it, nevertheless, is that the* accident of circumstances caused these 
various observations from different angles to be made under the 
stimulus of a general interest provoked by our discoveries in the 
microscopic structure* of the hair ((hap. 11). There was conse- 
quently a definite' unity underlying this diversity, such as might 
not happen to occur again for some years, and the minor issues 
were eliminated rapidly by personal intercourse as the work 
proceeded. Thus a sketch of the central topic becomes possible - 
though rash — long before the component researches are even 
approximately complete. This chapter has therefore been written 
only in the hope that it will prove suggestive, by showing the 
close inter-relation between several subjects which are ostensibly 
independent, yet all depend on our attainment to knowledge of 
the fundamental structure* of cellulose. 

The interests of the learn of workers who co-operated in these 
studies ranged by imperceptible degrees from chemistry and 
physical chemistry, through physics and metrology, to microscopy 
and plant physiology. Among the prior researches which wc* 
utilised l would quote ^hose of Trouton, Masson, Schloesing and 
Hurtshorne, of McBain and of Irvine. Contemporary studies by 
Williams, Pierce, and Coward provided cross-checks, and- the work 
of the Kothamstcd Physical Department w as stimulating. 

The variables whose effect on the hair was studied in more or 
less detail were primarily the humidity ; secondarily temperature, 
•with due regard to the Masson effect, and the kind of cotton. 
The latter variable includes not only cotton of different species 
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Fit:. 10. — approximate clump’s in tin* weight of a few hundred lmirs, following 
changes in 4 Ik* relative humidity. 

Tiio hails were suspended from a tolallv enclosed iniero-halaneo, and two 
days were allowed to reach equilibrium after each ehango of humidity. The 
curve starts from desiernf ion over concent rated sulphuric* arid, ascends by 
steps of about 7% changes to 01% relative humidity, and returns to 0%. The 
hysteresis loop thus obtained is much wider in the mercerised cotton, which also 
takes up *22% of water as against J7% by the raw cotton. 
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and different growth histories, but also the modifications produced 
by memorisation, by carbonising, and by chemical change to 
cellulose esters. * 


* 



Fia. 31. — Approximate changes in tin* resistance to bonding shown by a 
single hair, following ehmigos in tbo relative liumidity. Tho curvu stnrts at 
dost* ends to zero, ascends to saturation, mid returns to the starting- 
point. Tho hysteresis loop appears, and the dry hair is about 40% stiller than 
tho wot one. 

The hair properties examined were the Weight, electrical 
(Conductivity, Flexibility in bending and in torsion, the Dimensions 
in longitudinal, radial and tangential directions, together with the 
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cross-sectional Area of the hair by an independent method, and 
the heat phenomena shown in the Masson effect. 

Note** on the experimental methods arc given in the Appendix. 
It slfhuld he noted that only two of them reached easily to the 
standard of precision required for my purpose, these being the 
measurements of conductivity and of area. All of them aimed 
at sufficient precision to detect small local abnormalities in the 
curves obtained. These curve's are of two kinds; lirst, the 
Cyclic typo, in which stable values are obtained after prolonged 
exposure to a set of conditions, this being followed by change to 
slightly lower or higher humidity, and so progressively until the 
whole cycle from dry to wed. and back again has been completed ; 
the previous history of the hair is important in starting such 
curves, on account of the hysteresis effect; as each observation 
requires at least two days for the attainment of fair equilibrium, 
one complete curve of this t \ pe may take three or four months in 
the making. Secondly, we have the Time-eurve type, which plots 
a record as nearly continuous as possible, to show the history of 
the measured characteristic after each alteration of the conditions, 
from the lirst moment of alteration onwards; these time-curves 
are specially useful because any deviation from smooth progression 
in their early course serves as an indication that some similar 
deviation may bo sought in the more tedious cyclic curve. In the 
curves produced by either method the experimental data must In* 
handled raw, unaltered by smoothing except- as a last resort, since 
the general trend of the curve is relatively uninteresting in com- 
parison with its details. The region in the conductivity 

curves is an excellent example of this. 

The Existence, of E/iascs. — Tin* cyclic curves for conductivity 
provided the first, clour proof 1 that my suspicion of discontinuity 
was really justified. Whatever kind of iaw r cotton was used, the 
wetting curve, always went through a double kink when the* 
humidity was near 40 %; for a little •while tin* conductivity 
ceased to increase, and then resumed its increase at a faster rate 
than before. The drying curve on tin* return journey also showed 
a change of rate at th(* same point, but w ithout the double flexure 
of the wetting curve*. The* delicate method employ eel was not 
in itself suitable for study of the whole enormous range of con- 
ductivity changes between 0% and 100%, so that the region 

1 By F. P. Slater 
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between 20% and 70% was alone examined in full detail. This 
region being thus left “ in the air,” the possibility that other 
kink, existed in the curve outside this region was not investigated, 
though there was no doubt that the curve again changed its form 
below 20%. From the conductivity tests we thus ascertained that 
a kind of “ phase-boundary ” seemed to exist at 40% humidity, 
with the probability of another around 15%. The region above 
70% remained unexplored. 

The problem presented by exact measurements of the dimen- 
sional changes had for years seemed insuperable, in spite of much 
work on the subject. It was therefore the more pleasing to find 
that when once the right method had been made available for 
measuring changes in cross-sectional area (though without dis- 
criminating between the radial and tangential components of this 
area), the dimensional changes became even more noteworthy 
than those of the conductivity. The whole range from 0% to 
100% could be explored in the same apparatus on the same 
material, with a degree of accuracy which was ample for our 
purpose. For the purpose of illustrating this chapter 1 shall use 
only the early results 1 with the Forometer which were available 
when the first draft of this book was written, but my former 
colleague s subsequent studies have greatly improved the demar- 
cation of the phase-boundaries. A kink was located in the curve 
at 15%. thus confirming a suspicion engendered by the con- 
ductivity method. The 40% kink of the latter was corroborated 
emphatically, with the interesting addition that the same step- 
shaped kink was now shown in drying as well as in wetting. 
Another kink was located at 77% in the region which the con- 
ductivity method had failed to explore, while a faint indication 
which later work lias fully confirmed was found near 00%. 

We thus have good evidence that the mechanism by which 
water is taken up into the cotton is not the same at all humidities, 
but on the contrary is changed at certaift stages of the increasing 
or decreasing content of water molecules in the surrounding air. 
The process passes through a scries of Phases, whoso boundaries 
are at values for the relative humidity which correspond roughly 
to 15%, 40%, 77% and 00%; it is possible that there may be 
other minor ones also. The location of the 40% boundary, at 
least, is definitely independent of the variety of cotton, whether 

1 J »v K. R. Uoslmwk. 



i 10 20 30 40 50 60 70 80 90 100 

Fig. 13.- -Preliminary measurements of the changes in cross-sectional area 
of a few hundred hairs, a* inferred by the ] 'urometer method, following changes 
in the relative humidity which were made at one-day intervals. # This curve 
3hows the first result obtained by a trial run round the cycle of changes. Dis- 
continuities arcs suggested near 15%, in the 38%-42% region (see Fig. 12), at 
70% and at 90%. The observations started at 35% went up to 00% to stabilise 
Llie plug system, and* then returned to begin the complete cycle, mostly in 5% 
<tops. Part of the varying width of the hysteresis loop depends on pro- treat incut. 
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it be a rough Peruvian, Indian or Sea Island, as also it is inde- 
pendent of the dimensions of the hair. 

Such phases are evidently to be interpreted as functions of the 
structure of cotton cellulose, whether in respect of microscopic, 
micellar, or molecular properties, or of all three. There is no one 
relationship of cotton to water, but at least five different relation- 
ships, possibly quite different in their respective causations. We 
may be dealing with a true chemical hydration in the 0-15% phase, 
with an adsorption in the 40 — 00% phase, and with coarse 
capillary phenomena above 90%. when* wo perhaps overlap with 
Coward's observations on the quantity of water retained by 
cotton after centrifuging. 

Some analysis of the phases could evidently be effected by 
comparing the behaviour of raw cotton with cotton treated in 
various ways. For the purpose of this book it is sufficient to j)oint 
out that such treatments have various effects, some of them not 
altering any of the phase-boundaries, others completely obliterat- 
ing one or more of them. There is a big field for research in this 
direction. 

Having regard to the variation of dimensions from hair to 
hair, and even within different parts of the same hair, it is some- 
what- surprising that the phase-boundaries should be so clearly 
defined. One would have expected them to be blurred as the 
statistical consequence of these variations; that the cyclic curves 
are not so blurred is an indication that we are dealing with more 
fundamental structure than that which is visible in the micro- 
scope. Even in the? time-curves taken while passing across one 
of the boundaries, the passage is usually noticeable. Further, the 
micella? have different properties on two of their three pairs of 
faces, if not on all three, as we saw in the previous chapter, and 
it is likely that an appreciable amount of redistribution of water 
may take place inside the hair after gross equilibrium has been 
attained. 

Molecular Properties.-— Some simple observations showed that 
the absorption of water by cotton was not merely mechanical. 
The vapour of carbon bisulphide, benzene and nitro-benzeuc is 
only taken up to the extent of about J% under saturated con- 
ditions, whereas water and acetic acid rise to 18%, while: inter- 
mediate values arc attained by alcohol, acetone and ether. Those 
were interpreted 1 as suggesting the possibility that molecular 

1 Jiy R. C. Brirnley. * 



Ill 


THE RELATIONSHIP TO MOISTURE 


37 



Fits. M. —Chunges. of cross-section with lapse of time, ns shown by tho 
I’orometer, ufter making »m alteration in tin* relative humidity. Tin* existence 
of inflections ju the curves is clear. By using smaller changes of humidity, so 
as # to traverse suspected phase- boundaries, those Time curves serve ns useful 
detectors. Comparing the wetting and drying curves, water is given off more 
rapidly than it is taken up. 
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association between the water molecules played a part in their 
peculiar behaviour with cotton. Incidentally, these observations 
justified our use of Barr and Anderson’s method for measuring 
cell dimensions, since the iso -refractive liquids used were shown 
thus to be inert to the cotton. 

Turning to the other half of the system, it is interesting to 
notice that the latest work of Trvine indicates the formula 
3(C 6 H 10 () 5 ) for the molecule of cellulose. The three groups arc 
not in every respect identical, since one can be removed as glucose 
while the other two remain united as cellobiosc. Hence it is not 
unlikely that if polar adsorption of water molecules were taking 
place, this might happen in at least two stages. All the available 
points for such adsorption on the first group having been occupied, 
two more water molecules (or groups of molecules) might be taken 
up at the two analogous points on the other two groups. Some 
such reason as this may quite possibly underlie the difference 
between some of the phases which we have found. 

The molecular weight of the Irvine molecule being 486, while 
that of water is 1 S, the percentage of w ater taken up in these two 
steps of the simplest assumption would correspond to the water- 
contents of hairs near 40% and 80% relative humidity respectively. 
Some X-ray workers conclude that the cellulose formula contains 
four groups, with a molecular weight of 648, so there is nothing 
to i)o gained at present by elaborating this suggestion. 

Moreover, any calculations of this kind are vitiated by our 
present uncertainty about the true dry weight of cellulose, which 
may have different values according to the severity of the drying 
process. It is not inconceivable that the water removed below 
15% humidity is taken from the cellulose itself, by actual de- 
hydration. Until these studies of the phase-boundaries have 
been carried far enough to identify the origin of the w'ater in each 
phase, we have no basis for calculation. For the present it needs 
only to be noticed that there is some justification for expecting 
phase-boundaries to exist on elementary molecular considerations. 

Some analogies to these phases may be seen in the hydration 
curve for salts containing water of crystallisation ; good examples 
have been described with the Keen -Oden balance, and these 
also show clearly the statistical blurring of the phase boundaries 
as the size of the crystals is enlarged. The summation of various 
series of observations made by the late Dr. Williams, chiefly upon 
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cotton boiled with soda, indicates that the adsorption rate changes 
suddenly at stages which correspond very roughly to our phase- 
boundaries. 

7 Vie A ’Symmetry of the Hair . — Wc have previously had reason 
to think that the anisotropy of the microscopic structure is merely 
the gross consequence of molecular arrangements. For the detailed 
analysis of these molecular arrangements it would be most useful 
to trace the changes in each of the three dimensions of the hair, 
matching the weight of water taken up against the volume change 
— if any — in length, wall -thickness and wall -circumference 
separately. It- is regrettable that no adequate methods for doing 
this are yet available ; it would be more than interesting to find 
that all the swelling of the v all in some one phase took place in one 
dimension only. 

We have made many measurements of these dimensions in 
various ways, as also have later workers. Our determinations of 
them at 0% and 100% relative humidity are fairly good, but the 
intermediate stages are unknown. The wall undoubtedly swells 
on wetting, and the percentage swelling appears to be unequal in 
the radial and the tangential directions. Some preliminary data 
suggest that the swelling is equal in these- two directions if the 
results are calculated as radial expansion per growth-ring, and as 
tangential expansion per fibril. No importance need bo attached to 
this result, which 1 quote merely to show how these a-symmetrical 
changes might be used when they can he measured with the same 
accuracy as the area or conductivity ; if the result were true it 
would imply that water was taken up equally by the radial and 
tangential faces of the fibrils, and that the known visible structure 
of ‘ k domino " units did really match the form of the micella*. 

Measurement of the longitudinal changes would seem easier 
to make, but oven this is difficult to effect without introducing a 
continued longitudinal stress which vitiates the results obtained. 

No data worth discussion are therefore available. 

« 

A rough attempt was made to detect a symmetry in the con- 
ductivity by looping two hairs over one another and testing all 
possible connections between the four ends ; so far as the evidence 
went it indicated that the transverse resistance ?ras about double 
the longitudinal resistance, as would be expected from the more 
intimate longitudinal bonds which we noted in the previoqs 
chapter. 
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Modifications of Cotton . — It is regrettable that previous workers 
have usually been very careful to purify their cotton ; any kind 
of treatment makes some alteration in the delicate structure of the 
hair, thus exaggerating one phase at the expense of another, or 
obliterating some phases entirely. The familiar examples arc 
such weight-curves as those given by special absorbent cotton 
and cellulose acetate ; the curve for cotton which has been charred 
to a darkish brown is practically straight instead of being sigmoid. 
On the other hand, the weight-curve for carbon black more nearly 
resembles that of raw cotton, which illustrates the importance of 
investigating several physical properties simultaneously, not 
merely confining attention to one property. 

The behaviour of cotton treated with strong caustic soda has 
many claims to interest, though it should lx* noted that ordinary 
memorisation is a vague process; the soda only reaches a variable 
percentage of the hairs, so that observations should be made on 
hairs treated individually. The improved dyeing properties are 
presumed to be due to an increase in the suface available for 
adsorption of dyes, and the same will probably apply to water. 
The increased water absorption is rather dubious below 15% 
relative humidity, but from there onwards to the 77% boundary 
it is very distinct; above this, again, then' is a suggestion of a 
change, giving a resemblance to raw cotton, as if the mechanism 
of water uptake in this phase had not been affected by the soda. 

The greater amount of water taken up after mereerisation must 
be held by the cellulose in a different manner; although the hair 
is wetter at any given humidity, it is a worse conductor of elec- 
tricity. Here, again, the determination of the dimensional 
changes is most desirable, for although the phase-boundaries do 
not seem to be shifted by mereerisation, yet the amount of tan- 
gential swelling would seem to have been reduced. Since the 
tensile strength of the hair is not appreciably affected, thus 
indicating that the sod^ does not react with the slip-surfaces of 
the fibrils, and since our preliminary results indicate that the 
percentage swelling of the wall-thickness is unchanged, it would 
seem likely that the soda acts on the radial faces of the micellae 
or molecules. If the ratio of the* dimensional changes in each 
direction wen? known accurately for both mercerised and raw 
qptton, we might be able to work out the relative and absolute 
dimensions of the micella'. 
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Temperature . — All the characteristics hero discussed have their 
temperature co-efficients, and no data of critical value can be 
obtained from cotton which is not maintained under fixed tempera- 
ture* conditions as well as fixed humidity. The Masson effect, 
whereby the cotton changes its temperature as a consequence of 
changes in humidity, also enters into the interpretation of the 
time-curves, and has incidentally explained 1 the sudden and 
enormous effect produced on the conductivity by the act of 
“ dogging ” the floor below a refractory machine with a small 
amount of water. 

A preliminary examination of the Masson effect was made 
without detecting any qualitative difference between the different 
phases. • 

Summarising the summary given in this chapter; it is evident 
that all the properties depend upon the physical structure of the 
cotton in such a way that their study can be used to infer that 
structure, where the observations can be made sufficiently exact. 
The cotton and the water may be combined in various phases, 
which we may designate quite provisionally as follows: 

0-15%. .Phase of chemical hydration. 

1 5—40%. Phase of mono-polar adsorption. 

40-77%. Phase of tri polar adsorption. 

77 90%. Phase, of molecular association. 

90 150%. Phase of capillarity. 

I have given these designations without regarding them 
seriously, but simply to focus the various converging rays of 
evidence, for the furtherance of subsequent studies on a wider 
base. 

Our preliminary studies of the dimensional changes, though 
too untrustworthy to be detailed in this chapter, give me some 
reason to think that the micella*, or cejlulose aggregates, which 
are the constructional units of the living *Qell during its wall- 
building operation, do not contain less than seventy -two carbon 
atoms apiece, instead of the eighteen carbons of the cellulose 
molecule of Irvine. The minimum dimensions of the micelle 
would thus be of the order 10 >: 10 x 50 Angstrom units. Com- 
paring this with the size of the “ domino unit ” of the previous 

1 ]*y l«\ P. SIuUt. 
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chapter, which is 10,000 x 20,000 x 3,000 Angstrom units, it is 
obvious that we have a spacious region left open for further 
exploration. 
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CHAPTER TV 


TWO SIZE -\XJ> \ AR1AJUUTY OF THE 1IAIB 
Tlio lmir nti<l the crop — Length — Cross- section Weight Strength- — Stress. 

Tjjk origin and structure of Hie hair having been described 
qualitatively, in an outline which I have made as extensive as bur 
present knowledge' will permit, the next step is to obtain some 
quantitative conceptions. For the purpose of tile present chapter 
I propose to disregard the methods by which these properties of 
the hair are measured, devoting it merely to statements concern- 
ing the size of the hair, both relative and absolute. Further, 
since any raw cotton contains a great variety of hairs, it is equally 
important to note, the kind of variation usually found in respect 
of each character, and to observe some of the causes which 
determine such variation. After doing so we shall be free to 
examine in the next chapter the technique whereby some of these 
measurements are made, and to restrict ourselves in so doing to 
those which Part II of this book will demonstrate to have some 
definite relation to the properties of yarn. 

Much of the substance of the present chapter is contained in 
the reprint 1 of a popular lecture to a. group of cotton operatives; 
it can therefore he somewhat condensed in its presentation here. 

Taking lh(‘ average data for the cotton (Top of Egypt, the 
yield of seed-cotton per plant is about one ounce; after ginning 
this seed-cotton we obtain about one-thtrd pf an ounce of lint, 
or ten grams, the monetary value whereof is afloat one halfpenny. 
Just as Spinning problems have to be considered in terms of the 
single hair, so problems of cot ton -growing have to be analysed 
into those of the single plant, at a halfpenny each*. It is interest- 
ing to notice that one plant will keep one fine-spinning spindle 

• 

1 W. L. 1L, “ Weights and Measures of the Cotton Hair,” Emp. C. 0 . Rev., 
1925. 
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running for one day, the production of 120s yarn being at about 
this rate, after due allowance for waste. 

The ten-gram yield of a single Egyptian cotton plant is spread 
over the ripening of some fifteen bolls, each containing about 
fifteen seeds. The weight of lint per seed is thus in the neigh- 
bourhood of 0*04 gram. The number of hairs on a single seed 
may be taken as ten thousand. Thus the total number of hairs in 
the crop from a single plant is round about three millions. 

By thus presenting the operation of cotton spinning as a 
process which endeavours to lay out throe million hairs in orderly 
sequence each day for each spindle in the mill, the desirability 
(p. xix) of stating the process in single-hair terms is emphasised. 

1 lair Length . — The range of “ length "in the world's cotton is 
between half an inch and two and half inches. This statement 
refers only to the length of the longer hairs, and there is a great 
deal of confusion in the meaning attached to statements about 
length. Length may be expressed as that of individual hairs, as 
the length found in a representative group of hairs thus measured, 
as the mean length of such a group, or as the commonest length 
(“ modal length ”). it is commonly expressed as “ length of 
staple,” which has various meanings, but generally lies midway 
between the modal and maximum lengths. Measurements made 
while the hairs are in position on the seed, after they have been 
combed out into a lialo. are surprisingly exact in giving expression 
to the greatest length found abundantly on that seed; this 
arbitrary measure is called the “ halo length.” We need only 
consider the expression of length by the measurement of individual 
hairs, as effected with the. Sorter or by hand ; in the latter case 
we can only deal with a few hairs, and most elaborate precautions 
to ensure correct sampling are necessary. 

Thus it happened that after twelve years' constant familiarity 
with cotton in the field and the laboratory, 1 was utterly astounded 
at the variation in length shown by two samples of sliort-staple 
cotton which were The first to pass through my newly-invented 
sorting device 1 . Later sortings of Sea Islands seemed evfln more 
incredible; hairs were present which were only half an inch long, 
longer ones became more common up to the modal length around 
an inch and a half ; then longer ones became less common until 
the maximum length was reached beyond two inches, though the 
reputed staple length w r as less than two inches. 
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This smooth variation of length cut across all preconceived 
ideas as to the reality of length-estimations. It is now common- 
place knowledge, but it was almost unbelievable at the time. 

Weight percentage 
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Relative number of Hairs paccntaqa 

Fin . JO.-— Polar co-ordinate plotting of burr-length data from tho sorting 
of cotton, to simulate the “ halo ” of combed seed-cotton. The curves are not 
frequencies, but arrays, summing the total percentage of hairs attained at each 
sttip of inercrt.su in length. Distortion due to tin* “'hair-displacement, error ” 
is manifest in the pointed butt of the ovoid halo. • 

Tho i^ita are the same as those in Figs. 21 22, the arrays for lndiun and Sea 
Island cottons being plotted by weight-percentage in tho upper semicircle} the 
numlier-percoiituge arrays, as obtained in that Fig., being presented in the lower 
semi-circle. 

The subsequent accumulation of data from cottons of all kinds, 
grown in all parts of the world, has also eliminated another miscon- 
ception and has provided a general conclusion of some interest. At 
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the first glance it seemed that the short cottons, such as the Asiatics, 
were more uniform in length than the long ones, but this was simply 
because the former extend over a smaller range, and are liable to 
be subdivided into fewer length-groups. The conversion of the 
frequency curve to a generalised form, independent of absolute 
length, can be done bv plotting the data as an “ array ” on semi- 
logarithm paper and subdividing this array at fixed intervals; or, 



KlC!. 17. — A representative set of Sorter curves, for linir-letigtU frequency 
distribution by weight -percent age, classified in one-oiglith-m<*li groups. About 
ton samples of similar modal length are averaged in each curve. That the 
general distribution would be similar if cadi sample were divided into tho same 
number of classes can be seen from the nature of the change in modal percentage. 


a rough comparison can be made directly if the array is plotted on 
polar co-ordinate paper, tluis simulating the halo of a combed seed. 
If this generalised curve be obtained for the average of several 
samples of Indian, American, Egyptian or Sea Islands, it is found 
that all are alike ; the usual relative variation of hair length is 
similar throughout the genus. 

This conclusion seems reasonable if we remember that the hairs 
afe a part of the seed-coat, and that the form of the cotton-seed 
is always much the same. If the hairs stuck out straight like 
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quills on a porcupine, I think we should expect similar resemblances 
of form in their arrangement also. It is at any rate a conclusion 
of practical importance, for it enables us to define a “ normal 
sorter-curve,” which at once provides a means of defining real 
standards of staple length for use in arbitration and in recognising 
and measuring deviations from type. This normal curve appears 
to follow a logarithmic rise from zero to the modal length, followed 
by an arithmetic fall to the maximum. 

Just as difference's exist between the shapes of the seeds borne 
by different varieties, some being fat and some thin, in spite of 
their general conformity to the average shape of all cotton seeds, 
so we have differences between the length-variations in different 
cottons, and each variety has its own characteristic sorter-curve 
which deviates more or less widely from the general type. The 
most uniform length known to me was given by my pure strain 
No. Ill, while at the other extreme it is not difficult to imagine 
cottons in which all lengths wore equally common. The existence 
of these varietal peculiarities does not, however, invalidate the 
existence of our kk normal sorter-curve.” 

On attempting to define the characteristic sorter-curve for any 
variety we meet w ith a difficulty' which is of general interest. The 
halo-length, or commonest maximum length, varies from seed to 
seed ; thus the sorter-curve made from the lint off a number of 
seeds is a compound construction. As an extreme case, let a 
mixture be made of the lint from a Sea Island seed with that from 
an Indian seed ; the sorting of this mixture will give a curve with 
tw r o distinct modes, say at : }" and at 1 1 " respectively. Obviously 
then, to appreciate the sorter-curve for any given crop we must 
analyse it into the curves given by each constituent seed. On 
doing this we find that for any given variety the form of the curve 
is the same for each seed, if we eliminate the variations in lialo- 
length as wo eliminated them to find the " normal sorter-curve ” 
for all cottons. But this is only a restatement of a fact familiar 
to the plavt-brecder, namely, that each variety has a characteristic 
halo wTien its seed-cotton is combed. Jt was not practicable to 
express the shape of this halo quantitatively until the Sorter 
became available. 

The clear-cut form of the curve obtained from single seeds of a 
variety becomes necessarily blunted and blurred when millioris 
of seeds are taken together, as is the case in field crop. While 
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this original form would seem to be fairly independent of the 
environment, the position of its mode (or maximum) varies from 
seed to seed under environmental influences, as I showed in Raw 
Cotton. The form of the curve given by the total crop thus 
depends partly on the genetic form given by the single seed, and 
partly on the relative proportions of seeds of different length which 
the environment Inis determined. How this compound curve 
varies, even from day to day, can be seen in the contour-diagram 
at the end of my Handbook on the Sorter. 1 

I shall not attempt to discuss the cause of the fundamental 
variation from one part to another of the same seed. No' doubt 
it is largely a question of nutrition, dependent on the anatcpiy of 
the vascular bundles in the seed-eoat. Though there is \much 
more research to be done in this direction, it would seem that the 
length on any one part of the coat is fairly uniform. \ 

Croifti- Sect ion of the Hair . — The length of the hair is a fairly 
obvious tiling. It is probably because of its obviousness that it 
has been given so much importance in the past. The other 
measurable characters are not open to determination by the un- 
aided hand and eve, though they are all more important than 
mere length, so far as the evidence 1 have collected in this book 
can show. 

The cross-section of the hair shows every possible variation of 
shape when the wall is thin, and is circular when the wall is very 
thick, but is usually ellipsoid, as the natural consequence of the 
collapse of the tube. The major axis of this ellipsoid is the 
dimension to which 1 have formerly given the name of “ ribbon- 
width,” in order to avoid ambiguity and confusion with the word 
“ diameter.” which should properly be restricted to the true 
diameter of the ecll before the tube collapses. 

On the average of various samples of the world’s cottons we 
find that such an extremely coarse one as Burmese Wagyi has a 
major axis of 27 microns (0-027 mm.)»with a minor axis of 20 
microns ; the latter dimension is better stated as a wall-thickness 
of 10 inifirons. A very fine Sea Island replaces these figures by 
15, 10 and 5 microns respectively. The cross-sectional areas 
corresponding to these dimensions are roughly 450 square microns 
for the coarsest cottons grown, and 130 for the finest. 

The variation from hair to hair upon a single seed is greater 

1 Lor. cil., p. 44, Fig. 8. 
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"than that shown by the whole range of the cultivated cottons of 
the world. Areas which vary from 50 to 500 square microns are 
typical. 

The proximate causes of this variation can be traced froth the 
life-history of the hair. It depends only slightly upon variations 
in the original diameter of the cell. Principally it is brought about , 
by differences in the thickening of the secondary wall, already 
described. 

Hair Weight . — The weight of a hair will necessarily vary with 
its length, but if the latter is eliminated by expressing the weight 
as that of a unit length, which is conveniently one centimetre, we 
then find that the k< hair weight per centimetre ” ranges from 
0-0036 milligram to 0*0009 milligram in passing from Wagyi 
to the finest Sea Island. This range is of the same order as that 
for cross-sectional area, showing that the density of the cell-wall 
is roughly similar for all the world’s cottons. Whether this 
similarity holds good in detail for individual kinds of cotton is 
still rather uncertain. 

The range of variation of hair weight between single hairs of 
one and the same kind cannot yet be determined by direct weigh- 
ing, but it is evidently indicated with sufficient clearness by the 
variation in cross-sectional area. Hairs which weigh only 0*0005 
milligram per centimetre must be common in any sample, while 
the maximum will depend on the cross-section. 

Hair Strength . — The breaking load of the hair under standard 
conditions of loading is necessarily also affected by the cross- 
sectional area. The exact measurement of the latter is much more 
difficult than the determination of hair weight per centimetre; 
consequently, while the breaking load should be expressed in terms 
of “ stress per unit area of cross-section,” it is actually far more 
convenient to state it as “ breaking load for some standard 
arbitrary hair weight.” 

This breaking load for equal hair weight may range as widely 
as from 8 to 20, uskig arbitrary units of expression. Moreover, 
the kinds of cotton which have the intrinsically weaker walls are 
also frequently of coarser cross-section. Thus the range of the 
world’s cottons when measured by the actual average breaking 
load of the hairs shows a smaller range than that of the hair 
weight, e.g. 0 to 16, instead of 9 to 36. 

The breaks of individual hairs again range even more widely. 
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A group of a hundred hairs with a mean break of grams, which 
vary individually between 1 and 10 grains, is typical for good 
Egyptian cotton. In such a cotton as Rough Peruvian the range 
is very much wider than this. 

The strength of the primary wall, which we have seen to be 
the main constituent of ‘ k neps ” (p. 1 0 and 114), is much less than 
that of the secondary wall. The relation can be traced by testing 
the hairs from bolls which have been artificially opened at various 
stages of wall- building. Some field material of this kind was 
collected for me in the Sudan by Mr. R. E. Massey, and the break- 
ing load was found to increase as the number of growth-rings 
increased, these numbering about 35 in the mature hair, thus*: 


Components ot the cell-wall. 


Primary wall (and protoplasm) on 35th day 
Additional growth-rings ; average for each ono 
Total wull on 70th day .... 
Secondary a\u 11 only, by difference 


.Break in 

Weight, per 

grams. 

cm. in mg. 

1-00 

000050 

0 11 

000003 

000 

0-00150 

5-00 

0-00100 


Hence the kk break per 0-001 mg. of hair weight per cm. ,, in these 
observations is : 

For the primary wall . . 2 grams. 

For the secondary wall . 5 grams. 

True Breaking Stress. — While it is not practicable to calculate 
this stress for everyday use. it is easy to approximate from the data 
given above. In doing so it should be remembered that the cell- 
wall has the spongy structure already described, so that although 
the density ascertained by measuring the cross-sectional area is 
not much above 1-00 specific gravity, yet that of the solid cellulose 
is 1-55 specific gravity. That this latter accepted value is correct 
may be roughly demonstrated by measuring the displacement of 
alcohol, which easily penetrates the wall. 

Making suitable allowance for this spongy structure, the tensile 
breaking stress of the fibrils in the worst of the world's cottons 
is about 8 tons per square inch, while the best* reach 20 tons per 
square inch. These values are comparable with those for copper 
and for mild steel respectively. * ■ 

The Reversing Spiral . — The reversals of the spiral may take 
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place at intervals of only one-hundreth of a millimetre, or even 
less. In the other direction the longest interval between two 
reversals which has been recorded is 12-7 millimetres. The average 
distance is in the neighbourhood of half a millimetre. An ordinary 
short-staple hair thus usually contains some iifty reversals of the 
spiral. The frequency curve which shows the variation of the 
intervals between reversals is characteristically skewed, so that 



Egyptian 

(a) 



Length ( m.m ) 10 2 0 3 0 


Fin. 10. — Showing tin 1 variation in the length which separates two reversals. 
Measured above oil twenty hairs which were 4U nun. long, and below upon 
twenty hairs which wore only 20 nun. long. All the hairs were taken from 
t-lio same seed. 


the commonest intervals much less than the average interval; 
this commonest (oj. modal) interval is in the neighbourhood of 
one-tenth of a millimetre only. 

Convolution*. - The size of the convolutions is affected by the 
wall thickness, as. 1 have already noted in Raw ('otton. It is also 
influenced by the occurrence of reversals. The average of this 
V£ry variable characteristic may be taken roughly as five con- 
volutions per millimetre, or 200 microns per convolution. Taking 


oa 


Fig. 20. — Showing the variation* in reversal arrangement found oven . in 
short fuzz hairs, less than 8 mm. long. The hairs are arranged in order of their 
length. Sinister spirals shown by black lines, doxter spiral left blank* Tfce 
0% of hairs which had dexter basal spirals are omitted. 
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20 microns , as an ordinary value for ribbon width, it follows that 
the average convolution is about ten times as long as it is wide. 
The modal or commonest form is again shorter than this. 

Fuller details concerning the variability of the two last charac- 
teristics will be found in a series of papers already published. 1 
With respect to the characteristics which are dependent ‘on the 
amount of secondary wall laid down — cross-section, weight and 
breaking load — the same general considerations apply as for the 
length of staple, but with additional opportunity for fluctuation 
from hair to hair; to discuss the opportunities in detail would 
take us too far into some rather speculative regions of plant 
physiology. .Detailed records for the variability of most of these 
characters in a group of American cotton samples will be found 
in the later chapter (Chap. XII 1) which presents the observations 
on “ The Thirteen Samples.” 

Meanwhile the reader should now have sufliciently definite 
ideas of the magnitudes involved in hair measurements to pass 
on to the actual processes involved in making such measurements. 

1 Vide driMTul Uofeivnces to Chap. ]T. * 
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Sampling- Longfh Rihlmn, wall mul srctionnl htvji -Weight — U roak — Con- 
volutions -SJi]»perinehs -Minor tests. 

Ar/niorcn oven an up-to-date Testing Laboratory is as nbich 
concerned with yarn ((-hap. XII) as with the raw cotton, yet T 
propose now to deal with the latter side of its work indepen- 
dently. This will conclude our examination of the cotton hair by 
noticing how the information is obtained which wc shall utilise 
when discussing its relations with the yarn. Such separate 
treatment of the hair tests should also be useful, because the 
whole subject is novel- or was so when my methods were first 
worked out — and 1 have already given reasons ((hap. I) for 
believing that it will become an important aspect- of cotton 
technology, as a supplement to the grader's judgments. 

The reader’s attention was directed in the Introduction to the 
important part which the provision of suitable methods has 
played throughout these researches, and this is especially so 
in the testing of hair properties. The methods here described 
have the distinction of originality, and they have been in use 
long enough to ensure their suitability, but they are not described 
from any conviction that they are the best methods possible; 
indeed, 1 have been at some pains to point out their defects and 
difficulties, in the hope that other students will be thereby 
assisted to improve upon them. 

The broad general distinction between Testing, which provides 
numerical, data for statistical research, and 'Experiment proper, 
which rhay provide exactly the same data, lies in the importance 
assumed by the time-factor when tests ” arc being made. The 
methods of the testing laboratory must be so standardised that 
the desired information can be obtained quickly, and without 
involving any appreciable error due to the personality of the 
individual observer. Thus it may happen that a method of 

50 
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measurement is devised in the first instance solely for the purpose 
of obtaining the desired facts, without any regard to the time or 
trouble required. If it should appear afterwards that such % facts 
would supply useful routine information, there must be an over- 
haul of the experimental method ; it is studied with the stop- 
watch in order to find out how and where the valuable time is 
consumed; parts of the apparatus are rearranged in consequence, 
so that manipulation may be speeded up; all possible adjust- 
ments which might accidentally alter the scale or zero of the 
readings arc eliminated, and automatic manipulation is devised 
where such is seen to be possible. Automatism is the chief 
aim of every testing device', because it avoids the personal factor 
entirely; the errors of a machine are mores predictable than those 
of a human being. The time-factor is also affected directly by 
automatic working, because* such working cuts down the time 
during which active* attention by the operator is required. 

The available equipment for testing cotton hairs is as yet 
so i in] serf cct as to show every stage of this evolution, passing 
back into methods which cannot yet be speeded up sufficiently 
to permit of their use in routine testing. The chief difficulty is 
the manipulation of the individual hairs, for which there is no 
substitute except the lingers and forceps, except in the measure- 
ment of length bv the Sorter. That there should be*, any 
exception is reassuring, for it may be taken to imply that in the 
future we shall be able to count, weigh, calliper and bend the 
hairs as easily as we now measure their length; at present 1 
have not seen how to do so, though length-measurement is 
intrinsically no more difficult than the others. 

Sampling . — Sampling is only a preliminary to the actual test- 
ing, yet its importance is such as can hardly be over-emphasised. 
1 have no doubt that many of the errors of judgment made in 
grading could be traced back to inadequate sampling. The 
standard practice? of the spinning mill in its elaborate routine 
of the mixing-room Is only an indirect tribute? to the heterogeneity 
of cotton, and to the consequent importance of saVnpling. 
Having already followed the developmental history of the hair 
in its relation to the bulk crop (pp. 44- 50), my reader will be able 
to realise that even the skilled blending practised in the re-baling 
df Egyptian cotton cannot make a bale so homogeneous that a 
single sample from some part of it may be taken as a true 
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sample ” of the whole bale. When we make actual tests of such 
single samples, by ipethods of sufficient Accuracy, we can detect 
discrepancies from one part of the bale to another which make 
it quite futile to attempt the testing of hairs unless we can be 
confident that our samples are really true ones. 

The number of hairs tested is dependent upon the character 
examined, but the hair-to-hair variability of cotton is so great 
that reasonably dependable results cannot be obtained on less 
than a hundred hairs even for the easiest characters. In such a 
character as the breaking-load, which is itself the resultant of 
several characters (cross-section, breaking stress and irregulari- 
ties of profile), an average value of 100 will include individual 
hairs in that average which range* from near zero to 200; here ihe 
41 probable error " for one hair is .‘>0%, so that the average value 
obtained from a hundred hairs may range between 90 and I TO 
by the pure accident of sampling. The number of hairs tested 
must therefore be raised above a hundred when complex inter- 
relationships are under examination, hut for many purposes this 
number is just sufficient. These hundred hairs must themselves 
be a true sample of the sample which we have drawn from the 
bale, lap, sliver, roving or yarn. 

When hairs are to be taken from yarn it is often necessary 
to untwist a long length ; this can be done automatically by an 
“ Unspinner 99 (see Appendix). Otherwise the cotton is in a fairly 
convenient form for sampling. When sampling from cotton 
which has passed the finishing draw-frame in the mill, no sampling 
precautions are necessary, because* the mixing which has been 
effected at this stage is so thorough, as we shall see when discussing 
the drafting-process (Chap. VII 1). When the cotton is drawn 
at any earlier stage, whether from boll, gin, bale, lap or can, a 
routine procedure of subdivision must be followed. 

Our object is to obtain a true sample which weighs about half 
a gram, this being about the weight of the nine-inch length of 
sliver used in the Sorter, iiy working to £his size it becomes 
practicable and convenient to make uses of the little draw-box 
employed in preparing the sliver for sorting, 1 and thus to effect 
very perfect admixture of the hairs within this sliver; hairs 

may then be taken from any part of the sliver at random for 

• 

1 W. L. J}., A Method for Measuring the Length of Cotton Hair#) Muciuillan, 
Loudon, 1021, Chap. Ill, and Fig. 0. 
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individual tests. To require that this half-grain shall be itself 
a true sample of a whole bale of cotton would seem at first sight 
to be preposterous, but the absurdity disappears if we remember 
that this small weight is composed of some fifty thousand separate 
hairs, for we are effectively taking fifty thousand samples from the 
bale. 

It is true that we cannot do this literally. Tf we attempt to 
pick out individual hairs we no longer obtain a true sample; the 
hairs most easily noticed, gripped and removed are the long, 
stiff and heavy ones. The same unc onscious selection will apply 
to a less degree if we drag out small tufts of hair, though the 
selection will then give us merely ail excess of long hairs, for 
self-evident reasons. Consequently, we must use some method 
of subdivision, so that w T e always retain the exact equivalent 
of that which we reject. 

Such subdivision is ideally effected bv taking the whole bulk 
of the cotton to be sampled, and dividing it into equal halves, 
then halving these again, and so continuing until thirty-two 
equal portions are obtained. From each of these we then take 
a sample which is not so small as to run the risk of unconscious 
selection, already mentioned, and these thirty-two samples 
have then to be recombined. The recombined material would 
be much larger than we need for making a sorter sliver, so that 
each of these thirty-two should be halved and re-halved 
individually, until it is reduced to about one-tenth of a gram. 
The recombination is then made from these fractions, and so 
gives us about a gram and a half of cotton, which must be 
thoroughly mixed before any of it is thrown away in reducing it 
to the half-gram required finally. 

This admixture is done by making it up by hand into a rough 
sliver, and then passing this sliver through the draw-box of the 
Sorter. By doing so at least a dozen times, four-folding the 
emergent sliver after each passage, and taking care to use the 
maximum practicable roller setting together with # the least 
possible pressure on the back roller (to avoid hair- breakage), the 
sliver becomes homogeneous, and may then be cut down to the 
size and weight inquired. 

1 have said above that the subdivision and recombination is 
“•ideally ” effected in this way, because it is obvious that practical 
limitations must often prevent us from actually halving and 
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quartering the mass which we are sampling. But the reader 
should be careful not to confuse limitations of necessity with 
mere^ limitations of convenience. Attention to the details of 
sampling is not mere scientific fussiness, but is of fundamental 
importance to any kind of testing, and is especially important 
where hair tests of cotton are involved, because raw cotton is 
one of the most difficult materials with which the would-be 
sampler can be confronted. Those difficulties can only be 
evaded by the method of symmetrical subdivision or repeated 
halving. 

Nor should it be imagined that the same care need not be 
applied when the original bulk of material is small. I Have 
known lack of can* in this respect to cause*, the breakdown of 
observations made on provided samples which only weighed .an 
ounce or two. Some* of them had been made up from a. mixture 
of two different cottons, tin* admixture had been made without 
these statistical precautions which 1 have* just de*scribcd, and the 
two ends of the little* packets gave different results. 

1 would therefore repeat the* previews assertion, before pro- 
ceeding to the actual details of hair-testing — that the importance 
of careful attention to every detail in the sampling of cotton can 
scarcely be toe) strongly emphasised. 

LcmjtIt- The Sorter mechanism (p. .‘>01) was re-designed as 
the Sledge pattern in order to provide a suitable and safe form 
of the instrument for use in the testing laboratory, and this is the 
most important method available for measure*ment of length. 
We have already seen (p. 10) that any information about length 
which does not provide*, detailed information about the length 
of every single, hair, as in the form of a frequency diagram, is 
relatively of little use and may even be misleading. 

It may occasionally be necessary for special purposes to 
measure the length of individual hairs by hand. Some trouble 
has been taken elsewhere to do this* with great exactitude; 
thus the hair image has been projected upon a Screen and measured 
by running a map-measurer over the picture. 1 However, the 
variability from hair to hail* is so great that even if the limited 
number of hairs which can thus be measured *is a true sample, 
measurements made in this way are worth no more than if they 
had been made by laying the hairs on a piece of one-way black 

1 N. A. Cobb , toe. cit. 
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plush and measuring them quickly with dividing compasses 
transferred to a millimetre scale 1 . The statistical consequences 
of the variability of length, as of other characteristics also, t^o not 
seem always to be realised; thus, the temperature and humidity 
at which staple length must be measured are defined in the U.S.A. 
by law, but in order to arrive at a degree of accuracy which would 
detect changes in length due to any likely variation of atmospheric 
conditions it would be necessary to average the individual measure- 
ments of at least a thousand hairs; having first ensured that 
these were a true sample, that is to sav, and quite apart from 
the ambiguities which we have seen to exist when length is 
expressed in any other way than by single-hair frequency 
measurement. 

The one-way plush just mentioned is one of the most important 
items in the equipment of a cotton testing laboratory. 1 owe 
the first suggestion of its use to Mr. McConncl, and the provision 
of the actual material to Messrs. Lister of Bradford. The pile 
is laid over in one direction, and will straighten and hold any hairs 
drawn along the surface against this slope, while it can instantly 
be cleaned from adherent hairs l>\ rubbing in the same direction 
as the slope. Moreover, if the plush is orientated below a strong 
light, so that the pile points in the right direction, it provides 
the most nearly perfect dead -black background obtainable; 
against this background the hairs are conspicuous objects by 
the contrast of their brilliant reflections. The reduction of 
eye-strain by this device is a very important factor in single-hair 
manipulation. 

Turning to the. measurements of length by means of the Sledge 
Sorter, we have the advantage that many thousand hairs are 
measured individually in about three minutes’ manipulation of 
the instrument. As the sledge 1 is rolled along a strip of calibrated 
black plush, it leaves behind it a deposit of hairs, these having 
been left on the* plusli «indi vidua lly in positions corresponding 
to their respective* lengths. The composition of the original 
sliver can be seen at a glance by mere inspection of tin! plush, 
but for purposes of exact record it is necessary to sweep up the 
deposit into convenient groups, weigh each little heap on a 
simple torsional micro-balance, and plot from the data a curve 
showing the variation as percentages of the total weight between 
the various length-groups selected. These groups are con- 
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veniently taken as successive eighths of an inch, so that, e.g., 
the onc-inch group contains those hairs which were swept up 
between the JJ?" and the ]\" calibrations of the plush. 

Tte sliver used for sorting is nine inches long, this length 
being fixed by the circumference of the folding roller in the draw- 
box. It should not weigh more than half a gram, and may have 
to be less when very fine long cottons are being examined. With 
the greater weight it is not necessary to take more than twenty 
runs of the sledge along the plush, and oven when many more 



runs are employed it is still the case that the time spent in this 
actual test is only a small fraction of the whole operation. I 
mention this because it has frequently been suggested to me 
that the movement of the sledge or of £he p|ush might be made 
automatic 1 , to save time ; in point of fact. 1 deliberately eliminated 
the automatic action in this respect, so as to make the appliance 
portable, and to ensure that any abnormal Jbeliaviour of the 
sliver would at once be noticed by the operator. The pre- 
decessor of the sledge pattern, as well as its successors, were all 
automatic. 
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The time required for the test is only two or three minutes, 
if a sliver is already available, and if mere inspection of the plush 
is all that is needed. If quantitative results are required, .as is 
always the case in laboratory routine, another quarter <?f an 
hoyr is required at least, for weighing, computation and plotting 
of the final sorter-curve. If tin 1 sliver has to be made from a 
sample of raw cotton the whole test will take upwards of half an 



Fin. 22. — Nomograph paper for plotting data obtained ’with the sorter. 
The usual percentage distribution by weight is plotted as usual to the rectangular 
co-ordinates. If the same data a re then plotted again, blit this time using tbo 
curvod abscissa*, the resulting frequency distribution can be read off on tbo 
rectangular co-ordinates as being the relative distribution by number of hairs. 
This makes tbo suttieiently valid assumption (Fig. .*14) that limr-vv eight is 
independent of hair length. 

Two extreme types of cotton are thus plotted, after sorting to the same 
length-classes. The flat -topped Number curve of tin* Sea Island is statistically 
interesting, and there is evidence of hairs broken accidentally at its short end. 


hour, the time required for making the sliver being dependent on 
the skill of the operator and on the perversity of the particular 
cotton. 

It is debatable whether the results are best expressed by 
p$rctfi¥tago weight or percentage number. The weight-curve 
looks more useful industrially, and has the advantage of being 
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obtainable directly from several thousand hairs in a short while. 
The actual numbers are more important for such purpose as the 
study of drafting, but the counting of hairs in simple and obvious 
modifications of the instrument is a tedious task. Fortunately 
the differences in average hair weight per centimetre between hairs 
of various lengths are not important, as we shall see later 
(Chap. IX), so that the weight-frequency is easily converted into 
the number-frequency. Calculation of the conversion may be 
avoided altogether by a simple nomograph. 

There arc certain sources of error in the use of the Sledge 
Sorter which are more conveniently dealt with later (p. 135). 
I mention them here in order to point out that these errors are not 
serious, and that the scientific caution of my notes on the subject 
in its Handbook has been taken too seriously by some novices. 
I wrote that ,s false results can be obtained by careless handling,” 
but much less care and no more skill than are given to adding up 
ledger columns or slowly typing a letter will ensure identical 
results with those obtained by other persons using other Sledge 
Sorters on the other side of the world on the same cotton. 

Ribbon -Width, Wall ‘Thickness and Sectional Area . — It is 
convenient to consider these measurements together. They 
are not of outstanding importance in routine testing, because 
similar information of much greater exactitude can be obtained 
from measurements of the hair weight. 

The form of the cross-section of the hair may be widely 
different from the type-form, w hich is that of a symmetrical tube 
in collapse, with the internal faces of opposite sides in contact. 
Consequently there is an appreciable error involved in calculating 
the cross-section fr om measurements of ribbon and wall, which 
must be assumed to have been made on typical hairs. The direct 
measurement of area from micro-photographs or camera lucida 
drawings of hair sections which have been cut with a microtome 
is also untrustworthy, on account of |he distortion which the 
razor may have produced, even if every hair is strictly perpen- 
dicular to the plane of the out ; the magnitude of this distortion 
must be erratic and cannot be assessed. 

The cutting of sections is easily and rapidly done by double 
embedding of the hairs, first into hot celloidin, and thence with a 
minimum of adherent celloidin into hard paraffin. A simple 
microtome with hand feed and a large heavy blade set at a high 
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angle is the most suitable instrument. No methods which 
involve preliminary softening of the cellulose can be permitted. 

In the ordinary routine of the testing laboratory it is^only 
practicable to make these measurements upon undisturbed hairs, 
viewing in profile under the microscope, and measuring the ribbon 
and wall in at least a bundled hairs, preferably at one place 
only, near the middle of each hair. Such measurements can, of 
course, be extended, but their present importance is not sufficient 
to warrant more time being spent upon them. 

The ribbon width by itself can l>e measured with reasonable 
accuracy in this way, the hair being mounted in water to fix the 
standard of humidity, and a mirrometer eyepiece-scale employed. 

Measurement of the wall -thickness is a very different matter, 
and — as we have seen when examining the moisture relationships 
in ('hap. Ill — no really accurate method is available. If the wall- 
thickness be measured when the hair is simply mounted in water, 
it appears to be nearly double the true thickness on account of 
the refraction of light in passing from water to wall and out 
again. Also, the hair is doubly refracting, thus preventing sharp 
definition of tin* edge of the central canal, at the inner boundary 
of the wall: this can be prettily demonstrated by mounting a 
hair over the graduated scale of a stage micrometer, when the 
graduations seen through the hair arc duplicated. 

For the measurement of wall- -thickness in conjunction with 
ribbon width the hairs must be examined in a liquid of the same 
refractive index as the hair, by a modification of Barr and Ander- 
son’s method (Appendix), and only one of the two rays employed. 
The width of the central canal being thus measured, it. is sub- 
tracted from the ribbon width, and the difference is halved to give 
the wall- thickness. 

To convert these two measurements into cross-sectional area 
we must employ an empirical formula ; the least objectionable of 
these was ascertained h\j comparing such measurements with the 
similar mcasuremcifts made on cut sections of the same cottons, 
and with the known area of these sections. This least objection- 
able formula assumes the cross-section to be tw T o semicircles 
connected bv a rectangle, and is not likely to be more than 5% 
in error. The actual formula is : '2tr(r — 2ir) }- -ir' 1 . It is 
sufficient for the ordinary comparison of similar cottons w hen such 
comparison is needed, until further research has demonstrated 
K 
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the existence of connections between hair shape and the density 
of the yarn, such as are hinted at by some of the facts now 
available. It will then be necessary to take the microscope 
measurements more seriously. 

The original diameter of the uncollapsed cell can also bo 
inferred approximately from the same measurements, which, on 
the same assumption of two connected semicircles, will give the 
circumference of the collapsed cell, and hence its uncollapsed 
diameter. The same value can be obtained independently, 
though again approximately, bv Dr. Harland's device 1 of 
measuring the “ ribbon width ” of hairs which have been swollen 
with caustic soda. ' 

Hair Weight . — The unsatisfactory nature of the technique' for 
measuring “ fineness by volume,” as discussed in the preceding 
section, is fortunately immaterial, because we have an alternative 
method for measuring fineness by weight. This latter is by far 
the most accurate test which can yet be made upon cotton hairs, 
besides being the quickest, and giving the most important result. 

So far as 1 am aware, the measurement of hair-weight was not 
employed until 1 introduced it in order to estimate the number of 
hairs on the seed, in the course of my studies of ginning-out-turn. 
The passage of time has shown it to be the fundamental industrial 
characteristic of cotton, far more important than the length of the 
hair. When it is used in conjunction v\ith measurements of tho 
breaking load of the hair it is competent to account for the major 
part of the properties exhibited by any given yarn. 

1 have always used the term “ hair weight ” for convenience, 
but it should be repeated that the term implies k ‘ hair weight for 
equal length,” and that its numerical expression as used in this 
book is in milligrammes per centimetre. The reciprocal of this 
expression is equivalent to a statement of the 11 count ” of the 
hair. 

No method for measuring the frequency distribution of hair 
weight is yet available, though the knowledge of this frequency 
would be of industrial value in assessing the liability of a cotton 
to the formation of “ nep ” (p. 114). The technique here 
described only provides us with the average value of this 
characteristic. 

This technique has been simplified and speeded up since,* -I 
1 Jour . Text. Taut., 1924. 
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first employed it. The counting of the hairs is done with the 
microscope, thus avoiding eye-strain. The weighing is done on 
an Oertling assay balance, which reads to hundredths of a piilli- 
gramme, and the minor calibration errors of a spring micro- 
balance are thus avoided, the results being obtained in absolute 
measure, subject to moisture-content correction if necessary. 
The manipulation (p. 354) is simplified so that the whole test can 
be completed and computed in a quarter of an hour. 

Repeated tests made in the way described will give results 
which rarely differ by more than 2%. This high degree of 
accuracy is, of course, due to the large number of hairs which 
can be thus averaged, while the experimental errors are such as 
may give plus or minus errors in equal proportion. 

Hair Break . — The determination of the breaking load of the 
hair is quite useless by itself, but when made in conjunction 
with the previous test the results are very important. The hair 
woiglit having already determined the number of hairs which will 
be found in the average cross section of any given count of yarn, 
we can then utilise the hair-break figure to compute the maximum 
possible strength of the yarn, or, as J have termed it, the Intrinsic 
Strength (Chap. XII). 

The technique of this test has to take into account the fact 
that we here reach the maximum variability of the hair-properties, 
and also the danger of unconscious selection of individual hairs in 
preparing for the test. The* latter error is liable to be serious, 
because stiff hairs are more easily picked up than fragile ones. 
Tn our early work we employed a small Wimshurst machine to 
make all the hairs stand out equally straight and conspicuous, 
but the preparation of drafted sliver for the Sorter provides a 
more convenient method ; a tuft of hairs can be withdrawn with 
the fingers, or by the Sorter itself, and every one of these must be 
tested. They will make up a true sample if the sliver has been 
properly prepared, because the only basis on which the fingers or 
the instrument eait possibly select them is by the position of 
their front ends in the tip of the sliver, and this — on the average 
at least — is independent of any other property of the hair. 

A semi-autonfatie instrument for making this test was 
described in Baw i 1 ottov . It was much modified into a magazine 
type # of instrument, then modified still further until it became a 
purely mechanical arrangement which has now been in routine 
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use for seven years. This Magazine Hair-break Tester has been 
exhibited and supplied to other laboratories. The test is standard- 
ised jiipon a length of 1 em. of hair, the rate of loading is about 
one gram in two seconds comparable with the usual rate in yarn 
tests, and exactly the same treatment is given to every hair. 

The magazines are interchangeable, and hold fifty hairs apiece. 
A skilled operator can load one magazine in half an hour. A 
quarter of an hour suffices to read and plot the record from the 
previous magazine, and the instrument takes three-quarters of 
an hour to work through all the hairs on the magazine put into 
it. The testing operation can thus go on continuously* one 
operator and one machine keeping step. 

In this test, more than in any other, we become unpleasantly 
conscious of the need for a micro-balance, or some other weighing 
method, which would be sufficiently sensitive and robust to weigh 
single hairs, or would sort them out in order of their weight- 
distribution around the known average value. Results of 
moderates accuracy arc given by the testing of two magazines 
containing a hundred hairs in all, but this mini her is not sufficient 
for all purposes ; it may therefore he necessary sometimes for the 
operator and the machine both to bo working for a whole day on 
a single sample, although an hour and a half is usually adequate. 
On the other hand, if the dimensions of each hair tested could 
have been ascertained previously, instead of having to be averaged 
out by random sampling, the correlation between break and 
hair weight would enable the observed break to bo corrected to 
the known true average hair weight, and the error of the test 
would be reduced to negligible proportions. Something can be 
done in this direction by microscopic examination of the hairs in 
position in the magazine, but the weaknesses of the microscopic 
methods, already described, prevent this from being of much 
use. 

Some good examples of the existence of a sampling error, 
even with all the precautions 1 have described, will be found in 
the data for the Thirteen Samples. 

Average values for the strength of large numbers of hairs may 
be obtained, without the tedium of individual hair-testing, by 
using an impact method. The meaning of impact tests upon 
cotton is obscure, however, as we shall observe in more (let&il 
when dealing with yarn (p. 228), and until it is better understood 
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(p. 258) we cannot safely allow the convenience and speed of the 
impact method to weigh with us. 

Convolutions . — To the best, of my present knowledge^ the 
variations in average number of convolutions are not important 
in the determination of yarn properties, and their measurement 
is not essentia] to the work of the testing laboratory. It would 
nevertheless seem probable that the future will show some such 
connection indirectly by way of the slipperincss of the hail*, and it 
is therefore desirable to include this measurement in this chapter. 

The measurements are easily made on the same slides as 
those prepared for ribbon-width, using a low -power microscope 
objective. The number of convolutions is counted along a fixed 
length of at least a hundred successive hairs, preferably in the 
middle regiog of each hair. This fixed length is conveniently 
defined by a rectangular opening in a diaphragm in the eye-piece 
of the microscope. 

The average form of the convolutions can be expressed 
numerically by conjoint consideration of the convolution length, 
the ribbon width and the wall thickness. 

Slipperhu'xx . — No really satisfactory method for obtaining a 
figure bv which to express the co-eilicicnt of friction of the average 
hair upon its neighbours is yet available. Jt, was only in the 
last year of the researches recorded in this book that 1 was able 
to isolate this factor of slipperiness from the complex of the yarn- 
cotton relationships, so that the provision of a routine test has 
not yet received the? attention it deserves, though my existing 
method is ten years old. 

It is obviously no easy matter to standardise the conditions 
of frictional contact with cotton, even in the simplest ease of a 
single hair rubbing on a cleaned glass surface. The area of con- 
tact enlarges, and the hair surface loses wax to the glass, which 
is thus no longer clean, while the hair surface itself is thus changed 
as the test progresses. ■ In some ways the testing of friction 
between hair and hftir is less difficult, if only a statistical average 
is required, and the conditions are those under which tho cotton 
is used in the mill, but the definition of the pressure applied seems 
almost insuperable. I had hopes that Addcrley's method 1 
would have been susceptible of development, but critical study of 
ifc has so far been disappointing in this respect. 

1 Adderloy, A., “ Clinging Tower of Cotton Hairs," J . Test. Just., 1922. 
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The only dependable test as yet for these properties is the 
empirical method of testing the Untwisted Roving. The cotton 
is talpn through the mill — itself undesirable, because it may make 
some change in the surface of the hair — up to the fly-frames. 
Roving from these is then mounted on an O’Neill tester, in which 
tension is steadily applied by removing the supporting water from 
a floating weight. The upper end of the roving is attached to a 
sensitive indicating quadrant balance, like a letter- weigher, and 
the maximum load attained is noted, all the twist having first 
been removed from the roving by rotating the lower float, after 
the roving has been set up without tension on it. This slipping- 
load is then divided by the average number of hairs in e^oss- 
section of the roving, as known by the hair- weight figure, and the 
average slipping load per hair is recorded. 

The rovings having all been through the same machines, 
twisted up to the same lateral compression, and released from that 
compression by untwisting under identical conditions, this method 
gives surprisingly consistent results (p. 248). The average of 
twenty separate pieces of roving, each 10 cm. long, gives a 
dependable value, which we shall have occasion to welcome in 
later pages. 

1 would like to emphasise the empiricism of this test, as also 
its lack of convenience in that it cannot be made out of reach of a 
spinning mill. There is a possibility that the technique of 
experiments with the Porometor upon the cross-sectional area of 
the hair may yet cast up a suitable tost for slipperiness as a side 
issue, or that impact methods will repay study (Chap. XV). 

Minor Test #, — It is advisable to include some reference to three 
other possible testing methods of minor importance, which might 
become useful when suitable technique has been discovered, 
or when their significance is better understood. 

Slip spirals. — Measurements of these may usefully be made 
with the same microscope equipment as .that used for wall thick- 
ness (p. 349). In such balanced illumination the slip spirals show 
up conspicuously, presumably on account of some change in the 
boundary cellulose, such as Prof. W. Robinson 1 has described for 
slip surfaces in wood. Their numbers may be* counted between 
parallel lines in the eye-piece, as for convolutions, but with a 
higher-power objective. In view of their artifact origin intr©- 

1 Loc. cit. 
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during yet another factor into their determination, it is advisable 
to increase the number of hairs well above the minimum of one 
hundred. 

Specific gravity. — The specific gravity of the wall is quite* 
distinct from that of the cellulose, the former being a spongy 
structure. Measurements of the? cross-sectional area are not 
sufficiently accurate under the limitations of the testing laboratory 
to make routine statements of apparent density worth while. 
At one stage of my work it seemed fairly clear that real differ- 
ences existed as between different cottons in this matter of 
density, but the question is still undecided, for our latest critical 
results pointed rather to similarity than difference around values 
about half-way between the 1-55 for cellulose itself and 1*00 
for water. 

Elasticity. — Observations on elasticity, permanent set and total 
extension have not been developed to testing-room routine, and 
the inevitable* tedium of these observations for a single hair, 
even with suitable apparatus, makes the prospect of repeating 
them not less than a hundred times for each sample quite imprac- 
ticable. Their future development depends on the provision of 
single-hair weighing devices, the need whereof has already been 
mentioned when describing the hair-break limitations, or on fuller 
knowledge of cotton generally. 

Flexibility. —Practicable and accurate experimental methods 
were made available for me 1 in the measurement of this character- 
istic, but again it seems unlikely that routine testing will be 
needed, because so much of the absolute value per hair is covered 
by the simple dimensional statements of fineness. 

In the present chapter 1 have almost disregarded the influence 
of moisture content on the hair properties as they are measured 
in the testing laboratory, and this for two reasons. Tn the 
first place they have already been the subject of discussion for 
their own sake in a«prcvious chapter. In the second place it has 
been my experience that the provision of standardised Volitions 
for the temperature and humidity of a testing laboratory has a 
tendency to cause all persons concerned to regard the test results 
much too seriously. The errors of testing, whether of yarn or of 
cottdn, are so serious on account of the variability of the material, 

1 By F. F. Slater. 
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of its pre-history and the like, that the additional errors due to 
humidity and temperature variations inside the average labora- 
tory |irc merely additional. As the technique of testing improves, 
so the standardisation of these variables will become more neces- 
sary, but the number of occasions upon which it has thus far 
been found worth while to switch on the automatic temperature 
and humidity controls provided for our testing laboratory were 
very few indeed. 

This topic is cognate to the importance of statistical treat- 
ment throughout the handling of test results, in order to assess 
the significance of any data obtained. I assume tin* reader to be 
familiar with the elementary theory of statistics, or to have such 
a book as Yule's Theory of Statistics J available for reference. 
Jn addition to such treatment of the results by rigid and formal 
statistical methods, the student of textile data must very often 
be content to make the best of the 1 imperfect data, obtainable by 
guessing at the meaning of graphs. 

1 (in Hi ik London, (ilh <*d., l!)2r>. 
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CHAPTER VI 


TTTE STUDY OF COTTON TN YARN 

It is twelve years ago since 1 tried to arrest the attention of 
any readers of ltmv Colion by easting my general conclusions con- 
cerning the interdependence of Grower and Spinner into the form 
of a most thorough platitude*: “Cotton is grown to be spun. 
If it spins well it is good cotton: if ill. bad." 1 This particular 
essay in the inane would seem to have been successful, for 1 have 
often seen it quoted. Yet in order to find the foundations upon 
which to build up all industrial research upon cotton spinning, 
we must first treat this platitude* very seriously. Separately for 
the Spinner and for the Grower, as well as for both conjointly, 
it is necessary to ascertain how and why the properties of the 
yarn are connected with those of the raw cotton. 

The elucidation of this connection is a very definite aim, to 
which all kinds of observations and experiments can be directed. 
Many of these have been planned for other ends, but their 
eventual application to this central object has served to inter- 
connect them, and thus to reveal information which might 
otherwise have escaped notice. 

In the early stages of the Experimental Department's growth, 
my attempts at a preliminary survey of those relationships were 
of necessit} 7 restricted almost entirely to observational methods, 
in the absence of any experimental mill. Though this restriction 
was prejudicial in the long run. it was probably advantageous at 
the outset. Suitable material for very full observation happened 
to be at hand in flic form of Thirteen Samples of American 
cotton (Chap. XII 1); these had been very thoroughly spun 
repeatedly in two mills, because there had been serious dis- 
crepancies in their spinning-test behaviour ; 1 found eventually 
that lack of care had allowed the bobbins to be mixed during 
oile of the tests. When they came into my possession the sets of 

1 Loc . cit ., p. 140. 
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roving bobbins had been tested again and again, and had been, 
shown to behave quite consistently in the production of 90s 
full (twist yarn. These bobbins and their cops of yarn were 
filed, and this material was not only studied by itself, but was 
used for years as the standard of reference, or touchstone, against 
which all new ideas were checked. Properties of the yarn were 
measured upon it, as soon as each new method of measurement 
had been devised, properties of the cotton were similarly deter- 
mined from the roving, and the search for cross-connections was 
sedulously pursued. 

This material was a peculiarly fortunate choice, in several 
ways. The problem was reduced to its simplest terms with 
respect to the cotton itself, because this was in the form of jack- 
frame rovings, so that if the previous preparation machinery 
had exerted any influence on the cotton, its (‘fleets were included 
as properties of the cotton. Then came an advantage in the 
opposite direction, for the count of the yarn had been pushed 
up much finer than would be practicable for commercial working 
of these cottons ; differences between them were thus emphasised, 
and the defects of the yarns wore rather exaggerated. The 
greatest advantage' of all was that the number of samples con- 
cerned was so largo as to make fictitious agreements very unlikely : 
on several occasions I reached explanations which fitted reasonably 
well for twelve of the samples, but broke down at an unlucky 
thirteenth. Many premature generalisations were thus suppressed. 

As it is possible that my repeated reference to the Thirteen 
Samples may give the reader a false impression concerning the 
scope of those studies, it is perhaps worth while to point out 
here that these short American cottons lay well off the ordinary 
track of fine spinning. Most of my everyday experience was 
concerned with fine cotton and fine yam, so that the inferiority 
of these samples was another of their advantages. In one way 
or another this Part utilises information drawn from the whole 
gamut of cotton-spinning, my yarn material ranging from l()s 
to 2f>(ts, and my spun cottons from Hough Peruvian to Super- 
St. Vincent; from Brazil, through Tanganyika, to Queensland. 

Although cognisant of the limitations attaching to the observa- 
tional methods which T was initially compelled to employ on the 
Thirteen Samples, it was not until some years later that I realised 
I had taken hold of the stick at the wrong end. I had taken a 
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series of yarns and had tried to interpret them in terms of the 
cotton used; the assumption was that the yarn properties 
provided niv known quantity., and the cotton my unknown 
quantity. The yarn seemed to he Ihe natural starting-point, 
the one stable thing in a shifting maze. Yet the most elementary 
logic will show that the correct procedure is the exact reverse; 
the cotton explains itself in terms of tin* yarn which it will make. 
Eventually 1 found that my real unknown quantity was the 
yarn; routine* mill knowledge* of its properties was limited to a 
few conventional expressions, quite adequate for working practice, 
hut useless for analytical purposes. Each sample of cotton 
should he tried out in various twists, drafted with various roller- 
settings, spun with various tensions, two-folded with various 
arrangements, woven and knitted into fabric, and so have its 
possibilities explored; such exploration would not he confined 
to the range* of working practice, hut should stretch out to the 
limits of absurdity in all directions. All the resulting yarn 
properties should then he cxplirible because a certain cotton 
had been used. Until the resources exist which will enable* the 
industry to do such experiments adequately, we must he content 
to fall hack on a mixture* of experiment with observation. 

The first discovery provided by the* Thirteen Samples was 
this : that almost every measurement needed was unobtainable 
until a suitable method had be*en invented : the few' exceptions 
were only partial. be*cause* the significance* ol the* conventional 
measurements lacked interpretation. I he most important 
instance* of the* Iatte*r was the lea test for strength of yam, 
because 1 was unconsciously working from the wiong end of 
the subject. 1 naturally took the* lea test results as my starting- 
point; the* samph*s were arranged in the order of their practical 
significance* as it is cleaned by this test, and 1 proceeded to 
search for other properties which, singly or in conjunction, 
would crivc the same order of merit. Some two yews elapsed 
before it became clear that the lea test itself require*} analysis 
(p. 233), in order to make the basis of interpretation secure. 
The rest, of the usual testing-room equipment was quite inadequate 
to yield the information about yarn which 1 required, and a 
succession of new pieces of apparatus had to be designed, built, 
arid stud ice l, in order to gather such information. 

In addition to the hair-testing methods already described m 
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Chap. V, this new apparatus (p. 34S el neq.) included an automatic- 
single-thread tester for examining sequential variation along the 
yam$ the Yarn Dynamometer for studying the break and extern 
sion of any length of yarn, and an entirely new Impact tester; 
a semi-automatic Twist-yield tester for examining the relation 
between twist and the breaking-load, and Torsionmeter for the 
twisting couple ; the Elastometer for discriminating between true 
elasticity and permanent set. the Yarn Clinometer for measuring 
twist in singles, and various devices for study of the variations 
in yarn-diameter which culminated in an harmonic analyser and 
Periodoscope. All these appliances and many other devices of 
technique and computation were made necessary by questions 
put forward through the Thirteen Samples alone. Each of them 
led to some discovery or simplification by substituting exkct 
information in the place of vague impressions. Each additional 
piece of information made the situation seem more bewildering. 

1 have already discussed the enormous variability of the hair, 
which handicaps our study of the cotton itself. The study of 
yarn is equally handicapped; first, by the variability of the 
yarn along its length ; secondly, by the instability of its structure. 
A strand of yarn which has been stretched, wetted, shaken, or 
dried has no longer its original structure. Hence it follows that 
the proverb about the strength of a chain residing in its weakest 
link does not apply to singles yarn ; especially is it inapplicable 
to bad yarns like those of the Thirteen Samples. The weak 
links become stronger under tension, if a little time is available 
for readjustment of the twist, and the places which were strong 
become weaker. The weak-link theory breaks down in some 
cases so completely that 1 have known the length tested in 
single thread to be increased from 5 cm. to 0,400 cm. without 
any definite alteration in the breaking load. So the question 
arises, as* it did with the raw cotton — wliat is the ‘ k strength ” 
of yarn ? 

Althoygh any possible effects of the preparation machinery 
upon the cotton were eliminated from tlic material of the Thirteen 
Samples, it was possible that the mule itself might not be giving 
a true translation of properties from the roving- bobbins to the 
cops. The possible error thus introduced had to be taken as 
read, and it introduced an additional uncertainty into the situa- 
tion. It was not until eight years later that the existence of 
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such an error wAs proved, and its nature identified, in the form 
of “ nip-ratching ” (p. 94). Fortunately it is itself dependent 
on the properties of the cotton, provided that all the samples 
under comparison are being spun side by side on the same mule, 
as the Thirteen Samples had been. 

The reader will notice that this discussion returns continually 
to the subject of Strength, to the neglect of other properties of 
the yarn. That it should do so is, to my mind, inevitable. 
The strength of cotton is its one permanent asset, being exhibited 
in conjunction with the flexibility which is common to all textiles. 
It is not many years ago since cotton was regarded rather con- 
temptuously as a mere cheap covering material, but it is no 
longer cheap, and it will become still dearer while the cotton- 
growing areas are developing their civilisation through this same 
practice of cotton -growing (Chap. XV 11). It is not a beautiful 
material in the sense that silk and artificial silks are beautiful. 
It is not valuable for resistance to moisture, whether in clothing 
or in electrical machinery, as is cellulose acetate. Its one out- 
standing asset is in its power to endure reciprocating stresses, 
like those in the wall of a pneumatic tyre ; until another fibre 
is synthesised or discovered which can equal cotton in this 
respect, it is secure for such employment. At the best its strength 
is not far behind that of mild steel (p. f>2), in combination with a 
flexibility which no other engineering material possesses. 

The fundamental importance of strength in yarn is not always 
obvious in textile processes. Strength seems to be quite 
immaterial in the spinning of soft doubling wefts ; similarly the 
doubler will object that he does not double lip to the maximum 
possible strength, but only to such strength and softness of the 
two-fold as will work well in the knitting frame ; so also in the 
production of weft for weaving, the strength is quite incidental 
and is indeed kept down to a minimum, because each additional 
revolution of the spindle adds to the cost of production. But a 
cop of single yarn is no more a finished product than,is a can 
of card silver ; the cop is nothing more than a convenient? form 
in which the cotton is carried along to the next process ; similarly 
for most two-folds.* The only thing that matters is the strength 
of the flexible finished product, where the individual hairs are 
not merely bound together by the twist of the yarn, but by the 
intercrossing or* interlacing of various strands of yarn or hairs. 
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or by the same strand or hair turning back upon itself. What- 
ever may have been the yarn strengths in the intermediate stages, 
the strength and flexibility of the sewing cotton, hosiery, or 
cloth is in the last resort dependent directly upon the strength, 
and the slipperiness, and the flexibility of the cotton hair itself. 

An interesting inference seems to follow naturally from this 
line of reasoning. Whatever may be the demands of the existing 
equipment of existing mills, the strong ” cottons will eventually 
be the only ones worth growing. That, the market could easily 
be glutted with such cottons to-day is not relevant to the future, 
when they will be the only survivors of cotton against competing 
materials (Chap. XVII). An adumbration of this specialisation 
may be quoted from the time when Sakellarides cotton was first 
introduced into Egypt; the Government was repeatedly advised 
that the mills could only use a small fraction of the total possible 
crop of Sake!, so that over-production would be ruinous to the 
country ; but the fellah planted Sakel (‘very when*, and the 
mills absorbed the whole. 

The examination of yarn strength will be facilitated if the 
reader memorises the two Paradoxes (p. xvii). The First of these 
was : “ The weaker the hair, the stronger the yarn This paradox 
deals directly with the importance of fineness, and indirectly 
with the importance of uniform hair distribution in the act of 
drafting. It is unfortunately true that even a moderate 
approximation to such uniformity is never obtained in the 
spinning machine, blit meanwhile this leads up to my Second 
Paradox. 

The demands made upon the cotton while it is progressing 
through the preparation machinery an* quite difi'erent from 
those made when it has eventually been twisted up into yarn. 
This Second Paradox may lx* phrased thus : “ lip to the front 
mule roller, cotton must be slippery; afterwards it must be 
sticky.” All that matters until drafting is completed by the 
passage ( through this last roller is that th*e hail's shall be free 
to slide upon one another with the minimum of mutual friction, 
each hair thus being free to take up the place assigned to it hy 
the machinery, without disturbing its neighbours; the cotton 
should behave, in fact, like a \ iscous fluid composed of enormously 
elongated particles, and the lower its viscosity the better. The 
factors which influence this kair-to-hair friction include the 
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straightness of the hair, which is mainly controlled by the 
preparation machinery; they also include properties of the hair 
surface, which are specific to the cotton itself, with modifications 
due to such cause's as weathering in the field. But once the 
drafting is finished, then the twisted hairs in the yarn should 
lock up on one another with the maximum friction, so that the 
minimum of twist may be used: an extreme example of this 
was provided by a colleague, who pushed up the strength of a 
soft weft yarn to the maximum which the same cotton could 
give in full twist, b\ so treating it that the coefficient of friction 
between hair and hair was sufficient ly increased, without any 
concomitant weakening of the hair. 1 We must remember the 
flexibility required in the finished pioduct. and not push this 
Second Paradox too far, for another extreme example may be 
taken from the doping of bleached yarn with cellulose solutions; 
the hairs arc* so intimately soldered together that we reduce the 
strength of the singles yarn, because' the readjustment and 
redistribution of stress between hair and hair are prevented: 
such yarn " breaks like a piece of uneven wire, at the thinnest 
place. 

My Second Paradox thus deals chiefly with the Drafting 
process, which is of fundamental importance to all textile 
industries. The art of yarn-making from such discontinuous 
fibres as cotton, wool, or flax depends on a drafting process 
whenever strength is required; when mere covering power is 
the objective, * k condenser spinning ” will suffice, but drafting is 
a necessary part of even such hand -spinning as the making of 
hav hands in the. farm-yard. Before' glancing at its primary 
significance in mv own problem, it is advisable to note a certain 
confusion of ideas about it. 

This confusion can be illustrated by quotation from any 
text-book of cotton spinning. Taking down the first such 
text- book which comes to hand on mv bookshelves 1 lind the 
following : “ 'Flu' gradual parallelisation of the fibres as they 

arc passed through the rollers induces a more even thickness of 
sli\ ,T, especially when the drawn fibres are themselves com- 
bined and passed* through the machine once or twice. The 
mere attenuation of the sliver, if it does nothing else, reduces 

#1 N«v it Iso Trot man. N. IL, and Thorp.*. K. L., Pn'nri nfes of Bleaching and 
Finishing Cation, London, JIMS. 
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the existing irregularity, and when repeated two or three times, 
practically corrects it.” The existence of some appreciation of 
amljjguity in this writer's mind can be read between the lines 
in his use of the words 1 especially when”; but he gives us 
the definite statement which is common throughout the cotton 
industry, that attenuation by drafting makes the sliver less 
irregular, whereas the truth is exactly the reverse. This con- 
fusion arises from failure sharply to separate the essential defect 
of drafting — that it makes the sliver more irregular than before — 
from the subsidiary statistical consequences of the fact that 
opportunity is taken to superpose two or more slivers, so \that 
the variations in thickness of each are smoothed out in the mean 
of them all. This latter effect is. of course, discussed at length 
bv the text-books, but the essential part of drafting, which is 
quite independent of such folding, is not disentangled from it. 
Turning to a later page of the same text-book already quoted, 
where the slubbing-frame is described, one might hope to find 
this disentanglement effected, since the slubber is fed with only 
a single end of roving, and the pernicious effect of drafting is 
not obscured ; a tract* of ambiguity is again visible, but no clear 
recognition, Jor tin* only reference to drafting in eighty pages of 
text comes at the*, end of a discussion of traverse motions. The 
traverse motion is shown to involve a risk of disturbing the 
effective roller weighting, and therefore k unless the draft exer- 
cised upon the sliver or slabbing is constant, the tendency 
towards thick and thin places in the resulting roving is much 
increased, and anything which detracts from the uniformity of 
the action of the rollers is necessarily hurtful.” We again meet 
the indirect assumption that the action of the rollers on the 
cotton is normally uniform, while the fact that a traverse motion 
makes thick and thin places which an* many feet long, not short 
ones, is lost sight of in faithful adherence to the belief that 
drafting improves the sliver. 

T have taken these quotations entirely at random. They 
could «bc paralleled from any other text-book, but my object 
in giving them here is to make it clear that a dogma has been 
widely accepted which, as I shall show later, is devoid of any 
justification. The correction of this erroneous view is essential 
to any understanding of yarn properties. Each drafting opera- 
tion converts the individual sliver into a more or less beaded 
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arrangement of thick and thin places, this alternation being the 
inevitable consequence of the present drafting process, though 
in the early days of cotton-spinning it was disguised and overlaid 
by less subtle irregularities such as can ho provoked by imper- 
fections in the roller-coverings, gear-wheels, and other parts of 
the machinery. The relative amplitude of these headings becomes 
greater as the roving becomes thinner; in the draw-frames and 
slubber they are barely noticeable without quantitative measure- 
ment when the machinery is skilfully handled, but they are 
always present. When six or more slivers are superposed in 
the draw-frames, the smoothing effect of this (p. 12(>) is more 
than enough to compensate for the “ irregularisation ” which is 
going on simultaneously. Consequently, the finishing draw- 
frame sliver after three such foldings is the most regular thing 
in the mill; this is common knowledge, but its implication has 
been disregarded. Subsequently, while passing through the 
fly-frames and the spinning machine, the diminished foldings are 
not sufficient to compensate for the increasing relative amplitude 
of the drafting irregularity, and matters get steadily worse. 

The finished singles yarn is thus a succession of thick and 
thin places, built up in a lamination of complex patterns by the 
drafting process; the degree to which it deviates from the ideal 
cylindrical form being dependent on the fineness of the yarn, 
and the kind of cotton employed, as well as upon the skill of the 
machine-setter and operator. We shall see that the self-adjusting 
properties of yarn (p. 172) help to minimise the weakening effect 
of these thin places; indeed, if yarn behaved like wire, devoid 
of self -adjustment, cotton-spinning would be almost impossible 
in the finer counts. Still, the yarn does consist of an alternation 
of weak and strong links, and when other things are equal its 
strength depends upon the frequency distribution of these local 
strengths; hence the strength of a badly drafted yarn falls off 
very rapidly down a Strength -gradient ” when the length 
under test is increased, and we shall see that this relation between 
length and strength is of fundamental importance in arnwing at 
our final analysis of “ strength ” in yarn (Chap. XI 1). 

The fact that this gradient, or length-strength relationship,” 
should serve as a measurement for the efficiency of drafting was 
obvious at a very early stage of my researches, but it was many 
years before the obvious became practicable, simply on account 
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of the many experimental obstacles which are planted in the 
observer’s path by the. instability of yarn structure. When 
these are overcome we find that this relationship is connected 
with the slipperiness of the cotton hair, and with its fineness, 
while the* final breaking load of the weakest link in the stretched 
yarn is determined by the intrinsic strength of the. hair (p. 71). 
The story is. after all. quite simple. 

We can now revert to my platitude about the had spinning of 
bad cotton (p. 7.7). Failing this direct understanding concerning 
the nature of yarn properties, we have been until now dependent 
upon the test, of actual spinning; 1 moreover, we shall continue 
to be so dependent for a little while to come, until the partially 
qualitative analysis presented in this book has been placed on a 
quantitative footing in the study of hair slipperiness. But 
additional spinning tests add nothing in themselves to our general 
knowledge; a cotton- breeder may produce a cotton which is 
demonstrated l>\ the test of spinning to he a good one, but the 
spinner has been unable to explain to the* breeder how f and why 
it was good, point by point. 1 am aware that attempts at such 
explanation have been made, but — living in both camps — 1 have 
also heard the plant- breeders" subsequent comments upon them. 
Could such explanations be given, the breeder could begin again 
and improve on his first result (Chap. XV). The information 
given by the spinning test may be final and complete for any 
particular sample, but it is sterile and useless for the advancement 
of knowledge, unless the properties of raw material and finished 
product are simultaneously analysed and interconnected. If the 
resources of agricultural science and craftsmanship arc to he 
made available for the spinner, he must prescribe the details of 
his needs. 

Thus my ultimate objective in starting work on the Thirteen 
Samples was, though it seemed hopeless, the construction of a 
Prediction Formula, by which the cotton-grower might be able 
to anticipate the result, of a spinning test/ 1 am certain now 
that such prediction is not only possible but will soon be practic- 
able. After some minor accessory factors have been eliminated 
from tin? actual spinning we arc left with two groups of yarn 
properties, both directly traceable to properties of the hair. 
One group contains the tensile strength of an ideal yarn, which 
1 \V. L. ii., Handbook of Spinning Testa, Macmillan, London, 1920. 
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is uniform in cross-section; the other is concerned with the 
deviation of the actual yarn from this ideal uniformity. Pre- 
diction of the first is rather more complex than prediction <*f the 
strength of a wire rope. Prediction of the second morel v requires 
intelligent anticipation of the drafting performance, and although 
neither the spinner nor the icsearch worker knows enough as yet 
to make this anticipation quantitatively, yet the fragments of 
the puz/le are piecing themselves together ((hap. XI 11). 

It' is worth noticing that as our comprehension of the spinning 
test thus develops, so we shall be able to simplify its technique. 

1 have already been able to obtain useful information from 
half-gram sample's. Also, the* main administrative* ditticultv 
when conducting spinning-tests is te> product* a sufficient variety 
of yarns; eme can get more* information from bad yarns than 
from good ones; further knowledge might conceivably enable 
us to go to the extreme of spinning by hand, w ith no more* expense 
on equipment, or power than the housewife* expended on her 
primitive spindle, and ye*t we might deduce from the* yarn thus 
produceel what result would Ik* given l>\ the? mass-production 
technique* of our modern spinning mill. 

These general remarks should (‘liable* the* reader to pick up 
the* main thread of the argument, and the following chapters 
will expand particular aspects of the present oik*. Some such 
elementary knowledge of mill processes is desirable as I have 
formerly presented iu mv handbook of Sjtinniny Tests for Cotton- 
Growers ; failing this, the following chapter on ** Tin* Machines ” 
should bo sufficient guidance. The main object of that chapter 
is a. technical one. to show how and where the mechanical pro- 
cesses interfere with straightforward interpretation of the yarn 
properties; its main conclusion is that such interference is 
relatively insigniiicant, on account of the skill with which the 
machinery is handled, except in the fundamentally important 
process of drafting. 

The ground being thus cleared. I proceed to outline Jthe salient 
peculiarities of yarn structure, and deal in more detail w § ith the 
nature of yarn instability and strength. The influence of drafting 
on the weak- link distribution, and that of twist with respect to the 
grip of hairs on one another, require separate chapters ((-baps. 
Vlll and X). The accident of mv invention of the Sorter has 
made it possible, to learn so much by controlling the hair length 
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in various yarns that the preliminary experiments made in 
this way deserve an intervening chapter to themselves. After 
noting some characteristic features of the yarn as a structure in 
Chap. XI, we pass to the last two chapters of this Fart, where 
1 have first discussed the nature of “ strength ” in general terms, 
and then have demonstrated the application of all these previous 
pages to the touchstone of a fairly complete* statistical analysis 
for mv Thirteen Samples. The solution of their problems, as 
given in the thirteenth chapter, makes no pretence, at finality 
in a quantitative sense, but it is at least consistent with all the 
measured facts available from all the cottons and all the j\nrns 
which I have so far met, and it bears internal evidence of 
reasonableness. 
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The mechanical equipment of a cotton-spinning mill has a 
strong fascination, even for casual visitors who arc in no way 
mechanically minded. Much of this fascination is due to that 
enormous discrepancy between the machine and its task, between 
the mass of metal and the tilm of cotton, which makes cotton- 
spinning look like using a steam-hammer to kill a mosquito, if 
we consider the power applied, and the power expended on the 
cotton itself in the acts of withdrawing single' hairs, straightening 
them, laying them in order, and twisting them together, the 
mechanical efficiency of a cotton mill is negligible. The reader 
could make a rough estimate of it from some of the data in these 
pages. The machines, then, a re clumsy in spite of their ingenuity. 

From this clumsiness there follows the big capital cost of 
the machinery, and its floor space, from which in its turn follows 
the need for cheap construction of the machines themselves. 
This construction is particularly interesting when put in com- 
parison with the type of construction used in modern agri- 
cultural machinery, where the machine is strictly adopted to its 
work by methods which were very unconventional when such ail 
implement as the sclf-Jrinding harvester was first introduced. 
In cotton-spinning? on the other hand, the work is in some degree 
fitted to the machine, because the modern machinery is *till the 
machinery which it was possible to make a hundred years ago. 
Thus, until quite* recently the carriage of the mule showed clear 
traces of its grovvtli-historv, the short carriage of the early mule 
having been made longer by adding bits to it when longer mules 
became practicable ; it is now beginning to undergo constructional 

8 7 
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changes, for it has become a long slender girder, and the need for 
its re-dcsign as a girder lias become apparent. Similarly, the 
joining together of rollers, end to end, in the iitting-up of a roller 
beam has only recently deviated from the village blacksmith's 
method of 1SU0; a tapered square on one end fits into a square 
hole in the next end, this being almost the 1 * * worst possible method 
to use when exact alignment of the two is required; at modern 
speeds of working it has been found that this survival of the 
smithy is inferior to properly centred and drilled holes, with plug 
and key -way, which modern resource's have had available for 
years. Thus the mechanism of the modern Spindle is in Some 
ways more backward than that of the modern Hoe. Coming into 
cotton-spinning with an amateur interest in engineering, and 
some personal knowledge* of instrument design and construction, 
1 have found this aspect of flu* machines very suggestive: they' 
present something akin to a geological succession of engineering 
resources, often in a better state* of preservat ion than is w arranted. 
It seems inevitable 1 that the process will he rendered less clumsy' 
in course of time, and that the amount ot semi-skilled attention 
will he much reduced. 

The history of invention among the machines is a remarkable 
contrast to the history of their utilisation. Starting w ith W yatt s 
wonderful drafting-roller at the 1 time of ‘ the Forty -five.” the 
inventions arc almost finished with Roberts' self-acting modifica- 
tion of Crompton's mule in LSiM. 'The century which separate's 
us from Roberts has seen only one novelty, lleilmaim's comber 
of the 'fifties. Many details have been altered ; the comber was 
brilliantly 7 re-designed by Nasmith ; but the machines funda- 
mentally are the same as they wen 1 , a hundred years ago. 1 This 
lack of radical change has enabled ail immense amount of attention 
to be given to details, which is often rather disproportionate to 
the little we know 7 about the reaction of the actual cotton to the 
machines. 1 think it is very probably that much which was 
conscious knowledge in 1800, based upon trial and error, or even 
upon direct experiments made by the founders of the industry, 
has been forgotten during the passing years, or has been con- 
ventionalised, and so distorted ; while 1 was visiting the Rolton 

1 Vitlc Dobson, Sir H., m Sotnr l)ifficulti(x in Cotton Sjnnnnnj (Munehoslwr, 

1007), describing Crompton's own mule as “ continuing - , . an equivalent, of 

every motion of . . . to-day." 
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Museum with a friend who had improved a detail in the lay-out 
of creels, we found that his improvement was the original form 
employed in one of the museum specimens; both he and the 
founders of the industry wore right, hut custom had deviated 
into the wrong form at some time din ing the intervening century. 

If we now turn to the history of their utilisation, wo find the 
reverse of this stagnat ion. The mil put from a spindle has been 
roughly trebled since Heilmaun's time, as the accumulated result 
of improvements in details which arc individually trilling. 
Machines can be run fasten-, stoppages are shorter, and the industry 
is now largely governed by considerations of out put. Unfortu- 
nately there' is a natural antithesis between rati* of output and 
quality of output ; even within my twenty -one years' experience 
of cotton I have observed certain products replaced by inferior 
ones, and have learned afterwards that the drop in quality was 
due to a change in manufacturing methods for the sake of bigger 
output ; there is no doubt that in some eases the demand for 
cheapness lias made it difficult to obtain goods of the old quality. 
If l am right in concluding (Chap. NYU) that the artificial silks 
will presently compete seriously with cotton for general -purpose 
uses, this partial disregard of quality in cotton can only be a 
temporarv phase, destined to disappear when cotton has to make 
good its position on the merit of its strength. 

Meanwhile the cotton industry as a whole lias become highly 
specialised and standardised in its processes, to a far greater 
degree than is the ease in the kindred industries of woollen and 
worsted, where the relinements of output technique have yet to 
be standardised. Cotton is more highly specialised than wool, 
more severely divided into water-tight compartments; by so 
much the more is it difficult in consequence* to alter any part 
of its procedure; knowledge must be very sure and fundamental 
before such alteration can be attempted with any hope of success, 
on account of the enormous capital invested in the long-lived 
machines. 

I do not propose to deal descriptively with the existing 
machines, but shall take them for granted, except where some 
feature of interest seems worth mention. In the Handbook of 
Spinning Text* Y which 1 prepared at the instance of the Empire 

1 Loc. cif. 
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Cotton-growing Committee, I attempted to eliminate the usual 
mechanical details from the story of the passage of the cotton 
through the mill, concentrating attention instead upon the 
functions of the machines. Since that was written T have had 
frequent opportunities for demonstrating mill operations to 
visitors, and have found this concentration upon function very 
helpful. It has the advantage that one is under no obligation 
to explain how the function is achieved, but simply takes its 
performance for granted; our knowledge of some of them, such 
as the drafting process, is not yet in a fit condition for explanation. 

The functions of the machines, in terms of the single hair, hi ay 
be separated as follows : 

Mixing. 

(leaning. 

Disentanglement. 

Parallelisation (also implying straightening). 

Fractionation. 

Equalisation of number. 

Reduction of number. 

Twisting. 

The allocation of these functions to the different machines is 
rather confused. Mixing begins at the bale-breaker and reaches 
its climax in the finishing draw -frame, but is continued until the 
actual spinning. Cleaning is practically completed at the card, 
so far as extraneous matter is concerned. Disentanglement 
proceeds to a climax in the card or comber, but is continued by 
every subsequent drafting. Parallelisation is improved after 
the comber by each drafting process until the finishing draw- 
frame, and the condition then reached is preserved as much as 
possible by keeping the roving slightly twisted in subsequent 
operations. Fractionation is as yet the undeveloped function 
(p. 1 65) ; a very little fractionation take* place in the card, rather 
more in ^he comber; but we shall see later (p. 110) that the 
comber is a poor kfc sorter,” its value residing in disentanglement 
(especially from neps) and in parallelising. Equalisation of 
number of the hairs in cross-section is primarily the task of the 
folding which is practised in the draw-frames, though the average 
number is regulated further back, and it is common knowledge 
that matters go steadily worse after leaving the draw-frames 
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(p. 83). The reduction of number is incidentally effected by cards 
and combers, but is the prime concern of every set of Wyatt's 
drafting rollers. Twisting is a mere accessory after the fact of 
parallelisation in the fly-frames, but it is the principal task of the 
spinning machines themselves. 

The drafting rollers (Chap. VI II) thus take a part in every 
function except fractionating and twisting, the cotton having 
been cleaned before it reaches them ; there is slight evidence that 
they even do a little unintentional fractionation. It is all the 
more surprising that they have for so long been taken for granted, 
while technical attention has concentrated upon more impressive 
appliances of less real importance. 

The degree of inlluencc which each machine exerts upon the 
production of quality in yarn a classification which is quite 
distinct from the feasibility of controlling that production by 
skilled attention —is greatest in the mule and least in the bale- 
breaker, on account of the importance of drafting (p. 128). For 
this reason it is desirable to work backwards through the machines 
in following up such topics of special interest as they have pre- 
sented to me. 

The Mule . — My experience of this extraordinary machine is a 
particularly striking example of the importance of Method to 
the research worker. For many years my colleagues and 1 felt 
helpless in face of the accumulated knowledge of four generations 
of spinners, who had worked on and round and under the mule, 
handing on their technique for its adjustment from father to son. 
It had been described and discussed in the text-books until one 
had an uneasy feeling that it was a mechanical monstrosity, 
entitled to reverence as one of the most ingenious of all machines, 
and yet impracticable by any ordinary standards of judgment. 
If we may imagine the record of invention rolled up, so that the 
men of to-day could be confronted with the modern mule as a new' 
invention, 1 have not tljc least doubt that the inventor would be 
unable to sell a lftachinc to any spinner; the size, cost, com- 
plication, slowness, and the peak-load power demand# would 
separately and collectively outweigh any claim or any demon- 
stration concerning the quality of its product. The mule seems to 
stand in the same relation to us of to-day as does a Dinosaur — 
except that we happen to be used to mules. 

If regarded simply as a piece of physical apparatus for 
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producing yarn under controlled conditions of tension and twist,’ 
so that we may hunt down the relationship between cotton and 
yanv it is seen to be nearly as defective as any apparatus could 
be. Successful conduct of tests upon it is only made possible 
by such meticulous attention to detail as is the accepted tradition 
for the mule, but would be prohibitive if expended on laboratory 
apparatus. The insertion of twist, which is its primary function, 
is dependent upon belt dri\e, so that even in a testing-mule an 
odd spindle band may slacken off without being noticed, thus 
producing a mile or two of jurn with sub normal twist. The 
tension on the yarn while spinning is controlled by ropes, which 
have to be adjusted frequently because their length \aries With 
atmospheric conditions. The tension while winding the spun 
yarn is not only affected by the loading purposely gi\en to it, 
but also by the friction of a iifty -foot bar of steel tube, which is 
supported in man) bearings along a whipping carriage. Yet the 
mule is made to work, and the differences in its working from 
one time to another, under skilled control arc not sufficient to 
prevent it from continuing to work. 

In face of the accumulated expeiience which has achieved this 
almost impossible feat for its daily biead, such an outsider as 
myself could feel very little* hope of reducing these innumerable 
variants to an orderly scheme of knowledge or of producing any 
observations which could be new to cotton-spinning. It is true 
that in ill) cailiest observations on yarn 1 had looked for, and 
found, the fall of twist from spindle nose to roller which L term 
the “mule-draw elleet " (p. 17s), afterwards described inde- 
pendently and in detail by Dr. Oxley: 1 this was an indication 
that the wisdom of experience was not yet quite complete. 7hit 
[ was quite unprepared for the way in which my colleagues and 1 
became able to speak authoritatively about features of the mule 
in the course of a single month, when the method for its study 
had been found and applied. This method consisted in plotting, 
from simple observations, a diagram which serves a similar 
purpose for the mule to that which the indicator diagram serves 
for an engine. 

The object of this diagram is simply to place on record, in 
graphic form, the Time and Place at which any one " end” of 
yarn breaks dow n. By suitably presenting these facts in relation 
1 Oxlo>, A. K., “ The Regularity of Single Y am/’ J , Text. Inst., 1922. 
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to the mule’s cycle of operation, inferences about the causes of the 
Breaks can be drawn with ease. The mule observed is not 
subjected to any experimental modification, and its treatment of 
the cotton is deduced from the behaviour of the cotton itself. 
It is described as the “ Break-Timc-Place diagram,” or, for 
convenience, the "B.T.I\ diagram.” Though 1 started the 
observations of break-time mvself in the course of a suggested 
investigation into the causation of certain breakages, it was at 
the instance of a colleague 1 that the place of break was also 
recorded, and the diagram made possible. 

It will be more convenient to describe the method of making 
these diagrams at this stage, rather than in the Appendix, because 
no mechanical appliances arc required. A group of spindles is 
selected for observation, and preliminary observations are made 
with the stop-watch in order to find out what length of yarn is 
being delivered in successive seconds during the outward run 
of the carriage; the duration of the four stages of the cycle are 
also timed, munch, run-out, spuming at the head, backing-off, 
and winding. The framework of the diagram is drawn from 
these preliminary data, showing the state of affairs at each second 
of the cycle, as if a succession of plan- views of the average spindle 
had been presented kinematographicalh . 

The observer then starts the stop-watch at the beginning of 
each e>ele, and stops it whenever an end is seen to break down in 
the selected group of spindles. The broken end is removed from 
the spindle tip and measured to find its length, and so the place 
of break ; this measurement may be done directly or by inference 
from weighing. This length is plotted as a dot on the diagram, 
measuring from the part of the frame-line w Inch show s the position 
of the spindle tip at the ascertained time. A glance at the 
diagram then shows whether any one break took place at the 
spindle tip, or at the roller nip, or whether it was at any inter- 
mediate position; the &>}ine glance also shows the exact stage in 
the cycle of operations at which it happened. 

The framing of the diagram can be made more readable if we 
mark out and join together by “ contour lines ” those points 
along the yam in successive seconds which are at all times equi- 
distant from the spindle tip. Breaks which lie along any one 
sueli line are presumably due to the same initial weakening 

1 Mr. II. A. Hancock. 
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cause, because they an? in the. same part of the yarn, though the 
act of breakage has been delayed. On reading the diagram with 
the help of these contour lines it is productive of most useful 
information, over and above the mere record of the timing of all 
the operations which we took in order to draw our frame-lines. 

In ail kinds of spinnings and settings there is a strong tendency 
for breaks to be concentrated, as a cluster of dots, right up in the 
nip of the rollers at about the first- third of the run-out; this is 
merely a confirmation of the well-known fact that the design of the 
mule causes “ gain " to be at its maximum at this stage, with a cor- 
responding maximum of yarn tension also (p. 100). The tendency 
of the dots to accumulate at the roller nip is an indication that 'the 
weak spot of the yarn is there, w here the twist is being put into it. 

If we now pick up the contour line which starts at tins group 
of dots, and follow it onwards, we find a marked tendency in 
most settings of the 1 mule for later dots to concentrate along this 
line. This is a graphic indication of the fact that the yarn has 
been stretched or ratched ” at the nip. almost to the breaking 
point but not quite, for a few* hairs have been caught by the 
twist and have thus delayed the actual breakage for a few seconds. 
With ordinary spinnings and settings it is possible to trace this 
trail of postponed breakages right across the diagram to the 
winding stage. 

While tin' excessive tension at the first third of the run-out 
is thus responsible for a very marked effect, as shown by the 
cluster and by this trail which keeps at a constant distance from 
the spindle tip, the Nip-ratching effect is not restricted to this 
momentary provocation. A second trail emanates from the same 
cluster, and this one keeps along the line of the roller nip, showing 
that the rollin' nip is still a weak spot, even when the tension is 
diminishing. Thus it is possible, in records taken from mules 
running under normal mill conditions, to trace eighty or even 
ninety per cent, of all the broken ends, djrecfcly or indirectly, to a 
cause which operated at tin* moment whim the Sliver was emerging 
from tbe nip of the rollers. This cause can only bo the failure 
of the spinning yarn to gather up the emergent sliver hairs, or, 
conversely put, the failure of the hairs to put themselves in the 
path of the? gathering action of the spinning yarn ; for instance, it 
would he intensified by any “ licking" round the rollers. I liawe 
employed the term Nip-ratching to describe the result of such 



Length of Stretch (from weight 


VII 


THE MACHINES 


95 


A. Break-Time- Place Diagram 
Seconds •*- 


1 2 3 4 5 G 7 8 0 10 1 1 12 13 14 15 16 17 18 19 20 21 22 23 24 



Seconds 


C, i. C, ii. 



10 20 30 40 50 60 10 20 30 40 50 60 

Length along chase (ins.):- 


Fia. 24 (A). -- Break -Tiinc-Pluco diagram (B.T.lh) from a testing mule, 
under running conditions which caused high tension in the fifth to seventh seconds, 
and again while spuming at the head. 

(B) Break -Time diagram of the same, observed separately. 

(C, i) Break- Place diagram ascertained from A by summing along the contour- 
linos which show equal distances from tho spindle tip. 

(C, ii) Another Break-Place diagram made subsequently from the yarn thus 
produced, in the form of a Chase-Break curve. 
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failure, whether the resulting break he instantaneous or delayed. 
.1 shall presently (p. OS) show that it may even be delayed until 
the .finished yarn is brought to the testing laboratory or into 
actual use. 

1 have not been able to find any previous knowledge of this 
phenomenon, but apart from its novelty and its outstanding 
interest as a fundamental defect of the mule — and also of the ring- 
frame — the B.T.P. diagram of any mule is bound to be informa- 
tive. Thus we found on one occasion that there was a very 
unusual accumulation of breaks along the frame-line of the 
spindle tips during the run-out of a. mule which had not previously 
shown any such tendency. It so happened that a colleague 
had been studying the critical speeds and vibration phenomena of 
mule spindles, and had determined these for the spindles of this 
particular mule. On comparing the data we found that in this 
particular setting we were working during the run-out at a 
spindle speed which was very near a critical .speed, and although 
the specially picked spindles of this testing mule were not showing 
any marked vibration, they were evidently vibrating enough to 
cause an unusual abundance of spindle-tip breaks. These breaks 
disappeared from the* B.T.1\ diagram when the speed was altered. 

Spindle-tip breaks are generally common while the mule is 
spinning at the head, presumably on account of the hardness of 
the yarn at that point on a double-speed mule. The w ay in which 
this twist is imparted w ill be noted in a later chapter (p. 1 77), and, 
taken in combination with the high tension reached while spinning 
at the head, it is rather remarkable 1 that such tip-breaks are not 
more abundant. The causation and abundance of breaks which 
happen during backing-off and winding may be similarly investi- 
gated by mere inspection of the diagram. 

I have had opportunities for testing the personal opinion of 
the skilled mule craftsman against the presentation of facts 
afforded by the B.T.LV diagram. Justus the craftsmanship of 
grading for length fails to stand the quant itifiive test of sorting, 
so 1 hjive been interested — and surprised also— to find that the 
craftsman often fails to observe even the bare facts revealed on 
the diagram, quite apart from any inferences based upon their 
simultaneous availability. The diagram requires no apparatus 
but a stop-watch, and a ruler, or weighing device, together with, a 
moderate expenditure of time in severely concentrated attention. 
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A. Break-Time- Place Diagram 

Seconds 

1 2 3 4 5 C 7 8 n 10 11 12 13 14 15 16 17 18 19 



Length along chase (ins.);- 


25 (A).- -Another Break-T-imo-Place diagram (B.T.P.) from tho same 
mulo under different settings, and with its spindles running at a speed very 
near the critical speed at which spindle -vibration was maximal. 

(B), (C, i) and (t 1 , ii), as in Fig. 24. 


II 
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The art of reading it can lie grasped in a few minutes, but if it is 
used for quantitative purposes, its reader should bear in mind 
that the time of exposure to the opportunity for breakage is a 
variable' quantity. Yarn near the spindle tip is exposed all 
through the run-out, whereas the last portion which the rollers 
deliver is only exposed during the remaining operations of the 
cycle. 

Following upon our preparation of these diagrams for a series 
of different mule-settings, 1 had the resulting yarns broken in such 
a way as to ascertain the place of breakage in each chase (or 
layer) of the cop. The chase corresponds to one draw or \ cycle 
of the mule's operation, and the position occupied by the spindle 
tip on the chases tested can be ascertained. A hundred chases or 
more can be examined very rapidly, simply breaking the chase 
by hand over a strip of one-way plush beside a graduated scale, 
and noting the place of break with respect to the spindle tip. 
On plotting the results in a fc ‘ Chase-break Curve. ” they give a 
complex form which changes from one setting to another of the 
same mule, and from mule to mule, just as if each setting had 
some inti uence on the form of the curve. If the curve is now 
matched against the B.T.P. diagram, the nature of that influence 
becomes clear. Successive ordinates of the chase-break curve 
correspond to successive' intervals along the chase, and so to 
successive contour lines in the B.T.P. diagram. ( Vmsequently, if 
we add up the breaks along each contour line we shall obtain 
another frequency distribution which is essentially the same as the 
chase-break curve, except for the correction about duration of 
exposure. However, the former plots the distribution of breaks 
while the yarn was in the mule, whereas the latter shows them 
after w r arc! s. 

On comparing these two distribution curves we find a good 
general agreement, showing that the nip-ra telling effect is not 
confined to those breaks which are seen to happen w hile the mule 
is running, but that it leaves sears in the yarn which reveal 
themselves as weak places when the yarn is put to work. 

We can ascertain what proportion of the kk first breaks in 
each chase are due to such sears, and what proportion are due to 
the normal working of chance, if the two curves are suitably 
compared. If the breaks were due entirely to chance they should 
be equally common at all parts of the chase-length of yarn; in 
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reality this distribution will be somewhat modified by the 
“ clamp effect ” to be mentioned later (p. 21 r>), and by the tapering 
distribution of twist brought about by the “ mule draw effect ” 
(p. 178); generally, however, the distribution will not be far 
removed from a rectangular type of curve. Now the actual form 
of the chase-break curve is clearly equivalent to the result of 
superposing the curve obtained from the 13.T.P. diagram upon 
such a rectangular plinth or pedestal. Hough estimations made 
in this way would seem to indicate that fully one-third of the 
first breaks in mule yarn are due to scars which arose as the result 
of nip-ratching. even under very good spinning conditions. 

The peculiar merit of the two-dimensional diagram emerges in 
this comparison of the two curves, for although the chase- break 
curve shows the same final result, it does not show the stages by 
which that result is reached. The B.T.l\ diagram is an eminently 
practical and practicable method, and its intelligent use should 
go far towards the production of better yarns as well as of bigger 
output. 

It- is evident that when strict comparison of yarn with cotton 
is desired, these 4 sear-breaks caused by nip-ratching should be 
eliminated. This could be done by breaking under conditions 
which would not allow twist to escape from the broken ends, v.g. 
over one-way plush, and then testing the halves of each chase 
separately. This refinement, is not necessary for most purposes, 
since the liability to form such scars is, other things being equal, 
itself a function of the kind of cotton used, l'robably the rigidity 
of the coarser hairs is an important determinant, just, in the same 
way that a jute fibre from the bale-wrapping will cause an end to 
come down. 

Reference has been made to the tension of the yarn, as being 
affected by gain and by spinning at the head. In view' of the 
practical interest of good control over tension it seemed worth 
while attempting to measure the tension with exactitude, and 
we undertook ail extensive study of the elementary physical 
phenomena which are displayed in such a complex form by the 
spinning machines. 1 had long thought that it should bo possible 
to use the vibration patterns of the yarn to indicate the tension by 
mere observation, without in any way disturbing the yarn as it 
spun. The difficulties were many, because of the momentary 
duration of the various patterns, which alter continually as the 
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carriage rims out, but after having shown that the fore-and-aft 
was the principal vibration, one of my colleagues was able to 
obtain readings which completely cunlirmcd his results obtained 
by using another method. This other method involved the use 
of a slave-string " (p. on which the tension of the yarn 

was balanced. 

The tension was found to rise rapidly until the time at which 
we have seen nip-ratching to become* conspicuous, after which it 
fed 1 off until spinning at the head began; during this it rose 
rapidly to a second maximum. This second maximum in normal 
spinning was sometimes as high as a quarter of the single -thread 
strength. In the first maximum it rarely exceeded ten grams, 
which was quite a small fraction of the* strength of the 4 jam at the 
moment ; thus the direct responsibility for broken ends was again 
lixed upon the roller nip. The lowness of th<\sc value* was rather 
surprising, and would scarcely have been credited if two entirely 
independent methods had not been available for Hump measure- 
ment ; the usual tension on the yarn is round about three grams 
only, wheren* a subjective judgment of the tension bv finger- 
contact gives an impression that the tension is nearer ton times 
that amount : I can only ascribe the enormous discrepancy to 
the psychological effect of touching a “live" strand of yarn, 
which is not only vibrating (Midways through an appreciable 
distance, but is simultaneously rotating, with a frequency of a 
hundred vibrations per second or more. 

This book is not intended to propound remedies for the serious 
fundamental defect of the mule which these studies of break-time- 
place and of tension have revealed. It is sufficient for my present 
purpose to note that it is still possible to make such a discovery 
as that of nip-ratching when modern technique is applied to the 
examination of this much-studied machine. .Many mechanical 
methods of remedy are evidently possible, but 1 personally 
doubt whether any are desirable; the, mule is already too com- 
plicated. and further compensatory improvements would only 
increase its complication. It works, after all. in its present form : 
further study would more profitably be 4 directed much more 
deeply, with the object of supplanting it altogether by a more 1 
efficient machine. 

The main facts about the present mule seem clear. First, 
that in any ordinary setting the mule is very gentle with the 
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yarn, never loading it up to its normal breaking-load, so long as 
the yarn lias not been scarred by extraneous circumstances. 
Secondly, on the other hand, that it habitually ill-treats the sliver 
brutally at the moment when this is emerging from the roller 
nip. Incidentally it should be remembered that the breaking- 
load of yarn which is vibrating under tin* ihHuence of the spindle 
tip is very different from that which obtains under the pseudo- 
static conditions of an ordinary dead-load test : the importance 
of such fore-and-aft. vibrations as predominate on the mule in 
breaking down the yarn structure will he touched upon later 
(]). 22K), but the behaviour of the mule is suflicichtlx gentle to 
allow a wide margin for this. 

.In (very respect the mule is inferior to the ring-frame, except 
that it makes belter yarn ! Even in this advantage it is losing 
ground as the detail of ring-frame technique is improved. The 
reasons for its better \arn will perhaps be clearer when the dis- 
cussion of yarn strength lias been reached in ('hap. XII, hut 
they may here lx* summarised more or loss as the text-books 
give them. Eirst. there is the Time Factor, which in the mule 
is allowed ton seconds or more 1 during which to operate upon the 
i .‘distribution of twist. Secondly there is the ostensible advan- 
tage of being able to insert only as much twist as is necessary to 
hold the yarn together, dragging out the thick places until they 
arc thin enough for the redistributed twist to lock them up; wc 
shall shortly sec reason to doubt whether this is as advantageous 
as is commonly staled (p. 107). Thirdly, there is the direct run 
of the twist from spindle to roller, with only a slight taper in its 
distribution. Lastly, there' is the violent fore-and-aft vibration 
of the yarn, with its resolved transverse 1 vibration, as well as other 
din'd transverse vibrations, and in this vibrating condition the 
slip and side-creep of hair on hair in the readjustment of twist 
and of local stress is greatly facilitated. These conditions can all 
be simulated in a continuous spinning-process; undoubtedly they 
will be thus simulated on an industrial scale before 1 many years 
hav' 1 elapsed: capital, iloor-space. and power will them be 1 set 
free for the 1 installation of more 1 effective drafting apparatus. 

The lUmj-jiame. -It is only fair to confess that 1 misjudged 
the basic problem of the ring-frame for many years. It seemed 
eminently reasonable to think that because most of the 1 world's 
spindles were ring spindles, as also because the mechanism is so 
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magnificently simple, therefore the inferiority of the ring-frame 
must be due to some subtle peculiarity in the flight of the traveller 
round the ring, such as was only observable; with great difficulty. 
Although this flight looked smooth, it might well be periodic or 
vibratory, and such lack of smoothness could not be detected by 
stroboscopic methods of observation. The only direct method for 
examining this possibility in the flight of a traveller which makes 
more than a hundred revolutions per second would be provided 
by high-speed shadow photography of the kind applied to bullets, 
or to the wings of flying insects, making about ton thousand 
exposures per second. Research on this line was vaguely aiitioi- 
pateel when the opportunity should arrive': but the whole pre- 
sentment of the problem was suddenly inverted in a few minutes 
by my casual observation of the “ trapped twist phenomenon, 
which will be described in a later chapter (p. 17!)). The fact 
that a fixed and restricted fraction of the twisting couple could 
alone be effective in picking up the emergent hairs of the sliver 
was most significant. 

At the time when I made this observation our attention bad 
been concentrated on nip-ratehing in the mule, and a colleague 
had extended the statistical observations to the ring-frame. By 
placing a piece of one-way plush just clear of the yarn, so as to 
catch it on breakage, we had found a most peculiar and unex- 
pected Break Place diagram for ring-spinning. Never did a 
break occur between the bobbin and the thread-guide: all were 
above the thread-guide, and many happened at the roller nip 
as we had anticipated, showing that nip-ratching was again 
operative. But in addition to the weak region at the roller nip it 
was also found that the region just above the thread guide was 
equally weak. This latter fact was at first surprising, but it 
became explicable when 1 realised that actual untwisting happens 
in this lower region as the inevitable consequence of pushing 
kk trapped twist " upwards along the yarn. 

The inferiority of the ring-frame was thus made clear; it had 
two weak place's in its yarn, at any moment, instead of only one 
in the mule. Jt then became; an open question wli ether the 
traveller and ring were to be blamed at all. To apply the kk slave- 
string " method to measurement of yarn tension on the ring- 
frame was simp]*' in comparison with our previous use of it bn 
the; mule, and another colleague made; an exhaustive set e>f 
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observations, determining the tension above the thread-guide 
with errors of only 1% under all sorts of conditions. The 
details of his analysis hardly concern our general purpose in, this 
book ; 1 it is sufficient to note that a. rational formula was attained, 
from which the tension in the \arn could lx* safely predicted, so 
long as the traveller's flight was steady; tin* limiting conditions 
under which the flight is unstable, and the. tension can no longer 
be predicted, are reached when the bobbin is small in relation 
to the ring, which is the well-known difficulty of hare-spindle 
spinning. 

The ring spindle itself was tli us cleared of suspicion and shown 
to be a precise and dependable method for spinning and winding 
yarn. The thread-guide and the roller nip must bear the blame 
for the faults which the ring-frame possesses. 

As an example of the consistent behaviour of the spindle and 
ring, it may be mentioned that very fair tests of the efficiency of 
lubricants could be made by the slave-string method. The 
behaviour of the traveller was also examined by the noon lamp, 
to ascertain its attitude during stable flight, while the transition 
to unstable flight could also be noted in this way; such strobo- 
opic methods are of little use for the investigation of this 
instability, and the high-speed kinematograpli will still be needed 
for the study of this region. The condition of the surface of 
the ring became noticeable when we developed our methods to the 
use of light travellers at low speeds, so that burnishing had to be 
employed to give a surface good enough for steady running. 

The information obtained from Mule and Ring, as well as 
from the more fundamental study of yarn itself, was then applied 
to a. re -arrangement of the ring frame which is practically a new 
machine. 

The Rule Spinner . — This rearrangement of the ring-frame is an 
obvious hybrid between the ring and the mule, just as the latter 
was itself a blend of Hargreave s jenny and Arkwright s water- 
frame. With such a complicated pedigree it seemed permissible 
to denote the rearrangement by the portmanteau word “ Ride," 
which is, moreover, apposite because the appearance of the 
spinning strands of yarn dot's actually provide a rule by which 
their tension can instantly be measured. 

1 See, however, ilanton, W. A., Mvvhaniva of Tc.vtili ■ M itch nu London, 

U>2t, ]>. <>L\ 
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The rearrangement was designed to achieve three separate 
objects simultaneously. First, time was given for the readjust 
ment of twist, as in the mule. Secondly, the twist was made 
maximal at the roller nip, thus binding the emergent hairs together 
at once and so minimising nip-ratching. Thirdly, a shock- 
absorber was provided between spindle' and roller by the vibration 
of the spinning yarn. 

The method of the rearrangement, was simply to increase the 
distance between the spindles and the rollers of a ring-fraihe, so 
that a convenient length of yarn, up to one metre, was vibrating 
freely between them without any thread -guide, the axis of tyieso 
vibrations being the projected axis of the spindle. The rollers 
had thus to be brought forward over the spindle, and the sl^pe, 
or “ bevel,” of the roller beam was exaggerated so that they Jod 
the sliver vertically downwards, thus enabling the twist to run 
jfight into the roller nip ; various intermediate stages of this slope 
may be adopted, or a carrier roller may be added to steer the 
sliver round to the nip. The rollers ma\ be set away from the 
direct axial line if it is desired to impart a fore-and-aft harmonic 
vibration to the jarn. 

The essential feature of the ttulc spinner is that the distance 
between roller and spindle shall be sufficient for at least one node, 
and preferably two or more, to be present always in the vibrating 
yarn. The attainment of this condition is easy with fine yarns, 
which are spun on small rings with light travellers, and conse- 
quently wdth low' tensions. It might be unwieldy with coarse 
counts, but the headroom of 50 cm. to 100 cm. required for fine 
counts does not make the machine awkward to handle. 

The nodes and loops which form in the vibrating yarn have 
an effect upon the phenomenon of “ ballooning " which we pre- 
dicted, but were none the less pleased to verify. The ordinary 
ring-frame restricts ballooning by lateral preventer guides; the 
rule-frame does not balloon at all. When a rule spindle is started 
up, the yarn at once assumes a vibration pattern of definite 
shape, and dimensions, this being determined by the size of the 
ring and bobbin, and by the traveller weight for any given con- 
ditions of lubrication ; the position and amplitude of the nodes and 
loops arc unaffected by any further increase of speed, because the 
consequent increase of tension compensates automatically for the 
increased frequency of the circular vibration. The maximal 
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amplitude of the vibration — m other words, the diameter of tho 
“ balloon” — cannot exceed the diameter of the ring; from the 
ring the amplitude of each successive loop decreases, first qui«kly, 
then more slowly, to the roller nip. As this applies at any and 
every speed, the employment of ballooning preventers is unneces- 
sary, though an occasional partition to prevent the lashing of 
broken ends may be advisable in a draughty room. 

Tho tension on any spindle* can be compared with that on its 
neighbours by merely noting the position of the vibration nodes 
against horizontal parallel lines ruled behind the yarn. Rough- 
ened rings, defective lubrication, or clogging of the traveller by 
fly can thus be detected at a glance. The absolute tension can 
also be read off if the speed of the spindle (more correctly, of the 
traveller) be known beforehand. 

The time allowed for readjustment of twist can be as long with 
a one-metre rule-frame as in the HH) metre draw of the mule; 
because the rule is spinning all the time, and can therefore give the 
same output as the mule while working at lower spindle and 
roller speeds. Piecing up of broken ends is done with the spindle 
running, as in the mule. 

In the waj in which it distributes the twist the Rule spinner 
is different from all other machines; mule, ring, throstle, or fly 
frame. A later chapter will return to this (p. 177), so we need 
only note that the twist in the Rule is at a maximum at the 
traveller, falls off as w e pass upw ai ds to the middle of the \ limiting 
yarn, and then rises again to a sub-maximum at the roller nip. 
Thus the emergent hairs are bound up firmly at ouco, and are 
given an opportunity for readjustment later on. Moreover, they 
are gathered up with a sweeping action like that of a skipping- 
rope, and the amplitude of this sweep can be regulated, if so 
desired, cither by regulating the number of \ibration loops and 
so controlling the amplitude of the top loop, or by adjusting a 
thread-guide of any desirable aperture at any required small 
distance below the roller nip. The type of twisting motion at the 
roller nip can thus lx* regulated to am stage between the slapping- 
rope type on the one hand and simple axial rotation on the other. 
The speed of the twisting at the roller nip can also be thus reduced 
by a kind of braking action if required. The Rule spinner can 
thus be made into a straightforward piece ot physical apparatus, 
in which the primary function of a spinning machine can be 
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regelated, tod in which arty 1 accidental deviation from norSfyl 
robing can be detected instantly. 

The shock-absorbing action of the vibrating yam is such that 
most remarkable liberties can be taken with the Rule spinner. 
Exact concentricity of ring with spindle is an ideal which the Ring 
ipinner tries to attain ; the ring may be set a quarter of an inch 
off centre in the Rule, and yet spinning continues. Similarly, the 
plane of the traveller’s path may bo inclined as much as 20° to 
the horizontal by sloping its ring, without seriously Meeting the 
spinning. When moderate displacements are employed, though 
they greatly exceed those met with in ordinary mill practice, the 
strength of the yarn produced is not affected, the number of 
broken ends is normal, and the slight asymmetry of tho\ vibrating 
loops is hardly noticeable ; the only obvious result of using 
slanting or eccentric rings is that the yarn becomes hairy, owing 

the fact that it now saws backward and forward through the 
traveller at each revolution of such an asymmetrical spindle. 
The amount of yarn wound on at each revolution of a ring spindle 
is of the order of one millimetre only, so that quite a small 
eccentricity will give a backward movement of the yarn in relation 
to the traveller. 

The speed to which a Rule spinner can be forced is very much 
higher than that of a ring-frame. This is duo in j)art to the more 
definite initial grip of the twist on the sliver at the nip, and in part 
to the shock-absorbing action. 

Again, it is possible to use twist -factors (rhap. X) as low as 
those employed on the mule, and oxperi mental yarn has been 
spun on the Rule spinner at S,000 r.p.m. with a twist factor of 
only 1*75. 

Also, we found that under the same eonditions, w ith ring and 
rule spindles working side by side in the same modified ring- 
frame, the number of broken ends was as great on the ring spindles 
at 2*5 twist factor, as on the rule spindle^ at 2-0. 

Lastly, the yarn strengths obtained were the same on the Rule 
spinner as on the mule. 

The ability to work in low twists was utilised to test the 
assumption that thick places are habitually drawn out thinner 
by the mule. 1 added a clutch to the drafting-roller drive, and 
spun the metre of yarn with 2-0 twist factor. The rollers were 
then disconnected and held out until the twist in this metre 
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JAHtt fea d Reached the fall twisi factor. T$bi WfS 
etching and 'de-clutching by hand at, the appropriate tihae^ 
imputed by the seconds hand of a clock, till sufficient yamJhad 
befepn prepared. Lengths of less and more than a metre were 
also made the spinning units by altering the timing. The results 
invariably showed weaker yarn than by continuous spinning. 

It would appear, therefore, that the semi-drafting action 
“ gain ” in the mule may be less important than is commonly 
thought. Further experimental work is required. Meanwhile it 
is sufficient to note that the total twist can thus be varied by de- 
clutching, while a double-speed drive to the spindles would enable 
fpnsion alterations to bo made simultaneously. However, I 
think that if the Rule spinner is ever brought into use. the simplest 
possible form of it will be the most satisfactory. It is certainly a 
useful appliance; 1 have obtained normal rates of production 
with normal occurrence of breakages when spinning yarn so 
badly drafted that it would not carry a load of ten grams in 
single-thread half-metre tests. 

It is more likely that any subsequent complication will be 
made by simulating the whip-snapping action of the mule spindle. 
It is easy to impart harmonic fore-and-aft vibrations on the Rule, 
whether by eccentric or tilted rings, or by placing the delivery 
rollers out of line with spindle axis; in this last case the yarn is 
not roughened. But none of these are sudden releases from 
tension, like that brought about by the slip of the tip-coil in the 
mule. On the other hand, as 1 was able to obtain the strength of 
mule yarn without any such additional devices, they may not be 
worth troubling about. 

Fly-Frame# ami lbaw-Frawes. — While there is a great deal, 
ip be said about these machines, it all deals with tlieir drafting 
performance, and will be dealt with more suitably in the next 
chapter. The technique of the machines in such matters as 
roller-covering, weighting and sotting of rollers, and the pre- ' 
vention of ratehing, is well known to the industry. It is only 
below' the surface that we have so much to learn about, these 
machines, on account of the predominant importance of drafting 
in their action. When we have learned it we shall probably be 
able to work out the drafts used in them by mere examination 
of the finished yarn. But it seems more probable that the future 
will see the fly-frames completely eliminated, so that the perfect 


STUDIES OF QUALITY IN COTTON 


OH. 



Length of Staple;- 


t'u;. -JS. — Tl i<‘ Kortiiig-oflicicEirv oi (.\mibers with respect to length. 
Examined by sorting tho wastes and slivers from triple-combing. The wastes 
show marked changes with each combing, but the olfect on sliver-composition 
is slight. 
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Ji'm. 29. Abnoi malh heuv\ combing of cotton damaged dehbenil ely by damp 
Htorap conditions. 'rin* loiadh eomposit ion ol waste ami silver as shown h\ the 
sorter is plotted above. In lln* lower diagram the correct proportions t>f these 
two ure added lo^ethei l>\ plotting IS* 1 ,, ot waste on top of ^2% of sliver. The 
composition of the oru'inal cotton should tlius he reconstituted, mid this ealcula- 
tion is seen to ho almost identie.il with the actual composition obtained by 
direct sorting of the card sh\er. 
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1 JO STUDIES OF QUALITY IN COTTON 

sliver of. the finishing draw-frame will pass direct to the spinning 
machine. 

(juntbers . — When the Sorter had made it possible to study the 
action of the combers quantitatively (pp. 60 and 1161), 1 found 
with some surprise that their chief function was not the removal 
oi short staple. Jt is true that they do remove some short hairs, 
but these are only a fraction of the total number available for 
removal; usually about a quarter. Conversely, as has long 
been known, they remove an appreciable number of long hairs 
which should have been left behind. The demonstration of the 
former defect was not easy until the Sorter had made it possible 
to ascertain the length-distribution in sliver and in waste. 

When such length-distributions are studied it is found that the 
effect of combing is barely perceptible, as between the comber lap 
and the comber sliver. Even triple combing still leaves the 
original distribution quite* recognisable. 1 imagine that the non- 
recognition of this low sorting efficiency is an indirect outcome 
of the distorted ideas which we all used to hold with respect to 
41 sta pie- length " ; cotton was imagined to be fairly uniform, and 
so much short waste seems to be taken out by the combers that 
we used to think there could scarcely be any more left in the 
sliver. 

A striking though exaggerated example can he taken from 
some samples damaged by bacteria, the damage being resultant 
upon deliberate storage in various state's of wetness, which were 
tested for the Egyptian Cotton Kesearch Board. In one of these 
the waste from a single combing was half the total weight, but 
even then the sorting efficiency of the comber was as low as 
usual. 

On the other hand, 1 have met with eases where the length- 
distribution was substantially the same in two different cottons, 
but one of them made much more waste than the oilier when 
passed through the same comber. Therefore more factors must 
be implicated than the simple one of length. # We know that the 
comber selects hairs which stick together unduly, as in the extreme 
case of tangled “ neps/’ and hence it may be inferred that the 
surface properties of the hairs also have some influence upon this 
selective action of the machine; rigidity properties may also be 
involved. I have no exact data available in a suitable form for 
analysis of these possibilities, but it seems quite clear that although 
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the comber is a fractionating machine, it performs that fractiona- 
tion on the stickiness or slipperiness of the hairs, as well as upon 
their length. Various minor pieces of evidence show that this 
fractionation is outweighed, on the whole, by its disentangling and 
parallelising functions, which include the removal of nep.” 

Any irregularities of delivery from the comber, as in the act of 
“ piecing, 5 ’ are of minor importance, as can be seen when they 
arc expressed quantitatively in terms of single hairs, thus : 
suppose a comber head to he making a (KW lunik sliver out of 
Sakel cotton which has a hair weight of 0-0015 mg. per cm. ; this 
sliver from the one, head will be pulled down by successive drafts 
of six in the comber draw -box, and in the. three draw-frames, until 
at the finishing draw-frame it is only ten hairs thick. Any 
irregularities of piecing w ill not be conspicuous if the draftings 
are efficient. 

The Card. -This machine seems to me the* most mysterious 
thing in the mill, even more so than tlu' process of drafting. 
The explanations I have read and heard concerning its action 
differ only in the degree of their improbability. My studies upon 
this superficially simple machine have been trivial, partly because 
it K less important than its successors, partly because its effects 
on the yarn could not be analysed until more was known about 
yarn, and partly because of its extreme inconvenience for direct 
observation. 

Meanwhile it may be useful to re -state the position in terms 
of the single hair. A typical figure which has been quoted to 
me is that more than a million teeth of the cylinder wire pass 
over each grain of cotton delivered to the card. Putting this in a 
different way we find that any one hair is carded by ten thousand 
separate wire points; as we have seen that an ordinary hair is 
about two thousand calibres long, it will be struck five times in 
every calibre of its length. But this is incredible; it takes two 
to make a light, and wo may reasonably suspect that the hair 
dodges that fight. * 

A hint as to the way in which it dodges may be derived from 
the spinning test error which Mr. Rose and I detected and 
eliminated. 1 A test sample with a high hair break was put into 
a card which had been working on a sample with a low' hair break ; 
the card was midway between two strippings of its cylinder, this 
1 W. L. B., Handbook of Spinning Testa, p. 28. 
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having until then been the routine practice of the spinning test, 
with the object of obtaining normal waste percentages. The 
sliver was sampled at intervals from the first re-starting of the 
card, and the following relative hair strengths were obtained from 
these samples : — 

Urfore carding, 134, 125), 13S. 131, 130, 120, 132. 142; average, 132. 

After carding fur A minute, 107. 

,, „ 2.1 in:. iutes, 1 10, 

i\l I 10. 

m „ i3i. i 

,, „ 2s A „ J 27. 

These ligures give clear evidence that the cotton of strength 
132 which was put into the card did not come out of it immediately, 
and even after miming for m quarter of an hour there was probably 
an appreciable amount of its predecessor, with strength near 
100, still mixed with it in the card wire. This method might he 
extended to give quite accurate results by using hair weight- as 
the measured character, hut it is plainly seen that the hairs 
creep down into the wire and creep out again during the working 
of the machine. 

It may reasonably be questioned whether the wire, as such, 
does any carding at all. It may well bo the case that the hairs 
card one another, the wire itself serving as a retreat for clots 
which arc too thick to l>c disentangled all at once. .1 believe that 
the dclibrating machine invented by Mr. E. ( \ de Segundo for 
removing fuzz from seed has been found to work in this way, the 
seeds removing fuzz from one another by mutual friction as they 
whirl round inside it. 

Another hint is provided by the behaviour of mercerised raw 
cotton, which is soft and silky, besides being changed in its 
electrical properties. It so chokes the wire of an ordinary card 
to which it is fed that the cylinder soon refuses to rotate. I am 
indebted to a colleagues experiments for this incidental 
information. 

Another hint is given by the card s* performance of a limited 
amount of fractionation, not only with respect to length, but 
also with respect to fineness. It was noticed after carding some 
cotton that the hair weight of the sliver was a little less than that 
of the strippings from flats and cylinder. These strippings were 
returned to the card, and again the hair weight of the new strip- 
pings was raised about 2% above that of the new sliver, making a 
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total shift of 4% above that of the original cotton. Now although 
the experiment was incidental, and the actual shift very small, 
it is a result of some importance, in that it proves the possibility 
of sifting out coarse hairs from line ones; it may be that serious 
study of the 1 card will accidentally provide a clue to the method 
by which this may be done. 

While the thoroughness of carding is necessarily important, as 
affecting the freedom of hair movement in subsequent drafting, it 
would seem to me that the regularity of the sliver is unimportant. 
Its irregularities have no ehanee of survival at the finishing draw- 
frame, for the individual card slivers of even a single eombed 
preparation will have been attenuated at that stage to a. thickness 
of only one-tenth of a single hair; that is to say, each hair will be 
separated from an\ other hair derived from the same card sliver 
by a distance which will average nine hair lengths. This bald 
fact serves at the same time to illustrate flu* importance of 
thorough disentanglement l>v the card and by the comber. 

I have been informed, though it happens that l have not 
personally \erilied the information, that the card sliver irregu- 
larities occur in regular waves, many yards in length, as if the 
sac i* pseudo-periodic error which we shall presently discuss in 
Drafting was also operating in the exaggerated " draft ” exercised 
by the card, indeed, if the hairs do actually card one another, 
this action would be identical in character with that which causes 
the *' hair displacement error in drafting and sorting, and the 
formation of long waves in the card sliver might follow as a 
statistical consequence. An interesting demonstration of the 
existence 1 of such waves and, at the same time, of their unimport- 
ance to the final spinning, was provided by the very beautiful 
patent of Mr. W. Hamer. He abolished these waves by passing 
the sliver through conical drafting rollers, across which the sliver 
was traversed automatically by its own variations in thickness, 
with consequent alteration of the draft; i am informed that it 
w'orked perfectly, Rut made no difference whatever to the finished 
varn. 

*■ • 

THE CHANCES VKODCCEI) 15V THE MACHINES VPOX THE COTTON 

For our purpose of studying the relationship between cotton 
and yarn it is now 7 necessary to glance at some indications which 
show' liow r far the original properties of the nuv cotton are likely to 
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be distorted by passage through the machines. For this purpose 
there is no difference in importance between one machine and 
another, since any damage to the hair by bruising, breakage, 
or knotting will either cause that hair to be eliminated altogether 
or will leave it modified. This is consequently a different point 
of view from that which we have oeeupied so far, where the 
importance of each machine in its effect on the construction 
of the yarn has necessarily been directly proportional to its 
distance from the act of spinning. 

It is hardly worth while to attempt in these pages to deal 
at any length with such reactions of the cotton to its treatment. 
The technique for study of the hair (Chap. V) is coming into 
general use, and its application to the examination of samples 
drawn from various stages of preparation and spinning, with 
various settings of the machinery, in mills which are worked 
with varying degrees of care and skill, is relatively a simple 
procedure. The next few years v\ ill probably see a thorough 
exploration of this ground, so that it will suffice to describe here a 
few typical examples from my own survey of mill machines 
working under normal conditions, without attempting to par- 
ticularise details which are peculiar to individual mills, but may 
be described as representing the best current practice. 

Change in the Slip Spiral . — The number of slip spirals found 
in a given length of hair changed roughly as follows : 


Original ginned lint . .... 2 

Card sliver ...... 4 

Comber lap ...... 4 

First comber waste .... <5 

First comber sliver ..... 4 

Second comber sliver .... 0 


Ginning and combing would seem to be chiefly responsible for 
slip spiral formation. There appears *to bc'no further change 
till the yarn is reached. 

Change in the Ncps . — The determination of these artifacts 
(pp. 19 and r>2) by counting the number present in samples 
weighing 0*1 gram is extremely tedious, but quite practicable. 
A typical set of data was as follows, the numbers representing 
ncps per gram. 
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Original lint . n 1 

Card sliver . . . .755 

Card strips ..... 3,<5sO 

Comber lap ...... f> SS 

First comber waste ... 1,772 

First comber sliver ..... MM.) 

Second comber waste (>7(> 

Second comber sliver . ( Xl 

Finishing draw-frame .... 152 


Computing these figures further on the data available for 
waste, we find that the card raised the nep content from 500 to 
1,000 per gram, but put awa\ a quarter of this thousand in the 
waste. On the other hand, the combers did not alter the total 
nep content; the first comber put aside 1 N0% of the neps into 
its waste, while the second comber only disposed of 50% of the 
remainder. The last ligure indicates that drafting makes a Jittle 
nep, which is not unlikely. 

Hearing in mind the fact that there is no nep in the unopened 
boll, these figure's show very well how we make trouble for our- 
selves in the mill. The imp-making proclivities e)f the card are, 
of course, well known, though I elo not think that its inefficiency 
as a nep-remover is fully realised. Any similar rubbing action 
will make nep; in erne 1 arrangement accidentally produced during 
work oil the Sorter we converted almost the w hole of the cotton 
which passed through it into nep. 

('hanye rn Hair Break — 11 lias generally been assumed that 
the blowing-room machinery, in particular, has a weakening elTect 
upon the hairs. We have just seen that there is a treble increase 
in the number of slip spirals, but the presence of these has yet 
to be correlated definitely with any depreciation of hair strength. 
Further, wo shall see later that a roughening of the surface of the 
hair might weaken >hc yam produced (Chaps. VIII and XU), and 
such an effect might be confused with weakening of the hair 
itself. 

If wb confine our attention to the actual strength of the hair 
wo obtain typical data w hich are negative, and show no significant 
indication of auy weakening by any of the machine's. The 
following data were taken from the spinnings described in the 
Handbook of Spinning Tests (p. 37), whereby the accuracy of the 
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method was examined upon duplicated samples. The breaking 
load is given in arbitrary units for each group of fifty hairs tested. 


Original ginned lint 

i:u 

i:m 

i :;s 


Scutcher lap 

m 

j:i» 

] 20 1-1 2 

1 :\2 

( -ard sliver (\ .s.) 

. (107 

1 10 

1 10) 

i:u 

Finishing draw-frame 

sliver III 




Slubber rnv mg 

I :*»2 




Intermediate roving 

i :v.\ 





The absence of weakening effects in the scutcher lias since \ 
been independently demonstrated by the Shirley Institute. 
The incidence of tlx* dilution errors (shown in brackets) by the 
hairs remaining in the cylinder wire 1 has already been mentioned. 

( lift n(j(>s in Lcn'jlh. -Alterations of the length ol the hairs 
might be effected either h\ breakage or by stretching. The latter 
could be detected by critical use of the hair- weight method in 
conjunction with candid sorting. As regards breakage, which is 
easily detectable by sorting if extreme care be taken in preparing 
the sorter slivers to make 1 them equally perfect from all stages 
of the sampling, there, is no striking change in the length com- 
position of the sample after scutching. 

The mass and speed of tin* heater blades in tin* scutcher look 
more impressive than they are in reality, presumably for the 
same reason, as that suggested with respect to curding — that 
the cotton does not stand up to be hit. The action of the roller 
gin would be expected to show more* traces of brutality than the 
scutclier, but samples provided by Mr. H. (*. Jcl'i'erys from the 
ginnery of the State Domains of Egypt showed onJ\ a very slight 
difference between seed-cotton and lint, which may well la 1 
covered by the sampling error of such a dillicult comparison. 
Scutchers and gins can undoubtedly be so set and worked as to 
damage and break the cotton, but ij is c|pur that under the 
conditions of a Fine Spinners’ mill or the Domains ginnery the 
injury is very slight. 

The small extent to which combing is selective for length has 
already been illustrated (p. ION). The addition of waste to sliver 
was there shown to restore the original composition of the comber 
hi]), a result which could not be obtained if breakage in the 
comber were appreciable. 
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1 therefore conclude that the clumsy machinery of cotton- 
spinning, so long as it is skilfully worked, ill-treats the cotton to 
an extent which is surprisingly small, and less than conynon 
opinion holds to he the case. The cotton which comes out as 
yarn is very much the same as the' cotton which went into the 
bale-breaker, except in its cleanliness and arrangement. The 
genera] importance* e>f this broad conclusion which is, of e*e>ursc, 
far fre>m being true* in particular case*s — lies in the* fact that the 
ce>tton-bm*de*r anel cotton-grower can he* confident that any 
iinpre>veme*nt they may bring about in the* raw material will 
find its way through to the* improvement erf the* finished \arn. 

TINS "MAC a I IN KS OF Til R FFTFItF 

'Though speeulatioii is not redevant to the imme*elia1c purpeise 
of this chapter, I maype*rhaps be* pardoned by the* re*aeh*r for a 
page*, or two elcve>te*el to a tempt ing eligre*ssiem. f The* industry of 
cerfton-growing anel cotton-spinning is e*nfe*ring upem a transition 
stage, el nc* in part to the* ele*\ clopmcnt of compe*ting raw materials 
((diap. Wll). anel in part in the* elise*e)ve*rie*s of research we»rke*rs 
bedh insiele anel outsiele* the* industry. Some change's in the* 
equipment e>f the* spinning mill se*e*m tei be* inelicnteel as a future 
consequence* ol Ibis transition. 

Te> begin with tlmse* minor details upem which industrial 
success eu* failure depends, in the* long run. I feed sure that much 
cemJd he* elone* by the wedding e >f seientifie* instrument design to 
textile* maediinery making. Either e>f the*se* branehe*s erf engineer- 
ing stands apart fre>m standard engineering praetiev. 'Textile 
maediine*ry must be* ine*xpe*nsi\ e. because* so much erf it is needled: 
it must be* accurate be*causc it is hanelling single* e*e >tt on hairs. 
r The desirability of a In briel is evident. I have* noted incielontally 
one or 1v\e> really impossible 1 feirms erf pres(*nt. eemstniet iem. such 
as the squaivel re»l le*r joints, the* lengthe*ne*d box erf the mule 
carriage, anel eemie^d holes in skewer footsteps, but mam erf; hers 
call tor revisiem ; it should be* impossible* te> put top anel bottom 
re)lle*rs out erf pa railed w hem then are* being serf, anel the method of 
setting re>lleT-inte*r\ als with spanner anel fe*cle*r gauge* alemg the 
whole 1 Je*ngth of a mule* is a re*lic fremi an epoch erf specialised 
production in which re-setting was hardly ever needed. In an 
experimental spinning mill these crude* methods erf adjustment 
bring about a preposterous waste of time and of skill. 
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Many of the constructional details are now undergoing revision, 
and the availability of new constructional materials, such as 
duralumin and stainless steel, will provide not only the opportu- 
nity but also the necessity for still more thorough revision, and 
for the creation of machines which will be less strikingly dis- 
proportioned to the work they are doing. 

The greatest opportunity for the development of a. function 
would seem to be presented to us by fractional ion. It is strange 
that nobody, so far as 1 am aware, has yet commented upon the 
fact that although the spinning of t la v and worst (‘(I are less 
highly specialised than cotton- spinning, yet both of them find 
it worth while to (‘in ploy skilled operatives upon the task of 
fractionating their raw material, so that the machines are fed 
with tolerably homogeneous fibre Exactly the reverse holds 
good in cotton-spinning; the dillieultv of such fractionation has 
been accepted as insuperable, and the same constancy has been 
obtained in the food of the machines bv tin* reverse operation 
of mixing. This act of mixing brings about uniformity from 
month to month, as the statistical consequence of skilful mixing, 
though if necessarily increases the heterogeneity of the cotton 
spun. 

The latter consequence did not seem obvious so long as we 
thought about cotton as a k “ material." Having come to look 
upon it as a mass of immensely variable single hairs, we can see 
that inability to fractionate if is cramping our style, and that 
great possibilities are awaiting development when we can classify 
our raw material before using it. just as the llax and worsted 
spinners classify theirs. Any sample of cotton contains a wider 
range of coarse and line hairs than the range of the average of 
the wiiolc world's raw cotton ; any sample contains a wide range 
of hair lengths (Chap. IV). We shall see in later chapters some 
reason to think that fractionation of raw cotton into its con- 
stituent groups might already he commercially possible with 
respect to hair length, and that the far* more ’important method 
for fractionation with respect to lineness is merely waiting for 
It’s discoverer (Chap. IX). Therefore it seems to me that the 
great change of the future will consist in the formation of a new 
department, or even of a new industry preceding the present 
spinning mill, where the complex mixture of hairs which exists 
in the purest raw material will he split up into more homogeneous 
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classes. The variability from hair to hair on the single seed sets 
the upper limit of improvement to which the grower can go in this 
respect ; we have seen already how great that variability and 
it is evident that the spinner cannot get a very great deal more 
uniformity from the grower than he is getting already (( 'hap. XVI). 
Further improvements in this direction must be made by the 
spinner himself. 

Whether such fractionation is worth doing is. of course, 
almost beyond prediction, for it depends upon too many unknown 
economic quantities. While we. shall see reason to doubt its 
profitability in the matter of length, there seems less doubt about 
fineness (p. Ifi3) ; by the. analogy of the comber on the one hand, 
and of the complicated mule on the other, we can he sure that 
fractionation would have to be very slow and very difficult in 
order to prevent its general adoption. Nome of its cost would be 
saved by its ability to work upon badly -cultivated crops, grown 
from mixed seed, just as well as upon the best cottons available. 
From the data collected in this book 1 think we are entitled 
to a rough inference that fractional ion for fineness would be w orth 
while, and that the reduced output per unit of capital might be 
balanced by other modifications in the machines and in their 
labour requirements, such as the substitution of a continuous 
spinner for the mule, and the elimination of the (ly-framc by the 
use of enormous drafts (p. 137). 

An improved uniformity of the raw material would simplify the 
manipulation of the hairs under such drafts, and the facts to be 
discussed in the next chapter make it fairly probable that the 
future may see the introduction of a micrometer type of draw- 
box which will achieve that exact control of the hairs to which 
the modest high-draft systems of the last decade are feeling their 
way. 

Continuous spinning, as distinct from the intermittent action 
of the mule, is to % me a foregone conclusion. We shall presently 
see that most of the obstacles in the way of producing yarn 
according to proscription are located in the drafting process. 
The assistance of the mule in partially rectifying errors of drafting 
will therefore be so much the less necessary in the future. 

These speculations carry the implicit assumption that cotton- 
spinning will remain a purely mechanical process as it is 
at present. To speculate beyond this assumption would be 



120 


STUDIES OF QUALITY IN COTTON 


cu . vit 


altogether unprofitable, but I must confess to an uneasy suspicion 
that some non-mechanical method is lying in wait for some 
investor who is not so familiar with the existing methods as to 
be prevented from seeing something otherwise obvious. That 
misbehaviour of cotton hairs which happens in an electrical 
field of force is one nsahle phenomenon which has not. yet been 
harnessed to onr service. 

As in the jest of this hook. 1 have assumed that cotton- 
spinning in the future will lx* preoccupied with fpiality rather 
than with output, because its strength is its last line of defence 
against the artificial fibres. This in spite of the fact, that the 
daily Press reports speeches which explain how r a few' strands of 
artiJieial silk in a cheap cotton fabric will make it so beautiful 
that the cotton exports will increase enonnoush . This is a 
pleasant optimism, but scarcely reasonable. 
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Jn the first chapter of this Part I ha\(‘ indicated the amoral 
relation of t li<^ drafting phenomena to our subject (p. Si). 1 
quoted from a. test -book taken at random to .show the nature 
of accepted opinion, and then asserted that drafting, far from 
improving the uniformity of the sliver, was fundamentally 
responsible for the way in whieh aetual \arn deviates from 
the cylindrical form of the- ideal. The ingenuity of the machines, 
which have meanwhile been examined, tends to disguise the fact, 
that in one way or another, directly or indirectly, they are the 
servants of the drafting rollers: drafting is the essential opera- 
tion in all such short-staple spinning as produces cotton, flax, 
worsted, or waste silk virus. 1 have therefore evaded the 
subject in the previous chapter in order to deal with it separately. 

From tin' list of functions of the machines (p. fiO) we saw’ 
that the. dialling rollers play a part in mixing, disentanglement, 
and parallelisation, as also in the equalisation and in the reduc- 
tion of number. Further consideration of this list shows that 
mixing and equalisation, are accessory functions, the reduction 
of number providing the spinner with an opportunity to effect 
them convenient^ . .Moreover, since this reduction of number 
is effected by dragging one hair forward, past another whieh is 
held back, the functions of disentanglement and parallelisation 
follow automatically. Thus the primary function ol the drafting 
process, as performed by the present rollers, is the Reduction of 
Number. Our present examination of this function is concerned 
with finding out how far it is smoothly performed ; if that reduc- 
tion be not. smooth and predictable, to what causes may the 
imperfections be attributed ( Having obtained some outline 
knowledge of the degree and extent of these imperfections, we 
shall then be in a position to apply it to analysing the strength 
of yarn. 
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(TkKF/RT PRACTICE 

Tho art of manipulating cotton with finger and thumb in tho 
hand-spinning process, so as to feed a. continuous thin sliver into 
the yarn which the primitive spindle is twisting, is well worth 
the trouble of acquiring. However good the original sliver may 
be, it persists in flowing unevenly, and the formation of thick 
and thin places is seen and felt to be almost independent of tfye 
action of the fingers. Tho intelligence of tho hand-spinner is 
largely devoted to correcting unceasingly this tendency of tlie 
cotton to form clots. Even an expert hand spinner, much mor^ 
an inexpert one like myself, would be surprised to learn that th^ 
prevalent opinion of machine spinners blames the machinery, \ 
not the cotton, for this tendency. It will presently be con- 
venient to refer to tins alternation ol thick and thin places, 
or (‘lotting, or heading, by the designation of 'The Drafting 
Wave.” 

When the drafting rollers were invented by Wyatt, and 
patented by Paul in 17TS. 1 the textile industries were revolution- 
ised. These rollers are such an integral part of all the principal 
textile machinery of to-day, they act so smoothly, and that 
action is ostensibly so simple, that the fundamental importance 
of Wyatt’s invention is apt to be overlooked. It is only by 
actual experience of hand-spinning that we can realise how 
impossible it must have seemed to Wyatt's contemporaries that 
there should be any practicable substitute for fingers and thumbs. 
Even if the idea of using differential roller speeds had presented 
itself to a hand spinner, lie would scarcely have troubled to 
make the trial upon such an impracticable materia] as cotton. 
Jt seems to me that. W’yatt is a far greater pioneer than Har- 
greaves, Arkwright, or Crompton; if it should eventually be 
shown that the lengths of the drafting waves are a definite 
peculiarity of any given sample of cotton, the name of a “ wyatt ” 
should be given to this fundamental measure. 

A great deal of technical knowledge has accumulated as the 
result of this successful manipulation of cotton by rollers. Some 
of it is experimental, some traditional ; its details do not concern 
us. It deals with the substance, form, pivoting, covering and 
varnishing of the rollers. It may be classified into groups which 

JtaruL'K, \'j. f History of tin: Colton Manufacture, London, 1834, 
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deal with the clamping efficiency of the roller nip, with the 
phenomena of licking.” and with durability. All of them aim 
at securing an unimpeded how of cotton through the rollers. 
The clamping has to be made by a line contact between two 
rollers, holding the hairs without bruising against the resistance 
of their fellows; as this is impracticable unless one roller is 
partly deformable, such details as the depth and kind of pattern 
on the bottom roller, the weighting and deformahility of the 
top roller covering, the friction of its pivots, and the coefficient 
of friction of its surface are all implicated. The act of “ lick- 
ing ” may be due to mechanical roughness, to moisture con- 
densation, or to electrification : its prevention concerns only 
the surface of the rollers, in relation to the environmental con- 
ditions. The durability group of details is concerned largely 
with the surface, but also with the deformable covering and its 
foundations, and with the bearings: convenience of manipulation 
may be included in this group. For our present purpose the 
reader can safely assume that all this technique is now fully 
competent to its purpose, and that whatever may have been the 
trouble of the early spinners, the act of drafting can bo performed 
in a good modern mill as smoothly as is mechanically practicable. 
Relatively simple tests can be made whirb show that there is no 
synchronism in such a mill between the operation of any of these 
details and the appearance of drafting waves. 

A more fundamental set of considerations deals with the 
choice of suitable temperatures and humidities, with the setting 
of the rollers to the most smooth 1\ -working interval, and with 
the effect of roller-weighting on the latter. Some light has 
been thrown on the first of these subjects by the work of a col- 
league, already described (pp. 31 and 33), in measuring the 
conductivity and flexibility of the hair. The others are the 
subject of much traditional knowledge, but when such a varied 
assortment of cottons as pass through an experimental mill are 
being spun, the setting of the rollers comes down to a process of 
trial and error. In the next chapter we shall notice incidentally 
that the connection between roller setting and staple length is 
much less sharply defined than the text-hooks would affirm. 

The accumulation of this knowledge of details enables the 
modern mill to draft laps of cotton ton inches in width, at speeds 
which would have astonished Wyatt himself. Nevertheless, we 
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have scarcely progressed at all in our understanding of the 
process in its action upon the cotton by itself, when all accessory 
defects of the roller appliance have been eliminated. There would 
seem to bo no doubt that the defects of the early rollers had a 
masking oiTeot on the essential peculiarities of the reaction 
between roller and cotton ; these defects have long been elimin- 
ated, but a traditional belief in the perfect smoothness of drafting 
(p. 82) has prevented people from recognising this, and roller 
defects are still being sought when none of importance exist. 
Such imperfections as the drafting process now exhibits must be 
ascribed to the cotton itself. 

Before dealing with these imperfections it is rather important 
to notice that during the present century there has begun a 
steady change in tin* practice' of drafting, which change is as yet 
very far from completion. The early roller arrangements were 
designed to hold their victims with a. firm grip, and the closest 
roller setting was supposed to be limited b\ the length of staple; 
closer settings would break the long hairs. We have seen, 
however, that staph* length is rather indefinable (pp. 10 and 
00). and experience with the hair-break test (p. .*».*>:{) provides 
some hints that it is very difficult to hold a cotton lmir firmly; 
it is primarily due to these two facts that of late years tin* setting 
and weighting of rollers have been modified so that the thinner 
rovings are now held at less than staph* length, and without a 
definite grip, the hairs being allowed to hold one another. Even 
in the early days of cotton-spinning, of course, it had been recog- 
nised that thick sli\crs needed a wider roller setting than thin 
ones, tin* minimum of staph* length being considerably exceeded 
in the former. 'This is due to the zone of eompiessional stress 
extending further from tin* roller nip in 1 hick slivers, so that the 
mutual support of hair by hair still gives an adequate grip at 
some distance from the nip. 

So long as only a few hairs are grasped at one time it is possible 
to drag them out of a roller nip which seems quite firm. To 
emphasise this we may bear in mind that a single hair is rarely 
big enough to fill up a groove (such as would be made* by a 
scratch) which is only onc-thnusundlli of ail inch in depth. The 
most uniform and smoothly acting grip which we can take upon 
a cotton hair is obtained as a kind of statistical average, w # hen the 
crests of its convolutions are in contact at dozens of points with 
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those ol a mass of other hairs in which it is embedded. Thus it 
was found conducive to smoother drafting and better production 
to close up the roller settings and to lessen the weighting of.the 
top middle roller; this was done at first in the mule, and then 
in the preceding llv-frames. The amount of drafting is settled 
by the firmer grip of the front and back rollers, while the middle 
rollers merely keep the sli\er compressed, so that the sliver 
itself acts as a supporting matrix for those hairs winch are w aiting 
their turn to be gripped and drawn forward by the front rollers. 
Considerations of simple geometry show that the amount of 
support will vary from one part of tins cross-section of the sliver 
to another; this cross-section is ovoid, compressed between 
two parallel rollers, so that the pressure is at a maximum in the 
middle and least at the ends of the oval ; the twisting of the 
roving serves an accessory purpose in minimising this defect. 

Various inventions ha\e been patented during recent years 
which are logical extensions of this modified practice. They 
happen to have a particular interest for me, because I had started 
to study the drafting problem before flu* first of them came to 
my notice' ; it was reassuring then to find that they were practically 
identical with experimental devices which 1 had already tried, 
and discarded for the reason that they were partial improve- 
ments onU . not cures. The Casablanca method feeds the roving 
between two leather bells, thus giving a longer zone of mutual 
support, and carries such support rather closer to the roller nip 
than would he practicable with rollers of workable size; it is 
thus a simple extension of the close setting already practised in 
line spinning. The. Jeuninck patents act similarly by using 
additional middle rollers and light top rollers. In both these 
methods, as in the more usual practice, simple geometrical facts 
make it impossible to support the hairs adequately by the use of 
rollers alone; practical reasons prevent the diameter of the 
front delivery rolh;r from being less than half an inch, and even 
if it were workable at a diameter of one-eighth of an inch, there 
would still be a quarter -inch gap between the two roller nips. 

In out' patent by Jenny this gap is much reduced by the use 
of plates instead of middle rollers, it could be further reduced 
by abolishing rollers altogether, replacing them by reciprocating 
nippers; it could be made very small by using single rollers and 
“ doctor knives,” as in the McCarthy gin. Such suggestions 
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appear fantastic, but it will suffice here, to note that the reduction 
of this gap is very important. 

r Having sketched the principal features of the drafting 
appliances used in current practice, attention can now be 
directed to the way in which the cotton reacts to these appliances. 
It is understood that adventitious defects in the appliances 
are excluded from discussion, and that we arc dealing with 
fundamental peculiarities of the cotton itself. 

( ) JiS KB V AT I ( > N A T, E VJ 1) FACE 

It will be necessary for the reader to discriminate sharps 
between the observation of facts and their interpretation. The, 
observed facts show indisputably that the very best draftiug 
technique is unable to generate a uniform sliver. They also show 
that the effects of each drafting can he traced through to the 
finished yarn. Thus far my studies have been successful. There 
has been no corresponding success in analysing, quantitatively, 
the causes which control the formation of these drafting waves, 
though qualitative suggestions v\ ill be made in a later section, 
after some experimental evidence has been reviewed. For the 
present section we arts only concerned with the facts observed. 

These observations were first begun on the yarns of the 
Thirteen Samples, while control observations were taken at the 
same time upon yarns made for aeroplane fabric. The latter 
yarns were as nearly perfect as the former were imperfect, but 
the facts observed were only different in degree, not in character. 
The complex pedigree of foldings of roving upon roving, in the 
history of yarn which has been spun in the usual way, is pro- 
ductive of such complicated structure that it will he less difficult 
for the reader to appreciate these facts if they are taken from 
some yarn which was specially spun at a much later date, in 
such a way as to avoid any folding whatever. 

The finishing draw-frame sliver is the natural starting-point 
for investigations on drafting because of its uniformity . The 
statistical basis of this uniformity can be expressed in a simple 
manner, but this is more conveniently considered in a later 
chapter (p. 205 ), when discussing the parallel case of two-folding 
in yarn. For the present we need only note that it is admittedly 
the most uniform arrangement of cotton hairs which the spinning 
mill can show, and that this uniformity is a statistical consequence 
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of its laminated structure. The delicacy of this lamination is 
best appreciated by expressing it in terms of single hairs; such 
a sliver as was quoted with reference to the comber pieciqgs 
(p. Ill) will consist of 12,000 hairs in cross-section at any given 
place. In passing through the three draw-frames, if a draft 
of six be employed in each, it will be reduced by the lirst to a 
thickness of 2,000 hairs; these are superposed in six lamina? 
for the second frame, but eaeli separate lamina is thereby reduced 
to an average thickness of hairs, while the linishing frame 
will reduce it to a mere 55 hairs. The lamination will go a 
stage beyond even this in fine spinning, because the comber 
draw-box precedes the regular draw -frames, and the original 
slivers from each head of the comber are drawn down to some 
ton hairs only. The finishing draw-frame sliver of a combed 
preparation may thus he regarded as consisting of more than a 
thousand separate' lamina'., each with its ow n independent drafting 
history. Under the conditions which obtain in a. well-run mill 
it would appear from statistical evidence that a very fair approxi- 
mation to such independence is actually achieved, the drafting 
of each lamina taking place without much effect on its neigh- 
bours, so long as it com prise's more than a hundred hairs in 
cross-section. In so far as the previous preparation has left the 
hairs tangled, interlacing, or crossed, so the removal of a hair 
from one lamina will disturb those in adjacent lamina?, the 
drafting of each lamina will not be independent, and the full 
statistical consequences will not be reached. Given good prepara- 
tion we may regard the finishing draw -frame sliver as being 
practically homogeneous, so that if it is cut up into short lengths 
it will show' no appreciable variation of w’ciglit which is not 
covered by the experimental errors of such cutting. 

The special yarn to be described was made by drafting such 
a sliver in the slubber, passing the slubber roving to the- inter- 
mediate frame without folding two ends together, and again 
passing this single end to its final draft in the spinning machine. 
Samples drawn from each stage were cut up into lengths of 
1 cm. and these were separately weighed. The? weights obtained 
were plotted in sequence to show the consecutive variation of 
weight along the? two rovings and along the yarn. Study of 
graphs obtained in this way then shows the following general 
features : 
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The Slubber roving is no longer uniform, ns compared with 
the linishing draw-frame sliver from which it was drafted. The 
curve which shows its sequential variation of weight is slightly 
headed, there, being a regular recurrence of thicker and thinner 
places, as if the drafting hud made it irregular to a slight extent, 
but in an orderlv manlier. An analogy at once suggests itself 
with the corrugation of road surfaces and of tramway rails, with 
the merely relative difference that in drafting the “ road ” jis 
moving while the “ wheel " is lixed. 

By the Intermediate frame, at the next drafting, these wavJfcs 
an* necessarily attenuated in propoition to the amount of drant 
employed in this frame. Their crests are separated widely. It 
we can recognise the distance from crest to crest, or wave-length,', 
with sufficient accuracy to measure the new wave length as well 
as the old one*, we have measured the amount of the draft. The 
draft is simply the ratio of the two measurements. 

This measurement is not. too easy, even in this simple ease, 
because the new' drafting lias generated fresh waves of variation 
in thickness. These seem to be of the same* length as 11 lose 
which were made in tin* slubber, but they are of greater 
amplitude, and they are superposed upon the now attenuated 
slubber-made waves. 

At the Spinning frame the same two processes are repeated. 
Then' is simple attenuation of the pre-existing waves made in 
the slubber and in the intermediate, the former now becoming 
very long indeed. There is also a further generation of new 
waves, superposed upon the attenuated pre-existing ones, and 
these new waves an' of still greater amplitude — relatively to the 
decreased weight of the yarn— than they were in the inter- 
mediate frame, just as these* were more noticeable than those 
made in the slubber. In all three machines the length of the 
newly generated waves would appear to be at least broadly 
similar. 

With these simple facts before us we are at once in a position 
to fjettle the nature of the principal determining factor in yarn 
irregularity, which lias sometimes been ascribed to the actual 
spinning, or to the tw'ist. The waves of thick and thin places 
arc shown to he generated in just tlx* same way, though with 
increasing intensity, bv rovings as well as by yarn. The drafting 






130 STUDIES OF QUALITY IN COTTON ch. 

upon its size. or upon the number of hairs it contains. Later we 
shall see reason to conclude that the primary factor is the number 
of hairs, so that the variations shown by weight, diameter, cross- 
section. and twist in yarn or in roving are all consequent upon 
the failure of the drafting process to deal uniformly with the 
number of hairs presented to it. 

The Amplitude of the waves is very noticeable. It would 
seem to become greater, relatively to the average size of tfye 
roving, as the roving becomes smaller. W hatever causes may be 
operative in producing these*- waves would seem to be morlp 
influential in thin layers than in thick ones ; this suggests that 
we shall eventually lind a statistical basis for these causes, ana 
harmonises with the view that the number of hair units is the’ 
primary factor. Here we come upon an important practical 
implication, that cotton might be spun to much liner yarns than 
arc at present practicable : our present limits are reached because 
the increasing amplitude of these waves drives a wedge, so to 
speak, right through the sliver at a stage of average lineness when 
there would otherwise be no difficulty in handling the yarn. 
Apart from experimental spinnings in the Experimental Depart- 
ment, only two mills in the w orld habitually produce counts finer 
than 250s, so far as 1 am aware ; if the amplitude of these waves 
could be reduced, such counts could easily be exceeded. 

The magnitude of these wave-like irregularities in the yarn is 
best realised by comparing them with the “ mule-draw effect ” 
wave (p. ITS). This latter seemed a very important variation 
and defect of mule yarn when it was iirst discovered, but it is so 
insignificant beside the drafting irregularities that some twenty 
mule chases must be averaged out before it can bo clearly seen 
among the so-called chance variations ” due to the drafting. 
The more important nip-ratching defect (p. 04) is also insignificant 
beside them, but in a different manner; its amplitude may be 
greater than that of the drafting wave — \ye have seen that it 
may cut clear through the spinning yarn — blit it occurs inter- 
mittently and casually, whereas the drafting wave is continuous, 
and its principal form is only a few r centimetres long when first 
generated . 

Yet these secondary distortions of the drafting wave are 
important to the student. In my early observations I turned 
to ring-spun yarn in the hope of obtaining a yarn structure free 
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from those distortions which the gain of the mule was then 
believed to impose. No improvement in the exhibition of the 
phenomena was found, and we now know that this was because 
ring yarn is even more distorted by nip-ratehing and guidc- 
ratching than mule yarn. Now although such secondary dis- 
tortions as are produced by the mule-draw effect (upon diameter), 
by nip-ratching, and by gain also, have an insignificant effect 
upon yarn structure in comparison with the effects of drafting, 
yet their presence makes the exact study of undiluted drafting 
phenomena in yarn very difficult, especially when periodicities 
are being sought. Quite small local distortions imposed on the 
drafting wave after the sliver has left the rollers are sufficient 
to baffle any attempt at statistical analysis of the exact form of 
the wave as shown in yarn. And it is in yarn that the amplitude 
of the drafting wave is greatest, and its importance most direct. 

Some evasion of these difficulties can he made by using the 
jack-frame as a spinning machine and avoiding these accessory 
distortions, but this limits the study to the less interesting coarse 
yarns. Smoother results can thus be 1 obtained, as we have 
already seen when spinning single ends, but for my present 
purpose it is more directly useful to observe the phenomena 
presented by ordinary yarns. 

My first clue to the significance of drafting was obtained 
bv noticing that an automatic (p. 34s) record of the strength 
of yarn, which was being tested in consecutive lengths along a 
single cop, showed a wave-like grouping of alternately weak 
and strong breaks. These will be discussed in a later chapter; 
for the moment it need only be noted that they were due to 
variations in yarn weight, of the same kind which we have just 
noted in the special single-end spinning. However, in these 
ordinary yarns it is obvious that the folding of eight slubber 
rovings, in successive pairs of lamina* through the subsequent 
machines, must have the result of complicating the final result 
still further. No doubt the variations of yarn diameter (hair 
number) do in themselves provide a hieroglyphic record of •the 
passage of the cotton through the machines, but we do not yet 
know' enough to be able to decipher them. Single-cml spinning 
on the jack-frame may eventually serve as our liosetta Stone; 
w'e shall then be able to deduce the drafts used in each machine 
by mere examination of the yarn. 



Yarn Strength in 65 cm. single thread lengths Yarn Count in 65 cm. single thread lengths 



Fig. 31. — Sequential variation of a single strand of yarn in successive single-thread tests for " strength. ' Lengths ot 65 cm. were 
tested consecutively for a quarter of a mile. Another furlong or so was then measured similarly for variations in the yarn weight, 
or count -reciprocal. Pseudo-periodic waves of various orders of magnitude are visible by either method. 

The average of the ten weakest consecutive tests in the quarter -mile is 44 grams as against 60 grams for the average of the strongest 
ten. Measured on full-twist yarn of good quality, 06s count, spun from pure line No. 05. 
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The practical importance of such decipherment, as well as 
the theoretical interest, led me to devote a long time to the 
attempt to analyse these variations of diameter in ordinary 
yarn, hut without success. Though there is reason to assume 
a fundamental identity in the drafting waves generated upon 
any given sample of cotton by all the machines, yet it is sufficiently 
distorted to make such a direct attack upon the problem hopeless. 
The mass of measurements needed was so great as to require the 
preliminary invention of a special calculating machine before 
they could be. studied adequately for the detection of periodicities 
in the occurrence of these waves, no existing technique of com- 
putation being speedy enough. For a thousand measurements 
it was possible to employ the usual JVriodogram calculation, 1 
but in order to test out and compare all the Thirteen Samples 
we needed many thousands on every one of them. The limited 
sampling of one yarn which 1 was .able to effect by the Period o- 
gram had shown definitely that the yarn diameter varied 
periodically within the few feet of yarn thus examined. When 
my invention of the ‘ Harp ” (p. 3r»S) made adequate sampling 
possible, the true' state of affairs was seen to be much more 
complex. 

Periodic variations certainly existed, but in excess. The 
length of the waves was so variable that some could be detected 
at all lengths between 1 mm. and half a metre in the same yarn; 
thus the mule waves and frame waves seemed hopelessly tangled 
together. Discrimination between these various lengths of waves 
with respect to their amplitude and their form, and the analysis 
of that form into harmonics, presented a colossal task, even 
though our rough calculation could be done at a hundred times 
the usual speed. Thus, while it was not at all impossible to 
push forward the accumulation of facts, it was evidently more 
reasonable to shelve the direct observations, and to return to 
experim on tn 1 m cth yds. 

Meanwhile the most striking fact observed was that the 
periodicities displayed were heavily “ damped.” Two or Jhreo 
periods might be found coexistent, in one part of a strand of 
yarn, while in an adjacent part it would be found that one or 
more of these* would fade away, to reappear later, or to be replaced 
by a new period. The position of the problem is not now so 
1 WhitUikor, K. T. f Edinburgh Math . Tracts , 1915. 
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hopelessly involved as it seemed to be when these observational 
studies were closed down, but I would admit quite frankly that 
although these observations showed the Drafting Waves to con- 
stitute a very real genus of phenomena, yet my knowledge of 
any specific drafting wave is too vague to merit discussion. 
When we come to consider their bearing upon the strength of 
yarn (p. 203) we shall be obliged to deal with their average 
expression instead of analysed details. 

Nevertheless it can be clearly seen that no problem of textile 
technology can compare in practical importance, in theoretical 
interest, nor in unique peculiarities with this of the wave-forms, 
which are inevitably produced in the act of drafting by Wyatt’s 
rollers. 


Ex r ETt ) M KS T \ L E V 1 1 > E NO E 

The experimental study of drafting happens to be reduced 
to very simple terms in the design of the Sorter (p. 301). This 
instrument operates by distributing a tuft of hairs which lias 
been previously withdrawn from the sliver; the act of with- 
drawing this tuft is effectively the same as the taking of an 
instantaneous section through the ordinary time-sequence of the 
drafting process. The delivery rollers of the Sorter correspond 
to the front pair in a set of drafting rollers; the purpose of the 
Sorter makes it necessary that all the hairs in any one tuft shall 
be so gripped by these' rollers that all their front ends are in 
alignment, and that they shall lx*, withdrawn from the sliver 
without displacing any contiguous hairs whose turn to be gripped 
has not yet arrived. If any hair is thus displaced prematurely, 
it will be deposited on the collector in an erroneous position, 
which will ascribe to it a different length from that which it 
really possesses. Thus it is easy to measure the exact magnitude 
of this “Hair-displacement Error'’ bv comparing the actual 
length of individual hairs with their nominal length as indicated 
by their position on the calibrated collector. 

This Hair-displacement Error was the only serious obstacle 
to a satisfactory design of the Sorter, and although if was 
eventually reduced to insignificance, I never succeeded in abolish- 
ing it entirely. Rut if this unintentional displacement of a few' 
hairs could not be entirely abolished, even by specialised drafting 
arrangements, it was evidently a very common event in ordinary 
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drafting, and several consequences fellow from this, as will 
presently be seen. 

1 have already mentioned that the formation of drafting 
waves is commonly ascribed to imperfections which are no longer 
common in good drafting practice. My earliest experiments 
tested this by providing exaggerated defects in the rollers, such 
as a few steel rods fastened into odd flutes of the bottom front 
roller. Drafting nevertheless proceeded smoothly, the drafting 
waves remaining independent of these artificial irregularities^ 
Helical and double helical flutes of varying pitch were also\ 
employed, to give conversely a smoother action than the usual \ 
parallel flutes, while by exaggerating the helix still further i \ 
obtained again a discontinuous nip which traversed the sliver 
from side to side. Smooth rollers of various materials, and 
grooved ones of various patterns, have also been compared. 
None of these modifications makes any fundamental change in 
the drafting waves when compared with the usual arrangement. 

Attention was then turned from the withdrawal of the hairs 
to the method of their retention, and the methods of supporting 
the sliver were varied in order to reduce the Hair-displacement 
Error in parallel with work on the Sorter. The importance of 
using the sliver itself as the supporting matrix for the hairs was 
early seen, and from this there followed the logical conclusion 
that the sliver should be kept under control until the* very nip 
itself of the front roller was reached. Later experiments showed 
that the relation between the accuracy of drafting and the 
length of unsupported sliver was so important that as much 
additional advantage appeared to be obtained by reducing the 
gap from four to tw ; o millimetres as by reducing it from an inch 
to half an inch. It has already been noted (p. 12r>). while con- 
sidering current practice, that, the use of rollers makes it im- 
possible to reduce this gap to sufficiently small proportions, 
but the convenience of rollers is so great that l tried many modifi- 
cations of their arrangement ; such as a belt pressing on a large 
roller, or a grid of very small rollers through which the sliver 
took a serpentine path. 

Presently it became (dear that if the support of the sliver 
matrix were made adequately firm to pro vent hair-displacement, 
it was no longer possible to draft the sliver in the ordinary w T ay ; 
tiie force required to withdraw a large proportion of the hairs — 
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a fifth to a twelfth of them in ordinary drafting — was quite 
prohibitive, demanding a firmer grip than the rollers could 
practicably obtain on the sliver. It was still feasible, neverthe- 
less, to effect the drafting if this force were reduced by reducing 
the number of hairs to be shifted ; in other words, by increasing 
the draft. Thus it became apparent that one way of improving 
drafting could be found, strangely enough, by making it more 
difficult; drafts of 200 were actually easier to effect than the 
ordinary high drafts. Such improvements as those of Casablanca 
and Jenninck are already know n as “ high-draft systems/’ because 
■they enable drafts of 30 to he used, with the consequent elimina- 
tion of a H y -frame from the preparation machinery. Consequently 
it is perhaps advisable to describe drafts of the order of 200 as 
“ super-drafts/' to avoid confusion. Such super-drafts eliminate 
not one fly -frame or two, but all of them ; the sliver of the finishing 
draw-frame is pulled dow n into yarn at a single operation. 

When the speed of the delivery rollers exceeds that of the 
feed rollers by such amounts as are necessary in these super- 
drafts, the feed of the 1 sliver itself must he under micrometric 
control, moving forward hair by hair. So far as the mechanism 
is concerned there is no insuperable difficulty in providing this, 
but to ensure that this mechanical drive shall be transmitted to 
the front end of the sliver, so as to feed the front end of each 
hair into the delivery nip in its due and proper turn, is much 
less easy; the sliver is a soft and springy substance. Jt seemed 
to me initially that success must be impossible unless rollers w r ere 
discarded altogether for reciprocating nippers, or the like, because 
certain considerations which are not unimportant in ordinary 
drafting become very serious in super-drafts. It will illustrate 
some of the weaknesses of ordinary drafting, which can be watched 
fairly well on kinematographic photographs, if some of these are 
mentioned. 

Thus, there is i^o possibility of a regular hair-by-hair feed 
unless each hair is straight, and lies at right angles to the nip 
of the front roller. This at once eliminates the employment of 
roving twists; anv hair which is anchored on one side of the 
sliver hut is w ithdrawn on the other side will disturb the arrange- 
ment of its neighbours. It is also imperative to keep a “ straight 
line nip,” so that the axis of the sliver is tangential to all the 
rollers; such devices as the serpentine sliver path which J used 
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in the Sledge Sorter are thereby excluded, because a hair under 
tension can press down into the body of the sliver, thus altering 
the effective length of the sliver and causing its front end to over- 
run its true position. The ideal arrangement of the sliver matrix 
is therefore such as would be provided by a finishing draw-frame 
sliver compressed between two flat plates into a thin layer, with 
the front edge of these plates inserted as far as possible into the 
nip of the delivery rollers. The thinner the layer, the less tfie 
relative number of hairs which will lie on the margins, whete 
the lack of support on one side makes conditions different from 
those obtaining in the rest of the sliver. \ 

One of my colleagues 1 tried the plate method of compacting 
the sliver, in ignorance of its use for ordinary drafts in Jenny’s 
patent. We found to my surprise that a steady feed of sliver 
was actually obtainable between two such plates when super- 
drafts were used, the top plate being moderately weighted. 
The reason for this became apparent when we realised that the 
force required to withdraw’ the hairs in front was sufficient to 
keep the sliver stretched taut between the front and back pairs 
of rollers: meanwhile the compression of the plates prevented 
it from springing back much during momentary easements of this 
tension. Thus the back rollers served merely to release the 
sliver at the determined speed, and not to push it forward. 

This experimental draw-box was built with half-inch rollers 
and provided with a spindle for making its drafted sliver into 
yarn. Thus arranged on the laboratory bench, and fed with 
draw -frame sliver, it not only worked but worked well, producing 
several hanks of yarn with reasonable steadiness at ordinary 
average mule speeds of production. The strength of the yarn 
came within 10% of the normal mill strength for the cotton 
employed, in a count, of 100s, which was produced by a draft 
of 200 direct from the finishing draw-frame sliver. The hairs 
from such a sliver emerge over a front too yidc to let them be 
spun in the ordinary way, so that a pair of vertical collecting 
rollej-s had to be placed in front of the deli very rollers, simply to 
sweep the fringe 1 of hairs together to one point, so that the twist 
could gather them in. The variation of count over long lengths 
disappeared entirely, in consequence of the uniformity of the 
much-laminated draw-frame sliver, but short drafting waves 

1 Mr. l<\ Hutchins. 



VIII 


DRAFTING 


139 




140 


STUDIES OF QUALITY IN COTTON 


OH. 


were still generated ; these latter were only a few centimetres 
long. Thus it was shown that while the plate feed was good 
enough to enable unprecedented drafts to be employed, thus 
enabling tin 1 great uniformity of iinishiiig-dra\v -frame sliver to 
be utilised, yet it was not competent to keep perfect control of 
the hairs and so to eliminate, the drafting wave entirely. 

The persistence of simpler drafting waves in this super-draft 
yarn was no doubt in part due to imperfect packing of the sliver 
under the light pressure of the self- weigh ted plate; also to the 
longitudinal elasticity of the cotton hairs, which would still be 
exhibited in a sliver, even if it were packed perfectly solid. To 
eliminate 4 the alternation of over run w ith deficiency, which this\ 
latter cause would produce, we should have to reduce the gap 
between feed and delivery to really* small dimensions. In the 
arrangement here described this gap was nominally that Inter- 
vening between the front edge of the plates and the nip of the 
delivery rollers ; actually it w as much greater, because the definite 
grip of th«' feed upon the sliver matrix was situated behind the 
plates: thus the longitudinal elasticity of the hairs could come 
into play over a distance of several millimetres, or even over the 
whole length of a hair. Means for securing this really short gap 
are available to the hand-spinner by the use of linger and thumb. 

Now it happens that such comparatively simple waves as 
were shown by this super-drafted yarn can bo produced easily 
w ith the Sledge 4 Sorter, though the serpentine sliver-path employed 
in this instrument allows the waves to be more emphatic than 
would be the ease Avith a plate feed. To demonstrate them the 
Sorter is operated in the, usual way. but instead of being rolled 
along the collecting plush after each tuft of hail s has been gripped, 
the instrument is held oil the plush while its driving wheels are 
rotated by hand ; each tuft withdrawn can thus be deposited in 
a separate place. On weighing a succession of such tufts indi- 
vidually it is found that their weight passes through a series of 
cyclic changes, rising and falling in a pseudo-periodic fashion. 
Agaiia it is difficult to reduet 4 this qualitative demonstration to 
exact measurement, but it is (dear that v\e an- examining instan- 
taneous time -sections through the generation of drafting waves. 

Following upon this demonstration it seemed likely that 
discontinuous drafting might lx 4 practicable, with the advantage 
of making time and space available for the introduction of sliver- 
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controlling devices. This was easily tested by adapting an 
ordinary Sorter to serve as a draw-frame. The delivery rollers 
were rotated continuously, delivering drafted sliver which a 
spindle compacted into yarn. The feed -box was worked inter- 
mittently, being pushed up to tin delivery roller nip at regular 
intervals, which corresponded to each half-inch of yarn pro- 
duced. Thus this yarn was built up from a succession of over- 
lapping piecings, each piece representing one tuft of hairs. Far 
from showing any wave at half inch intervals, these piecings 
w r ere almost invisible, but the usual drafting waves ran on in 
just the same way as usual, disregarding the piecings entirely. 
This experiment linalh proved that the drafting wave was 
entirely independent of elementary mechanical causes, so that 
it must be ascribed to the cotton itself. 

Various experimental devices wen* tried afterwards, tending 
to return more and more to the action of the hand-spinner. 
The simple feed through the plates was modi lied by using much 
more pressure on the* plate, but relieving the pressure inter- 
mittently. in conjunction with an intermittent advance of the 
feed. 1 Such designs have still to lu* fully tried out experi- 
mentally. but it is evidently very doubtful whether any complete 
solution can he reached until the actual controlling grip of the 
sliver is carried within a millimetre of the delivery nip. The 
only simple* arrangement which would permit of this is obtained 
by substituting “doctor knives” for one roller of each pair; 
1 have previously mentioned this as a fantastic suggestion (p. 1 2f>) ; 
it should now be evident that it is not merely fantastic. 

We have quickly traversed the ground covered by a variety 
of preliminary experiments, and their general significance is 
probably clear enough for the purpose of this book. It must be 
emphasised, however, that they are all qualitative experiments; 
they are sufficient to show' the trend of the facts, insufficient to 
measure those facts exactly. Progress in the study of drafting 
will continue to he slow' until the construction of the drafting 
wave is understood analytically, so that the effects of such 
experiments can be expressed in terms of lengths and amplitudes 
of the waves. There are also possibilities of useful experiment 
in detailed study of the performance of individual hairs during 
the actual drafting; one apparatus which has not yet been 
1 W. L. Bulls and h\ lluti hins. Hug. But., 217,2»t>, 1023. 
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worked was so constructed as to measure the momentary varia- 
tions in pull between two pairs of rollers, while simultaneously 
collecting each hair for subsequent examination. 

In any case, the reader should now' be in a position to follow 
the broad qualitative implications of the observations and experi- 
ments, as also to appreciate the w r ay in which drafting can exercise 
a quantitative influence? on the structure and strength of yaryi. 
Nevertheless, in order to evaluate the variation of the influence 
from one sample of cotton to another, we shall only be able lip 
measure the final result produced by drafting variations upon 
yarn irregularity (p. 20.‘{) ; the intermediate stages are as yel\ 
obscure. \ 

Qualitalire Features of Draft huj.— It will no doubt have been 
noticed bv the reader that in the course of this chapter the 
point of view has been slowly shifted from the older one — which 
regarded the sliver as a plastic and homogeneous substance, 
moving like a viscous fluid — towards my view of the sliver as a 
particulate structure, with hairs for particles. Remembering 
that we already know these particles to be very various, so that 
the sliver is not even homogeneous, we may with advantage 
consider their unusual shape. 

The manipulation of the particles in the act of drafting may 
be described as an attempt to slide any one of them into a pre- 
determined position, without disturbing the position of any of 
its neighbours. Their shape is by no means well adapted for 
such treatment. As viewed along the axis of the sliver, they 
approximate to points; in side view' they approximate to lines, 
and we have already noted that the length of the line ” is 
about tw ; o thousand times the diameter of the “ point.” The 
study of the relative movements of such elongated particles is 
somewhat peculiar to the textile industries; on the analogy of 
the word “ aerodynamics ” J have elsewhere suggested 1 that this 
study is sufficiently peculiar to be entitled V tricliody mimics. : ” 
At any rate, it raises some very curious problems. Indeed, 
the whole of textile technology might be described as an 
approximation to the use of one-dimensional units to build up 
two-dimensional fabrics, which arc to be used for enveloping 
three-dimensional bodies, such as ourselves. 

These hair units offer very little head-resistance to displace- 
1 Nature, 1921 . 
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ment, so long as they are perfectly straight and are aligned along 
the exact direction of that displacement. In proportion to the 
deviation from such rectilinear form and movement, so the 
lateral resistance rises exceedingly quickly, because the friction 
of the immense lateral surface of the hair becomes increasingly 
implicated. The friction may become such that the particular 
hair unit is unable to slip any further; or if it continue to move 
it may carry other hairs with it, thus forming a clot. But since 
the hairs in this clot are dragged forward prematurely, an empty 
space must follow it. When the feed rollers bring this empty 
space along, the delivery rollers have no material given them to 
be delivered ; at least, they will sillier a dellc.it of material. Thus 
the clot is followed by a thin place. But if the drafting process 
in any wav depends upon the hairs to drag one another forward 
— as in ordinary drafting- -this thin place will not bring its due 
quota of such hairs; those latter will accumulate until another 
thick place is produced. So the original disturbance will tend to 
die out, not in one single oscillation of thick place with thin, 
but in a scries of such oscillations, gradually dying out, or being 
tk damped ” (p. 133). Mere consideration of the form of the 
hair units thus indicates that such a succession of thick and 
thin places, or drafting waves, is an inevitable consequence of 
the form of the hair units when passing through Wyatt's rollers, 
and in any drafting system w here the movement of each individual 
hair is not definitely regulated. 

Considering this mutual interference of liair with hair still 
further, we see that the Hair-displacement Error which can so 
easily be observed in the Sorter is merely the extreme ease of a 
phenomenon which must be operative at all moments upon every 
hair during the act of drafting, so long as the hairs can touch one 
another while they arc moving relatively to one another. Thus 
no amount of care in the preparation of the sliver can eliminate 
the drafting wave entirely ; even if an ideal sliver were prepared, 
it would merely avoid accidental disturbances, but the funda- 
mental wave-making phenomenon would continue; even with 
complete control of every liair in such a sliver it would still exist, 
though damped down to vibrations of microscopic length and 
amplitude. This is, of course, no argument for not making tlie 
best sliver possible; quite tlie reverse. 

Eliminating the fortuitous disturbances, we can obtain a 
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rough analogy with the ideal sliver whose properties underlie 
any accidental happenings, if we play by hand with a heap of 
rigid steel sewing needles. If these art' magnetised, so that they 
cling together, similar clots will form when we try to draft them. 
The factors controlling this tendency to clot, and so to form a 
drafting wave, are fairly evident in this analogy. The cause 
may be described as the “ Nlippcrincss " of the needle, or hair; 
this slipperiness is itself a compound, built up of the coefficient of 
friction between! hair surface and hair-surface, and of ail unknow^i 
amount of mechanical interlocking of the convoluted surfaced 
together with the total effective amount of that surface on the 
average hair. The word effective " is important, for it may\ 
well be Hit' case that the friction is often between the crests of 1 
convolutions onl\. The hair-surface again is compound, depend- 
ing almost directly upon the length, and also directly upon the 
“ square of the* (imaginary) radius," which we have seen to be 
much t ho same as the weight of the hair (('hap. IV). 

Remembering that we are dealing with fixed weights of 
cotton when working to any given count of yarn, it will he noticed 
that the hair-surface increases exponentially as the liner hairs are 
used; the total mechanical resistance to drafting also rises 
rapidly with line cottons. The mechanical resistance of the 
individual liair would seem to be less, however, and it is not in 
contact with any more neighbours than in a coarse sample ; there- 
fore, the chances of any particular distribution being attained, 
or, in other words, that a drafting w ave of some particular length 
and amplitude will he formed, is a problem in the chance dis- 
tribution of individual particles. Consequently, if the drafting 
wave is expressed in terms of numbers of hairs, the fine cotton 
should give the same frequency distribution as the coarsest; 
other things, such as hair slipperiness, being equal. Jbit as 
there are many more hairs in any given count of yarn when the 
fine cotton is used, the same number-amplitude of the drafting 
wave will result in a smaller diameter-amplitude. 

The effect of hair Fineness upon drafting is thus double- 
edged. It makes the individual iiair more slippery for physical 
reasons, while it decreases the amplitude of the drafting wave for 
statistical reasons. The effect of hair Length upon drafting 
would seem to be necessarily much less important; increased 
length decreases the number of hairs in cross-section, besides 



VIII 


DRAFTING 


145 


decreasing the “ slipperiness 99 by increasing the surface of each 
hair. These changes would actually militate against good draft- 
ing, but there is more than compensation in the additional 
overlap of hair on hair. Much of the advantage attributed to 
length as such is in reality due to a non-essential association 
between length and fineness, with which the next chapter will 
deal more fully (p. 140). 

The clot-forming tendency of cotton is thus mainly controlled 
by hair slipperiness; an arbitrary comparative method for 
measuring this has already been described, by measuring the 
breaking load of untwisted roving (p. 70). in addition, it was 
noted iu the preceding section of this chapter (p. 140) that the 
elasticity of the hair must also be implicated, so long as the gap 
between feed and delivery is of appreciable length ; a springy 
length of sliver will be liable to over-run its assigned feed, spring- 
ing back again afterwards to an extent which will be directly 
proportional to its free length. 

When the drafting waves art 1 eventually analysed, they may 
therefore be expected to show a very complex structure, such as 
my observations have already indicated. The waves should be 
expected to record purely fortuitous disturbances, due to im- 
perfect preparation of the sliver leaving knots, neps, and crossed 
hairs therein ; and also to consist fundamentally, beneath these, 
of periodic, disturbances inherent in the kind of cotton employed. 

The fortuitous disturbances may be exemplified by such 
extreme events as the presence of a tangled nep, or of a stiff jute 
fibre, in the sli\er. The former would start a series of waves by 
dragging forward too many hairs, the latter by not bringing 
enough ; such a disturbance would begin as a shapeless hump 
or hollow, which would set up a series of more definite waves 
behind it. these being rapidly dumped and fading eventually 
into the underlying fundamental waves. 

Though tlu? fundamental wave forms may as yet be difficult 
to analyse, yet in*my estimation then* can be no doubt as to 
their real existence. We shall see later that when different 
samples of cotton arc spun simultaneously, the distribution of 
weak places in them can be quite dissimilar (Chap. X 1 1 1 ) and 
that most of this distribution can only be ascribed to dissimilarities 
in the actual numbers of hairs left in tin* trough of the " average 
drafting wave/’ We have seen indications that the amplitude 
L 
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of the wave may vary in different thicknesses of sliver, while its 
length remains constant (p. 130), which would now seem to be 
quite probable ; if so, the length of the drafting wave would be 
a fundamental constant for a given sample. Undoubtedly this 
length will alter with the environmental conditions of the draft- 
ing, because it depends on the liair slipperiness, which will vary 
with tln ¥ rigidity and the electrical c harge of the hair, and with 
the condition of its waxy surface, which are all affected by the 
environmental humidity and temperature. Given a defined 
environment and one particular cotton, the amplitude of thoi 
wave might vary though its length was fixed. Tn this connection 
it should be noted that tin* mean amplitude of the wave across 
a wide comber lap is practically zero, because thick and thin 
places are formed locally at the same instant; not until thin 
slivers are reached does any disturbance take effect over the 
whole width of the sliver at once, as in the final draft at the 
spinning machine. It is for this reason that the Machines were 
discussed in an inverted order. 

There is evidently no hope of attaining to perfect drafting 
unless the movements of each individual hair arc' precisely con- 
trolled. Conversely, there is every prospect of improvement in 
yarn quality if such control can be substituted for the chance 
distributions given by Wyatt's rollers. The spinner is already 
in possession of a sliver which is very near perfection, from the 
finishing draw -frame ; it only remains to deal out from it each 
hair in its proper order, instead of setting up confused disturbances 
as at present. Whether this can he done by rollers, or whether 
the electrification trouble will have to he harnessed for the 
purpose of separating the hairs completely, only the future can 
decide. However it may he done, super-drafts will be necessary. 

In spite of my present inability to analyse the drafting wave 
itself in quantitative terms, the utilitarian result of the studies 
outlined in this chapter is not altogether unsatisfactory. The 
primary function of drafting has been picked out from among 
its more assertive companions in the spinning mill, and its hasal 
significance recognised. The principal responsibility for drafting 
defects has been traced to the cotton itself, putting the machines 
into their proper places as accessories. The possibility of spinning 
with drafts as big as 200-fold has been demonstrated, and the 
practical perfection of the finishing draw-frame sliver has thereby 
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been confirmed. The problems of drafting thus take upon them- 
selves a very different appearance from that shown in the quotation 
from which wc started on p. 8 1 . 

While it is sufficient for my present purpose in this book to 
show reasonable cause for finding — as we shall Inter find — that 
there are specific peculiarities from yarn to yarn with respect 
to the distribution of weak links, yet I hope this chapter may 
serve a secondary purpose by leading other students to under- 
take the quantitative study of an interesting industrial, experi- 
mental. and statistical problem. 
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THE lMUMHTT OF SOKTEI) COTTON 

It is not easy to weave one's material into an orderly arrange 
men! when an intricate subject is being developed, as in these 
pages. Sometimes it is even advisable, after the material has 
been sorted, to introduce some of the threads prematurely in 
order to advise the reader that they vs ill bo more conspicuous at 
a later stage. Thus T have anticipated some of the material 
which otherwise would lind its place in the present chapter, if 
this were an isolated essay about the influence of hair length on 
yarn properties. 

Of such material is the grading of length (p. 10), and the 
analysis of length variation within a sample (p. 4S); the relation 
of length to drafting (p. 144), and the Hair-displacement Error 
in its relation to the general purpose of the Sorter (p. 130); the 
good spinning of my short-staple pure line No. 0f>, and the poor 
spinning of No. Ill (p. 9), which had an exceptionally uniform 
length ; the low efficiency of the comber (p. 1 10) as a length 
sorter also comes into the story, because its improving effect on 
yarn has been incorrectly attributed to such sorting. These are 
all relevant to the subject of this chapter; it is necessary to 
emphasise that relevance because the conclusions reached herein 
will he found heterodox, so that if they were to he read without 
reference to the general context, a misleading impression might 
he produced. 

In outline the position is this : — All through the past history 
of cotton-spinning it has never been possible to make a direct 
comparison between two samples of cotton which differed solely 
in respect of their length alone. Always it has been the case 
that other differences have been implicated, usually such as 
could not be definitely evaluated. Several years after the Sorter 
was first invented it became possible to realise the aspiration 
which that invention had set, from the very beginning, before 
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Mr. McConncl and myself ; samples of length -sorted cotton were 
prepared in bulk sufficient for their use 1 in spinning tests. The 
results of those tests show that when samples thus differ in no 
other character than that of length, the advantages obtained by 
the long samples are not at all striking. Thus, while length- 
sorting has been shown to be practicable, its practical utility 
appears now to be very dubious. 

But this result would seem at lirst sight to be contrary to 
common -sense, seeing that length provides the primary classi- 
fication of cotton on the world’s markets. It will be found less 
improbable when if- is realised that there is commonly a non- 
essential association of length with other advantageous char- 
acters. If the general result is as correct as 1 have reason to 
think it to be, it is of some importance by indicating that other 
accepted opinions about cotton-spinning may also la* true in 
particular cases, and yet not be absolute and unavoidable verities. 
More directly, the experiments recorded are of use in my thesis 
by throwing further light on the yarn-cotton relationship. To 
use them for this purpose it will be necessary to anticipate a 
later discussion of yarn strength when citing the strength of the 
yarn produced; this may perhaps be excused, because the yarns 
cited are built from hairs which are identical in every respect 
except their length. 

The f sun I Association of Length frith other Characteristics .- — 
1 owe to a colleague 1 the idea of searching through our existing 
records in order to pick out five samples of cotton which most 
nearly resembled live experimental samples sorted out of one 
cotton, so far as their hair-length frequency-distribution was 
concerned. The five world's cottons thus selected provided a 
most striking example of the way in which length must unavoid- 
ably be associated, in everyday spinning, with other characters 
which bolster up its reputation. 

The samples iy question were a Burmese, a short-staple 
Upland, a long-staple Upland, a Sakel, and some commercial 
St. Vincent Sea Island. It will be noticed that those represent 
species of cotton, approximately (1. herhareum. hirsntmn , pern- 
viantnn, and barbadetise , and cover the whole range of the w orld’s 
crops. When they were compart'd amongst themselves for 
characters other than length it was found that the ribbon width, 

1 Miss K. ljanignn. 
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wall thickness, and gross hair strength all decreased through 
the series of five as the hair length increased. Conversely, the 
hair strength per equal weight of hair increased together with, the 
length, being roughly twice as strong in the St. Vincent as in the 
Burmese. 

These five samples merely demonstrated the well-known fact 
that short cottons are usually coarser than long ones, though the 
demonstration was particularly clear. But it must now be 
emphasised that this connection is merely usual, not. absolute. 
For instance, within the Egyptian group we may have a short 
cotton like No. 115 which is liner than a much longer cotton 
such as No. 77. Thus although then* is a general tendency to 
correlation between length and fineness throughout the genus 
Gossi/pi tint . that correlation may bo partly broken down in 
particular cases by the plant-breeder ((’hap. XV). 

A parallel ease has already been noted in the variation of 
hair length on single seeds, producing sorter curves which are 
characteristic for each variety, although the sorter curve has a 
typical form for all kinds of cotton. So in the relation between 
length and fineness, the biology of growth seems to demand that, 
on the average of all kinds of cotton, the length of the cell shall 
only be developed at the expense of its sturdiness; though the 
reverse is true of individual seeds. Thus a mental association 
has grown up which is false in particular eases, though true in 
broad outline. Fine but short cottons have been discarded by 
the plant-breeder, though they may have been more valuable 
than accepted long ones. 

To separate the length-characteristic from other hair properties 


Vic;. ,‘14.“ Thu non-essential association of length with other diameters of 
tho liuir. 

Vivo sample's wore chosen from the cottons of the world, because their hair- 
length distributions nuist Hourly resembled those distributions in the the samples 
fraetiona ted from Sake! by the sorting machine. 

The hair tests made on these five pairs of samples are plotted in this diagram, 
with the longest pair on the left, the shortest- pair on the right. The tests on 
tho sorted Sukel are shown as dotted linos and are practically constant through 
all five. The continuous lines show that the live work! cottons have their differ- 
ences in length associated with similar differences in all their oilier characters. 
As tho length decreases thero is an increase in ribbon width, wall thickness (and 
cross-section), hair weight, mid hair break, while the “strength per equivalent 
weight,” or Intrinsic Strength, falls oil enormously. 

Logarithmic ordinates are used, so that the slope of each curve expresses 
the percentage change of the character from sample to sample. 
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has never been possible in the past. Even separate pickings of 
different lengths, taken at different times from the same plants, 
would also differ in other respects, as 1 showed statistically in 
Raw Collon . To draw a sharp boundary between the effects 
due to length, and those due to other characters, became possible 
only with the invention of the Sorter. 


MAriiiNH-soKTun Sam runs 

It is unnecessary to devote any space lien* to description of 
the length-sorting device, beyond tin* references already made to 
the Sledge Sorter, and those in the preceding chapter. With the 
additional information available in the 1 Appendix it will suffice to 
note that a larger machine was eventually constructed, and two 
sets of samples of five different lengths wore sorted out from 
some Sakel cotton, seven years after the original invention, and 
three years after the workshops of the Experimental Department 
had been created. 

The composition of these sain] lies can lx* compared with those 
of the five world -cottons just described. The contrast is 
emphatic, because these sorted samples are identical in their 
average ribbon width, wall thickness, hair weight, and hair 
strength. They were also identical with one another in respect 
to their preparation history, hut their comparison with control 
samples of combed and carded preparation winch had not been 
sorted is less exact, since these had not undergone the additional 
disentanglement which the Sorter (‘Heels as an accessory to its 
primary function ; internal evidence show's that the difference is 
not serious. 

Comber laps of the original Sakel cotton were six-folded and 
re-drafted on the ribbon lap machine. The resulting lap was 
then fractionated on the Machine Sorter, which was set to collect 
six separate groups of staple length. No. I group consisted of 
neps.and displaced hairs; Nos. 2 to 0 were those subjected to 
test. On re-sorting these live fractions with the Sledge Sorter 
they showed the following length characteristics in inches; the 
mean, or average, needs no explanation ; the modal length may 
also be described as the most abundant length ; the third figure 
is more or Jess similar to “ staple/’ 
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While the yarns made from those samples wore being studied, 
the mechanical problem was allowed to lie fallow, but neither 
the study of these particular yarns nor the mechanical evolution 
of the sort ini' machine is as yet complete. J have, however, 
seen enough to have no doubt that length-sorting is a, practicable 
addition to the resource's of the spinning mill, if it should be 
found worth while. At the present stage of uncertainty in this 
latter respect it is most interesting to look back to the early days 
of this work, when Mr. McConncl and 1 were united in scepticism 
as to the commercial value of length-sorting, but were convinced 
of its practicability, whereas flu* general opinion was opposite 
in both respects. 

Our present interest is in following the spinning tests of those 
five samples, bearing in mind that they air unique in the history 
of cotton-spinning, for although they ranged from staple of 
less than an inch to staple of an inch and three-quarters, there 
was no other difference between them. We have thus the first 
opportunity ever available for finding out what length of staple 
by itself does really mean to the cotton-spinner. 

Spinning Tests of Length-sorted ('niton.- - It will be realised 
that the comparison of samples which differ in length must 
present many difficulties. The count, of yarn must he brought 
into the experiment, for a short cotton cannot be pushed up to 
such a fine count* as a long one. The twist might also he 
implicated under souk 1 conditions, for the smaller surface of «l 
short hair could be made to give the same total adhesion to its 
neighbours as that of a long hair if tighter twist were list'd for it. 
Fortunately this is not a serious experimental error if we work 
with full-twist yarns, near the optimum relation between twist 
and yarn strength ; the data here given are confined to sueli yarns. 

The roller settings must be different for each sample, as well 
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as in each machine ; an exhaustive search for optimum settings 
by using all likely variations of setting in each machine would 
involve thousands of spinnings and hundreds of thousands, of 
yarn tests. Fortunately, as has already been shown (p. 128), 
the importance of correct settings increases rapidly as the roving 
becomes liner, so that this search by actual spinning of yarn 
may be confined to the roller settings of the spinning machine; 
the setting of the earlier machines is dealt with by trial runs and 
visual comparison of the slivers or rovings produced, until an 
optimum setting has been estimated. 

The control samples of unsorted cotton were necessarily put 
through every roller setting employed. Thus the combed control 
went through the ring-frame at a setting of ‘ ,1", as also at 
jJl", and at all the intermediate one-sixteenth stages. When 
its behaviour came to be tabulated it was found that all these 
variations of setting made no difference in the strength of the 
00s yarn produced, while in liner counts the effects were still 
below expectation. This is an interesting side-light on the 
importance of roller setting when working, as in this ease, with 
a fairly light self weighted top middle roller ; it should be remem- 
bered, however, that in 00s we were spinning a line cotton far 
below its upper limit. 

Yarn Strength. —Many other points of similar technical interest 
were encountered in the course of these spinnings, but the purpose 
of this book will bo served sufficiently bv confining our attention 
to the strength of the 00s ring yarn, and attempting to analyse 
the cause of the strength differences there found to exist between 
the five sorted samples. Snell differences cannot be caused by 
differences in hair strength, fineness, or surface properties, since 
all the samples are identical in these respects. This reduces the 
possible causes of difference either to the adhesion of hair to 
hair in the twisted yarn or to differences in the arrangement of 
the hairs during drafting. The former is not very probable, 
since wo are confining our attention to full twists, and it will be 
shown that nearly all the differences found can be* accounted for 
•by differences in the occurrence of thin places. This chapter 
thus follows naturally upon the prior discussion of drafting. 

It is necessary to beg the question of the meaning of statistical 
statements of yarn “strength” until Chap. XL1 is reached. 
For the moment it is sufficient to state that the following ligures 
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are comparable amongst themselves, and that they show the 
relative strengths obtained when long lengths of yarn are tested, 
wherein the frequency of occurrence of weak places has ample 
opportunity to display its effects ; the test- is the standard lea 
test employed throughout the industry. 
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On reading the three last columns vertically it will be seen 
that the relation between strength and length keeps nearest to 
constancy if the length is expressed as the modal value. The 
figures in the column for mean length rise steadily; those in the 
last column, which corresponds roughly to staple length, fall and 
rise again. It would therefore appear to be indicated — so far 
as a few figures can be trusted -that the important length of 
hair is the length which is most commonly found in the sample. 
This would seem to he a reasonable conclusion : if it is eventually 
confirmed, it has a practical bearing on the grading of cotton 
((•hap. 1). where the modal length cannot ho estimated bv hand 
and eye. Here again it is true oil the average*, of llu* world’s 
cottons that the mode, mean, and staple* lengths will be inter- 
related, but this relation must vary from sample to sample. 

More important and more definite is the fact brought out by 
this table that the ratio of yarn strength to length of hair is 
practically constant; almost exactly so whqn the modal length 
is used. Expressing this in a different way - the lea strength 
of yarn in full twist is directly proportional to the modal length 
of tfie hair composing it. 

But the limits of range* of the world’s cottons are approximately 
1" and as regards their modal length; thus the maximum 
possible effect of hair length, as sack, is restricted within narrow 
limits; the longest cottons grown will make yarn which is three 
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times as strong as the shortest cottons which it is worth while to 
cultivate. This conclusion, it must he repealed, applies only to 
the isolated effect of length, and only when both are spun \vcll 
within their limit of count. Such a difference of three to one is 
trivial in comparison with the differences which variations in 
fineness can produce. Within the same group of American 
cottons it would be easy for comparatively small differences in 
fineness to swamp out the advantage which an extra one-eighth 
of staple length can give; this advantage, il‘ proportional to the 
modal length, only amounts to some ff n ,, in the yarn strength. 
It will be seen that this does actually happen when we come to 
discuss the Thirteen Samples in Chap. XIII. 

The absolute strengths obtained in these spinnings were in 
themselves a testimonial to the skill with which inv colleagues 
conducted these tests. The strength of No. (> sample was by far 
the highest break lor whic h I ha\c any record from any source, 
whether experimental or in commercial practice. This was not 
entirely due to the sorting, for the* combed control had a strength 
which was itself abnormally high, while that of the carded 
control only' fell to a good normal value' for combed preparation. 

It is the general opinion of cot ton -spinners that greater 
uniformity of length is ad\ antageous, though it has been shown 
in a previous chapter that the exceptional uniformity of No. 1 11 
pure line' did not confer advantages upon it; my earlier hook. 
Raw ( 1 oil on , made this its main thesis from the grower's side. 
It is difficult to test this opinion from the data here available. 
The modal length of the combed control sample should have 
given a strength of about 1014 rather than 100, as compared 
with Nos. 5 and (>. This would indicate that the greater 
uniformity of length in the latter samples was actually advan- 
tageous, but it is offset by the fact already noted about the 
differences in preparation history between the combed control 
and the sorted samples. The point could he tested by deliberate 
re-mixing of sorted samples. Meanwhile it is clear that no very, 
great advantage is obvious, and it is still possible that the early 
cotton-spinners were not in error when they mixed short cotton 
into long cotton, with the deliberate intention of improving the 
drafting; 1 am indebted to Mr. McConnel for information con- 
cerning this practice, which is now obsolete so far as the improve- 
ment of drafting is concerned, from the history of his own family. 
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Fio. 36.- Single-tbreud strength frequency -distributions summarised in 
Fig. 35. 

A lessoned variability accompanies the increase in mean strength as the 
hair length increases. No. (i, the longest sorting, is definitely tlx; superior of 
the combed control made from the original cotton without sorting. 
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Drafting . — Without anticipating the purpose of later chapters 
it will be permissible to call the attention of the reader to the 
fact that if these yarns could be tested in lengths less than the 
hair length, they would all be of the same average strength 
because the only point of difference between the samples would 
thus be eliminated. Although the average strengths would thus 
be alike, it might well be the ease that the variability of the 
breaks would be much greater in the short samples, and this 
greater variability would provide more weak links, and so would 
lower the strength which we have found when testing the yarn 
in long lengths. Such variability would result from differences 
in the drafting, if it were smoother in the long samples but more 
and more wavy in the shorter ones. 

But we are complicating matters by dealing with drafting in 
terms of strength, and can more easily visualise it by observations 
on the yarn diameter. Before doing so we may note that the 
frequency-distribution of single-thread breaks shows the mode to 
shift back as shorter samples are spun; the mode is accom- 
panied by the maximum and minimum also, but not propor- 
tionately, for the short samples give more variable yarn than 
the long, the standard deviation being twice as big for the shortest 
sample as that for the longest. Similarly, when the yarn diameter 
was measured repeatedly, it was found that its variability increased 
as the hair length decreased ; the mean diameter was, of course, 
the same in all samples. 

It is convenient for the moment to express this variability 
of yarn diameter in the following way. Attention is confined 
to the 10% of places which were thinnest in each yarn; these 
are found to have an average diameter amongst themselves 
which is larger in the long samples, smaller in the short ones; 
the ratio of this diameter difference among these thin places is 
13 : 10 as between the longest and the shortest. This does not 
sound very great, and it incidentally illustrates the difficulty of 
judging \arn by eye? since the eve can only estimate diameters. 
For it must be remembered that this difference in the diameter 
ratio must be squared, becoming 109: 1 00. in order to indicate 
the difference in cross-sectional area, or in the number of hairs 
which are present in the cross-section of these thin places. The 
average number of hairs in cross-section can be obtained from 
the hair weight, and was found to be 70. The variability of 
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number of hairs found in these thin places can be tabulated 
thus : 


Sample. | 

I 


Number of hairs in 
average 10% linn plnro.s. 
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No 4 ; 
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No. r» 

40 

No. 0 | 
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If we now assume that a weakest Link " interpretation hold, 4 
good for these well-spun, full twist \arns, and match these\ 
average numbers of hairs in the 4 10% of thinnest ] daces against 
the strength, we lind that, the load carried by each hair in these 
thin places is constant, except in the shortest sample. In this 
shortest one the relative strength of a hair, as inferred from the 
yarn strength, is less 'than the constant; as this is absurd, it 
implies that the hairs art 4 too short for the twist employed, so 
that they slip apart just, before the full strength of the hair is 
reached. Otherwise we have the interesting and important 
result that for the remaining samples the strength when tested 
in long lengths of yarn is directly proportional to the occurrence 
of thin places as found by measuring the 1 yarn diameter. 
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More exact methods of thus analysing out the influence of 
drafting upon yarn strength will be discussed in later chapters, 
but this direct examination will have to serve our present purpose, 
for time has not permitted the full investigation of these sorted 
yarns. With all allowance for the preliminary nature of the 
experiments, it seems indubitable that the difference in yarn 
strength between Nos. 3 to 0 is simply and completely explained 
in terms of the variability of number of hairs. 
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This result may also be expressed by saying that the effective 
amplitude of the drafting waves is less in the long-haired sample. 
But this carries a further inference, since we have seen in the 
previous chapter that drafting might be improved ; to wit, that 
if our drafting process were under control, we could make as 
strong yarn from short staple as from long, provided that the 
twist were sufficient. This conclusion needs qualification, how- 
ever, for it is unlikely that the short-staple yarn would be as 
durable, since the tendency of yarn to untwist is an important 
factor in its working strength (p. 1S4); the deleterious effect of 
such untwisting will come into play more quickly with short 
hairs. 

Summarising, the strength of the yarn from these sorted 
samples is proportional to the hair length because the latter 
affects the variability of number in the drafting process, and the 
consequent degree of irregularity in yarn cross-section controls 
the strength of the yarn as shown in long lengths. 

Limiting Fineness of Yarn . — Both as a sidc-liglit on the 
inherent reasonabliness of the simple figures already given, and 
as an illustration of the way in which such figures may he utilised, 
it is interesting to examine their relation to the fineness of yarn. 
The determination of the limit of fineness to which a sample 
can be spun is a very tedious process, and any means of calculating 
that limit, however approximately, must be useful. 

For example, in this 60s ring twist yarn the sample No. 2 
has an effective minimum number of hairs in cross-section, by 
my arbitrary estimation, of 28 only, as compared with its average 
number of 70. In passing, the enormous variability should be 
noted, from 28 to more than 100 at least, even without taking 
extreme values. If this same sample were to be spun liner, it 
would be made Into rather finer jack roving, and this would 
increase the amplitude of the drafting wave still further; let it 
be assumed, however, for our present purpose ^hat the variability 
would merely be the same as when 60s were spun. Then the 
effective minimum number of hairs would be reduced from its 
present assessment at 28 right down to zero, or no hairs at all, 
if the mean number of 70 hairs were reduced to 42 hairs. Thus, 
with a mean of 42 hairs, the act of drafting would frequently 
cut through the roving altogether, and prolonged spinning would 
be impossible with our present drafting arrangements. Applying 
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the same rough argument to the corresponding rough data for 
No. 6, with its effective minimum of 43 hairs, its limit would be 
reached at an average cross-section of (70 — 43 or) 27 hairs. 

Now it follows that if 60s yarn contains 70 hairs in its average 
cross-section, yarns which contain 42 and 27 hairs in that same 
section will have counts of 100s and of 155s respectively. These 
would be the limiting counts for sorted samples No. 2 and No. 6. 
and while it is not pretended that the data or the reasoning are 
more than illustrative, nevertheless these limit counts are 
sufficiently reasonable for such cotton as the third-grade Sakol 
on which this unique experiment was made. 

It should be evident that the study of sorted cottons, even 
when merely sorted for length, can be of great service in helping 
to unravel some of the perplexities presented by the strength of 
yarn. If such material could be further split up into sub-samples 
of uniform fineness, their service to the student of cotton -spinning 
would then be enormous. 

Sorting for Fineness 

Although any notes on this subject must be mere speculation, 
in contrast to the definite experimental evidence about length- 
sorting, yet its potentialities must not be overlooked. To pro- 
vide a method whereby cotton samples could be split up into 
fractions according to hair weight is an ambition which I have 
pursued unsuccessfully for many years. Even before coming 
to study cotton -spinning at first hand 1 had been so impressed 
by its possibilities that 1 ventured to write an article on the 
subject. 1 During the intervening years I have w atched intently 
for some clue to a possible method, but have failed to find one 
which looked in any way practicable. 

The difficulties seem to be greater than those of length- 
sorting, but this may be mere illusion. I was once told that the 
length -sorter was %so obvious that it should never have been 
allowed a patent; perhaps the fineness-sorter is just as obvious, 
if we could only see the obvious ! 

I have already indicated the possibility of future development 
in the fractionation function while dealing with the machines 
(p. 118), and it was pointed out, when describing the variability 
of the hair (p. 50), that the range of fineness upon single seeds 
1 Science Progress, July 1915. 
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is of the ten-to-one order. The potential utility 6 $. sorting for 
fineness is to be found in this great range. As regards the 
diameter of the hair cell, the range of the world’s cottons is 
about the same as their range in length. But the important 
thing for the cotton-spinner is not the diameter but the cross- 
sectional area, or the weight per unit length, or the number of 
hairs in the cross-section of a given count ; all three are approxi-l 
mately the same quantity in different forms of expression.' Now 
this quantity docs not depend directly on the diameter, but 
upon its square; thus, where we have split a sample into six 
classes by length, we should have similar relative differences 
from the same sample when split into thirty-six classes by 
fineness. 

As the same increase in range applies to individual samples 
of cotton, or even to single seeds, it follows that even in the 
finest and most uniform cottons — such as I)r. Harland’s V. 135 1 — 
the range is still sufficient to make fineness-sorting well worth 
doing. 

But this range is to be still further increased, for some of the 
physical properties of the hair which depend upon its fineness 
are not even proportional to the square of the diameter; its 
suppleness and resistance to twisting depend on the cube, and 
even on the fourth power, of the diameter. Thus the diameter 
range of three-to-one opens out in some respects beyond nine-to- 
one and becomes 27 : 1 or even SI: 1. This is a wide field for 
exploration. 

A qualitative analogy will serve to illustrate the advantage 
which might accrue from even imperfect fractionation, such as 
the removal of coarse hairs. Any spinner knows how the ends 
come down when a fibre of jute finds its way into the mixing, 
partly through disturbance of drafting, partly through nip- 
ratching. One of my colleagues 2 noted incidentally that some 
cottons contained odd hairs which had not collapsed as usual 
into convolutions, but were true cylinders, very convenient for 
the calculation of absolute values in hair properties. Such 
cylindrical hairs, far more rigid than collapsed ones, would play 
the same part as jute fibres, though to a less degree, and it is 

1 W. L. B., “ The Weights and Measures of the Cotton Hair,” Emp. C.G. 
Review , 1025. 

8 Mr. F. P. Slater. 




Imc. .‘IK. Illustrating tlw wide range oi material which is available cvimi in purc- 
bne rot t mi, wlini attempting to frart innate lor fineness. 

Transverse sort ions of mdiwdual luurs taken at random from two sample's of 
Harland s \. l.‘k>. I lio finrsl rotton known. Our samplo as grown by l)r. Ilarland 
in 1 hr West Indirs, tin* loworonoa trial eiilturr in the Sudan by Mr. II. K. Massr\ . 

On thr loft tho sort ions appear at random as under tin 1 microscope. On the 
rijrht they are grouped in classes according to their a ixms, as frcfpioncy distributions. 
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significant that they have only been found in bad samples. 
But, to a less degree still, a normal coarse hair will have the 
same effect; the advantage* of its removal is self-evident . 

At the present stage we can do little more than guess at the 
differences which we should find between yarns spun from 
fineness-sorted samples. (Treater suppleness would follow neces- 
sarily, and lower twist factors are probable, but the main infiucnce 
would come through drafting. Jt is fairly safe to presume that, 
other tilings being equal, the amplitude of the drafting wave 
depends in some way on the number of hairs in cross-section of 
the roving; if we could double that number at an t \ given count, 
w r e might obtain as good drafting at 000s as we now obtain at 
300s; alternatively, which is more important, a better jarn 
could lu* produced at ordinary counts. Given the discovery of a 
method there is no difficulty in thus doubling the number; 
the range available would easily allow us to treble it. 

Til conclusion it should be noted by the reader that the 
industrial practicability of Fractionation will be settled by the 
super-value of the long and fine fractions. The coarse and short 
fractions will be worth less than the original raw eotton. Conse- 
quently the development of fractionation processes must go hand 
in hand with the specialisation of the industry, each reacting 
upon the other. An accurate analysis of the relationship between 
yarn and eotton must therefore precede both. Now although it 
would seem hopeless to expect that the super-value of the best 
hairs from crop lots of Sea Island should be able to pay for the 
depreciation of the residue which would ensue on their removal, 
yet one fact which lias been passed under notice is very relevant 
to such costing : — though length and fineness are commonly 
associated in the various cottons of the world, as such (p. 151), 
yet it has also been found that this association breaks down 
within a single sample, partly or completely. Exact measure- 
ment of this association within a single boll has still to be made, 
in terms of single hairs, but that the association must at the 
best be very slight can be inferred from our knowledge of boll 
development. 1 

Thus it may become permissible to use the worst cottons, 
instead of the best, for fractionation. Odd lots of impure stock, 
1 W. L. B., Raw Cotton, Chap. IV. 
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crops of “ samples,’ * can be purchased at lower prices, which 
might pay the cost of fractionation. When thus split up into 
classes of uniform fineness and length, the residual heterogeneity 
due to the other hair characters of intrinsic strength and slipperi- 
ness would probably be less serious than the heterogeneity of 
fineness and length which is now found in the best cottons grown. 
This would make the spinner less dependent on the grower for 
the quality of his ordinary supplies, and for the steady run of 
such supplies from year to year. It would still leave co-operation 
necessary for achieving the best results (Part 111). 



CHAPTER X 


THE ARRANGEMENT OF TWIST 

The two previous chapters have dealt, directly and indirectly, 
with the causes which ensure that every strand of singles yarn 
is built up as a succession of thick and thin places, very unlike 
the ideal cylindrical form. This lack of uniformity in the Number 
of hairs distributed by drafting provides variations in yarn 
Diameter which, in their turn, bring about variations in the 
Twist which is found from point to point along the yarn. This 
local variation of twist thus links up the present chapter to its 
predecessors, while the further examination of this local variation 
will be found later to provide an important clue for use in the 
analysis of yarn strength. 

The distribution of twist can be conveniently examined under 
three headings : its local variations along the yarn, its average 
behaviour, and its artificial arrangement under the influence of 
the machines. It is advisable to set some limitations on the 
discussion before doing this. 

The function of the twist is to bind the hairs together, thus 
bringing into play the coefficient of friction between their surfaces, 
and the total area of that surface. I have already mentioned 
(p. SO), as mv v ‘ second paradox ” of cotton spinning, that the 
behaviour then required from the hairs is the reverse of that 
demanded during drafting. This adhesion between the hairs, 
though effected by the twist, belongs to a category of phenomena 
that will be more conveniently taken into account in the next 
chapter, thus leaving the present one free for the more geometrical 
phenomena of twist as such. 

Further, while these phenomena are essentially simple aspects 
of solid geometry, nevertheless no rigid treatment of them as 
such is as yet advisable. The yarn can only be regarded as a 
cylinder when infinite^ short lengths are considered ; the cotton 

is heterogeneous, so that very dissimilar hairs are found in every 

167 



168 


STUDIES OF QUALITY IN COTTON 


CH. 


cross-section of the yam ; the individual hairs are semi-plastic, 
semi-rigid, varying in their properties with changes of atmospheric 
environment, so that the yarn is never at l'cst, hut must always 
be writhing, creeping, or straining as the hair dimensions and 
properties alter with each puff of air. Only a rough sketch is 
permissible. 

An extension of this conception of instability to the changes 
of twist in yarn under load will be followed up later (Chap. XII) ; 
for the present chapter such instability need only be considered 
lightly. 

Lastly, the discussion will be limited also by taking the 
actual shape of the twist for granted, as if the hairs were always 
arranged in the most stable solid pattern. That pattern would 
be simulated by twisting a cylindrical bundle of parallel copper 
wires, whose ends had first been soldered together to prevent 
relative displacement; under such conditions the central wire 
remains straight, and can be withdrawn afterwards if the twist 
be slightly eased ; this may be described as *' solid twist.” But 
this is by no means the invariable pattern of hair arrangement 
after spinning. When quarter-inch lengths of yarn are watched 
during the act of untwisting them, as when using the Yarn 
Clinometer (p. .340), it is easily seen that they vary in the type 
of twist pattern displayed ; there are two main types, which 
may alternate in successive* inches of the same yarn, or even 
more frequently. One type is that already described ; the*, other 
would be simulated if the same copper wires we*re laid out as a 
ribbon of parallel wires, one wire thick, before their ends were 
soldered together; if such a ribbon is wound round a central 
core (which may be real or imaginary) a pattern of twist is pro- 
duced wherein every wire is of the same shape, as its fellows. 
Bv simple experiments with such wires, or with strips of paper 
and rubber, it can be shown that the formation of one or the 
other type of spiral pattern is partly determined by the tension 
applied, and by the width of the ribbon ; this flat twist ” is 
formed under low tensions, the solid twist ” at bigger tensions. 
In actual spinning the hairs emerge as a ribbon-formation, but 
the width of the ribbon varies, as does the. tension also, and such 
alternations of twist pattern arc thus quite probable. For 
simplicity's sake these changes will be disregarded, and the dis- 
cussion based upon a “ solid twist ” pattern, merely remembering 
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that this pattern may vary round a statistical average in any one 
yarn, as also from one setting to another on the same machine. 

Tttk Detailed Djstki betjon of Twist 

dust as the uniformity of the finishing draw-frame sliver was 
the pivotal fact upon which the discussion of drafting turned, 
so the pivotal fact for discussion of twist is embodied in “The 
Spinner’s Rule.” This rule. In which tin' spinner is guided in 
his decision as to the amount of twist to use for any given count 
of yarn, asserts that the twist should lx* proportional to the 
square root of the count. The square root is multiplied by a 
“ twist factor ” to give the turns of twist per inch ; this factor 
varies somewhat from one kind of cotton to another. 1 and w ithin 
any one kind it is modified between limits according to the kind 
of yarn required, whether soft weft, full twist, or double-spun. 
The minimum tw ist factor I have reached on the mule with good 
running was 1*7, hut with experimental modifications of the 
standard machine. Ring spinning has higher minima, though 
these have also been much reduced in the Rule frame (p. 1011). 

As the existence of the Spinner’s Rule is very convenient, 
giving us an absolute mode of expression for twist in place of 
memorising the appropriate, twists for dilTerent counts, it is 
worth closer examination before proceeding to examine its micro- 
distribution. The count of yarn is the reciprocal of its weight; 
the turns per inch are as the reciprocal of the length of a single 
turn. Tims the spinner’s rule may be re stated as 4k The length 
per turn is proportional to the square, root of the weight per 
unit length.” Rut the weight per unit length is proportional 
to the cross-sectional area; this square root of the weight is 
thus equivalent to the square root of the area, and this is simply 
equivalent to the radius or diameter of the yarn. So the rule 
now' becomes, “The length per turn is directly proportional to 
the radius of the yarn.” 

Rut tli is re-statement of the spinner's rule makes it obvious 
that the whole question is one of angles. This is easily visualised 
by considering spiral lines draw n on paper which has been wrapped 
on the surface of cylinders; unwrapping the paper for con- 
venience in examination, we see that lines drawn at the same 

1 Thornloy, T., Advanced ( 1 otton <S 'pintuny, London, 1923, p. 491, and ticlf- 
Acting Mules , MiuioIiosUt, 1 909, p. 495. 
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angle to the cylinder axis will make complete turns in lengths 
which arc directly proportional to the radius of the cylinder 
on which the paper was wrapped. From the spinner’s rule we 



J«Ta. HO. --Tin piiuMT'i Utile governing tin* twist on a small scale. 

Twist Tno*-siimJ on 7 mm. lengths of a yarn, an<l tho diameter measured 
concurrently n each length. Kvery such jmir of observations is represented by 
one dot on tl is correlation diagram. 

The parti Mil ar yarn chosen for this presentation is the full-twist 00s pro- 
duced by thf shortest, of tho machine-sorted samples. No. 2 of logs. 34-37, in 
order tliat tin diagram may cover a wide range of diameters. The twist is 
represented as the “length of one turn,” so that the relation with diameter 
which underlies tho Spinner's Rule may appear us a straight-line grouping of 
tho dots. 

The deviation of the thick places from tho Ttulo, in yarn thus mousurod with- 
out tension, is quite noticeable. 

thus infer that the fundamental constant of twist is its Anglo. 
It may here he noted that the range of twist angle is not great; 
it lies near 25° for fully twisted yarns, while 18° and 115° cover 
the softest and hardest yarns which it is usual to produce; small 
changes of angle thus make big differences to yarn properties. 
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It should be noted that the “ angle ” of the twist here quoted 
is that of the hairs which lie on the surface of a “ solid twist ” 
cylinder. Hairs which lie nearer the centre will have a smaller 
angle, till the zero angle is reached at the straight hair in the 
centre. 

The spinner’s rule is common knowledge, and its analysis 
into angular measurement is probably not novel, but its investi- 
gation on a small scale was first made practicable by my Yarn 
Clinometer (p. 349). Lengths of about a quarter-inch of yarn 
are examined in this microscope accessory, and the number of 
turns are plotted concurrently with the yarn diameter. Broadly 
speaking, the proportionality is complete, so that the spinner’s 
rule does not merely hold good for the yarn as a whole, but is 
true for ever}' part of it, however small. In other words, a 
spiral bundle of varying diameter so adjusts itself eventually 
under longitudinal stress that the angle of the surface spiral is 
invariable. 

The minor exceptions to this Micro-spinner’s Rule are, as is 
usual with exceptions, very informative. The principal one 
relates to the thick places, and though it can be illustrated from 
any set of data, it will be convenient to use those which have 
already been partly quoted for variable yarn made out of the 
short Machine-sorted Sample No. 2 (p. 152). .If these are classi- 
fied according to the radius of the yarn in millimetres, and the 
average length of a turn is ascertained for each class, also in 
millimetres, the first hundred observations on the Clinometer 
provide the following table : 


Kadius. 

Length of Turn. 

Hftl io of 
Longtli/ Kudins. 

Anglo of Surf 
Twist. 

0-043 

0-550 

128 

26" 

10' 

0052 

0050 

12-1 

27" 

5' 

0-000 

0-71)0 

13- 1 

25" 

nr 

0-000 

0-870 

120 

20" 

15' 

0-07X 

0-940 

12-0 

27° 

20' 

0080 

1-11)0 

15-8 

24° 

30' 

001)5 

1-330 

14 0 

24° 

0' 

01 03 

1-580 

15-4 

22° 

15' 


Thus the angle of twist is sensibly constant until the three 
thickest groups are reached ; in these thick groups it steadily 
decreases, so that they are under-twisted and would seem to be 
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more liable to break by slipping. Actually this need not bo so, 
because these measurements are taken from yam which has 
never been placed under big tensions for any length of time; a 
few grams in the ring-frame for a few seconds only. If tension 
be applied and maintained, its effect is to bring about further 
equalisation of the twist angle, since the tangential component 
into which a part of this tension is resolved by the spiral structure 
serves the purpose of driving twist into these thick places, against, 
the leverage and the internal friction which their greater radius 
exerts. Thus a re-measurement of the twist angle on this samcj 
yarn after prolonged tension will show less deviation from the 
constant angle of the spinner’s rule than when the measurements 
were made, as quoted above, on yarn lying free. 

This process of Readjustment of Twist is of prime import- 
ance. It can happen while a yarn is being stretched in a breaking- 
load test, and does habitually so happen; e.g a hair may be 
prematurely broken by local concentration of stress upon it, 
the rest begin to slip apart, but the incipient break is arrested 
by rapid alteration of the twist to fit the reduction of radius. 
Thus, and especially in an irregular yarn, varying much in 
diameter, and built up of comparatively tangled hairs, the final 
break may be preceded by many incipient breaks, with continual 
twist-readjustment. 

It is also important to note that the constancy of the surface 
twist shows the whole diameter of the yarn to be effective in 
resisting tension. If the strength of the yarn depended on a 
central core of hairs only, and not on the full cross-section, then 
the angle of surface twist would change progressively all through 
the table given above, since the twist angle shrinks to zero 
(p. 168) as the axis of the yarn is approached. 

Examination of the spinner’s rule under the microscope thus 
show’s the yarn to be not only a self-adjusting structure, but one 
which employs all its constituent hairs to take their fair share 
of its burdens, so long as the yarn is freely suspended, and not 
prevented by contact with its neighbours from making these 
t wist-ad j u stmen ts . 

Further, we have already seen some reason to doubt (p. 106) 
whether the conventional explanation of the action of the mulo, 
that it draws out the thick places, will bear examination, except 
when such places are very thick indeed, like “ stubs.” It now 
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I 1 f* i ■ Mb The simplest ruse of readjustment of Iwisl, illust rated by stretching 
an irregular strip of rubber. 

(1) Photographed mist retched mid without Iwisl, marked at regular intervals. 

(2) Ten complete turns of twist put into (lie length. The eonslant twist- 
angle of llu* Spinner’s Rule apparent, so that the twist, is shorter in the thin 
parts. 

(.’I) The same twisted length was then stretehed from the 20 cm. length of 
(2) up to a length of *10 cm. in (.*{), the latter photograph hemg taken from a 
greater distance, so as to restore it to the same apparent length as before. On 
comparing the dots and dishes which mark the half-turns of twist- in (2) and 
(II) it will be seen that tin* stretching has caused further concentration of twist 
m the thin places. 

In this simple ease the latter change is merelv due to the greater strain, or 
stretching, of the over-stressed thin places. 

[To fort p t 17‘J. 
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seems morle likely that the advantage of the mule in ordinary 
running, wlhen the sliver is showing normal drafting waves, is 
not due to' any such subsidiary drafting action, but simply to 
the fact tli at it provides some ten seconds of time and more, 
during which the stretched yarn can get nearer to complete 
readjustment of twist, as compart'd with the time available 
during a halsty passage through the ring-frame. It need hardly 
be added tin it readjustment is almost entirely prevented as soon 
as the yarn : s wound upon the cop or bobbin. 

It is now 1 evident that the forces which determine the micro- 
distribution of twist in a yarn are such as necessitate the con- 
sideration qM a Time Factor. If a thick roving he twisted up 
without tcUjf Vm. the distribution of twist will be determined by 
the radius ^ e ]Uhe roving, but the effect of the radius will be dis- 
proportioi$| n g V great in the thick places, owing to the softness 
of such ro^ s ln ^; the twist will therefore be excessive in the thinner 
places. > ] aces v ore tension is applied, so the radius of the thick 
spongy 1 |,l ace ii w ill decrease proportionately more than that of 
the thittut 0 f ]m, which are already more tightly twisted. More 
movcm OV(T a j air on hair has thus to take place in the thick 
places* r pj 10HC ||id above tlie fact that there are more hairs to 
inovo. )V [ ()lls easiV u>V( ‘ inen ts take an appreciable time, wliether in 
the v an( j this ay of a thick roving, or in the less obvious case of 
yarn ] ( ,f^ ou t ipplies even if the ])ennancnt deformation of the 
haii^ r a L .] ian g e c of account. Indeed, when } arn is readjusting 
un( ^)odilv icvolut * tension tlie movements can be seen and timed 
as \ u tes when lei ' ons the >arn, which may continne for many 

(Vmsequentlv of several metres are loaded. 

> the t w isting f(P llia . v * )0 expected that the duration of exposure 
t'sdth which the vaW’ e ^ ou l ( l have some effect on the exactitude 
v t id not easy tot™ follows the micro form of the spinner’s rule, 
ring-frame, or eve obtain exact comparisons between mule and 
either of these mac between various durations of exposure on 
The rulc-fiume cail^ lles ' because other factors will also be varied, 
length of yarn botW g iv e dii 'ect comparisons, by varying the free 
equivalent case ear 01 ' 11 ro ller and spindle, but a more interesting 
The same spinner’s , l be from the doubling of two-folds, 

the two-fold diamet ru ^° applies with these as with singles, and 
closely correlated ; i >er dnd ^hc two-fold twist angle are therefore 
h was found that the extent of this correlation 
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was markedly decreased when the duration of expos ure to the 
insertion of twist under tension was halved. Yari i which is 
ex posed for the minimum time will have more regularly distributed 
twist; that which is exposed for longer times will ha ve its twist 
distributed irregularly, because that distribution w ill be more 
closely correlated with the distribution of thick and thin places. 
The former will be a less stable structure and there! ore weaker, 
but its appearance — in the case of a two-fold — w ill be more 
symmetrical and pleasing. This short exposure can be obtained 
by high speed of production, or by decreasing the di stance inter- 
vening between drafting rollers and spindle. T he existence 
of a time factor in twist distribution thus helps ir i the partial 
antagonism between output and quality (p. 89). 

The A vera ( j e Twist |th U 

Tt is logical to describe this section as dealing wiA Tar i^ie average 
effects of twist, in contradistinction to the local ffectcdtions just 
discussed, and to the artificial distributions eijl to ri by the 
machinery (p. 177). Nevertheless it will be weltrue st.member 
that the “ average *’ is probably not often a fist is cm;tistical 
average of the local distribution. In so far as tw< togetheipl ove( ] 
for the structural purpose of binding the ham s ome thou\ it 
probable that a few revolutions of the spindle — listing the ands 
of millions daily --are wasted in slightly overtV* f°r the thithin 
places to provide a kind of factor of safety 111) would th cker 
ones. The improvement of drafting (Chap. VI t; sueh econo pre- 
fore seem likely to result in an economy of twis my 

would be most marked in the soft yarns. his loose sense 

Using the expression “ average twist ” in t ho study of twb it 
is not necessary to discuss it at any length. Tient, because tlnVt 
is full of pitfalls for any quantitative treatnul v ed radial coin- 3 
structural effect of twist depends on the rosier when tcnsional - 
ponent which acts to bind the hairs togetl J radial component 
stress is applied, and the adequacy of this ms on the breaking 
can at present be inferred only from observatio' involve the factor 
load of the yarn. Such observations not on lyd iti 011 s of adhesion 
of safety already mentioned, but also the coi|T chapter — and the 
between the hairs — to be sketched in the nedc in.^&c hairs them- 
extent to which permanent set has taken placjunit length of yarn 
selves. Thus, if the effect of 2n turns in a 
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has to be compared with that of n turns, it would bo only reason- 
able to expect differences in the comparison if it were made 
between two such yarns when the cops were newly spun, or when 
they had been “ conditioned ” ; and again, if n turns were added 
subsequently to the spinning of the ra-turns yarn, or if, conversely, 
they were subtracted from the 2m yarn. 

Feeding my way through such considerations as these during 
the early stages of these studies, I .concluded that the effective 
study of twist was only possible by deliberate spinning of yarns 
with various twists. Such experimental study was not then 
possible, and had to be made much later; such spinnings have 
since been made and published by other students also. 1 Tn the 
meanwhile I devised a Twist-Yield tester (p. 3(M) which gave 
sufficient information for my purpose, and found subsequently 
that this information differs less markedly than 1 had anticipated 
from the results obtained by deliberate 4 , spinning. The test gives 
data from which a curve, can be drawn to show how the strength 
of yarn already spun is increased or decreased when its twist 
is altered. It will be seen from the Thirteen Samples (( -hap. 
XIII) that the curve differs from one sample to another, and 
that it has a very characteristic form. The removal of turns 
from the full-twist yarn causes a rapid fall in strength, tin*, curve 
plunging steeply to zero in the neighbourhood of twist factor. 
There can, of course, be no doubt that if the curve were investi- 
gated in the opposite direction, by adding twist to roving, the 
change 1 ! would not be quite* so sudden in this region, because the 
hairs would not be set into helical form, as they are when the 
yarn is untwisted (p. 193). Conversely, as twist is added the 
strength tends tei rise slightly further te> a maximum, and then 
falls slowly until, at very high twists, the yarn will " snarl ” 
and lift a weight which cannot break it. 

This test is capable of very useful development. The objec- 
tion due to the spiral set of the hairs can be largely overcome 
by starting with several different initial twists, and working 
round cycles equivalent to hysteresis loops. Thus, besides. singly 
untwisting a weft yarn, it can be twisted up to full twist, land 
then untwisted from that point in comparison with a spun full 
twist. The differences between weft cottons and “ twist 
cottons ” can be. investigated in this way, and the measurements 
1 Vide c.y. Oxley, A. E., Jour. Text. I nut., 11)21. 
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can be linked up with those upon the rigidity of the yarn in 
torsion and extension. 

* As this book is primarily concerned with the strength of 
yarn, the only twist which interests us directly in singles yarn 
is the optimum, or full twist. This may be described as being 
the minimum twist angle which will resolve a sufficient fraction 
of the tension into pressure between the hairs, so preventing, 
slip under the given conditions of hair rigidity or surface, and’ 
allowing the, full tensile strength of minimum cross-section to be 
utilised. This fraction range's between 4% and 10% of the 
tension, according to the twist angles used. The various twist 
factors are, of course, well established in current practice, since 
spindle revolutions an' too costly to be wasted; thus may be 
quoted 1 such values as 4*00 for ring twist from Indian or American 
cotton, 3-75 for the same cotton in the mule, and ,‘HU for Sakel 
mule twist. Now the fraction of the- tension which is available 
to bind the hairs together is related to the tangent of the twist 
angle; as this angle decreases from around 25° in full twist to 
IN ' in super-soft experimental spinnings, so this fraction decreases 
to such an extent that more than twice the tension would be 
required to resolve, enough lateral pressure. Thus the resolved 
pressure falls rapidly as the twist angle decreases until it is 
insufficient to balance the tension, and tin*, strength of the yarn 
drops to that of sliver, long before all the twist is removed. 

Our principal concern is to notice that a fairly flat-topped 
optimum exists in the twist-yield curve, where the rapid rise of 
the resolved pressure with increase of twist comes into inter- 
section with a fall in strength duo to over-twisting of the thin 
places. This hitter develops when that component of twist 
which acts in tension along the axes of the hairs themselves 
begins to approach hair-break values in localised stresses. This 
jptimum can be raised higher in singles yarn by double-spinning, 
wherein additional twist is put in while the original yarn is wet, 
xml the pre-existing local stresses have thus boon cased off by 
the softening of the hairs and by the lubrication which the water 
provides. 


Thornlcy, T., Cotton Waste, Scott, ( t roc u wood, London, 192], j). 301. 
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Artificial Distrirctiox of Twist ry the Machines 

It has l)oon shown (]>. 171) that tho local distribution of twjst 
is dominated by the variations of thickness caused by the drafting 
waves, under the control of the spinner's rule. Strictly regular 
distribution of the. twist by the machines cannot, therefore, be 
obtained, though souk* compromise is effected if the time factor 
is small. The nearest approach to such regularity can be 
obtained in a Hy-frame when tin* nip of the drafting rollers is 
brought, as close* as possible to the nose of the liver. 

There* are*, nevertheless, some points of interest remaining in 
the artificial distribution which the machines impose upon the 
general distribution of twist in fairly long lengths of yarn, whether 
permanently or temporarily. 

Insertion of Twist by the Mule Spindle . — This is a very tem- 
porary distribution indeed. It was conveniently examined by a 
colleague with the stroboscopic vision which the neon lamp 
provides, in conjunction with a minor device of my own. The 
interest of the observations is concentrated in the actual slip of 
the c oil over the tip of the spindle, the process of winding up 
another coil to replace it being quite straightforward. Under 
ordinary spinning conditions the duration of the slip, from start 
to linish, is about 0-0003 second only, and it is not exactly syn- 
chronised with the same phase in every revolution of the spindle. 
This slight variation in the timing is largely due to variations 
in yarn thickness and is very convenient for observational pur- 
poses, because several stages of the slip can be seen stroboscopic- 
ally at the same time. The loop which has slipped off can be 
seen floating away in a manner rather reminiscent of a lasso, 
when the yarn tension is moderate. The straightening of the 
looj) is accompanied by a downward pull on the yarn, caused by 
its return to the bottom position of the coil, and this pull initiates 
a transverse vibration of the yarn in the vertical plane. A fore- 
and-aft vibration has also been generated by the release of the 
loop, and this is resolved into a transverse vibration of double 
the wave-length, as in Melde’s experiment ; this is the principal 
vibration. A minor transverse vibration is also started at right 
angles to the lirsfc one, by the side-slip of the loop across the 
spindle tip. Though the frequency of these vibrations is the 
same, they all differ slightly in phase. 

N 
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The observer is left with a feeling of respect for the yarn 
structure which can endure this discontinuous twisting treat- 
ment, especially when it is repeated some four thousand times 
at the same spot, as in line spinning. 

The Mule-draw Affect . — The thinness of cotton yarns is de- 
ceptive. Admittedly it would be possible to add a good many 
turns to one end of a stout hawser of hemp before any deforma- 
tion of its twist was perceptible at the other end ; the friction a j 
resistances to the transmission of twist adjustments are evident 
in that case, but there is a smooth series of gradations from it 
down to the finest yarns. Reasoning on these lines I went to 
look for such an effect in mule yarn, and so made my first dis- 
covery in cotton-spinning, for the twist was appreciably greater 
near the spindle tip. An independent discovery of it was made 
by Oxley. 1 and has been described in detail. 

The effects produced on the yarn by this “ mule-draw effect ” 
have already been mentioned as insignificant in comparison with 
the local variations due to drafting irregularities, but they arc 
big enough to be easily detected, and it is strange that they were 
not recognised sooner. The simple method of holding up pieces 
of yarn with a weight attached, and counting the revolutions of 
the weight which happen before the yarn breaks, is quite good 
enough for demonstrating the twist-difference; a paper air- 
brake keeps the revolutions at a countable speed, the weight 
should be about a fifth of the normal breaking load, and some 
twenty separate chases should be averaged out. Each chase 
can be subdivided into a suitable number of parts, such as ten, 
and the position of the spindle tip ascertained. Though this 
simple method contained several unknown factors when I first 
employed it, subsequent studies have shown it to be surprisingly 
dependable. 

In this wav, or by more detailed survey with the Yarn Clino- 
meter, it is found that the twist near the spindle tip may be 10% 
or more in excess of the twist near the rollers. This excess varies 
according to spinning conditions, and is an indirect measure of 
the power required to transmit the torsional stress along the 
yarn under given conditions of tension and vibration. The 
vibrations are, as we have just seen, very complex, and much 
assist this transmission. 


1 Loc. cit.y v.s . , p. 94. 
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The effect is most easily examined by feeding the front rollers 
of the mule with two continuous filaments, such as silk, which 
are thus doubled together. The twist of these can easily Jie 
measured at any stage without much trouble or sampling error. 
The mule-draw effect on twist is then seen to be most striking 
when the mule carriage is stopped just before twisting at the 
head. This can be correlated to the fact mentioned previously, 



Lcnqth of Chase, or one Draw of Mule , 
subdiridnd into ten equal parts 


Fig. 41. — The Mulo-draw lOffeel, demonstrated by the simple method of 
suspending a weight from the length of yarn under tesl, allowing it to untwist, 
and counting tlie revolutions to breakage. Data averaged from twenty chases 
off the same cop, each one divided into toil six -inch lengths. 

The original average twist was 35 turns to the inch. Thus the actual twist- 
distribution along tho draw, or chase, had been about 36 turns at the spindlo 
tip, dropping to 33 turns per inch at the rollers. The parallel variation of 
“ strength ” was as 10 to 8 in this particular yarn. 

that tension increases greatly during such twisting, and so helps 
the twist to shoulder its way along the yarn. Broadly speaking, 
the mule distributes its twist in a frequency which has its maximum 
at the spindle nose, and approaches the roller nip asymptotically. 

Trapped Twid in the lximj -frame . — The significance of this 
phenomenon has been already indicated in connection with the 
ring-frame itself (p. 102). A casual observation gave the starting- 
point. Two differently coloured singles were being doubled on a 
ring-doubler when T happened to notice that the twist seemed to 


180 


STUDIES OF QUALITY IN COTTON ch. 

stand still between the thread-guide and the rollers; each of the 
two brilliant colours was clearly visible, though they were being 
rotated over one another at more than a hundred revolutions ]>or 
second. With a real double-screw thread this could only happen 
if it were moving endways through the double pitch in the same 
time-interval that it took to make one revolution; in other 
words, if it were revolving in a, fixed nut. Hence it follows that 
in o?*der to see these spots of colour standing still between thread- 
guide and roller at 10.000 r.p.m., turns must be added in vefy 
exact proportion to the length of yarn delivered ; again in other 
words, the fixed number of turns which were trapped above tqe 
thread-guide when the spindle started have remained there 
unaltered, continually screwing themselves backwards along th<$ 
new yarn arriving. ' 

Therefore' — and this was unexpected— -the twist must be 
continually unscrewing from the thread-guide end. Thus, in a 
few inches of yarn which are being twisted up at these high 
speeds, there is actually a point at which it is being untwisted. 
This can be quickly demonstrated by reducing the trapped twist 
to zero, and keeping it so with a smooth rod, such as a pencil, 
inserted between the two parallel single yarns at the thread- 
guide; the two strands are then seen to creep over one another 
in two reversing spirals, the extent of this creep varying with 
the thickness of the pencil. 

The amount of twist thus trapped is a constant for any given 
tension, yarn diameter, and coeilicicnt of friction between yarn 
and thread-guide metal, under the given conditions of the spinning- 
room. Its demonstration in the actual spinning of singles on 
the ring-frame is necessarily less easy than with two-folds, but the 
same argument certainly applies, and accounts for the break -place 
distribution on the ring-frame, which has already been described. 

Mapping the twist distribution on the ring-frame by means 
of two strands of silk, one of my colleagues found that the twist 
at any given instant was at a maximum near the traveller. 
From the traveller it diminished slowly towards the thread - 
guide, as in the mule-draw effect. But in passing from the 
lower side of the thread -guide to the trapped twist of the upper 
side, there was a sharp discontinuity and fall in the amount of 
twist, followed by a further drop over the* remaining distance to 
the rollers. 
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Fig. 42. -Dutgruinimilif 1 distribution of tho twist in tlnvo typos of 
spinning innrlnric. 
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Unique Distribution in the “ Rule ” Frame . — Both in the ring 
and in the mule the outstanding feature of the twist distribution 
is jtha.t the minimum twist is always found at the roller nip. In 
my hybrid experimental “ rule ” the distribution is entirely 
different (p. 1011). The manner of the vibration of the yarn is 
circular, as in the ring-frame, but these vibrations are not damped 
by an intervening thread-guide ; the yarn is thus left free to form 
a succession of nodes and loops, along which it traces a spiral 
path, passing at any given instant through two loops while 
completing one turn of its spiral. There is no constraint on this 
vibration until the roller nip is reached, and here the twist is 
found to be nearly as high as at the traveller, while the minimum 
twist at any moment is near the middle of the vibrating yarn. 
The reason for this very unusual bimodal type of distribution is 
not altogether clear to me, but the fact is very definite, and 
might well be made useful in spinning practice. 



CHAPTER XI 


1J AIK A Dll ESTON ANJ> YARN RIDTDITY 

Tins sketch of the principal features shown by yarn is now 
nearly complete enough for the purpose of appreciating differences 
in yarn strength. We have taken the straight and parallel hairs, 
slid them apart into a succession of drafting waves, and twisted 
them into a screw with a constant angle. It remains to consider 
the way in which this compound structure so holds itself together 
that its properties are also compound, being mainly the properties 
of the component hairs, and partly the properties of the con- 
struction as such. 

There will evidently be a serial progression of these yarn 
properties e-aused by changes in the average twist, though this 
will be much complicated by the local variations of twist, and 
by readjustment thereof. It would be easier to study this pro- 
gression in a perfect cylindrical varn, or even in an imperfect 
yarn wherein twist readjustment did not happen. The former 
has never been made ; the latter is actually available, for a two- 
fold is a structure wherein the readjustment of each component 
single is largely inhibited by contact with its companion. 

The building up of yarn properties begins at the untwisted 
roving or sliver with such complete domination bv the surface 
properties of the hair that this roving can be used to measure 
the latter, if the hairs are straight and parallel (p. 70). The 
importance of these surface properties is partly obscured by con- 
siderations of hair rigidity as the twist increases, the stiffness 
of many hairs being sufficient to offer an appreciable resistance 
to the torsional couple in low twists (p. 104). These are overcome 
in the higher twists, and the surface properties cease to act as 
limiting factors (p. SI) when the twist angle becomes sufficient 
‘to bind the hairs tightly enough to resist any load which the 
tensile strength of the hairs will carry ; the variation of this 
point from cotton to cotton will be seen in the Thirteen Samples. 

1S3 
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In such full and super-twists the rigidity properties of the hairs 
themselves become predominant. 

Although the surface properties of the hair may cease to act 
normally as limiting factors in the higher twists, yet they still 
exist ; they may even be modified as the result of the compression 
to which the hairs are subjected. They are liable to come into 
view again at any place or time when the twist is eased ofT by 
readjustment, by permanent set. or by wear. Jn the remaining 
chapters we shall find little occasion to consider any stage than 
that of full twist, at which the hair strength is predominant, so 
that the present chapter may usefully be devoted to the broader 
issues. 

The Mutual Friction of Hair*. -The previous chapter dis- 
cussed twist as if the adhesion of hair to hair were merely depend- 
ent on the twist angle (p. 10?)). Actually this adhesion under 
the pressure resolved from any given combination of yarn tension 
and twist angle and hair elasticity will depend on the surface 
properties of the hair. Whether such differences in adhesion 
will be visible in the properties of the yarn will depend upon 
whether or not the adhesion is a. limiting factor in the particular 
yarn, under the eircumstanees in which it is being examined. 
A common example may be taken from tin* way in which yarn 
breaks: very soft yarns collapse gently and noiselessly by “ slip,” 
while the same yarn twisted more tightly will break suddenly 
w'it-h an audible snap." The complications introduced by local 
variations in twist distribution are well illustrated by an inter- 
mediate stage, when slip-breaks and snap-breaks may happen 
indiscriminately during the testing of metre lengths. 

In so far as we consider yarn in which the adhesion is still a 
limiting factor, which is not my primary concern in this hook, so 
wc must take* the surface properties of the hair as a base-line 
for the yarn properties. In this connection it is worth noticing 
that one-half the surface of the outermost layer of hairs is always 
freely exposed to the air, and is riot available for adhesion ; as 
the yarn becomes finer the loss of surface in this way becomes 
quite appreciable, and assists in preventing the spinning of fine 
yarns from coarse cottons. 

The extent to which the original hair surface may he modified 
by mutual pressure between the hairs, provided that a compressing 
force like the twist is available, can be well illustrated from the 
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Porometer technique, which 1 have already ineiitionod aw a means 
for measuring changes in the cross-sectional area of the hair 
(p. 45). A length of sliver is drawn into a suitably proportioned 
hole in the metal plate, and out oil* so as to leave the hole plugged 
with cotton; if the size of the hole is so adjusted as to give rather 
tight packing with dry sliver, this hole can be completely sealed 
up by the expansion of the hairs on exposure to saturated air. 
Such obliteration of the free air-ways between parallel hairs 
a millimetre long can only happen if they have so deformed oik* 
another that the cross-section of the plug of cotton is roughly 
like the appearance of a honeycomb. 

Resistance to expansion of this kind will necessarily be less in 
yarn than within a hole in a metal plate, but the extent of this 
interlocking can be quite appreciable, for the yarn is a very 
dense structure. It can be compared with the densest bale of 
cotton on the market, and is much more dense than that. The 
steam-pressed Egyptian bale has a. specitic gravity of about 0-7, 
and nails can be driven into it as into wood. The density of any 
ordinary full-twist yarn as computed from its diameter measure- 
ments is around 0-S, so that it is much harder than the sfeam- 
pressed bale. 

As a. limit case of yarn we may take the double-spun, which 
is given a twist-angle sufficient to bind its wetted hairs into contact 
very securely, and the original surface properties of the hairs are 
largely smothered under their secondary deformations. At the 
other limit is the finishing draw-frame sliver, or untwisted roving. 

Along these lines it may eventually be possible to trace some 
connection between the Convolutions of the hair (p. 10) and the 
properties of yarn, as displayed in differences from one sample 
to another, and apart from the fundamentally important increase 
# in hair-flexibility which the bare fact of convolution provides. 
Personally 1 have not been able to find any confirmation of the 
common belief that their variations from sample to sample are 
of prime importance in spinning. It may well be the ease that 
while an unconvolutcd cotton would be too stiff to spin (p. 154), 
yet any commercial cotton is convoluted sufficiently, and hone 
could be convoluted too much. If this is so, then although the 
convolutions are essential, they could never be more than a very 
minor limiting factor in yarn properties. But my evidence is 
purely negative, and as such is suspect ; a search in the region of 
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low twists, whether of yarn or of sliver, may eventually show 
them to determine residual differences from one sample to 
another. 

Two-fold Yarns . — The subsidiary industry of doubling has 
problems of its own, but, in so far as those arc peculiar to it, they 
are simple in comparison with those of spinning; they are com- 
plex in so far as they involve the properties of the singles. Although 
the study of singles seems useless to many practical doublers, 
while that of the cotton itself seems even more irrelevant, yet it 
is actually the case that the hair properties arc more clearly 
visible in two-fold than in singles (Chap. XI 1). 

The conditions of adhesion between hair and hair are made 
much more stable by the act of doubling. Not only is the singles 
yarn no longer able to untwist itself bodily, but the local readjust- 
ments of twist (p. 172) are also prevented by the mutual friction 
between the two singles. The two-fold is thus a comparatively 
stable structure. It is true that this stability is only comparative, 
because the two-fold twist will also follow the spinner’s rule in 
broad outline, and in its readjustments the twists of the con- 
stituent singles will play a minor contributory part, besides being 
themselves altered as a secondary consequence. Nevertheless 
this stability is far greater than that of a single, while that of a 
six-cord is practically perfect, as the seamstress knows. 

The reduced variability of diameter, which is another conse- 
quence of folding two singles together, also assists to stabilise 
the two-fold. This reduction of variability is governed by the . 
same statistical law s (p. 205) as the analogous case of the folding 
of slivers (p. 8, 4 3). When six singles are thus folded into a six- 
cord, the result is sufficiently near to cylindrical form for all 
practical purposes, such as sewing. 

The two-fold is of importance to my present thesis, in that it 
takes us away from the artificiality of singles. The single yam 
is merely a convenient form in which the cotton is carried away 
to the next process, whether this is to be weaving, knitting, wire- 
covering, or cord-making. If the singles can survive these 
processes until their final incorporation in cloth, hosiery, insula- 
tion, or cord, then those twist readjustments which so largely 
dominate the behaviour of singles are practically inhibited; 
consequently, although it is most necessary to arrive at an under- 
standing of the properties of singles yarn, yet such understanding 
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is only of indirect utility to the subject of this book ; or, indeed, 
to any user of cotton. 

The comparative simplicity of doubling problems is somewhat 
offset bv the intricate solid geometry of two-fold twist. When the 
doubling is effected in the reverse spiral to that of the singles, 
the singles helix is itself coiled helically in such a way that any 
one hair conics repeatedly to the outside of the two-fold and 
repeatedly returns to be nipped between the two component 
singles. This would seem to be the essential peculiarity of two- 
folds, for the following reasons : 

The resolved radial component of tension ujiplied to a two- 
fold is much more uniform than the same component in singles of 
similar diameter and twist. The pressure thus produced in the 
“ core of compression ” of the two-fold cannot fail to be exerted 
upon every individual hair, and to be so exerted at intervals 
along each hair w hich are of the order of a millimetre only. Every 
separate hair is thus clumped to its neighbours in a score or so 
of separate places. Lastly, though most important, this secure 
and repeated clamping is just as secure under tension, whether 
the initial twist of the component single be low or high. The 
two-fold is thus a self -locking construction; it resembles those 
toys of basket-work which can be slipped on to the finger like a 
glove, but cannot be pulled off by mere force. Consequently the 
two-fold can be made soft and flexible for use in knitting, without 
losing its strength which - it should be carefully noted — can be 
that of the hairs themselves (Chap. XII). 

Two-folds in which the twist is superposed in the same 
direction as that of the singles, instead of being opposed to it, 
need not Ik* discussed in detail, it will be evident that they 
must show hybrid properties, nearer those of singles, though 
still characteristic. 

The properties of two-fold yarns in respect of strength, 
flexibility, hardness, and shape in cross-section can be modified 
very greatly by varying the amount of twist in the original singles, 
as well as tin* amount and the direction of the two-fold twist. 
The foregoing comments on those features of two-folds which are 
relevant to my subject are based upon an experimental survey 
of doubling, for which some sixty checkerboard combinations of 
the two twists were spun and doubled, reaching out to absurd 
extremes. The results of this survey do not concern the reader, 
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except to note that the maximum strength obtained in some of 
these combinations was the intrinsic strength of the hairs them- 
selves, as interpreted in the next chapter. 

An interesting observation may be quoted in conclusion to 
show that even in two-folds there is need for caution when rigid 
treatment is being sought. One of my colleagues 1 discovered 
that when a two fold was repeatedly twisted and untwisted, the 
amount of twist in the constituent singles could lx* altered. This 
queer result* is attained in spite of the fact that both ends of bothj 
singles are (irmly held all the time, and are finally restored to their\ 
original position. Turns of twist can thus b(5 added or sub- 
tracted at will, by twisting one way more quickly than tin* other, 
and so controlling the* time-factor in hair friction. The *' per- 
petual motion crank ” in cotton-spinning has always dreamed 
of an invention which would insert the twist between two fixed 
points, so that the yarn could be wound up without using spindles ; 

I have tried to do it myself ! In this observation we find the 
absurdity happening, and the explanation seems clear. The hairs 
can roll over one another in the loose-textured structure which is 
produced at certain stages of twisting and untwisting the two- 
fold ; the movement is analogous to that of drafting, but takes 
place sideways instead of endways. The effective result of this 
is the same as if twist had actually been altered by rotating one. 
end of the singles. The phenomenon is also interesting as 
showing that a fairly parallel hair arrangement does exist in 
singles yarn ; although such “ side-draft " is not likely to 1x5 
conspicuous in yarn tests there is evidently a source of error in 
it, and it undoubtedly plays a part in the depreciation of yarn or 
fabric in everyday use. 

Yam Uiyidily iv Tension. — The common usage of the industry 
is rather confusing in this matter. The total Extension of the 
yarn is not clearly separated into its two components, Elasticity 
and Permanent Set; the * k elasticity " of common use is mainly 
the total extension, while true elasticity is judged as “ feel/' 

Apart from the confusion of words, this lack of discrimination 
is largely unimportant, because of the importance of the Time 
Factor in measuring these quail tit ies ; the permanent set increases 
continually with longer and longer exposure to tension. Having 
regard to the composite structure of yam, this is not surprising. 

1 Miss E. t,anigan, 
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The molecular properties of the chains of cellulose micella* in the 
fibrils (p. 211 ) an* modified by the cushion of air and water between 
them (('hap. Ill), and are further influenced by the reversing 
spiral arrangement ; the resultant of all this is further modified 
by the perfection or otherwise of the hair-to-hair adhesion in the 
yarn (p. IS , 4 5); on this again are superposed the effects of twist 
readjustment (p. 172), together with the fact that stress is locally 
concentrated by the enormous variations of cross-sectional area. 
(]>. 1 00). In fact, there is no such property of yarn as its elasticity 
or its permanent set, as such. There is only a complex of 
phenomena, which may eventually be sorted out into the com- 
ponent factors : even the tension ’’ with which this section deals 
is not pure tension, but includes resolved stresses in directions 
other than that of the yarn axis. 

Under these cireum stances any test must be to some extent 
arbitrary, and to meet them 1 devised the Elastometer (p. ,‘15 1), 
which exerts no inertia, effect while straining tiie yarn at a standard 
rate of 0*1% of its length per second. The rate of loading is 
left dependent on the strain of the yarn, as in the lea tester. 
The load is applied in steps, with a special precaution ensuring 
that fhe yarn cannot, be accidentally extended beyond the length 
it had previously reached under load. The Time Factor is 
eliminated, apart from the fixed rate of strain, because the yarn 
is released entirely from its load as soon as the extension allows 
this load to be lifted. Readings taken after each step of the load 
has been applied give* the total Extension and the Permanent 
Set, the Elasticity being obtained by difference. 

Hysteresis measurements can be made with this instrument 
by modification, but it has advantages in normally eliminating 
hysteresis, because* the variation from one strand of yarn to 
another is excessive in this respect, as a consequence of twist 
readjustment. Eor comparison of yam of different counts the 
readings must be corrected approximately by expressing the load 
in terms of the relative average cross-section, which is inversely 
as the count. The standard length of yarn tested is one metre. 

The pivotal fact disclosed by this separation of elasticity from 
permanent set can be seen at a glance by inspecting the curves 
obtained from continuous filament yarns (like the artificial silks) 
in comparison with virus made by spinning from the same fila- 
ments cut up into short lengths like cotton, and these again in 
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differently. 

Tho properties conferred respectively by the raw materials, and by the 
construction of spun yarns from separate hairs, can thus be separated. 
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comparison with the cotton yarns themselves. The rigidity 
phenomena shown by the continuous filament yarn are evidently 
in the main those of the filament itself, while those of the spun 
yarn built up from the same material are quite different. The 
yarn structure dominates its properties in the latter ease. Thus, 
the permanent set of an artificial silk was negligible in the con- 
tinuous filament; when built up into spun yarn the same silk 
had a permanent set like that of cotton. 

Tt will not be too sweeping to make a rough distinction as 
follows : the elastic properties of a spun yarn are mainly those 
of the constituent hairs, while the permanent set is mainly a 
consequence of the yarn structure. 

From this starting-point the reader may turn to the Thirteen 
Samples, which show striking differences among themselves 
(Chap. XI IT). Here it might seem that all these differences must 
be due to the cotton, since the counts and twists of the yarns 
were all the same. While this must ultimately be the case, yet 
the connection is partly indirect, because the individual yarns 
have different structures as a consequence of being thus made 
from different cottons. Such structural differences can be located 
in the drafting waves, the deviations from the spinner’s rule, the 
number of hairs in cross-section, and in the hair surface affecting 
the adhesion. Any of these would affect the rigidity of the yarn, 
but the details of the way in which they do so have still to be 
worked out. 

A side-issue of minor interest is found in the “ Negative 
permanent set ” which all yarns display on the Elastometer to a 
greater or less extent. After a first light loading and release, 
the length under test becomes shorter instead of being lengthened. 
In' two-folds this negative set is not easily obliterated, even after 
heavy loading subsequently, it is due to the sudden release 
of the yarn from tension ; this acts somewhat like the cracking 
of a whip, shaking out the hairs from the close contact in which 
the spinning had bound them. The two-folds show’ it more 
emphatically because their hairs are more closely interlocked by 
wet doubling. • 

One other example of the use of the Elastometer may be 
quoted, in the effects produced by altering the twist of single 
yarn. On using it to test a series of yarns which were spun with 
progressively increasing twist factors (p. 109), there is seen to be a 




Fia. 44. ---Effect of twist on tho tonsional rigidity of yam, as examinod 
by the Klastorneter on tho same yarn spun with different twist factors. 
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sharp discontinuity in the type of rigidity displayed. This dis- 
continuity occurs when the twist angle has become big enough to 
resolve enough of the tension into that pressure between the hairs 
which prevents slip (p. 172). The differences in hair-surface 
properties from sample to sample can be partly examined by this 
means. It is also noticeable that although further increases 
of twist beyond this point have some effect in postponing the 
loading at which permanent set begins, yet it cannot be prevented 
entirely by ordinary spinning ; this is shown with greater accuracy 
when the additional turns are added to yarn which is already 
in position on the Elastometor, and is kept under constant load 
meanwhile. 

The effect of the length tested upon the extension shown is 
noted elsewhere (p. 

Yarn Tiiyid iiy in Torn ion . — Tt is better in many respects to 
use reciprocating stresses, rather than dead loads, when the 
properties of such a material as cotton are being investigated. 
The interpretation of reciprocating torsional stresses applied to 
yarn would, however, be very difficult, because the singles yarn 
has a unilateral structure with respect to torsion. Some facts 
obtained by the ordinary static method will therefore suffice. 

The observations were again made on one-metre lengths, in a 
simple Torsionmcter (p. 393), the load on the yarn being adjust- 
able. Turns of twist could be added or removed, and the 
torsional reaction of the yarn was observed on an indicator, 
while the contraction or elongation of the original length could 
be also observed. 

Tt was found that the torsion rises in direct proportion to the 
number of turns added, and shows an enormous hysteresis loop 
when these added turns are removed ; the curve drops almost to 
the original value as soon as untwisting begins. This is due to 
the permanent set of the length of the hairs, under the resolved 
stress, in combination with the same unpacking effect which has 
just been cited as the cause of v * negative permanent set ” on the 
Elastometor. 

The contraction of length is logarithmic, becoming quicker 
in the higher twists, and also showing hysteresis. Here the 
hysteresis is very much smaller than for torsion, so that the yarn 
is only slightly longer when brought up to some particular twist 
than it is when brought down to the same state, 
o 
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Torsion 



Contraction 



Fj(. 40 T\ j mil oI»m i v ill ion ■» to show tin* effort ot adding twist to a juin 
and lemowng it iig.un, n i the* ultt*iat ioiis ot Toision and Length thus pioducod. 

Tim \ <ii u ongmnlh (ontainnd 1 t turns poi mi. in 00s <ount, and was tested 
ill one inetio lengths, undti a load ot ono gi.un. 
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The initial torsion exhibited by various yarns of the Thirteen 
Samples was such as to indicate that zero torsion would correspond 
to a twist factor of about 1*5. This corresponds broadly with the 



Fns. *17. — The inter-relation of Twist, Adhesion, and Strength in singles 
yarn. 

Curve A shows the increasing "strength” of a yarn spun with increasing 
twists, its optimum being at .‘J-S twist factor. 

In Curve H tho hair-to-hnir adhesion is mcreas(‘d by wet double-spinning of 
the softest single, thus adding turns up to the same total twists as in A. Tho 
optimum rises to 4-9 twist factor. 

For Curve 0 the same treatments as in U were preceded by an artificial 
modification of tho hair surface, after the soft single laid been spun. Tho 
coefficient of friction was thus increased, but the optimum twist is unchanged, 
though the “strength ” is raised throughout. 


results given by the same yarns in the Twist-Yield tests (p. 175), 
where they broke under the lightest practicable loads when the 
'twist had been reduced to this amount. 

Under fixed conditions of twist it was found that the torsion 
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exerted was proportional to the load applied to the yarn, thus 
expressing the resolution of the tension by the spiral structure. 

These elementary experiments with the Torsionmeler conclude 
my preliminary account of the general properties of yarn. The 
reader should now bo ready to pass on to the final stage, following 
up all the threads of evidence from the previous chapters to their 
convergence in the next chapter upon my interpretation of the 
meaning of Strength in yarn. 



CHAPTER XII 


THE STKICNGTM OK YAKN 

With the subject of this chapter the nucleus of my totyio is 
reached, and its title would seem to be five from ambiguity. 
Yet in reality it is so ambiguous that to describe a yarn as having 
a strength of 100 lbs. in the lea test is no more informative than 
it would be to describe a railway as kk one which passes the 
1000-ft. contour line after one mile.” This information would 
apply equally to the rack railway on Snowdon or to the ordinary 
railways round Buxton. The railway engineer will want to know 
the altitudes and locations of the starting-point and of the summit, 
hence obtaining the average gradient, at the 1 very least. 

This analogy is in no way far-fetched, it will presently be 
shown that there is a Strength Gradient in yarn, determined by 
the distribution of weak links. There is also a Peak Strength, 
which cannot he greater than the intrinsic strength of the hairs 
(p. 07), less the small component resolved in radial pressure 
(p. 172), and may lie much less than this if hair adhesion is a 
limiting factor (Chap. XI), through inadequate local twist (Chap. 
XJ1). 

Thus to begin this chapter by asserting that “ strength of 
yarn ” is a meaningless phrase, in itself, may appear to the reader 
as mere preciosity. The strength of yarn is indicated by a figure 
obtained in the lea test; this figure is known to he dependable, 
and to have practical usefulness; moreover, as will be seen 
presently (p. 233), this figure has a sufficiently definite scientific 
meaning. But my criticism of the expression has nothing to 
do with the use of any one testing method ; it is due to the fact 
that two yarns can show r the same kt strength ” in some standard 
test, and yet may possess very dissimilar strength properties. 
The two yarns can reach the same result by two different ways. 
That is one reason why single-thread tests do not always agree 
with lea tests. 

Or, again, the reader may object that even if this is so, still ' 
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the' strength which is shown by a lea test is the working strength, 
so that an exact definition is immaterial, apart from ray personal 
interest in connecting the properties of cotton with the propertjes 
of yarn. But this also is irrelevant, because — as already noted — 
only a portion of the properties of singles yarn is ever available 
in the finished cloth, hosiery, or cord ; whereas the spinner’s 
strength tests arc made on singles. 

The expression “ strength of yarn ” must therefore be employed 
for the future on the understanding that it is a loose expression, 
covering a complex set of strength phenomena, whereof the 
principal constituents are the Strength Gradient and the Peak 
Strength. But before proceeding to a detailed discussion of 
these constituents there is one criticism which must be made upon 
the work of a predecessor ; it is unavoidable, because his error has 
so hampered all his successors, including myself. 1 To make it at 
this stage, and so be shut of an unpleasant duty, a brief pre- 
liminary explanation is required. 

The abundance of weak links present in any particular piece 
of yarn under test can be altered as the experimenter may desire ; 
the longer the length tested, the more weak links should be 
piesent, and — on the average — the weaker the weakest link 
should be. Consequently, the yarn should give weaker test 
results in long lengths than in short ones. Moreover, since this 
relation between length and strength should be a matter of 
average chances, it ought to give information to the statistician 
concerning the method of distribution of these weak links; this 
will presently be examined. Meanwhile it follows that if the 
length tested could be shortened down to some small amount, such 
as 1 cm., the average strength should be much higher than when 
the tests are made in lengths such as 100 metres. This is so 
bocause in the latter case the strength shown should be that of the 
weakest link present in the whole length ; in the former case, 
when the whole length is tested in 10,000 separate centimetres, 
the weakest result should be the same as that given by the same 
weakest link in the hundred-metre test; therefore, every other 
one of the 9,099 centimetres should be stronger than this*one, 
and some of these should be very much stronger because such 
short lengths should isolate the strong links as w r ell as the weak 
ones. 


1 W. L. B., ] law Cotton , p. 14G. 
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For the moment the reader can neglect the recurrence of the 
word “ should,” merely noting that it is used because subsidiary 
experimental difficulties prevented mo for many years from reach- 
ing my proof that this common-sense interpretation is also the 
correct one. Things do not happen quite like this in actual 
tests of yarn, but this is the real state of affairs underlying the 
observed facts. 

Now, if the strength of yarn at 1 cm. must inevitably bo 
greater, even very much greater, than its strength at a hundred 
metres, and if the lea test is presently shown (p. 2.T5) to be Wae- 
tically identical with tests made on a length of 120 yards, what 
becomes of that calculation which has been copied for nearly half 
a century l It shows that “ we utilise very little more than 20% 
of the total strength of the' raw' material, whether it be American 
or Egyptian cotton, when it- is spun into single yarns. ... In 
two-fold yarns the results are rather better by about 0%.” 1 
It is comparing things which arc incommensurable, for the hairs 
of the raw' material were certainly not tested in lengths of a 
hundred and twenty yards, but the yarn w as. 

The statement thus is meaningless. It is as if one should say 
that the L.M.S. Railway only utilises 20% of its resources because 
it climbs to l. r >0 feet above sea-level at Crewe, whereas Shap 
Summit is over S00 feet high. Also, it has been prejudicial to 
industrial research on cotton, because it has engendered the 
impression that nothing useful could lx* ascertained by trying 
to measure the properties of raw cotton, yarn construction being 
shown to be so inefficient ; only 20% efficient, but this conclu- 
sion did not tally with instinctive knowledge, which felt that 
things could not possibly l>c as bad as this, and tried to find 
excuses for the yarn, blaming it- on the cotton because the yarn 
seemed to be so well known (p. 77). 

"Thus one authority writes : “ Using the table for the calculated 
strength of spun yarns, and comparing this result w ith the actual 
strength given on the testing machine, is a reprehensible practice, 
and can only lead to the lixing of false ideas on the subject in the 
minds of the readers ; loss in strength through the presence of 
immature and over-ripe fibres, distortion of the fibres when in the 
aggregate as yarn, and the absolute impossibility of obtaining 
equality of tension in each film 1 , are factors inherent in all yarns 

1 Howrnun, F. II., The Structure oj the. Cotton Fibre , Munch osier, ittS], p. 143. 
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and cannot be obliterated ; they alone represent a large loss in 
strength in any test, and consequently it is scarcely correct to 
speak of the theoretical strength of yarn.” 

To such depths of agnosticism has this meaningless calculation 
made by Or. Bowman in 1SN] reduced the author of a leading 
book on cotton-spinning, in his eighth edition. 1 The extenuating 
circumstances which if drives him to plead are in reality unim- 
portant; it has already been shown that such abnormal hairs 
must be included in measurements of hair strength (p. 07) ; that 
the distortion in yarn, even at surface twist angles of 2/T, must 
be quite small (p. 117); that the tension becomes effectively 
equal on every hair in conditioned yarn through permanent set 
so that the effective and bodily diameters of yarn arc normally 
identical (p. 172). 1 shall presently show that twist, yarns do 

commonly attain to the “ theoretical strength.” when the theory has 
been made reasonably complete, while the lower strength of soft 
yarns (p. 184) is also within the grasp of theoretical prediction. 

I incline to think that, this one statement by J)r. Bow man is, 
by itself alone, responsible for holding back the scientific study 
of cotton -spinning during several decades; such, though for a 
shorter period, was certainly its effect upon me personally. The 
urgency of the need for its removal from the literature is sue!) as 
to warrant me in assisting that removal by pointing out that 
not only arc these calculations without, real meaning, but that 
they are also w 7 rong. 'Hie error in them was detected by Mr. 
McConnel; it consists in having calculated the load which the 
hairs might carry in a lea test as if it were borne by eighty strands 
of yarn, one for each revolution of the standard wrap-reel. But 
each such revolution makes two strands when the lea is placed 
on the two hooks of the tester. Therefore, all the kt calculated 
lea strengths” should be doubled, and the efficiency calculated 
at 20% must accordingly be reduced to 10% only. In any case, 
the calculations are made from O’NciH’s scanty hair-strength 
figures, 2 and not from the hairs used in the yarns tested. 

Finding the reputed efficiency of cotton and cotton- spinning 
thus cut down to a mere 10%, my reader will no doubt coifccde 
that a re-investigation of the situation, starting from the begin- 
ning, is worth making. 


1 Scott Tnggaii, YY., ('niton Spinning, London, 1924. 

2 Bowman, ioc. cit., p. 81. 
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Introductory . — Tt is essential for the reader to get to grips 
with the conception of a Strength Gradient as soon as possible, 
so .that this will be first, discussed. The component factors of the 
actual strength found locally while testing for this gradient can 
be taken ne\t. in the process of leading up to the special case 
where local strength lias been followed up the gradient to the 
imaginary quantity which 1 have denoted as the Peak Strength. 
The actual making of strength tests can be taken last of all, 
beginning with sampling precautions, and corrections for parallel' 
determinants, leading up to the analysis of the lea test. 

Throughout the subdivisions of this chapter there must be 
continual reference to a strength phenomenon which cannot 
conveniently be isolated in any one of them, namely, the effects 
which are duo to Readjustment of Twist. This readjustment has 
been discussed in its own chapter as an outstanding peculiarity 
of singles yarn (p. 172). and it^ effects can be traced throughout 
the study of strength in such yarn, because it modifies and 
renders unstable the structure which originally existed therein. 
These effects are influenced by a time factor, and they also play 
an important part in the peculiar experimental difficulty which 
I shall term the ” clamp effect”; they disappear almost com- 
pletely in two-folds, so that a direct application of woak-link 
interpretations can be made upon two-folds, and then taken back 
to explain the singles. 

Therefore it will probably lie easier for the reader in the long 
run to begin by reminding him again (pp. xvi and 7 S) that singles 
yarn ” is not a static body , but is to a large extent a vague and 
shifting complex, whose strength it is correspondingly difficult to 
define. The degree to which these ephemeral alterations control 
its strength will necessarily vary with the method by which the 
strength is tested; thus the Time Factor in tw r ist readjustment 
will be negligible in impact tests, appreciable in dead-load tests, 
and maximal in repeated-stress tests. 

To conclude these introductory and cautionary remarks I 
would lastly redirect tlio reader’s attention to the enormous 
variability of yarn. This we have seen measured as yarn 
diameter (p. 12S), ami squared to express the cross-sectional 
variation (p. 1.70) ; just as the variability of hair break is greater 
than that of hair cross-section, so the variability of yarn break 
exceeds that of its own eross-seetion, because other variable 
factors arc involved. Therefore a blind testing for strength bjr 
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repetition of a single test requires prohibitive expenditure of time 
and labour; the Probable Error of a single-thread test is of the 
order of 10% and upwards, so that at best the P.E. is still 1 % for 
a hundred tests and 0-2% for the average of two thousand five 
hundred tests, because the significance of the results follows the 
square root of the number of tests marie. The large experimental 
errors thus involved ean only be evaded by measuring concurrent 
variables, and applying corrections accordingly, but to do this 
intelligently we must understand how our corrections operate. 

This Ntrknoth ( Jkadi ent 

The “ gradient ” of strength lias already been described 
(p. S3) as the change in strength which follows upon a defined 
alteration of the length tested under any given method of 
testing, such as dead-load in single-thread. It limy be described 
alternatively as the length-strength relationship/’ 

Setting on one side for the moment the complications intro- 
duced by Readjustment and regarding a length of yarn as being 
a static assembly of successive links whose strength is very 
variable, the rate 4 of change in strength for any given change of 
length tested will follow statistical laws. For my knowledge* of 
these laws and their consequences 1 am very greatly in the debt 
of my friend Mr. G. Udny Yule, F.R.S., who interested himself 
in the problem at a stage when 1 had not succeeded in overcoming 
the difficulties of interpretation which obscured the reality lying 
behind experimental evidence. The statistical basis which he 
then provided lay unused for some seven years longer, till this 
interpretation became possible by its employment. 

Mr. Yule’s study of the results to be expected from the breaking 
of a chain, whereof the strength of the links is varied in such a 
way as to give a completely “ random distribution ” of individual 
link-strengths, comes to the following conclusion : 

<k If W.r is the proportion of samples of unit length which 
give a greater break than ,t\ 

and 

If wW, is the proportion of samples of n units length 
which also give a greater break than x, 

then 

nWx -= (W/)". 
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Thus one can calculate the deviation of the median break of 
length n from the median break of the length 1. We can 
assume provisionally that the distribution of the breaks at 
unit length is a normal one. The results of such calculation 
show three general characteristics : 

(r/) Break falls off less and less rapidly as length increases. 
(b) Breaks are more variable for short lengths than for 
long ones. 

(r) The distribution becomes unsymmetrical as lengt)ji 
increases, with a tail of weak breaks." 

The experimental verification of these predictions will ht\ 
taken shortly. Meanwhile especial attention should be directed 
to Mr. Yule’s clause (w), for this is the theoretical basis of the 
phenomenon of the Strength Gradient. The* gradient is more 
conveniently discussed bv the statistician as a falling-off with 
increase in length, but the cotton-spinner will be more likely to 
look upon it as a rise' with decrease of length, starting from the' 
lea test value. The actual form of this slope is a logarithmic 
curve, so that the strength changes by the same amount for 
every halving or doubling of the length under test. This is 
very handy, because if the tests arc made upon chains of links 
which have such lengths as i, 1, 2, 4 and S metres, the resulting 
curve will be a straight line which has a constant gradient through 
points plotted on equidistant ordinates. This gives a simple 
definition of the Strength Gradient, which now becomes the 
“ halving-change,” the amount by which the strength changes 
when the length is halved: it is less confusing to speak of 
" halving ” than of “ doubling,” on account of the technical 
meaning of the latter word. 

Though this discussion refers to real or imaginary chains of 
links, yet it also applies to actual yarn, provided that the “ links ” 
which exist, in the yarn when the test begins are still relatively 
the same when the test ends. Readjustment of twist (p. 159) 
defeats this proviso in singles, especially in bad singles, but the 
proviso applies quite well to two-folds. The act of making our 
singles yarn into two-fold is not, however, a mere prevention of 
readjustment, because it incidentally also effects a reduction in 
the variability of the yarn, and so modifies the distribution of 
weak links, and hence the Strength Gradient. This is not a 
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serious difficulty, however, for it can be corrected by calculation ; 
again 1 am indebted to Mr. Yule : 

“ Let S be the standard deviation of either constituent 
single, and M the mean break of the same. 

Then for the two-fold the 1 corresponding values are 
and 2M. 

Thus the relative variability of a two-fold (standard 
deviation, coefficient of variation, or probable error) is that 
of the single multiplied by 0-707.” 

We can now turn to examine the gradient in actual yarns, 
beginning with the simple ease of the two-fold, afterwards return- 
ing to the more complex singles. Jt should be noticed that the 
actual values usually plotted as live points on my routine arrange- 
ment of the gradient diagram arc 1 themselves the averages (more 
strictly, the medians) of the live frequeney-distributions of 
individual breaks obtained at each length. Therefore it will be 
better to examine the actual frequeney-distributions, because 
these will show the details of the way in which this halving- 
change is effected. It need hardly be added that ray choice of 
this particular series of live points at S, 4, 2, l and i metres lengths 
is simply a matter of practical convenience in making the tests 
(p. 205), while my reason for not using lengths which are shorter 
than .! m. will appear subsequently in connection w T ith the ” clamp 
effect” (p. 215). 

A suitable set of data can be taken from the Thirteen Samples 
by throwing together all the tests on all the samples at each 
length; this makes sure that any effect wo may find is a typical 
property of yarn as such, and not the peculiarity of some one 
yarn. The actual tests were made serially along each cop, the 
cycle from eight-metre to half -metre being repeated several 
times; this averages out local variations in the yarn, and so it 
becomes feasible to attempt to predict the strength of any one 
length from that of the shorter lengths. Thus I worked through 
the list of half-metre tests in the order in which they were made 
along each of the fifty-two cops, and noted the weaker of e\Vry 
two successive breaks; this is simply to assume that if the full 
metre had been tested, the break would have been that of this 
weaker member of its two half-metre links. In this way the 
half-metre tests are used to provide a forecast of what the one- 
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metre result** might be, if the simple weak -link assumption held 
good 

. Similaih I took the weakest oi cveiv successive four half- 
metie values to predict the two me tic result, and again, the 
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weakest ot eight successive halt-meties to predict the fom metre 
tuque ik \ (uivc M> data weie not extensive* enough to v go 
beyond this, so that the piocess was repeated with the* one-metre 
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tests to predict the eight-metre, besides making additional 
predictions about the two- and four-metre, and so on. 

The actual graphs thus obtained can be consulted. At each 
length is given a frequency-distribution for strengths actually 
tested at that length. Inside this lies another curve containing 
only half the number of points, which is the weak-link prediction 
made from pairs of the next shorter length ; inside this again is a 
curve containing only a quarter of the original number, predicted 
from the groups of four tests obtained in a quarter of this original 
length. And so on, like an Easter egg of concentric shells (p. 251). 

Considering first the results in Two-fold. The frequency- 
distribution of breaks at half-metre length is somewhat skewed ; 
as the length tested increases, so this skew is diminished ; in the 
words used by Mr. Yule (p. 204) in his conclusion (c), there is a 
tendency to form a tail of weak breaks.” The variability in 
short lengths is evidently greater than in long ones, when the 
half-metre is compared with the eight-metre, thus verifying his 
conclusion (b). The fall in median strength from one length to 
another is practically constant around ten grams, and as these 
lengths dilfer by successive multiples of two, not arithmetically, 
his first conclusion (a) is also substantiated. The sets of con- 
centric graphs at each length can now be examined in order to 
verify conclusion (a) in detail ; it will be seen that the four curves 
shown for tests at four-metre length all lit neatly inside one 
another, and have the same centre, or mean. Thus the strength 
of these two-folds in four-metre length can be ascertained just 
as correctly by any one of four methods; either by testing in 
four-metre lengths directly, or by taking the weaker of each 
successive pair of breaks obtained in two-metre lengths, or the 
weakest of each successive four in one-metre lengths, or the 
weakest of each successive eight in half-metre lengths. 

Thus, with these particular two-folds the theory of the weak- 
link distribution accounts entirely for the observed phenomena 
of the Strength Gradient, within the error of actual measurement. 
This is a very firm starting-point from which to return to the 
study of singles. Before doing so it should be stated that these 
. particular two-folds were doubled from the ordinary full-twist 
t singles, with the same number of turns applied in the reverse 
direction. 

Turning next to the singles, tested as such, deprived of any 
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companion, and therefore able to undergo free readjustment of 
twist; remembering also that these were poor yarns, spun too 
fine, and therefore likely to display any readjustment phenomena 
rather more easily than good yarns. They differ from the two- 
folds very markedly, but before examining these differences in 
detail it is advisable to consider the difference of variability 
which doubling causes; it has been stated (p. 205) that the 
variability of the two fold stands to that of the single as 0-707 toi 
1-000. Therefore the strength gradient of the more variable! 
singles should be much steeper; the halving-change should be 
nearer fifteen grams than the ten grams given in two-fold. 
Actually the opposite is found to be the ease ; the halving-change 
is only about four grams. Seeking the cause of this breakdown, 
and taking the three conclusions one by one as before, we find 
no decided change in the form of the frequency-distribution 
between half-metre and eight- metre ; the increased variability 
in eight-metre is still visible*, but much less decided than in the 
two-folds ; the halving-change is still fairly steady, although much 
smaller than it should be. Turning to the details of the latter 
in the concentric graphs, it is evident that these graphs are no 
longer concentric; the inner ones huddle over to the weak side 
of the outermost one. Thus, when we apply the wcak-link 
method of prediction to singles yarn, the prediction always 
indicates that the yarn should he weaker than actual experiment 
shows it to be. 

Thus, with these particular singles the theory of the weak 
link breaks down. Always it is the ease that the yarn is stronger 
and less variable/ than it ought to be. This is a most useful* 
property of singles; indeed, it is permissible to doubt whether 
many of the things which can he done with long lengths of singles 
could be done at all, were it not for this habit of concealing its 
ow n wca<k links. For that is what these graphs indicate ; measure- 
ment of strength in a short length shows that certain weak links 
are present, hut when a longer length is tested it is found that 
these weak links strengthen themselves. That this explanation 
is the true one will, I think, he conceded when the results of 
testing very short lengths have been noticed. 

But the necessary machinery for thus strengthening the 
weak links in singles has already been examined in Chap. X as the 
readjustment of twist. This in its turn is a consequence of the 
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irregularities of yarn radius due to the drafting waves. Therefore 
it may be reasonably inferred that the worse the yarn, the more 
it can develop this self-adjusting power. The better the varju, 
in the sense of regular diameter, the Jess self-adjustment it can 
display : a remarkable consequence of this will be seen in the 
Thirteen Samples, whose relative halving-change in singles is 
roughly the reciprocal of that in two fold. 

Consequently there seems no eseape from the interesting 
conclusion that any testing of yarn strength in singles, ami 
especially in the form of single thread, tends automatically towards 
obliterating the difference between a good and a bad yarn; the 
observer's scale readings are eramped. 

A further inference is important in taking us away from the 
artificiality of singles. Since the strength displayed by singles 
in ordinary mill tests, such as the lea, is very largely the result 
of its self-adjusting enpaeity, and further, since readjustment 
is inhibited when the singles are built up into cloth, hosiery or 
cord, it follows that the differences in strength which are shown 
bv the finished articles will be proportionately greater than the 
differences shown by lea tests. 1 think I am justitied in claiming 
that this conclusion does actually fit with practical experience; 
the 30-lb. yarn makes twice as good an article as the 24-lb. yarn, 
when the difference is only in the cotton used. 

Thus, the fact that singles yarn is self-adjusting, and gives 
test-results which are better than its real strength, is no argument 
for remaining satisfied with faulty yarn. And it should be 
remembered that all yarn is faulty, as my reference to super- 
quality aeroplane yarns when discussing drafting (p. 120) will 
sulliciently illustrate. 

Having established the reality of the Yarn Gradient, and 
seen that it is fundamentally a matter of weak-link distribution, 
much modi lied in singles by readjustments, it may now be utilised 
to define the differences between two yarns, if two yarns have 
the same gradient, then their relative strengths in all lengths will 
stand in the same ratio. If they have different gradients, then 
there should be some one length at which both will show the sjfme 
strength ; if this point of intersection happens to lie near the lea 
length they will bo described as having the same lea strength, while 
the results of single-thread testing on the half-metre machine 
which is commonly employed will disagree with the lea tester. 

v 
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But this is a very common event. Even within the Thirteen 
Samples the gradient differs so much from one sample to another 
vthat the halving-change is less than 4% in some and nearly 8% 
in others (Chap. XI LJ). With differences of this order accumu- 
lating between the successive halvings of 120, (>(), 30, 15, 7 \ yards, 
and still nearly four more halvings to reach the half-metre, the 1 
! existence of discrepancies between lea and half-metre tests is no 
matter for surprise ; agreement would be more surprising. 

The flatness of the gradient in some single yarns is remarkable. 

: One of the Thirteen Samples which rose from 140 grams at lea 
length to 240 grams at the half-metre when examined in two-fold, 
as the pure effect of weak link distribution, and should therefore 
have undergone some such change as 1 to 2 in singles, actually 
altered only from 40 grams to 50 grams, or 1-0 to 1-2 ! These 
yarns were, as T have said, an extreme case of the importance 
of readjustment in thus flattening out the gradient. Indeed in 
the ease of one of them this flat gradient, combined with the 
clamp effect," produced the experimental result of showing 
the same strength in singles at 5 cm. as at 04 metres; such facts 
as these made it none too easy to detect the true state of affairs. 

Other instances of the value of recognising the existence of 
this gradient will be better considered later, when analysing the 
lea test itself. 

1 Thus far l have written of the readjustment process merely 
as a thing which happens, but it is also a thing which can he 
observed very easily. Except when very poor yarns are being 
tested it is not very noticeable in the usual half -metre test, but 
it is conspicuous if lengths of the order of eight metres arc loaded 


The Intrinsic Strength of A at -40 prams was much higher than that of the 
control C at 185, but in tho Lea tost A was tlio weaker, giving 48 grains per 
, strand as against 52 grams per strand for (I. 

1^; trap elution of tho gradient determined shows tho lVuk Strengths to have* 
stood in similar ratio to those of the intnnsie Strengths. Nolo that, tho defieit 
of the l J euk below Intrinsic is greater than in Pig. 48, cjj. 240 grams drop to 
140 grams; ibis is because similar cotton to that used in Pig. 48 is now being 
Spun to a mm 'll finer count. 

Tho Cross -over tubes place at 1J metres’ length, the higher Peak Strength 
pfs A being there lost entirely by its steeper gradient. Tests which were' nufdo 
4GCt this length only would infer that, both yarns were identical. 

^ Again, the Packing effect is greater with A than with (’, so that an inferiority 
in tho ratio of ,'1G : 29 at tlio Lea length is improved to 55 : 48 in the aetual Lea 
; te*t. 

Whether A or CD is tho hotter yarn must evidently depend on tho purpose 
for which it is used. Though the presumption is in favour of A, it is clour that 
no one tost cun discriminate between them. 
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and watched. The yarn is seen to rotate on its own axis, in one 
direction in one place, in the opposite direction in another; 
sometimes a length of only an inch or two will he seen to stand 
still, while neigh homing zones are spinning rapidly. An exact 
record of the movements of any one stretch of yarn would give a 
good deal of information with regard to the exact cause of its 
breakage; at present this can only be dealt with, by the next 
section, in general terms. 

Local Stkenoth and Tim Peak St lie noth 

The next stop is to consider the manner in which some very 
short length of yarn displays its strength; in other words, how 
do the weak links (which we have located when measuring the\ 
gradient) behave when they finally give way ? 

There are some features of this local strength which are mere 
special aspects of the problem, such as local weaknesses due to 
nip-ratching, shown in the chase-break curve (p. 98), weaknesses 
due to the mule-draw effect (p. ITS), and weaknesses distributed 
pseudo- periodically over long lengths as the effect of drafting ; 
waves from the fly-frames (p. 128). These aw*, better dealt with 
later, when the sampling of yarn for actual testing is under 
discussion (p. 221). Similarly there is no need to discuss the 
effects of humidity and temperature in varying the distribution 
of weak links, as well as in altering their w eakness. Attention can 
be confined to a kind of normal. 

It has been shown in Chaps. VT1, LX and X that the normal 
state of affairs in any yarn includes a large and frequent variation 
in diameter due to the drafting waves generated in the machines. 
It has also been shown in (hap. XI that as the twist increases 
there appears a discontinuity in some yarn properties, as the 
adhesion of the hair ceases to be a limiting factor, and the actual 
tensile strength of the hairs themselves becomes predominant. 
Part of this tensile strength w ill be wasted in the resolved com- 
ponent of the stress which binds the hairs together, but this 
fraction is quite small (p. 170) on account of the very small ai^gle 
of ‘the twist; a full-twist yarn can lie compared to a spiral staifa’ A 
case which rises through some thirteen times the width of its 
step (p. 171) in making one revolution round the central axis, and 
such a stairway would be much too precipitous for comfortable 


use. 
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Having regard to the enormous variations in yarn diameter 
it is evident that these themselves must be the principal deter- 
miners of loeal strength. The fact that the spinner's rule appliys 
to these local variations has already been utilised to show (p. 171) 
that the effective diameter of the yarn is the same as its bodily 
diameter, so there is no need to consider concentrations of stress 
within any one cross-section in the normal ease: no doubt such 
concentrations happen quite frequently on individual hairs, 
especially before the yarn has been conditioned, and their occur- 
rence must vary locally as the yarn alters its form and structure 
under load; nevertheless they are incidental happenings, and 
in the main the stress is evenly distributed over the cross-section 
of the yarn at any point, leaving the. variations of this cross- 
section predominant in the control of local strength. 

The extent of these local \ aria! ions of cross-section has already 
been illustrated by citation (p. Mil) of the worst yarn produced 
in experiments on the effects of sorting. For my purpose here it 
will be more useful to quote the best of these yarns; this was 
No. 0, which has already been described (p. 1.77) as the strongest 
yarn of which l have any record for am cotton. The. diameter 
variations of this yarn w ere the smallest in the series, but within a 
mere hundred measurements they gave f>J and 12 or more as the 
relative diameters of the thinnest and thickest places; again 
squaring these figures they show the relative difference in cross- 
sectional area., or equally in the number of hairs present, to have 
stood in the ratio of 30 to 144. The weakest link in the lengths 
of yarn measured was thus likely to be less than a quarter of the 
strength of the strongest link, or about half the strength of the 
commonest kind of link, in so far as the strength was determined 
cither by the tensile strength of the hairs or by the hair-to-hair 
adhesion. There is no need to elaborate the point ; evidently the 
variation of cross-section is quite enough to account for the' 
occurrence of weak links, and so the important result is reached 
that,;in the main, the Strength Gradient is a gross statistical 
jgliseqqence, and a measure, of the Drafting Waves. 

Seeing that J had to admit inability to obtain exact measure- 
ments of the drafting waves themselves (p. 14<>), it is fortunate 
that this indirect measurement of their effects is practicable. 

When the phenomena of readjustment are taken into account, 
the problems presented by local strength become necessarily 
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more intricate. The occurrence of breaks by slip i and breaks 
by snap in the same singles yarn has formerly been cited (p. 184)r/ 
The type of twist which is present at any given cross-section, 
whether * k solid ” or “ flat,” will probably have more effect, op 
readjusted strength than on static strength. The extensibility 
of the cotton will also be concerned, because more extensible 
cotton will need to absorb more turns of readjusting twist into 
the over-stressed weak links, so as to maintain the action olf the 
spinner’s rule; this takes an appreciable time to effect by b tidily 
revolution of the yarn (p. 2 12), and so brings in a bigger time 
factor; strips of rubber cut out with a varying cross-section, 
graduated, twisted, and loaded, serve usefully to illustrate some 
of these points. 

None of these phenomena of local strength arc easy to examine 
in detail. Corrections cannot well be applied to them, because 
there is no foreknowledge of the' particular place at which the weak 
link will appear; corrections for variations of count and twist 
have to be used in gross tests, but it is barely practicable to 
determine count and twist except as the average of the length 
actually tested ; this average can only be a rough kind of index 
to the count and twist at the actual point where the weak link 
pre-existed or developed. A general idea of the way in which 
local strength may alter in singles under the combined effects 
of tensional stress and twist readjustment can be obtained from 
sensitive stress-strain recorders, or even by careful watching of 
poor yarn under load. Local slips may happen in any part of the 
yarn, without leading to breakage at that part; sometimes 
they take place slowly, sometimes quite suddenly; as if, in the 
latter case, there had been an accidental concentration of stress . 
on a single hair, which, breaking, allowed its neighbours to take 
up their share of the; load. 

The usefulness of doubling in stabilising the weak-link distribu- 
tion is thus very evident. The same effect can be produced by 
other means, but without the same certainty and convenience; 
the singles yarn can be stretched in contact with roving, 
toifching a strip of cloth. Either method will partly 
the yarn from rotating on its own axis, but witl; 
complete prevention obtained in the two-fold, and without 
the positive grip between the hairs which the two-fold provides 
in its core of compression, (p. 1 87). 
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This takes me to another aspect of local strength which is of 
high importance in the interpretation of experimental data; it 
is conveniently described as the (lamp Effect. The existence of 
an appreciable torsional rigidity in yarn (p. ISM) came under 
notice in connection with the mule-draw effect” (p. ITS); 
it recurs here as a factor preventing readjustment in singles for 
quite an appreciable distance from the clam]), or other anchorage 
of the yarn, at either end. If the clamps, knots, or cement at the 
ends are so arranged as not to damage the yarn, and the position 
of the place of break is then studied as it was studied in the chase- 
break method (p. OS), it is found that the distribution of breaks 
is not uniform all over the length. The departure from uniformity 
takes the form of few breaks in the middle, more at the ends, and 
this ostensible weakening of the ends In the clamps can be traced 
to a distance of several inches, even in fine \arn. This weakening 
near the clamp by pre\ention of readjustment in singles may be 
termed the Trimarv clamp effect. 

There is also a Secondary clamp effect, which becomes pre- 
dominant when the total length tested is only an inch or two. 
Such tests are practically worthless oil account of it; examples 
of them will be found in the Thirteen Samples data, where it will 
be seen that they drop far helow r their proper place on the strength 
gradient. It may be objected bj the reader that this shows the 
whole idea of the gradient to be erroneous, and this was also my 
own opinion for a long while. There can, however, be no doubt 
now\ 1 think, that a much simpler explanation will sullice; the 
ends of the yarn are so close together that three or four hairs in 
contact can bridge across the whole interval between the clamps; 
further, the fixing of the ends puts unequal stresses on the indi- 
vidual hairs, and the mutual adjustment which takes place in 
free lengths of yarn is not so easy when the \ arn diameter is an 
appreciable fraction of the total length. Both conditions lead to 
the development of local stresses, and the result of a strength 
test under such conditions is merely to measure the strength of 
some odd hairs. The observed fact that different samples show 
j^$*ne consistency when tested in more than one such short length 
is not opposed to this reading of the result. Lastly, there is the 
fact in its favour that although a test at 5 cm. is approaching hah 
length, yet the strength is going down, and does not rise much 
nearer to the full total hair strength when the length is further 
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shortened to 1 cm.; in the last case almost every hair is gripped 
at either end, and the action of localised stress is self-evident. 

Thus the ultimate difficulty confronting the student of local 
strength is this — that a fair test can only he obtained when the 
yarn is clamped by the yarn itself. A short length can be marked 
olT in the middle of a half-metre or so. studied, and stressed 
till the yarn breaks; if. as is necessarily very probable, the yarn 
does not break in the length under observation, the process mjist 
be repeated. Thus, to obtain true information about the breakage 
of a I cm. region, the process would have to be repeated firfy 
times on the average in half-metre lengths to get one result. 

Local strength is thus an imaginary quantity for the experi- 
menter, though very real for the yarn. It would seem that thi\ 
conception of readjustment- could probably be extended much 
further than the gross readjustment of twist which has been 
considered; the “clump effect " Mould seem to indicate that 
minute local readjustments of stress take place continually under 
load, these being made* easy by the. spiral packing of the hairs, 
which enables an over-stress in one direction to be resolved into 
other directions. The conception (p. 17.‘1) of the singles yarn 
as a self-adjusting structure is thus earned still further. 

Peak Stmt'jlh- -If the reader has now fully realised the 
imaginary nature of local strength, so far as any direct revelation 
of it can be obtained by actual experiments on short lengths, 
it will be easier for him to take the next step, for the Peak Strength 
of yarn is also an imaginary quantity. 

The Peak Strength should signify the maximum local strength 
which the yarn can show, on the average, when the strength 
gradient is followed upwards to zero length. This, however, is 
an impossible definition, for the gradient is asymptotic, so that 
the Peak Strength would Ik* infinite; at lengths equal to inter- 
atomic distances it would be the total of the atomic binding forces, 
and so on. The definition can be made practicable if the. length 
at which the Peak is measured be taken at some reasonably small 
distauce, preferably less than the length of a hair, such as one 
centimetre ; this is admittedly arbitrary, but very convenient, 
because the same length was standardised for the testing of 
hair strength (p. OS). 

Thus my definition of the Peak Strength is, tin 4 , strength 
indicated by following up the strength gradient until this latter 
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intersects with the ordinate representing a yarn length of J cm. 
Being a local strength it is an imaginary quantity, and cannot be 
determined by direct experiment. Nor can it be determined with 
great precision, because* the clamp effort prevents measurement 
of the strength in lengths which arc shorter than half a metre, 
even in fine yarns, so that the gradient has to ho extrapolated 
from this point through more than live subsequent halvings of 
the length in order to reach 1 cm. ; if the shortest test were 
64 cm., extrapolation would pass through .‘12, 10, X, 4, and 2 cm. 
to roach 1 cm. 

In spite* of these disadvantages it will he found a very useful 
conception, ft makes possible the direct comparison of hair 
strength with yarn strength which Dr. Bowman first tried to 
make (p. 200), though with misleading results. It is one of the 
two main components of the* " theoretical strength of yarn,” the 
other being the true weak link gradient as shown in suitable two- 
folds. In the Thirteen Samples it will be seen that it mav be 
identical with the* Intrinsic Strength of the hairs, if tin* conditions 
of twist, hair surface, and consequent adhesion are such as allow 
their strength to be realised : or it may lx* less than the Intrinsic 
Strength if adhesion is a. limiting factor, as it often becomes in 
singles yarn. 

Thus the hair strength combined with hair weight can be used 
to compute the maximum Peak Strength which the yarn could 
possibly display, and tin* efficiency of the yarn-making process 
can be. measured against this as a simple ratio of the actual Peak 
Strength to the possible Peak, or intrinsic, Strength. It thus 
becomes possible to compare spinning efficiencies, so far as 
strength interests us. although very different types of cotton and 
yarn may be implicated in such comparison. 

It will be appreciated, of course, that an absolute identity 
between Peak and Intrinsic is not possible, even after allowing 
for all experimental errors, but tin* differences will be small. A 
little tensile strength is wasted in the resolved compression (p. I 72), 
acting at an angle of twist which averages about 10° when the 
surface twist angle is 25*. Pare must also be taken to make*the 
determination of the two strengths commensurable, by keeping 
the rates of loading similar in yarn and lmir ; failing exhaustive 
study of the effects which tin* Time Factor would produce with 
variation of loading rate, I evaded the difficulty from the com- 
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Fig. 50. — Showing t-ho general relation between the -Int rinsic Strength of 
yam, and the “ strength ” indicated by it in tho Lea test. 

A wide range of yarns and cottons is included, each dot, representing simul- 
taneously those two values for any one yarn. The following counts and cottons 
aro ipcludod : 

Counts : — 350s 240s 2 3 6s 180s 120s ]00s Otis 00s 80s 75s 5Gs. 

Cottons : — St. Vincents, Montserrat, Ceylon -grown Sea Island. 

Sakcl, Maarad, Casdugli, Casuli. 

Zagora, Pilion, Uppers. 

Long Staple, Durango. 

Tanganyikas, Ceylons. 

Th£ “ lino of identical values ” is that on which all the dots would fall If 
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mencemont of my investigations by adopting rates of loading 
which are broadly similar in both cast's when expressed as the 
time taken to reach the average breaking load. Critical studies 
would probably need exact adjustment of this rate, which is not 
an easy matter. 

One of my colleagues kept a record showing the correlation 
between the composite strength observed in the lea test (p. 233) 
and the Intrinsic Strength of the hairs for a very mixed bag of 
full twist- yarns, ranging from 25s to 250s. and from Indian to 
Sea island. The existence of a general relationship was clearly 
indicated, but the relative yarn strength tended to fall oil as the 
absolute Intrinsic Strength increased; this was due to the fact 
that the cottons with a high Intrinsic Strength were' mainly 
long and line ones, as already noted, and so had boon spun into 
fine yarns. Thus, this falling-olT in the relationship means that 
fine yarns are less efficient- than coarse ones; this we have seen 
other reasons to expect, in the relation between drafting waves 
and roving thickness (p. J2K), and in the larger percentage of 
surface hairs (p. 1K4). It was tested by spinning some of these 
fine cottons into much coarser counts, when the strength moved 
up very much nearer to the Intrinsic Strength. Though detailed 
study of Peak and Gradient was not possible in every case, there 
can be no doubt that both the Peak Strength of the singles and 


two quantities could bo identical, which is impossible on account of the existence 
of the Strength (Gradient between tho 1 cm. length of the hair test and the 120 
yards length of tho Lea test. This lino is calculated from the following considera- 
tions : 

The “ unit hair weight ” is standardised at 0 00 1 mg. per cm. ; this is equiva- 
lent to a count of 5000s. Tho hair strength of tho raw cotton of each sample 
plotted is computed as fractions of a pound, and multiplied by this count, of 
5000. Tho product is then further multiplied by 160, which is tile number of 
separate strands loaded in the Lea test. Tho result, is directly compurablo with 
the Count x Strength Produet, in which the results of the Lea tests are expressed, 
liilTorencos in count are thus eliminated from the comparison in this diagram. 

Tho calculation reduces itself to the simple result that if tho Intrinsic Strength 
of the hair (as expressed in grams per ein. of a standard hair weighing 0*001 mg. 
per cm.) is multiplied by the figure 2080, the result is the equivalent Lea Strength 
(expressed as tho count-strength product). This, wit hout any allowance) for the 
reality of the gradient, or for losses of strength due to imperfect, adhesion. 

Out. of the fifty samples shown, tho weakest one gives a. Lea result ulych is 
25% of its intrinsic Strength, and the strongest, reaches 55%. Though lheso 
measurements of the “ efficiency ” of the spinning process are meaningless iu 
themselves, thoy should ho compared with the 10% vuluo obtained by llowman 
(*■*■)• 

Four cottons are shown twice over as circles and crosses. They are super- 
fine cottons spun first to 250s (circles) and then to 80s (crosses). The loss of 
“ efficiency ” in the former case is very marked. 
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the Gradient also were improved by thus using coarser counts; 
the Intrinsic Strength is, of course, unaffected. These unanalysed 
data are interesting through the indication they provide concern- 
ing the relative efficiency of line and coarse spinning. The former 
seems to suffer much more from excessive gradient, due to the 
difficulties of drafting. In view of the kk 10% efficiency " shown 
by Bowman’s rough estimates (p. 201), it is of interest to observe 
that the minimum k ‘ efficiency ” in this varied record for fjdl- 
twist yarns was 25%, while the maximum was 55 1 )' 


Yak\ Tkstino 

It is evident from the foregoing discussion that it. is possible, 
but not easy, to arrive at an analysed definition of the strength of 
any yarn. It should also la* evident that some method of testing 
which would make this analysis easy would be well worth having; 
such a method is still to seek, and in the present Section 1 can 
only describe such features of the present methods as arc 1 , relevant 
to the preceding Sections, leading up to a study of the meaning 
and limitations of the convenient standard lea test. 

it has been seen that real yarn, even the very best real yarns, 
are very far removed from the tk perfectly cylindrical yarn 55 
which is sometimes mentioned. The* perfect yarn would break 
up all over at once, 1 suppose, like Oliver Wendell Holmes’ kk one- 
lioss shay.” On the other hand, we have seem that the intrinsic, 
peculiarities of real singles yarn are such that, in spite of its 
imperfections, it de>es its best to emulate that vehicle. Conse- 
quently there is some justification for the casual way in which 
the testing-room of an ordinary mill is employee! ; fe>ur lea tests, 
even two, arc made in order to measure the ** strength of yarn ” 
from a sample, though days may have been spent in conducting it 
through a spinning test. At the other end there has been some 
justification for multiplying the number of test repetitions far 
beyond the limits of practicability, treating the problem of yarn 
strength as if it were insoluble, and piling up into the curve of 
error thus obtained such dissimilar factors as drafting and hair 
strength, count variation and slack bands, nip-ratching and 
rough rings. It is therefore advisable to examine some features 
of sampling, and of the correction of observations, before con- 
sidering the available tests. 
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Sampling . — By far the most important variable which must 
be dealt with in sampling is the variable “ count.” AVhon long 
lengths are tested, as in the lea test, it is separately measured 
and used to apply a correction. To measure the count of every 
strand tested in single thread is not so easy, and is rarely practised 
(p. 308). Consequently, such variations of count as may be 
found in short-length tests are usually dealt with by sampling; 
the count of the total length to be sampled is ascertained, samples 
arc then taken from the whole of this length, and an average 
correction applied to the average result. 

This method is insufficiently exact when the strength gradient 
has to be determined by the testing of various lengths in single 
thread. To deal with this it is advisable to recall an early 
experiment formerly quoted (p. 131). in which a wave-like group- 
ing of weak and strong places was observed. These were obtained 
on an automatic single-thread tester which was set to tost some 
thousands of consecutive lengths, all alike, along a single cop of 
yarn. Having been observed, they were traced to similar varia- 
tions of count, which have been discussed as kb drafting waves ” 
(Chap. VIII). Knowing that such is the type of count variation 
found in yarn, it becomes evident that the most dependable 
way of obtaining comparable counts for testing at different 
lengths, for gradient, is to take those lengths one after the other 
repeatedly, from each cop tested. Here it is not directly import- 
ant to know the average count, so long as that average is the 
same for each of the lengths tested. Thus the lengths to be tested 
for gradient determination must at least be drawn as 8, 4, 2 — 
8, 4, 2 - 8, etc. it is debatable whether a sounder plan would not 
be to draw the maximum length every time, and to remove the 
particular length to be tested from the middle of it. still following 
the same order. The simpler method is the one which 1 have 
employed. 

Another peculiarity of yarn which is in essence also a count 
variation is found in nip rate lies (p. !M). These can be disregarded 
altogether on the assumption, which l have allowed to apply 
throughout this chapter, that their strength properties follow 
those of count variations due to actual drafting. Or, they could 
be eliminated for more exact work, by discarding the first break, 
and rc-testing the residual halves. Or, their relation with the 
mule draw having first been followed up by means of a B.T.P. 
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diagram (p. 95), the sampling could bo related to the length of thq ( 
draw or eluise, so as largelv to avoid them. 

In the same way another important variable may sometimes 
require consideration in the graduated distribution of twist over 
the chase by the mule draw (‘licet (p. ITS). Whether it may be 
advisable or not to make the length oi each chase the unit length 
for testing will depend on the feature of strength which is being 
investigated. Evident lv then* is a decided advantage in testing,' 
at chase-length, when a direct comparison of single-thread^ 
strength at some arbitrary length is all that is needed; both the 
mule-draw elTect and nip-ratches are thus automatically eliminated 
from the coni ributorv variables to be sampled. 

The last important variable of twist is peculiar to individual 
spindles. A band which is slightly too slack or too tight will 
vary the average* twist, and it has been shown that even a slight 
modification of twist wi 1 1 produce a big alteration of strength 
on the steep part of the twist -yield curve (p. 175). With ring 
spindles there are liable also to be variations in tension from one 
traveller to another, duo to minute roughnesses on tilt* ring 
itself (p. 105); this alters tin* tension, and so may modify the 
completeness of hair-to-hair adhesion, thus slightly affecting 
the strength. Those errors of individual spindles can sometimes 
be dealt with b\ random sampling of a large* number, but when 
the practicable limit of number is only four, as in spinning tests, 
individual attention must be given to each spindle, and to the 
twist of the yarn produced upon it. When only a single lea test 
is taken from each spindle, as in most mill testing-rooms, this 
error is likely to escape detection. 

Correction v.- -The application of corrections to the bald 
experimental values obtained for strength is highly desirable. 
They can be applied by measuring such concurrently variable 
determinants of the strength as the count, or the twist, ascertain- 
ing the statistical inter-relationship, and shifting the experimental 
value up or down accordingly. But unfortunately this is not 
too easy. There are two main difficulties. 

The first difficulty depends on the fact that the strength 
measured bv the experiment is a local strength, wdiereas the exact 
count or twist at the locality which breaks is necessarily almost 
unmeasurable (p. IDO), and must be inferred as an approximation 
from the average count or twist. Here again the conception of 
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the strength gradient is serviceable; being in itself a statement 
of tke correlation between length and strength, it measures 
indirectly the relative sizes of weak links, though not their 
absolute dimensions. 

The second difficulty is that the closeness of such correlations 
varies from one yarn to another, and the ratio also. This can 
be illustrated by reference to the plotting (('hap. XIII) of count- 
strength correlation diagrams for the Thirteen Samples in their 
loa tests; the concentration of the dots will he seen to differ from 
sample to sample, as also does the slope of a line drawn through 
the most likely long axis of the elliptical group. Now the deter- 
mination of correlation coefficients is none too oas\ with such 
variable material as yarn, and it will he obvious from inspection 
of such diagrams that the more uniform the yarn, the less easy it 
is to place the line which describes the correlation coefficient 
in its correct angle, or to estimate whether it is really a hard sharp 
line or a vague smudge, Consequently there is some advantage 
in spinning yarn which is deliberately made variable, so as to 
make this determination of correlations easier; it is in this 
direction that there is some hope of simplifying the equipment 
at present needed for spinning tests (('hap. XV). 

In spite of those difficulties the attempt at correction of data 
is well worth making, not only for practical ends, but also because 
most interesting information sometimes emerges from this study 
of inter-relationships. Some of it is so unexpected as to he 
baffling to the student for a time, until eventually it fits into its 
place in a more complete hypothesis. Though the main argu- 
ments of this sub-section apply to every property of yarn which 
can be measured, yet it will be simpler to confine discussion to 
the count-strength correlation as being the most important one. 
Before going further, the statistical significance of such correction 
procedure must he defined, and its consequent practical 
importance. 

The high variability of yarn strength has already been men- 
tioned, as also the statistical fact that the significance of the 
average result obtained from a number of tests is inversely pro- 
portionate to the square root of that number (p. 20r>). Since 
an increase in the number of tests is thus beneficial, it is very 
Well worth while to double the accuracy by making four tests 
instead of one, sixteen instead of four, or sixty-four instead of 
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sixteen. At the start we double the accuracy by making three 
additional tests, then double it again by making twelve more, and 
again redouble it by another forty -eight ; the next doubling would 
require a hundred and ninety-two additional tests. Evidently 
there is a stage at which considerations of accuracy are balanced 
by those of patience and cost; a hundred tests is a convenient 
limit. So long as only a single measurement is taken in each 
test we can no more escape from this square-root law than from 
the force of gravitation. ! 

Another form of the law can be brought into service, however, 
if any other property which can he measured in parallel with 
strength has any relation thereto. Taking the Count as being 
such a property, the degree of connection between count and 
strength in our data is first computed, thus expressing this con- 
nection as the Correlation Co-efficient, denoted as r. This value 
of r may range from 1*0 when the correlation is perfect, down to 
zero when there is no correlation whatever. In the latter ease 
it would obviously make no difference to the significance of the 
strength-test results whether the count were brought into the 
story or not. Conversely, if tile correlation wore perfect, the 
variability of the strength tests would completely disappear on 
making the count correction which it indicated; nominally, a 
single test would then give a perfectly true answer. 

These two extreme eases, as well as all intermediate ones, are 
covered by the expression a\/\ — 7-. 1 Thus, if the correlation 
of count with strength worked out at r — 0-7, our estimation of 
strength in terms of count would be subject to a variability, 
which may be called the “ probable error per cent.,” based on 
this as well as on the probable error per cent, of the single isolated 
strength test. For this latter I have already cited 10% as an 
exceptionally low 7 value, and 15% is more usual. The value for 
strength after correction for count thus works out in these circum- 
stances at a J\E. % or 10-7, this being equal to 15 ^ j-oo — 0*49. 
Applying the square root law to this it follows that the average 
of fifty -one tests would have a probable error of 1-5% ; this is the 
same error as that of a hundred tests made baldly on the strength 
alone with the 15% error on each. 

Thus the simultaneous measurement of two things which are 
fairly w r cll correlated has halved the number of tests needed to 

1 Yule, G. Udny, Theory of Statistics , London, 1924. 
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attain a given standard of accuracy. If an accuracy of 0*3 P.E. % 
were desired, the saving would amount to more than a thousand 
tests, which is a conclusion of some practical importance. 

I have stated that the exact degree of correlation is not always 
easy to find. In the routine of mill testing-rooms a count cor- 
rection is always made upon the lea-test results, bringing them to 
fiC strength at nominal count ” by various formulae with rational 
bases. The simplest of these is in many ways the most con- 
venient; it consists in merely ascertaining the product of 
Strength x Count. This is essentially an assumption that the 
correlation of the two is perfect, because count is roughly the 
reciprocal of the cross-sectional area in a constant length, so that 
the Count X Strength product is a rational quantity, and should 
be constant for the same cotton in all counts if other things are 
equal. Different kinds of cotton may thus be compared in all 
counts, and no big effort of memory is needed, since one has only 
to remember that a value of 3,000 is excellent, 2,500 good, and 
1,500 bad, for full-twist yarns. The following table may be 
quoted from a text-book 1 in illustration, after conversion of some 
of the lea strengths there given into this form. Detailed con- 
sideration is unnecessary. 



English Warp Yarns. 






Ordinary Cottons. 1 

Egyptian or American . 

A merican 
(King). 


( 'ommun. 

Fair. 

Super. 

Common. 

Fair. 

Super. 


10s 

20s 

40s 

80s 

ir»oo 

1 140 

1700 

1000 

1 000 
1700 

2000 

1000 

2200 

1 700 

2400 2 
2000 

1087 

1 700 
1784 
1008 


But in spite of its convenience, this generalised measure can 
completely conceal information if used blindly, for the two things 
are not always correlated simply. In a yam of moderate twist 
the correlation will be typically inverse; such that the higher 
counts are the weaker in consequence of their smaller cross- 
section. On the other hand, a heavily over-twisted crepe yarn 

1 Thoriilry, T., Advanced Cotton Spinning, London, 1923. 

2 Thu figure for No. 0 sorted yarn (p. 147) was 3200. 
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gives a correlation which is exactly inverted, or direct, because* 
the vam is weakened b\ ovei -twisting, and this will be mote 
se\oie, as expressed in the fonn of twist angle m yarns of bigger 
i ad ius and lienee of lower count Half wa\ Ik tween these two 
the < onelation is /cio m the transition st.ige and nothing 
gained b\ including count m the calculation of strength The 
stiength of tin* crepe \ «i i n would lx better expicssed in terms of 
the count reciprocal as a Weight Strength ’product 

The giound is s il< i when the* Count Stiength prod Met is 
used only for eonipanng \ains of sinulai twist as 1 have largely 
use»d it hut e\em so it is an ap])ie)\unation Such cxideney as 
that epiote'd and unquoted tor the Thirteen Samples sliows that 
we <an find sueh changes m tlie coil elation amongst vains of 
similar t v pc as make' it elifhe ult to ev aluate tine shades ol stiength. 
It is foil unate that m\ present tliesis has onlv to make liist 
ap])ioxmi itions sufficient lor anahsis of the Thirteen Samples, 
w hie h langr Ik twee'ii lea stiengths ol sixteen and twenty ])ounds 

The application ot similar corrections to the single tlnead te*st 
is not usuallv practised thougli then aie moie rmjioitant here 
than m the relativelv complex lea test Jt is b\ no means 
linpiacticabk to do so ii a sinijile device is attache*d to the tester 
(p :i(>S) to mark oil a iixe'd length at constant tension, and a 
toision mu ro balance is usc'd foi <j me k weighing The c'ffect 
oi omitting such cone (turns can be realised hv eonside'Jing what 
would he the ic'sult of lincorieetc'd testing upon the few leas of 
vain ahead v cited (p 1,*H) as ail example of the' pseudo periodic 
v ai ration ot streuigth 

The correlation of count with stiength is still further com- 
plicated m single tlnead testing foi gradient 1>\ m\ alterations 
of the length tested J t has been show n that the e eruditions under 
which single vain is stressed in short lengths aie much distorted 
l) V the clamp effect (]> 2 1 “i) The'i efore it should not be altogether 
surprising now to me'c't with the' extraordinary result ‘■hown in 
the next chaptci wlieie the coni'laticm coefficie'iits in a series 
of samples tui n ovei completelv in passing from lea tests to si ngle- 
thie*ad tests made at 6 cm until they assume exactly the inverse 
relative oide'i of that winch they fust presented Whe'ie there 
had bee'ti a high count stiength correlation in the lea there was a 
low one at 0 cm , when' it was low in the lea it became high ljn 
the clamp alluded short length. This was another of the minor 
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paradoxes which led me to distrust all yarn tests for several 
y^ars. Yet if the conception of Readjustment is followed up, 
the paradox vanishes; very irregular yarn readjusts freely, and 
In long lengths can only show small variations in its average 
count, hence its count is a minor factor in long-length tests, and 
£o, gives a low correlation ; whereas, being thus irregular, it is 
very variable in its short-length counts, and this irregularity is 
directly reflected in the test result, because the clamp prevents 
readjustment, and so a high correlation ensues. The converse 
applies to regular yarn. 

It should be clear that the correction of strength results, 
although very desirable, should only be undertaken with the 
utmost caution, and should he based upon direct measurements 
of the correction factor, made at the same time, with the same 
yam, under the same test conditions. In course of time our 
knowledge will be wide enough to predict what these corrections 
should be ; for the present it is advisable to go very carefully, 
treating each yarn tested as a special case. 

Lastly, there are some subsidiary devices which can hardly bo* 
dignified by the title of “ corrections,” being rather of the nature 
of eliminations or “ rejections.” They are useful when used 
cautiously. The best example is provided by concurrent measure- 
ments of the strength, count, and total extension in single-thread 
tests. In so far as each strand of yarn tested goes through the 
same changes under load as do its fellows, so these three should all 
he correlated. Three correlation diagrams can be plotted for 
strength count, strength extension, and for count extension. 
These are then used as k * target diagrams”; 1 any observation 
which lies very far outside the main group on some one target, 
or not so far out but showing up in more than one target, may 
* he struck off the list of dependable observations in computing 
the average strength. 

It remains to examine the actual testing process. 

Tests by Reciprocating Stress . — From the foregoing discussion 
it would seem that tests in which the loading oscillates will be 
rather complex. Results will vary with the method by which 
the load is removed on each cycle ; it has been shown that a sudden 
release from tension causes negative permanent set (p. 191), the 
yarn structure opening and shutting like a spiral concertina. 

1 W. L. B., Raw Cotton , p. 134. 
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Increase of strength through readjustment (p. 172) will be 
exaggerated in so far as the Time Factor has more play in these 
prolonged exposures, and also it will be facilitated by vibration. 
On the other hand, the alterations of tension will also act in the 
opposite direction eventually, breaking down the liair-to-hair 
adhesion (p. 1S4), whereof negative permanent set is merely an 
extreme case. 

While reciprocating tests have practical usefulness, they do 
not at present, help much in the analysis of yarn strength, though 
they should serve a useful purpose in estimating durability. 
Thus it is probable that the short-hair yarns described in Chap, IX 
might show more inferiority in such tests than they do when 
compared with the long-hair yarns in dead-load tests. 

A limit ease of such tests jirovides quite 1 the prettiest experi- 
ment which can be made with yarn. It consists in watching 
a suitable length of singles yarn put under some small tension 
with one end fastened to a vibrating reed or tuning-fork and the 
other end fixed ; the? reed is kept in vibration at audio-frequencies, 
through an amplitude which is less than J % of the yarn length. 
The vibration is arranged to take place fore-and-aft along the 
yarn, like the major vibration on the mule spindle (p. 177); the 
tension, length, and count of yam are so adjusted as to make the 
vibration begin with the fundamental, one long loop from end to 
end of the yarn. Although the initial stress is small, and the 
strain also small, the yarn begins to fail very quickly, and the 
vibration figure changes accordingly. Thus the original single 
loop breaks up into all the succession of changes which result 
from the fall of tension as the yarn extends. The vibration 
being stopped when some eight nodes and loops have formed, the 
yarn is seen to hang in a slack loop, which can be; pulled apart by 
slip at some part of the length, like a sliver. 

Testing by Impact . — An inexpensive and accurate type of 
pendulum tester which 1 designed for this purpose is described in 
the Appendix (p. 3 “>.“>). The impact test measure's the energy 
absorbed in the act of breaking the yarn, and it has great advan- 
tages of convenience. Yet it has been repeatedly advocated 
and discarded by students of textiles, and even with metals there 
is some difficulty in its interpretation by the engineer. Some 
reasons for this will be worth comment. 

This test eliminates the Time Factor; therefore it is not 
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necessary to consider yarn readjustment. Hence it follows that 
it does not really test the more usual behaviour of singles, and 
their most special characteristic* ; but this is really an advantage 
in using it to foretell the properties of finished goods. So far it 
might be expected to give results like those from two-folds under 
dead load. 

The fact that it gives the true average resistance to impact, 
however many strands may be broken simultaneously, is its 
greatest advantage, and is an emphatic contrast to dead-load 
testing. 

Its fundamental weakness consists in the dependence of its 
indications upon two, or more, simultaneous variables. There is 
the breaking load or resistance* proper upon the one hand, and the 
extensibility on the other; the resistance to impact should agree 
with the formula “ Jltr.” But both these variables are them- 
selves composite in yarn : hair strength and hair slipperiness 
being involved in the one; elasticity and permanent set. hair 
properties and constructional properties in the other. Kimplv 
as a general principle, it is well to be chary of importing additional 
variables into a testing method. 

It is barely practicable to analyst* the impact results by making 
independent determinations either of It ” or of kk v ” ; the Time 
Factor intervenes, so that (lead-load measurements have no exact 
relation to the reality of instant breakage. Possibly a simultane- 
ous record of tlic actual “ e ” might be made during the impact 
blow, so that “ It ” could be obtained by simple division. But 
.1 am dubious whether, even so, the values obtained for ‘‘ It ” 
would be real ones. 

My doubt here is one which 1 have not been able cither to 
verify or to abolish ; it is based on the fact that, in such a structure 
as yarn, when extending and then disintegrating under a sudden 
blow, the friction of hair on hair absorbs a large amount of energy ; 
this energy would seem to be additional to that which is required 
to overcome the elasticity of the hairs, or of the yarn as a whole*, 
or the energy of the actual breaking resistance. 1 n most materials, 
such as metals, this is a small quantity, in yarn it is a large one. 

The ambiguity of a bald impact test is clearly demonstrable 
from iht*. Thirteen Sample's data by applying the same deview 
as before*, in making comparisons between tests at various lengths 
(p. 258). Some further analysis of. the meaning of the impact 
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result is also made possible thereby- It. will there be seen that 
the form of the distribution between the various samples is 
appreciably altered by changing the length under test from 
21 cm. to r> cm. This cannot be ascribed to the primary elanpp 
effect, for readjustment has no time in which to act ; nor can the 
secondary clamp effect he* operative, because the results of 
impacting are not dependent on simultaneity in the rupture 
of all the hairs. A reasonable cause for this alteration is indicated, 
however, when the distributions at these two lengths are com- 
pared with the distributions of total extension in yarn ’’land 
with “ hair slipperiness ” respectively. The 21 cm. impact has a 
resemblance to the former, the 5 cm. impact to the latter; a 
12 cm. test which is not figured was intermediate in form. 

Thus there is a kind of k ‘ fade-out *' in the impact results as 
the length under lest is changed. The strength represented by 
‘ fc R in the formula IRe will increase only slightly in passing 
up the gradient 21 cm. and 5 cm.; the halving-change in these 
samples lie's between 4° u and «° 0 , and there are only two halvings, 
20. 10, 5. On the other hand, the total amount of the extension 
“e” will decrease almost directly as the length, though not 
exactly so. Thus in a typical ease the value of R ” would 
rise from 100 grams only to 112 grams, whereas that of “ c ” 
would fall from 1 10 to 20 hundredths of a centimetre, which is an 
enormous alteration relatively". This accounts for tho fading 
away of the resemblance to yarn extension. 

It remains to consider why some sort of resemblance to hair 
slipperiness should take its place, probably upon a substratum 
composed of the hair strength. This seems to suggest that even 
after the hairs have been broken at the weak link, as well as 
before, energy has to bo expended in dragging them over one 
another (('hap. XV). But whether 21 cm. or f> cm. be the length 
tested, the length of the zone where the local strength breaks 
down w r ill be substantially unchanged. And the size ot this 
zone, taken relatively to the total length tested, is four times as 
big in the 5-em. test. 

So it would seem that tho impact test must be dominated by 
the length in which the test is made. If the length were made'' 
infinitely long it would simply" record the total extension alone ! 
At infinitely short lengths, even perhaps at 1 cm., it would' 
measure only the intrinsic strength. Anywhere in between these 



THE STRENGTH OF YARN 


231 


x# 


limits it measures intrinsic strength strength gradient extensi- 
bility, and the hair slippenncss or adhesion or eliaftabihtv all 
together and not easily sepaiable Bui it mcasines them in tlie 
absence of a time factor 

Yet it would not standaidise the t( st to standaidisc the length 
in which it is made, hoc a list the percentage extension ot \ain 
is itself a vaiiahle Multiple length testing sums the only 
practicable way m which it can he made ot use using the results 
as sets ot simultaneous equations containing not less than time 
unknowns 

Tcstniq Sui(jf( I In tad Inj Dead Load -He cognising that tins 
foim ot \am test is the basic one m ten ms ot which all othci 
tests must Ik mtci pic tc d m\ c uliest lmcstigations wcie 
directed to comparing the \ .moils c xisting test methods and to 
developments of the m Tlie te st has u i tain outst ineling de fe els . 
first tlie high probable erioi which is cemimonlv \[ ( , on the 
average of a bundled bleaks so th.it the sigmheanec ol such an 
average lies only between limits ot b"> and I0"> secondly the 
time and laboui consume cl in making so man\ test-, tluidh the 
inability of existing mac limes to test m vaiied lengths outside 
the range of the* clamp c tie e t iomthl\ msc nsitiv it \ of the* 
loading indicate)! Taking these tom difficulties m ot cU 1 

The high probable mot is inevitable being the clued consc 
quenee ot the vam stmeture Em tint paiticulais will hr given 
in the nc \t sub section ot this chapter and some means wlicichv 
the observed tacts may be partially collected have all each been 
descubcel (p 22(>) 

To i educe the laboui in testing it is feasible 1 o use automatic 
clexiees but saving ot time can onh be cllceteel l>v eliminating 
waste of time between successive tests since the loading late 
cannot he unduly hastened without bringing the test conditions 
too near to those of impact r l his consideration handicaps the 
very beautiful Moserop machine \n automatic dead load 
pendulum testcu (p 34 S) was therefore de vised foi use m place of 
the Moser op 

As the lmpoitance of te*stmg in many lengths became evident 
to me this automatic instrument was found neatly as incon- 
venient as the usual types, and the novel ariangemcut ol the 
Yarn Dynamometer leplaceel it (p 3(> 7) Lengths ranging fiom 
64 moties downwards lm\e been studied on this appliance, and 
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the usual changes (p. 182) between 8, 4, 2, 1 and metre are 
effected with it as routine procedure after each test; but it is 
not automatic. 

The fourth point was examined by sending the same yarns to 
several testing-rooms in various types of institution. Com- 
parison of the resulting data was most unsatisfactory. Even 
tests made on the same make of machine were discordant with 
fine yarns, the true frequency curve breaking up into clumps around 
certain values, thus clearly indicating abnormal resistances in 
some values of the loading. The design of the pivot and^ the 
ratchet-lock was evidently unsatisfactory in prolonged use. 
Since then Dr. Shorter 1 has located the inertia error definitely 
as another fundamental defect of most testing machines. 

With this passage of time, and the further development of 
these studies, it seems quite certain that the type of single-thread 
tester which will fulfil all requirements is one which 1 have so 
far failed to design in any reasonably simple form. It should 
test on spring-loading, with a simple accessory for routine cheeking 
of the zero and calibration. It should test from 8 metres to 
\ metre or thereabouts, in succession along the same cop ; either 
quite automatically or, as in the Hair-break tester (p. 355), from 
a magazine previously loaded. In either case the record must 
be graphic, and kept in serial order. The rate of loading should 
be maintained approximately constant at all lengths ; this 
involves the provision of an adjustment whereby to compensate 
for the different extensibilities of different yarns, as well as a 
constructional compensation for the different total extensions 
of the five different lengths. As such an instrument must occupy 
a good deal of space on wall or bench, it should be quickly con- 
vertible to three different calibrations, like the Yarn Dynamo- 
meter, so as to handle fine singles or coarse cords with equal 
relative accuracy. It should not aim at great accuracy in the 
measurement of individual breaks, so long as the observational 
error was symmetrical. Simultaneous records of the total 
extension are desirable, so recorded that they could be read in 
pairs with their equivalent breaks. Lastly, it is even more 
desirable that the broken ends should be preserved in their 
proper order, to be subsequently weighed for count. 

Such an instrument would make single-thread testing a 

1 Shorter, S. A., Jour. Text. ln*t., 1923. 
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source of invaluable information in the mill. Some twenty -five 
breaks at each length would suffice, and the whole test could be 
completed and corrected in half an hour. Since permanent 
reliability and “ fool -proof ness are very important, it would 
probably cost more than all the rest of the simple' equipment 
of the usual mill testing room put together. It is rather a 
possibility than a likelihood at present. 

A description is given in the Appendix (p. 34S) of the apparatus 
with which 1 have clumsily obtained the same data, which this 
machine would easily provide. Tests of very short lengths can 
also be made on the Dynamometer, but most of those quoted in 
Chap. XU! were carried out on a Hair -break tester; in order to 
ensure greater exactitude of comparison with hair strength, the 
standard instrument was fitted with a proportionately heavier 
pendulum for this purpose, and lengths of 10, T>, and 1 cm. can 
thus be broken. 

The results obtained in this way are interwoven throughout 
this chapter. It remains to consider their employment in the 
interpretation of the lea test. 

The Lea Test and its A leaning . — It is by this test that the 
strength of yarn is assessed in everyday practice. The rapidity 
with which it is made, and the consistency of its results, confer 
advantages upon w hich it is hard to improve. On the other hand, 
judging it as a physical experiment performed on a skein of 
fine w'irc, hardly any method of testing could be more vague 
and ill-defined. 

By making use of the preceding pages the reader wdll now r 
find it a comparatively simple matter to analyse the lea test 
into its component parts, and so to attach a precise meaning to 
any measurement obtained thereby. It- may be noted as a 
matter of experimental interest that most of this analysis of 
“ yam strength ” as such was effected during the process of 
dissecting the lea test, so that the present account is written 
mainly in the reverse direction from that in which the experi- 
ments were made. However, apart from the convenience of 
explanation, there is a further appropriateness in so doing, because 
it allows an outline which began in the everyday practice of the 
Grader to be completed at the everyday test applied finally by 
the Spinner. 

The original experimental study of the lea test w as made on 
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two very good yarns of dissimilar typo, an aeroplane twist and a 
soft weft in the course of training a junior colleague to research# 



Fig 51 — (Iradionl and False giachont m Lea tests. Demons! i tit ( d on twist 
and weft VHrns. The continuous lino ropiosmits the single thi' ud tests, tho 
dotted lino the testa made by tho Lea tester, m the lengths rndautod liom 480 
yaids downwards thiough twelve halving changes. 

Two jiomts bracketing c*aeh curve on the one Lea ordinate show the effects 
rospoi tivc ly of me leasing tho Fat king etfo< t by t’N ing the strands of tho Lea 
into a compact bundle, and of decreasing it by keeping them all separated. In 
the latter ( nso the yarn was wrapped on a papei foundation, which was cut 
after hemg transferred to tho tester. 


The properties of these two yarns were measured in single thread 
until the components were isolated, which the reader now knows 
as the Strength (Gradient and the Peak Strength. On following 
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the gradient down to the lea length of 1 20 yards it was found to 
give a value somewhat smaller than that obtained with similar 
loading rates in the lea test itself. A rational basis for the lea 
test was thus indicated. It remains to examine the cause under- 
lying this comparatively small disagreement 

For this purpose the lea was wound upon wrap-reels of varying 
diameter, thus altering the number of separate strands which 
carried the test load; normally this number is 100 strands, each 
27" long. 1 The test w r as also made upon multiples and tractions 
of the usual single lea. The rates of loading were \ ai led. Normal 
tests were compared w it li others in which the skein was so arranged 
on the hooks of the tester that each individual strand was free 
from contact with its neighbours, this was extended fuither by 
substituting a sheaf of pulleys for the usual hook, so that each 
strand could balance its tension more freely against that of the 
others. Count corrections were made by the correlation method 
to avoid false assumptions Humidity errors were largely 
eliminated by interlacing the times at which various experiments 
were made. The numbers of tests employee! weie balanced 
between the probable error, as ascertained in every ease, and tlie 
resources for experiment then available. 

1 have said that the lea test gives a rather stronger break 
than the same length tested in single thread. These two values 
are, of course, incommensurable unless the lea strength is cor- 
rected to the loading of single strands; this is done when the 
break shown on the lea tester is divided by 100. the number of 
strands between the two hooks. When this number is sufficiently 
small, as when testing one-eighth lea, the lea -tester strength is 
identical with that of the same 15-yard length in single thread. 
This gives an intercommunication between the two methods. 

When this number of strands is further increased through the 
quarter-lea and half-lea to the usual lea test, the lea -tester results 
rise progressively further above the true Strength Gradient. 
This rise roughly balances the true gradient's fall by the time 
that the single lea length is reached, so that small deviations 
above or below lea length have no effect in this region on the 
indicated strength per strand. This is a minor good feature of 
the lea test. Further increase to multiples such as two, three, and 
four leas makes this “ False gradient ” shown by the lea tester 

1 Vuh p. 201. 
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turn upwards, more and more rapidly. Evidently some new 
factor, quite independent of the true single-thread strength, is 
becoming increasingly important. 

This new factor may be. called the “ Packing effect,” for it is 
eliminated if the strands arc not in mutual contact. It is not 
due to readjustment of twist along the strands being partially 
prevented where they touch one another, for it has been shown 
already that this prevention would have a weakening effect, ljot a 
strengthening one. Nor is it due to a clamp effect extending 
from each end of the skein, where the strands clamp one anchor 
as they pass over the hooks of the tester, since this also is a 
weakening factor, though only a small one in 27" lengths. The 
Packing effect outweighs both these, and can only be due to 
the mutual support which contiguous strands give to one another 
at, and near, the hooks ; local stresses arc thus shared among 
them by yarn-to-yarn adhesion under the lateral pressure, which 
varies from a maximum on the hook itself to a minimum midway 
between the two books. When the hooks are stuffed full with 
multiple-lea lengths, this resolved lateral pressure is quite 1 ap- 
preciable, even in the centre of the skein; the skein can be seen 
to be fatter there than at the hooks. In reality, then, the 
Packing effect amounts simply to cutting out an appreciable 
length of yarn from submission to the testing stress, taking 
this in short lengths from the ends of every strand. Observation 
of the break-place in the lea test substantiates this, for the breaks 
tend to concentrate in the central part. The Packing effect 
is in some ways a good feature of the lea test, for it counter- 
balances some of the “ artificial ” properties which readjustment 
confers on singles yarn ; it is in such a “ packed ” condition that 
the yarn is ultimately used in cloth. 

Although the lea result depends primarily on the strength 
of the weakest place in the lea length, it is at first perplexing to 
find that the two ends of the skein can he left free without seriously 
affecting the result; these free ends represent an infinitely weak 
place. Nor is it true that when the first strand breaks down, all 
the others follow suit; careful observations on the breaking- 
time show r that, more often than not, one or two more strands 
have to give way before the load will cease to rise, and some more 
before ifc can fall, if left free to do so. These anomalies can be 
traced to the mutual clamping of strands on the hooks, and it is 
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largely due to them that a fixed loading rate is desirable ; actually, 
the present standard machines involve the yarn extensibility in 
this rate. Similarly, the Packing effect calls for care on the 
operator’s part in placing the lea quite fairly on the hooks. That 
the result of a lea test can be modified for buying, and for selling, 
is a stock jest. 

The variability of the result is noticeably less than that of 
tests in single thread, but this advantage is fictitious. It seems 
to be due to a kind of masking of the real variability of the yarn 
underneath the Packing effect, for the variability decreases as 
the Packing effect increases. Thus the range of difference really 
existing between weak and strong singles yarn is still further 
disguised. 

The magnitude of the Packing effect itself varies from yarn 
to yarn, seeming to follow the hair slipperiness; or, rather, the 
slipperiness of the yarn, to which the hair slipperiness is partly 
indicative. 

Some speculation upon the further development of the lea 
tester may be permissible. If its advantages can be utilised 
to give any indication of the relative parts played by gradient, 
local strength, and Packing effect, without sacrificing too much 
of its handiness, its improvement is worth seeking. But again, 
as with single-thread testing, demand must precede supply, for 
an improved lea tester would be more costly. Its sensitivity 
should be alterable, quickly and safely, to test fractional leas. 
Its wrap-reel should be able to lay out skeins in which the strands 
were either separated or in contact at will, and the reel itself 
should be transferable to the tester, so as to avoid disturbing 
their arrangement; this calls for rc-dcsign of the hooks also. 
The single-thread gradient could be thus obtained, and the Packing 
effect by difference. It should employ a fixed and definable rate 
of loading in place of the present variable rate which is unavoidable 
in the present designs; a miniature of the engineers’ testing 
machines would seem to be indicated, and this would avoid the 
ineitia error, while permitting the use of flexible metal links in 
place of the present pivots. The lea tester thus re-designed should 
be able to trace the stress-strain curve with sufficient delicacy to 
enable the breaks of the first few strands to be located individually ; 
sonic new r American forms of the machine are an advance in this 
respect, but do not go far enough. 
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Mty general concluBion is that the lea tost is a rational one, 
in spite of its composite nature, and that in so far as it deviates 
trom indicating the strength of the weakest link, so those indica- 
tions approximate more closely to the value of the yarn in fabric 
form. Having recognised its convenience, sensibleness, and 
reliability also, it will be veil to remind the reader of the fact 
already noticed ; that from the very nature of yarn strength 
it is not only possible but usual for samples of cotton which show 
the same lea strength to have dissimilar strength gradients 
(p. 185), and so to show dissimilarities when built up into fabrics. 

Tin 1 consistency of the lea test can be instanced from the way 
in which it discriminates year by year between various crop 
samples of the same cotton, to be quoted in the next Part (p. 242). 
Its blind spot is well illustrated by a comparison of two particular 
samples, whereof “A ” had the higher Intrinsic Strength and yet 
gave rather lower strength in the lea test. It was found after 
tracing the strength gradient of these 1 two samples that “ A ” had 
also a proportionately higher Peak Strength, but had not drafted 
so well; its gradient therefore fell more rapidly than that of 
“ B,” crossing the latter between the 1 and 2 metre lengths. 
The marked inferiority of kk A ” which thus resulted, by the time 
that the gradient had reached down to the lea length, was then 
much improved again, in the lea test itself, by a much bigger 
Packing effect; sample “ A was thus restored to a position of 
merely moderate inferiority. Two yarns which differ thus would 
scorn to be suitable for very different kinds of work ; to have 
judged kk A ” by its lea strength alone would have been unfair to it. 
This example will serve also as a final illustration of the utilitarian 
value which lies behind such conceptions as those of Gradient, 
Peak, and Intrinsic Strengths (p. 210). 

The lea tost is good enough to be w orth the trouble of making 
it better. If this account should happen to stimulate any student 
of textile history into the making of researches on its genesis, it 
will be found, 1 think, to have been the outcome of some long- 
forgotten research by some founder of textile technology, who so 
adjusted the length tested to the circumstances of the test as to 
balance its liabilities by its assets. 



CHAPTER XITI 


T1JE THIRTEEN SAMPLES 

A general outline of the relationships between raw potton 
and yarn has now been drawn. It remains to demonstrate that 
it is adequate to account quantitatively for the phenomena 
observed, as exemplified in my test ease of the Thirteen Samples. 

1 have already drawn upon the data from these samples for 
citation in the process of drawing this outline ; it might therefore 
appear that to return to them for this demonstration would be to 
argue in a circle. Consequently it is advisable to repeat my 
previous statement (p. 7b) ; that although it has been convenient, 
for several reasons, to quote actual examples from this particular 
series of samples, yet the general discussion is not based upon 
them alone, but on the observation of yarns and cottons of every 
type, from 10s Indian to 300s super Sea Island. 

The Thirteen Samples consisted originally of seven new strains 
and three commercial varieties of American cotton, with three 
duplicates. The three varieties were Express, Sunflower, and 
Polk ; these names are cited merely to show that a wide range of 
American types was covered. Reference has already been 
made (p. 75) to the accidental mixture which happened during 
the original spinning tests, so that whereas Nos. 16 and 17 were 
duplicates when they arrived, they emerged from the mill with 
one at the top of the list and the other almost at the bottom. 
From this it follows that, as quoted in this book, these arc random 
samples of the American crop. 

Regarding them simply as such, there is no doubt about their 
spinning behaviour. Seven separate sets of spinning tests were 
made on them, until all discrepancies were cleared up, and the 
last two spinnings in the 90s full twist here studied were in 
perfect agreement. It was at this stage that they came into my 
l^nds, as cops of yarn and bobbins of jack-frame rovings. 

The significance of the results obtained in the present chapter 
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is mainly duo to the fact that the number of samples is large 
enough to make any fortuitous fit of observation and interpreta- 
tion very unlikely. It was the ease for years that one, or two, or 
three of the thirteen always left their feet protruding from the 
Proem stean bed of any attempted explanation. So far as the 
Strength of Yarn is concerned, that explanation now seems to be 
^complete ; this eh tpter deals only with 90s twist, single and two- 
fold, but it contains evidence from which the properties of any 
other type of yarn could lia\e been predicted, if material had 
been available on which to verify such predictions. No ‘attempt 
is here made to analyse .such yarn properties as are recorded 
under the headings of elasticity and twist yield ; they have been 
sampled by measurements of 1 lie hair properties in stress -strain, 
but the data are not sufficiently exhaustive for quantitative 
employment. 

In the matter of intcrpi elation it is important to note that 
mass computation alone is not necessarily competent to provide 
explanations. There may be k limiting factors.’ ' That is to say, 
that some factor may impose a limit which cannot be passed, 
though variations controlled by it can take place until that limit 
is reached. Thus, the intrinsic strength forms a limit to average 
local strength of yarn, while the degree of approach to this limit 
may be limited by other factors instead. 

The presentation of the data requires more explanation. It 
would be quite inappropriate to such a short series of thirteen 
to employ rigid treatment by correlation methods only. If 
simple inspection methods are used instead for all the pre- 
liminary work, then it is difficult to compare many sets of figures, 
even in graphic form, unless precautions are taken to ensure that 
the comparison is quantitative; for example, a perfectly smooth 
progression of the thirteen from 98*8 to 100*0 would be insignificant 
in comparison with a staggering progression from 50 to 150. 
The “ percentage change ” is the important thing, and this can 
be seen quite easily by making use of semi-logarithmic paper; 
the swing and slope of any graph plotted on such paper is depend- 
ent on the relative changes, not on the absolute values. Thus, 
in one and the same plotting arrangement on such paper, the 
change from one sample to another would always be represented 
by a line sloping at the same angle, whether the change were one 
of staple length from 1 J" to 1", or of hair weight from 0*00130 




Jj Ki 54. 













244 STUDIES OF QUALITY IN COTTON ch. 

to 0-00110 mg., or again, if it were a change from a lea test result 
of 17 lbs. to another of 15 lbs. 5 oz. In all three eases the pro- 
portionate change is the same, and consequently the slope of the 
line is unaltered. Hence it follows that the slope will be unaltered 
by multiplication or division. 

One caution against over-confidence in the simplicity of this 
method may be needed. Two such semi-log (or arithlog) curves 
may have very different slopes, and yet be f un< lajnen tally 
identical, if the dimensions which they record are not identical. 
Thus, measurements of yarn diameter might change froiA 2 to 3; 
parallel measurements of yarn weight would show a change from 
2 2 to 3 2 , or from 4 to ff. The change from 2 to 3 would give a 
very different slope from that given by a change from 2 to 4J, 
though the latter would have the same, slope as 4 to 9. The result 
of squaring a set of data is to double the amplitude of their 
plotting by this method, of cubing to treble it, and of raising 
to the fourth power is to quadruple it. The consideration of 
dimensions is therefore important. 

In order that this simple device of comparison in semi- 
logarithm plottings may be used conveniently, the Thirteen 
Samples have invariably been considered in a definite order. 
Any order would serve, but I first arranged them in the order 
given by one of the lea-test determinations of yarn strength, and 
this order is maintained throughout, namely : 

(Nos.) 20. 17. 13. 21. 14. 22. 11. 12. 19. 10. 15. 18. 16. 

This particular order has the advantage of indicating the 
merit of the series, as judged by the spinner from the lea tests, 
by the upward slope of a line from left to right. 

Not all the data which have been obtained while studying 
these samples are presented here, but none have been omitted 
which have any pretensions to accuracy. The degree of variability 
of the measurements is frequently stated or shown, and in most 
other cases it has been determined. Where no explicit informa- 
tion is given it may be taken for granted that the difficulties 
of measurement have been fairly well overcome, so that the value 
stated is within 5% of the true value. 

My discussion of the data will be conducted by direct reference 
to the diagrams. This is in deliberate contrast to the preceding 
chapters, where it has been my aim to make the discussion 
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general, using the text to express my own interpretations, and 
leaving the diagrams to show the actual facts without too much 
prejudice. The reader should turn to Fig. GO. the first of the semi* 
log plottings, in order to begin the study of the data; Figs. 53 td 
59 and Fig. W3 are special plottings, and will be brought into 
the discussion as they are needed. 

Tin; Cotton j 

The order in which the hair properties will be taken tis deter- 
mined merely by comenience in grouping the diagrams.' 

Hair convolutions (p. 09).- -The number of convolutions per 
centimetre in Fig. GO will serve as an illustration of the method 
of comparison. Abo\e this figure is the* sloping line which 
represents the sequence of lea strengths, redrawn from the later 
Fig. 79. The convolutions at first have a trend in the same 
direction, but the right hand half of their curve ceases to rise. 
If these two curves had to be considered by themselves, without 
all the other supplementary evidence from other characters, this 
might be read to mean that the number ol convolutions limited 
the lea strength until 05 per cm., after which some other factor 
became 4 limiting. Actually there is no indication anywhere 
amongst these data that this variation in the number of con- 
volutions has any effect on the yarn properties at all. Such 
importance as the convolutions nuv have in these 4 samples must 
be quite secondary. 

Hair Break (p. 07). — The hair- breaking st length shown in 
Fig. 67 appears te> be even less relevant. Details of the frequency- 
distributious for two separate groups of a hundred breaks each 
are given in Fig. 56 . The 4 average 4 * plotted in Fig. 67 are those of 
three hundred hairs from each sample. The very wide 4 range of 
the latter curve should be noted, fiom 5] to 5 grams. Further 
consideration of this curve can be postponed until the hair weight 
is available, wdien it will be used to compute the “ hair break per 
equal weight of hair,” which is termed the Intrinsic Strength. 
It will then be found very relevant indeed. 

Hair Cro**-, section (p. 04). — The wall thickness data in Fig. 62 
are only approximate (p. 00). Those for ribbon width in Fig. 64 
are more exact, but both are undistinguished. They show & 
general tendency for fineness by size to follow* the fineness by 
weight which is shown between them in Fig. 63. 
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Hair Weight (p. G6). — This, on the other hand, is the most 
accurate measurement of all, and the points plotted in Fig. 63 are 
not more than 1% removed from the true values under similar 
conditions of atmospheric humidity. There is a general trend 
which slopes down to the right as a reciprocal of the lea test, so 
that the finer the cotton the stronger the lea. But there are 
exceptions to this, notably sample No. 22, which is the finest but 
one among the whole thirteen, and yet makes weaker yarn than 
most of them. Any interpretation must include thii marked 
exception to what is otherwise a suggestively general teiiflcncy. 

A reciprocal of the curve of Fig. 63 is plotted just ov^r it as a 
dotted line. This shows the average number of hairs in cross- 
section of 90s yarn, this being the count to which these samples 
were spun; it is obtained by dividing the hair weight per centi- 
metre into the yarn weight per centimetre. The range is from 
32*3 to 43-2 hairs. 

Hair Slipperiness (p. 09). — This has to be measured indirectly. 
The pull required to break the untwisted roving is shown in 
Fig. 65. Having regard to the importance of this test J have 
shown the detailed frequency-distributions of each individual 
test in Fig. 56 , just as they were shown for the hair break also. 

Below the averages of these? frequencies in Fig. 65 is plotted 
again the number of hairs in cross-section of 90s yarn, as Fig. 66 ; 
this has already been shown as a dotted line in Fig. 63. If the 
number of hairs in 90s yarn is multiplied by '/L* it becomes the 
number of hairs in cross-section of the 15-hank roving from 
which these tests were made ; the form of the curve is not affected 
thereby. 

Now it is clear that there is a strong resemblance between 
Figs. 65 and 66; between the pull required to break the roving, 
and the number of hairs therein ; the finer the cotton the stronger 
the roving. But the parallel is not exact ; thus it will be noticed 
that when the two finest samples are compared with one another, 
the one which has the weaker roving makes the stronger yarn. 

This discrepancy is investigated further in Fig. 74 , where the 
untwisted roving strength is divided by the number of hairs 
concerned in each sample, thus giving a value which expresses 
the “ slipperiness ” of the individual hairs. The dividend curve 
has a peculiar form ; the reader should notice it carefully, as it 
will only be met with twice more. It is fairly steady among the 
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wcak-lea samples to the left-hand side, and then falls away to the 
right. The strongest leas have the most slippery hairs. 

For the moment it ean only be regarded as a hint, just as in 
the ease of the convolutions, but the hint is a broader one in this 
ease because the aberrant fine sample No. 22 is now included in 
the steady left-hand portion. Also, the hint fits in with niy 
second paradox (p. wn), that cotton needs to be slippery until 
drafting is finished, but sticky afterwards. , 

Although the data for cross section of the hair are hardly good- 
enough to stand calculation of the kind, jet for the ^ sake of 


Sample No 1 

20 17 13 21 14 22 11 12 19 10 15 18 16 



completeness I have [dotted Fig. 67, which shows the .rough 
computation of the hair surface per giam. This disiegards the 
possible efieet of the convolutions upon the “ elfeetive surface," 
as distinct from the total surface here shown. The chief interest 
is in the absolute values shown, which an* in the neighbourhood 
of half a square metre per gram of cotton. 

I have treated hair slipperiness at some length, on account of 
the imperfections of tin* method by which it has to be measured*, 
It should be emphasised that its presentation in Fig. 7 / indicates 
the actual “ working slipperiness ” of the hairs as used in the mill 
during drafting, and as influencing adhesion when twisted up 
into yarn. The results of attempts to analyse this slippering 
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arc not worth including here; the factors concerned are the 
surface area, inter-surface friction, nature of the contact, whether ' 
on the crests of convolutions only, compressibility of the hair 
and of the mass of hairs, and the pressure applied. 

Intrinsic Strength (p. 07). — This character is of such importance 
as to need a separate section, although it is merely a computed 
curve, derived from the data of hair break and hair weight already 
presented in Figs. 61 and 66. As represented in Fig. 69 it has note- 
worthy features. There is a, general similarity of trend to the lea- 
strength curve of Fig. 79 , but there are again several striking 
departures from similarity when the behaviour of individual 
samples is considered. The most significant fact, however, Ifps 
in the steep inclination of Fig. 69 as compared with Fig. 
the range of intrinsic strength is far greater than is needed to 
explain the small range of lea strength. This is largely on 
account of the fact already discussed (p. 209), that the available 
difference between the best and worst samples is smoothed out 
and partly wasted in the lea test, by the action of readjustment 
chiefly. 

Hair Length (p. 00). — The comparative insignificance of hair 
length is shown most emphatically when Fig. 71 and its neighbours 
are compared with the intrinsic strength changes in Fig. 69. 
The negative result is of such importance (Chaps, i and IX) in its 
negativeness that 1 have presented the complete frequency- 
distributions for each sample in Fig. 64 ; these are the sorter 
curves. From them arc derived the modal lengths shown in Fig. 
71 , which an earlier chapter indicated as being the most important 
length (p. 150). The approximate maximum length is plotted 
separately, however, in Fig. 70. and the mean lengths arc*, showrv 
on the former as detached crosses. The “ regularity ” of length- 
is shown in Fig. 68 , by treating the sorter curves as if they w'erc 
normal curves of error, and computing the percentage variability. 

Whether the conclusion be reached by a casual glance at 
these data, or by ten years’ examination of them, that conclusion 
can only be this : that length of staple is practically irrelevant 
to the spinning behaviour of these samples, as expressed in the 
lea tests on 90s twist. 

Moreover, the general trend of Fig. 68 shows the more variable 
samples to be rather better than the less variable ones. Both 
conclusions are almost as heretical as they could be. 
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The importance of length might be partly rehabilitated if it 
acted through a third or fourth power of its own linear dimension 
but even this cannot be allowed to it, for ('hap. IX has shown that 
its effect on strength is merely direct. 

Although three of the shortest samples give the three weakest 
leas, yet one of the three samples which have the strongest leas 
is identical in length with that which gives the weakest lea of 
all; these are No* 15 and No. 20 respectively. The case of Ifo. 15 
shows that the short cotton can become one of the best,! even 
when spun into unduly fine counts, if its shortness is compensated 
by other characters ; these range, moreover, far more widely 
than length. Similarly, although No. 22 has both length \and 
fineness as well, yet these assets arc unable to balance its low 
intrinsic strength and its stickiness. It will be seen later tnat 
strong two-folds can be obtained from these short samples. 

The reader's attention may here he directed to a curious result 
appearing later on, where the Coefficient of Restitution in impact 
tests on the yarn is found to resemble the hair length. It is the 
only character which does so. 

Hair ('ontent of Wax and Ash . — The wax extractions were 
made with ether on strictly limited amounts of material; they 
look in Fig. 73 as if more accurate determinations than were 
possible might have shown something of interest. The ash- 
content curve in Fig. 72 lias a curiously suggestive resemblance 
to the hair-break curve of Fig. 61. 


The Yarn, in General 

i 

Elsewhere in this book I have stated that the main difficulty 
confronting my early attempts to relate the properties of eottotl 
with those of yarn was presently found to consist in our inadequate 
knowledge of the yarn itself (p. 79). The reader has now seen that 
hold variations exist amongst the hair properties of the Thirteen 
Samples. It may help him to re-create 1 something of the atmo- 
sphere of bewilderment with which my early researches were 
surrounded if I begin by presenting the kind of data upon which 
T was at first dependent for the gentler variations of yarn 
strength. 

The Arbitrary Assessment of “ Strength .” — That the strength 
exhibited by theso yarns was not far from the optimum, so far 



THE THlETEEtf* SAMPLES 


2&5 


v 





256 STUDIES OP QUALITY IN COTTON €H. 

as the twist was concerned in controlling it, was ascertained by 
Twist-yield tests (p. 175), four of which are depicted in Fig. 57;\ 
they will be discussed briefly afterwards. 

The natural starting-point for assessment of the relative 
strengths was the lea test (p. 253), whereof the results for the two 
final and separate spinnings in 90s twist are plotted together in 
the correlation diagrams of Fig. 52. The two spinnings agreed 
excellently. The correction of the observations to a copmion 
count had then to be made (p. 222). ! 

Fortunately, the variation in count was not great, as Fig. 75 
shows, but it was enough to interfere with the exactitude required, 
for the average difference in strength from sample to sample Was 
little more than a quarter of a pound. A line which indicated 
the most likely position of the correlation axis was fitted on the 
correlation diagram, and the intersection of this line with the 
nominal count was taken provisionally to be the “ strength ” at 
90s. The order of arrangement already defined (p. 244) was 
thus deeided, and the i£ strength ” in this order is that shown by 
Fig. 79. 

Though the position of the correlation axis can be ascertained 
with some certainty on such diagrams as those of Nos. 14, 15, 
and 18, it is not more than guess-work on some of the others. 
Consequently it is little more objectionable to assume a constant 
correlation, and use the Count X Strength product (p. 225). 
The result of doing this is shown in Fig. 80 ; the general trend is 
the same as before, but there are differences in detail which 
interfere seriously with the attempt to compare “ strength ” with 
the hair properties. 

Such a curve as that of Fig. 82 may be taken as typical of the 
results obtained when the single-thread test was substituted for 
the lea test, using some arbitrary length, such as the 360 cm. 
of this particular example. Fuller examples are given in Fig. 
105 , for this length and for 65 cm. also, both having been taken 
on the same automatic tester (p. 348), and presented without 
any correction for count. 

Below this last figure is shown the result of testing in such 
short lengths as are now known to be vitiated by the clamp effect 
(p. 215); all trace of resemblance to the original order is dis- 
appearing. Lastly, the average strengths of the two-folds which 
were made many years later (p. 186) can be seen in Fig. 112 to 
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have a partial resemblance to the intrinsic strength curve', of 
Fig. 6.9, and to be even less like the original lea-test line. 

Bringing all these data together in tin’s way, the reader can 
see that some such clarifying conceptions as those of yarn gradient 
and the like are self-evidently necessary. While these data 
were being collected, their cileet was one of sheer confusion;, 
“ strength ” might be anything. To attempt to match the hard 
and definite facts obtained for the hairs against such amorphous 
and elusive values as the \arn provided seemed waste o t time, 
and the whole research had to be diverted to the unexpected task 
of studying yarn as yarn. 

Meanwhile, it ma\ assist the reader to see from Fig. SI that 
the average single-thread strength over a range of various lengths, 
which 1 have labelled as “ likely values, ” is broadly similar to 
the lea-test results. 

Lea Strength tn Weft (p. 184).-- Other spinnings (p. 7r>) had 
been made from the same roving bobbins into 90s soft weft, but 
the yarn hud not been preserved, and only the limited number of 
lea tests made in the mill were available. These are shown in 
Fig. 78 in the form of percentages of the lea strength given by the 
usual twist yarns made and tested in the same mill at the same 
time. Only the general trend of the data can be 1 trusted, though 
tin’s shows clearly that the general trend of the weft strengths is 
like' that of the tw'ist strengths; the stronger the twist yarn, the 
higher the strength of the weft yarn. 

Impact Test* (p. 229). — One of these is shown in Fig. 76 to 
introduce quite another kind of assessment of strength. Their 
significance in relation to hair slipperiness and yarn extensibility 
has already been discussed ; the curve's illustrating this, and the 
('fleet of changing the length impacted, are Figs. .9/J to 96. 

Variability of Yarn “ Strength .” — The proper discussion of this 
matter will follow r automatically when the Yarn Gradient is 
considered. Meanwhile an early experimental result will serve 
to illustrate the confusion, by plotting in Fig. 85 the coefficient 
of variation in a set of single-thread tests made at 3(50 cm. on the 
automatic tester. The stronger the lea, the more variable is 
the break. An attempt to analyse this set of 1,300 tests is 
shown in Figs. 80 to 82, where the five strongest breaks and the* 
five weakest are averaged separately from the mean break for' 
each sample ; they merely re-statc Fig. 85, showing that ttil 
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samples are equally likely to have weak places, but that oixbf ( 
the strong can have very strong places ; thus the variability of 
the strong samples must be the greater. > 

But earlier chapters have shown that this result is artificial. 
It is the effect of nip-ratching (p. 91), and the true variability of 
the yarn is concealed below it. 

Variability of Yarn Diameter . —Some early attempts to ‘ 
elucidate this variability by measuring yarn diameter, J>eforo 
the systematic research with the Harp apparatus (p. 133V are 
shown in Figs. 88 and 89. Yarn diameter measurements \were 
made on short weighed lengths of yarn, and although the (lath are 
quite inadequate they may serve to illustrate how the <k thin 
place liability ” can be assessed. The statistical definition of the 
coefficient of variation is such that the chance of any place being 
thinner than the mean by more than twice that coefficient is 
about thirty to one. If the coefficient be twice subtracted from 
the mean, the residue is therefore a rough guide to the more 
likely kind of thin place. This has been done in Fig. 87, and , 
this again is squared in Fig. 86 to give the relative cross-sect iona^ 
areas of such places. 

These actual data are, however, mere approximations. They** 
arc only cited for illustration of a practicable method, and the 
subject will recur in Fig. 119. 

Twibt Yield (p. 175). — Four of these curves are depicted 
separately- in Fig. 57 in order to give a general impression of them ; 
the four are selected to show the w idest \ ariations of form observed 
within the series of thirteen. Jn Fig 91 is shown the “ optimum ” 
tw r ist as inferred fiom the examination of these curves, previous 
chapters have dealt with the degree of uncertainty attaching to 
this estimation, and 1 therefore make no attempt to analyse it 
further. The values for “ half -strength,” both when untwisting 
and w'hcn over-twisting, are shown in Figs. 90 and 92; they look 
as if both length and fineness were implicated, which might 
reasonably be expected. 

Stress-straw (p. 189). — The detailed Elastometer records for 
each sample are not worth reproduction in full, for my present 
purpose, and a summary will suffice. These reeoids were taken 
on one-metre lengths. 4 

Total Extension at 10 grams load is shown in Fig. 97, that at 
50 grams has been given in Fig. 93 , while the 60 gram values are 
show n in Fig. 98. 
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The true Elasticity is, of course, only “ true ” as defined for 
the standard test conditions of the Elastometcr (pp. 189 and 3^1). 
It necessarily resembles the total extension, which includes*' it* 
and is show n in Figs. 99 and 100 for various loads. The differences 
from sample to sample are easily noted by comparing the relative 
positions of Nos. 22 and 11 as the load increases. 

The Permanent Set, again, as defined by the standard con- 
ditions of the test, is not plotted separately, no definite relation- 
ships having been detected for it. 

That the total Extension at 10 grams in Fig. 91 is le?fe than 
the Elasticity under the same load m Fig. 100 may at firs^ sight 
seem wrong; it is the result of “negative permanent set ” 
(p.191). 

These data are based upon one-metre lengths only. Another 
set of data for total Extension in various lengths is derived from 
the observations of Extension at Break, made with the Yarn 
Dynamometer (p. 3(>7). These are shown in Fig 101. Incidentally, 
the discrepancy between the one-metre curve in this figure, and 
the curve which is nominally the same thing in Fig. 99. may be 
noted as a good example of sampling errors and experimental 
difficulties. The sample-to-sample differences are xerv distinct; 
No. 22 shows a sharp peak amongst its fellows at half-metre, 
which has faded away” at the eight-metre length. 

The outstanding feature of those last observations is the 
general phenomenon of the fall in percentage extension w'hich 
results from increasing the length tested ; at eight metres the 
relative extension is only half of that at the half -met! e. This is a 
readjustment effect, and its sample-to-samplo change can be scon 
m Fig. 102. where the two extremes are No. 22, which changes 
from 10% to 4% as the length increases, and No. 10, which only 
changes from (S% to 4%. 

For my present purpose it is sufficient to take note of the 
existence of these idiosyncrasies without attempting to elucidate 
them. 

Strength Gradient and Peak Strength of the Yam s . — So far I 
have dealt descriptively with the principal facts available with 
respect to the yarns of the Thirteen Samples, and this simple 
descriptive method has been seen to, be quite inadequate for the 
study of strength. It must therefore now be replaced by ihe 
analysis of strength into its components, the (Gradient and the 
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Strength, as defined in the previous 


chapter (pp. 213 and 


' The renewed series of tests upon which this analysis is based 
was made under difficulties, tine to xery limited supplies of Ihe 
‘original yarns. It was necessary to economise the number of 
tests applied, and to make the best use of the facts obtained in 
them. Consequently, the following analysis has no pretensions 
to great exactitude, though it is sufficient for its purpose. The 
reader should regard it as an illustrative example; not as a 
demonstration of the precision which it is possible to obtain. 

As it is not very easy to discuss the whole oi the Thirteen 
Samples simultaneously , even when the data and the methods 
are familiar, 1 shall first describe the method and results of the 
analysis for tive of them only, after which it will he easier for the 
reader to recapitulate the process for them all. 


A Prelim iin \ry Consider \tiov of F ive Samples 

In the gradient diagram of Fig. 1(Y ) 1 have brought together 
, the principal facts of this analysis for those 1 live samples which 
gave the two worst leas, two of the three best leas, and one 
other. This diagram is not of the same kind as those which 
precede and follow it, although it also uses semi-logarithm 
plotting in order to show the gradient, for reasons given in the 
preceding chapter. Essentially it consists of five separate dia- 
grams, which are superposed for mere convenience, each showing 
the various particulars for one sample; the neighbouring graphs 
show only one particular for all the samples. 

If the reader will imagine that thirteen such diagrams as 
those in Fig. 103, one for each sample, were drawn on transparent 
material and stood up behind one another in the usual order from 
No. 20 to No. 16, it will he evident that the usual graphs which 
follow* it can be regarded as the equivalent of sect ions taken through 
these thirteen along vertical planes corresponding to various 
yarn lengths. A preliminary inspection of these five will make 
it easier to visualise this later on. 

Single *. — The five-point line which shows the gradient of each 
'singles y r arn between half -metre and eight metres is seen in Fig. 103 
to point downwards to the neighbourhood of the lea value, except 
for No. 16; this falls aw'av abnormally, and shows no definable 
'gradient in these observations. More careful examination also 
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shows that none of the other four lines are as straight as they 
might be ; this is the result of being restricted to ten tests per 
length per sample, in order to economise the limited amount of 
precious yarn remaining. Nevertheless the general trend of the 

(ni.m.) (cm.) (metres) 



downward slope is (dear enough, and serves to emphasise by 
contrast the behaviour of the same slope when followed upwards. 

Following the gradient upwards, its direction is not towards 
the intrinsic strength (p. 217). Nor is it towards the short- 
length tests at 5 and 10 cm. ; these are vitiated by the clamp- 
effect (p. 215), which makes them abnormally weak. If the 
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gradient is extrapolated to the 1 cm. ordinate, its intersection 
with this defines the peak strength (p. 210); this can only be 
done very roughly, but it shows the Peak to lie far below the 
Intrinsic. Thus No. 20 lias its Peak at about 70 grams as com- 
pared with an Intrinsic of 137 grains, or 31%. For No. 19 the 
values are about 82 as against 187, or 44%. No. 17 also has a 
Peak near 70 grams like No. 20, although its Intrinsic is higher at 
163 grams, or 43%, while its lea test is also higher on account of a 
bigger Packing effect. Lastly, no extrapolation is possible with 
No. 16, whose lk hump-backed ” gradient I have deliberately 
included in those five samples, as a ease which may be simple 
experimental error, or may be an extreme effect of the readjust- 
ment processes. The actual extrapolations arc not figured. 

The peak strength of these samples, though not very clearly 
defined, is only about half the intrinsic strength. This is a much 
bigger discrepancy than vs as show n by the good quality yarn 
cited in the previous chapter (Fig. 4S), and is clearly due to these 
samples having been spun too fine. The point is important, 
because it makes their ultimate obedience to law and order all 
the more informative; there is an advantage in studying poor 
yarns (('hap. NV), in that they are less easy to explain, and 
the explanation is more comprehensive when it is at last 
attained. 

The preceding chapter lias shown that the gradient in singles is 
compounded between the weak-link distribution and the com- 
pensating effects of readjustment. It is not any guide to the 
efficiency of the drafting alone ; the two-folds must be examined 
to estimate this. 

Two-Johl «s*. — The construction of these from the original 
single, and their use* in the* weak-link analysis, was described in 
the previous chapter (p. 207). 

The five-point gradients for these will be found in the upper 
half of Fig. 103; the limitation to ten tests again makes these 
gradients none too straight. They are shown with the actual 
strength of the two-fold halved, so that the plotted strengths 
correspond to the strengths of singles } arn ; the increase in 
strength is fully 30% pver that of the same yarn previously 
testfd as singles. The greater slope as compared with that of the 
singles is also evident ; that the reverse should bo the case if it 
were not for readjustment in singles has been noticed previously 
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(p. 208). The same damp-effect is shown for the short-lMgtJh 
tests, which for convenience are here plotted for No. ' 17 
onl.v . v ‘ 

Instead of making a rough extrapolation of the five-point , 
lino to find the peak strength of the two-fold, T have joined the’, 
half-metre values directh to those of the intrinsic strengths'. 
For Nos. 17 and 20 the result is a steady, unbroken gradient; the ' 
Intrinsic and the Peak are identical; the strength at any length 
can be predicted if the gradient is defined. Yarn can lhave a 
kk theoretical strength ” after all (p. 201). \ 

But this theoretical strength is still not attained by thd other 
three samples, whose* Peak is clearly less than Intrinsic, such as 
1 .‘10 grams instead of 1 90 for No. 16. This has still to be explained, 
and it should be remembered when seeking to do so that these 
two folds were merely doubled to pi’cvont readjustment, not to 
gi\e maximum strength; thus it is perhaps rather more strange 
that this maximum should he attained by Nos. 17 and 20 than 
that the other three should fall shoit of it. Indeed, these two are 
too perfect, for the small discrepancy due (p. 170) to resolved 
radial stress is concealed b\ the experimental error. 

Returning now to notice wliat has been the actual effect of 
thus preventing readjustment; it has made a verv marked dis- 
crimination in gradient between these five samples. Nos. 20 and 
17 have steep slopes ; the other three have gentler ones, especially 
No. 16. But this is approaching a solution, foi^the two former 
aie the two weakest leas, the others are strong leas, and No. 
16 is definitely the strongest lea of all. Reading off the inclination 
of the Gradient as an expression of the regularity of Drafting, this 
implies quite reasonably that weak leas are given by eottonfi 
which draft badly, strong leas by those which draft well. 

Then again, the weak leas, or the bad drafters, were shown in 
Fig. 74 to have sticky hairs ; that also fits in. 

Also, these W'eak leas, being built from sticky hairs, show 
better hair-to-hair adhesion in consequence. Therefore they 
can more easily reach the yarn construction in which the hairs 
may be stressed to breaking-point before they will slip on one 
another; in other words, the construction in which Peak and 
Intrinsic coincide. Which is what has happened with Nos. 20 
and 17. 

Such an interpretation is at least a reasonable one. It remains. 
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to see whether it will hold good for the whole Thirteen Samples 
as well as for these five. 


Final Analysis 

Before proceeding to handle the whole thirteen, the reader 
might take note of the fact that this final analysis has to be 
made under rather severe limitations. Not only is the ^umber 
of tests barely adequate for measurement of the gradient, but 
I have just shown that some of the samples still leave\a gap 
between Peak and Intrinsic. The desirable procedure 'would 
have been to make further spinnings and doublings, but this was 
impossible. The available data have therefore to be used to show 
why this gap exists. The verification of fine shades of difference 
between sample and sample will not be possible. 1 have else- 
where described the work on these samples as being of necessity 
confined at first to simple observation ; it is perhaps the more 
appropriate that they should drive me back to observation 
again, just when the right methods for experiment have become 
visible. s 

The chief need is a bettor determination of the gradient than 
by the guess-work fitting of an extrapolated line which I have so 
far employed for the five samples shown in Fig. 103 . That this 
method is impracticable when these scanty data are the only 
ones available can be seen from the simultaneous sections through 
the gradients of the singles in Fig. 104. The two-folds are shown 
similarly in Fig. 109. 

In place of this 1 have used the method of halving-prediction 
formerly discussed (p. 205), which was shown in Fig. 39 for all the 
samples thrown together. It was there seen that this corresponds 
to reality in the two-folds only. I have, however, also used it to 
depict the “ halving-change ,J in the singles also, where the pre- 
dicted change is always smaller than the reality (p. 208) ; this 
plan gives a more definite estimation of the actual weak-link 
distribution at any given length, while still including the readjust- 
ment factor at that length. 

The results of these computations of t the gradient are shown 
in Figs. 114 and 113 for singles and two-fold respectively. The 
reader will notice that these two are mainly reciprocals of one 
another; a remarkable inversion, but one which is a necessary 
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consequence of the compensating action of readjustment, over- 
emphasised as it is in these “ over-spun ” yarns. 

Confining attention to the two-folds, their halving-change or 
gradient is redrawn in Fig. 107 , so that it may be compared with 
parallel estimations of the gradient made by fitting roughly a 
straight line to the five points; there is a good agreement, and 
the reader may be willing to take for granted that Fig. 107 is the 
more dependable. The gradients are here expressed in .grams ; r 
to assist in visualising them among yarns of varying “ strengths,” 
they are shown again in Fig. 110 as percentages of the {average 
two-fold “ strength ” depicted in Fig. 112. 

They arc expressed on a definite basis in Fig. Ill as percentages 
of the intrinsic strength of each sample. They thus become com- 
parable with one another, as gradients pure and simple. Their 
general trend is the reverse of the lea-test arrangement, the weak 
leas having steep gradients, the strong leas having gentler ones. 
This general trend is fortunately not true in detail ; No. 21 may 
be pointed out as a marked exception, for it drafts w T ell (Fig. Ill) 
and yet makes a weak lea. But reference to Fig. GO will show 
that this is because its intrinsic strength was very low. 

Therefore the last step is to turn all the yarn-strength data 
into percentages of the intrinsic strength ; Fig. GO thus becomes 
a straight line at 100%. Under this is drawn Fig. 115, showing 
the peak strength indicated by the particular two-folds which are 
being considered, i.e. full-twist singles doubled reverse way to 
give zero twist. No importance need be attached to the queer 
coincidence that two of them show a Beak which is exactly equal 
to the Intrinsic; the experimental data are not good enough for 
that; probably the real truth is that all the weak -lea end of 
Fig. 115 should be round about 95%, the margin of difference being 
due to stress resolved in radial compression (p. 170). But the 
fall away to the right is striking ; the stronger the lea, the less 
nearly does the peak strength in this particular kind of two-fold 
manage to reach up towards the intrinsic strength. The only 
other curve of this type in the whole series is the one which shows 
the Hair Slipperiness (Fig. 74), thus providing a measured distance 
of my second paradox, that cotton should be slippery during the 
drafting but sticky when twisted into yarn (p. xvii). 

Comparison of this Fig. 115 with the gradients shown in 
Fig. Ill makes it clear that the more easily the two-fold’s Peak 
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oan i ,>J)pi‘oach the Intrinsic strength, so also it has a steeper 
’ Grradient. Both are natural consequences of hair stickiness. 

V The average <e strength ” of these two-folds was shown in 
Fig. 112 ; it is redrawn as a similar percentage of intrinsic strength 
$h Fig. 117. In the usual half -metre mill tests the left-hand end 
bf the curve would be even higher, because of the steep gradients 
of the samples at that end ; in iong-length tests the curve would 
be flatter than in Fig. 117 . Combining this with the peak strength 
-curve of Fig. 775 it becomes evident that each sample needs a 
different treatment in spinning and two-folding if its best per- 
formance is to be j ' cached ; but that performance will even then 
be limited (at any particular length tested) by the gradient down 
which it falls away from its peak strength. 

The average singles “strength ” of Fig. 81 is similarly shown 
in Fig. 118. Here the effect of readjustment comes into play to 
abolish the general downward trend of Fig. 7/7'; the higher and 
lower percentages of intrinsic strength are scattered at random 
along the curve, and the rough estimate of peak strength in 
singles which is plotted as Fig. 116 is generally similar. 

Much more computation and presentation could be made, even 
from the data already shown, but it does not seem necessary thus 
to over-work these scanty measurements; they have already 
demonstrated all the broad outline required. It will serve to 
remind the reader that the Yarn Gradient itself has still to be 
analysed quantitatively (p. 135), if I conclude this series of 
diagrams with Fig. 119 , which is like a window looking into the 
unknowm. It summarises mv search for periodicities of the 
drafting wave in these Thirteen Samples, made between the 
limits of 10 and 28 cm. only. Fig. 119 show's the periods which 
- were found ; there is no indication whether or not they were 
important periods, nor to what machine’s series they belonged. 
All that can be seen is that they differed from one sample to 
another. It is definitely known that there were more of them 
outside the limits drawn in Fig. 119, for one of the samples was 
searched from less than a millimetre to more than a metre, and 
showed many to be present, both longer and shorter than those 
recorded here. This is the unknown territory into which scientific 
Melioration must extend, using physical experiment and statistical 
analysis in order that the Yarn Gradient may not merely be an 
observed and measured fact, however useful, but shall become a 
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predictable consequence of analysed drafting phenomena. Until 
this has been done, the analysis of “ strength ” in yam cannot 
go very much beyond my present broad outline. 

The major conclusions reached from this study of the Thirteen 
Samples are three in number. First, that the strength of the 
yam is in every respect a logical consequence of three chief 
properties of the cotton hairs (cf. p. ]!)!)). Secondly, that these 
samples can be arranged in various orders of merit, according to 
the purpose for which they are to be used . Lastly, that while 
the lea test is a useful guide to their most likely and usual order, 
it is always composite, somewhat indefinite, and may sometimes 
be quite fallacious. 
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CHAPTER XIV 


INTRODUCTORY 

It may be premature to discuss the practical application of 
results which are so far from being exhaustive. In any case it is 
neither advisable nor necessary to attempt the task of relating 
them to the user’s side of the Cotton Industry. Existing practice 
in the spinning mill is fully adequate to its present, work, and 
will hardly be affected by more or less understanding of the 
reasons lying behind that practice, until they ha-vc been followed 
much further into detail than has here been possible. In the 
Appendix will be- found some discussion of the methods which 1 
have found to be employable for the effective prosecution of such 
industrial research, and the speculations of the present Part 
can therefore be restricted to the possible reactions which such 
studies as those may have upon cotton-growing. 

The risk of prematurity in doing this is not so serious, because 
the further advance of knowledge concerning the problems of 
quality in cotton can best be made now from the grower’s side. 
Although the. indications about it which I have been enabled to 
detect are too sweeping for direct use in the mill, yet they do, I 
think, provide the main clues for which cotton-growers have been 
waiting, in order to set about the systematic control of quality 
in their crops (p. x). 

The general position remaining at the end of Part II may be 
usefully summarised in terms both of ignorance and of knowledge, 
whereof the former is the greater, though expressible in fewer 
words. 

The largest holes in the previous chapters which I can detect 
as examples of ignorance would seem to be as follows : — The 
statistical causation of •the distribution of weak links produced 
by.drafting is as yet unknown (pp. 135 and 203), even so far as 
those weak links are identical with low numbers of hairs in the 
cross-section of the yajn. Where weak links arc modified in 
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singles yam by readjustment (p. 172), the statistical problem is 
further complicated by physical and geometrical ones; 'it is 
possible to take refuge here from ignorance in the fact that 
insignificant use is ever made of singles in long lengths, outside 
the actual operation of weaving. The details of the connection 
between \arn gradient and hair properties are still much vaguet 
than 1 would like to see them (p. 2(»f»). The analyses of ^he 
effects of twist alteiations upon the adhesion factor) in y&tfO 
structure (Chap. XI) lias been made laigelv by inference, in 
respect to the Thirteen Samples in spite of observations on 
twist-yield and torsion. Whv the length of the hair should be so 
insignificant a facto? (pp. 15(5 and 252) nia^v perhaps be included as 
an hiatus, not because there is any inherent improbability in the 
conclusions to which l have been driven with regard to it, but 
because those conclusions do not tally with the practice of the 
markets. 

These and other gaps will doubtless be filled in before long, 
b> knowledge acquued mote quickly. The present stage has 
been reached so slowh that each line written within these covers 
represents more than an hour of study, without reckoning any 
assistance fiom my colleague's. Meanwhile, without forgetting 
the ignorance still to be rectified, the discussion may turn to such 
knowledge as is available for use : 

(a) The properties of yarn which lias been built in any* 
specific twist construction, with the practicable skill now 
current in so doing, are dominated by. and in themselves 
express, the properties of the cotton used (Chap. XJII). 
Thus, in the last resort, the quality of yarn is in the hands 
of the Grower. 

(b) Yam is very far removed from the ideal cylindrical 
thread, with a gentle strength-gradient. Skill in spinning* 
with the existing equipment (Chap. VIII) can only improve 
the gradient up to a degree which is fixed by the Grower, who 
also fixes the intrinsic strength (Chap. V). 

(r ) Fractionation pi occsscs may be developed which would 
carry out operations beyond the jlower of the Grower to 
effect (Chap. VIII). 

(rf) Lea tests for yarn (Chap. XII) and grading of r4w 
cotton (Chap. I) are only dependableVor comparison of siipilty* 
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* * cottons for similar uses. They cannot be trusted for informa- 
* tion as to the value or use of a new cotton. 

(e) Different kinds of cotton differ more in the properties 
and possible uses of their yarn than they appear to do 
(Chap. XI LI). 

i (/) Exact knowledge of cotton properties is becoming the 
best guide for predicting the industrial behaviour and value 

* of that cotton in yam or fabric*. 

In this Part my concern is principally with the control which 
the cotton -grow er should be* able to exert in virtue pf this last 
clause. Its examination subdivides into three heads. First, 
the directive control which can be* imposed artificially from the 
experiment station and its laboratories. Secondly, the partial 
escape from such control which results under the conditions of 
actual cultivation in the open iield. Lastly, the long-distance 
objective of sueli control, over and above its immediate purpose 
of growing profitably for markets already extant. These provide 
the topics for the* three chapters to follow . Some aspects of them 
have already been dealt with by two articles in the Empire 
Cottov -Grommj Review* and by one in the Nineteenth i'entunj ; 2 
the present chapters can therefore be condensed accordingly, 

1 W. L. 13., il The IVifert Oonliol of Colt on Seed,” lor . nt. 1920. 

8 yV. L. 13., “ Cotton,” lor. at., 1920. 
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It has been shown by two entirely separate lines of investiga- 
tion, on the one hand experimental (Chap. TX), on the other 
observational (Chap. XJJI), that the length of cotton is only 
about the fourth character of economic importance which 'the 
cotton hair can possess. Intrinsic strength, fineness by itself, 
and the slipperiness of the hair, individually as well as col- 
lective^, have more effect than length as such in determining 
the properties of the jam or fabric. These* three are frequently 
associated with length (p. 140), but are not necessarily so associ- 
ated, and should henceforth be given prior consideration in the 
selection and breeding of cotton plants for quality. 

Thus to modify and extend the technique of applied genetics 
can only be effected by providing new methods for use in the 
cotton-breeder's laboratory, so that individual plants can be 
readily distinguished by measurements of their Intrinsic strength, 
their Fineness, and the Slipperiness of their hairs, as well as 
their Length. Much of this new technique has yet to be devised. 
There should also be studies in collaboration with the users of 
cotton, aiming at the simplification of spinning -tests. It will be 
convenient to consider these separately. 

Breeding for Quality. — When the Sorter was re-designed as a 
testing appliance, I stated in the Handbook which was prepared 
to accompany it that “ it is as yet a means for acquiring knowledge 
for its own sake, and is not yet a guide to the practical utility 
of any sample of cotton,” and expressed my hope that when exact 
information had been obtained by both grower and spinner, “ the 
study of the facts by many such students, from many view- 
points, will ultimately make such knowledge useful.” 1 Although 
five years have elapsed, these quotations can still stand. The 
facts have been collected and studied meanwhile from both sides, 

1 Loc. rAt. t p. 18. 
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but their relation to quality is still not very evident. No more 
need be said here ; the method of measurement is available, even 
though its importance be quite subsidiary. 

The use of the term “ Fineness ” is understood to imply its 
expression by weight, and the application of the hair-weight 
test (p. 69) in a genetics laboratory presents no difliculties what- 
ever. The test is quick, convenient, and accurate, so that it 
could easily be standardised for routine selection work. 

There is, however, a big environmental iluctuation in this 
character, which 1 have investigated in some', unpublished studies 
made upon the bolls ripening from day to day which were formerly 
described in Raw Colton . l Thus the cotton- breeder will be 
obliged to extend his measurements of hair weight by virtue 
of physiological considerations, as for so many other characters 
of the cotton plant. Indeed this large and easily measured 
fluctuation has already been used as an effective addition to the 
botanist’s resources. 

But hair weight has a further significance to the plant-breeder, 
wherein the available methodology is still imperfect, namely, in 
the variation from hair to hair. This is important industrially 
on account of its relation to “ nep ” ; a compact frequency-distri- 
bution of hair weight enables a low-hair-weiglit cotton to be 
grown with less risk that the tail of the frequency curve will 
transgress into the zone where the hairs are too thin-walled to 
resist being rolled up into nep (p. 114). It is probable that there 
is a typical frequency-distribution, as for length, but the nep-free 
Yannovitch cotton, now extinct, shows that deviations from 
the type can similarly be found. I assume, and am corroborated 
by Dr. Harland’s work, 2 that nep is almost entirely determined 
by this frequency distribution. 

Now, there are no direct methods for weighing single hairs. 
Nor are the measurements of wall thickness dependable under 
the microscope (p. 65). Some method needs to be invented, and 
the most likely line would seem to be found in a suggestion which 
I owe to my former colleague in Egypt, the late Mr. F. Hughes ; 
the rates of fall of hairs in a # given liquid w T ill vary with their 
weight and surface. If # the- latter is independent of the former 
the method should be workable, for the mean of the former is 
known, and the extremes, or the quartiles, could be assessed by 
1 Loc. cit ., Chap. IV. 2 Harland, S. C., Jour . Text . Inst., 1924. 
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microscopic measurements of samples drawn from the upper and 
lower limits of the sinking precipitate of hairs. All hairs would 
have to be cut to constant length, and freed completely from 
internal air ; these are only two of the precautions and difficulties, 
but Mr. Hughes' method is worth re -investigation in the light 
of the additional knowledge which has been gained since ho first 
suggested it to me. No doubt some mechanical method for 
fractionation will arrive eventually (p. J(>.‘{). j 

Turning next to the Intrinsic strength, as computed from the 
hair-break data in terms of a unit weight of hair (p. (>7), there is 
much need for improvement in the methods of measuring the 
hair-break, and yet sueli improvement seems very difficult so 
long as dead-load testing is used; even v\itli my magazine tester 
(]). .V>5) it is out of the question to a item] it to measure more than- 
a dozen or so of samples a day on each machine used, while the 
time taken to fill each magazine makes it impossible for one' 
operator to see after mote than two machines, even without 
computing the results. Such a method is of little use to the plant- 
breeder at the stage when then 1 an 1 hundreds of plants to be 
examined. Imagination fails to envisage a cotton -breeding 
laboratory equipped with twentv operators and forty testing 
machines, engaged in mass-production of data ; it does not spelrU 
worth the boredom to the operators. 

Some short cut is wanted for obtaining first approximations, 
which could afterwards bo amplified by dead-load testing on the 
final selections. There may be a hint of correlation between 
break and ash-content in the data of the Thirteen Samples 
(p. 254) ; no doubt such correlations exist somewhere. But 
direct determinations are inevitable, and for these it should 
be worth while to re-in vestigate the impact testing (p. 228) of 
hairs, making the test in such a way as to measure also the 
extension under the impact; the resistance could then be 
evaluated. The design of apparatus to do this on centimetre 
lengths of hair presents various difficulties, as in the clamping 
of the hairs and in observing extensions which only amount to 
about a millimetre. Still, it seems to be the only way, and there 
can be no question of dispensing wit^ measurements of the 
intrinsic strength when researches on cotton-growing are being 1 
conducted. The character is of first-rate importance in defining 
the upper limit of yarn strength, or rather, of fabric strength, and 1 
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its variation from one cotton to another has been shown to bo 
greater than the world range of length. Methods must be found. 

It would be possible to measure the SI i]3 peri ness character in 
a plant-breeding laboratory by the method described already 
(p. 70). making a weighed sliver in the draw-box provided with the 
Sledge Sorter (p. 58). This sliver eoukl be twisted a definite 
number of times by hand, under a definite load, as it came from 
the rollers after the final drafting, instead of being collected oil 
the folding roller. This would give a standard consolidation, 
and the untwisted roving test could then be made. But this 
would only serve in default of a better method : that described 
by Adderlev, 1 in which the* hairs are withdrawn from between 
two loaded pads of the same cotton, might be improved. Possibly 
the pads might be multiplied and set out on the magazine of the 
hair-break tester, but the need for rapid determinations rather 
suggests that the parallel between hair slipperiness and short- 
length impact tests (p. 250) should he examined further, using 
sliver instead ol yarn. Various indirect measures of this kind 
seem possible, which would at least be comparable amongst 
themselves, but measurement in absolute measure is not yet 
in sight. The cot ton -grower should be in a good position for 
experimenting in this direction. 

1 have confined this discussion to the four characters which are 
now definitely known to he of major importance (Chap. Xlll). 
Others will no doubt transpire as knowledge advances further, 
but it would serve no useful purpose, to deal with them more fully 
than the incidental references which have been already made in 
Parti. 

Simplified Spinning Tenln. — No keen research student of 
cotton-growing is content with the present situation, whereby his 
material lias to pass through unknown hands and processes, and 
to be subjected to mysterious criteria, in order that its spinning 
quality may have, a lea-test figure affixed to it. Many would no 
doubt be willing to attempt the making of their own first approxi- 
mations to this measurement of quality, but this lias been impossi- 
ble in the past. It would se^m, from the analysis given in the 
previous Part, that the function of a mill spinning test is primarily 
to yvaluate the yam Gradient obtainable under the conditions of 
everyday working. If this is so, it follows that the fact of small- 
1 Addorl^v, A., Jour. Text. Inst., 1922. 
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scale spinnings on a laboratory bench being quite Unable to 
simulate mill conditions is no longer an insuperable objection 
to them, for they could be made comparable inter $e, and the 
various components of a am properties could be compared, 
separately. 

The equipment might be reduced to one or two draw-boxes, 
like that of the Sorter, and a horizontal rule spindle (p. 104) of 
the throstle type. The relative gradients might be compared by 
cutting up and weighing a sliver, without even attempting to 
make yarn from it, as was described in an earlier chaptor for the 
treatment of rovings (p. 127). The standardisation of humidity 
and temperature conditions within a small room or box is not 
difficult, and the investigations on roller settings and weightings 
which would naturally he made at the same time w'ould help in 
analysing the drafting problem (Chap. VIJI). (liven a knowledge 
of relative Gradients and of the Intrinsic strength, there remains 
the adhesion factor (Chap. XI); this can be as well investigated 
iu coarse rovings as in yarn, by employing various tw T ists, and 
testing for breaking load or impact strength, concurrently with 
the measurements of hair slipporiness. 

It seems to me entirely practicable that the cotton -grower’s 
laboratory should be able, if proceeding with scientific caution, to 
make useful first approximations to the spinning performance 
which his samples would ultimately show. Samples sent for 
proper spinning tests could then be accompanied by some indica- 
tions concerning their virtues and vices as compared with samples 
which had previously been spun. The analysis of these actual 
spinnings might be extended further, on the lines described in this 
book, when cops of yarn were returned to the Grower from the 
Spinner, if the latter had not the time or the equipment for so 
doing. 

Though such an expression of opinion can be no more than a 
personal one, yet to my mind it is very desirable that the grower 
should take up this line of research for himself, however trivial 
his attempts may seem to the professional spinner. I know 
from personal experience on both si<jcs of the industry that a mere 
numbered sample of cotton which comes borne for testing can but 
rarely be regarded with the same interest, even affection, is 
given to that same sample by those who consigned it after sowing, 
cultivating, and even breeding it. SuoJ? a sample has its cfWn 
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individuality to the grower ; it is merely one of a series of victims 
when it reaches the spinning laboratory and mill. 

Lastly, there would seem to be possibilities well worth explora- 
tion. in the study of cotton under the conditions of hand-spinning. 
The same argument again applies; that some analysis into 
separate factors, and the making of relative comparisons for each 
of them separately, is now within sight of possibility. It would 
at least be interesting, if nothing more, to give little samples of 
ginned cotton, and also of prepared sliver, to several individual 
hand-spinners (who are usually available in cotton -growing 
countries), and afterwards to study their products and to listen 
to their comments. The average count obtained, as well as 
the gradients, should lx* informative. Realising now that the 
cotton itself dominates the situation, it would not lie surprising 
to find a fair measure of agreement in the ninth v performances 
of various individual hand-spinners or spinsters, and oi these 
again witli the machines. 

i have made these suggestions purposely casual. Some of 
them I have already explored very tentatively. They could 
doubtless be earned much further, if handled with care, and 
while so doing they would help to bridge over the gap in technique 
which still exists between Grower and Spinner. Their pursuit 
would give the student of cotton-growing a personal hold upon 
the subject of Quality, if not of Value, whereof at present he is 
completely deprived. 



CHAPTER XVI 


IN TIMS FIELDS 

There an* many features of everyday agricultural practice 
which can modify the quality of cotton, in the sense th tit they 
are capable of depreciating the quality available when tlie boll 
first o])ens. They have been dealt with by other writers, and 
need not be considered here in detail: it will suffice to quote 
examples. The crudest is the admixture of dirt and leaf while 
picking and handling the seed cotton. Prolonged exposure to 
kk weathering ” lowers the intrinsic strength by photo-chcmical 
action, and by tbe attacks of bacteria and fungi. The surface 
properties of the hair are readily altered by the same causes,, 9<ScS 
modifying the hair slipperiness that the cotton seems fragile to. 
the hands before the actual breaking load has dropped appreciably. 
Unsuitable ginning may break the hairs, or develop slip-spirals 
in them, or it may be unsuitable merely because it produces a 
bale with a texture which is inconvenient ; then* is room for much 
study of ginning, in spite of the negligible damage caused by good 
ginning practice. 

My concern in this chapter is not with these secondary altera- 
tions, in spite of their practical importance, but with the still 
more important Primary Quality of the cotton which is available 
when the boll is ready for picking. The factors determining 
this primary quality fall into two groups, under the heads of 
that heredity and Environment respectively, which have as their 
resultant the “average plant ” whereof the crop is composed.* 
It will be quite sufficient to limit the discussion to a few salient*, 
directions in which knowledge has extended since 1 w rote 
Cotton . , * v 

Starting from the Heredity factors*; ibis too generally accepted 
that a control of seed supply is equivalent to a complete control 
of quality, .though not of yield. Yet even a perfect seed control 
can only control the heredity factors, tvhieh dominate half the 
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situation ; the environment is of equal importance. A super 
Sea Island cotton has grown coarse and wiry lint in the Sudan; 1 
in other words, hair weight has a big environmental fluctuation. 
In the present imperfect state of our knowledge 7 am led to infer 
that the characteristics involved in primary quality which do 
not iluctuate much are: the true diameter of the hair cell, the 
frequency distribution of hair weight, the surface coefficient of 
friction, and the intrinsic strength of the hair. The available 
evidence is scanty for this last and most important character, 
but it is suggestive of such a specific peculiarity. Even if all 
these are practically constant they still leave several important 
components of quality open to environmental influences, and 
especially the mean hair weight, or fineness. 

These limitations of quality-control by way of heredity arc 
still further constricted by the facts of liair-to-liair variation 
upon any individual seed, already discussed ((’hap. IV). It 
follows that no true uniformity of quality is oven imaginable in 
the open boll. If it were eventually found to be desirable that 
all the hairs of a sample should lx* even moderately alike 1 in their 
fineness, the cotton -grower could play only a small part in achiev- 
ing this end. indeed, when the fractionation of raw cotton becomes 
practicable (p. 103), tin 1 task of the grower might be simplified; 
however, if 1 am not too far wrong in thinking that intrinsic 
strength is at bottom a non-fluctuating and truly specific character, 
then, because no fractionation for strength as such is imaginable, 
the preparation of uniform fractions would only be possible when 
all the raw material came from the same kind of cotton. It follows 
that grower and spinner will presumably continue to assist each 
other. Whether fractionation at the spinner's end is better 
(p. 1(53), or purification at the grower's end. 2 or both together, 
will depend on the cost of production set against the advantages; 
a strict control of seed is costly to the Government of the country 
concerned, whereas the cost of fractionation would fall on 
individual spinners: it may be presumed that the former will 
be developed first. 

The technique of purification of seed stocks, and of their 
distribution to the gr«wef, ran undoubtedly be carried much 
further, giving the seed-supply greater permanence from decade 
to decade. The organisation of distribution is especially import- 
1 Loc. cit., p. 52^ 2 Loc. cit., p. 232. 
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ant,%ecau^o a pure line stock of seed has no practical value unfofift 
it is fed to the grower through a system of seed renewal, to 
counterbalance the unavoidable contamination which any seed 
stock undergoes in field cultivation. The' necessity for such 
renewal was first emphasised in The ('allow Plant in Egyjit in 
1912; 1 its employment has now been found worth while, even 
with semi-pure stocks, but the problem has yet to be fackled on 
the lines of civil engineering , 2 aiming at laboratory accuracy on a 
field scale of operation. So far as quality is dependent on seed 
supply it can be made invariable for an indefinitely long period. 

The apparent superiority of quality in pure line crops, to 
which I directed attention in Haw Cotton , still seems to hojd good,, 
and has recently been noted by other students. The nature of 
this superiority is less obscure, now that the length character 
has been relegated to a minor position. Pure line crops may be 
almost as variable in their length as those from mLved commercial 
varieties, but the hair weight is much more affected by the “ auto- 
genous fluctuation ” which results from constitutional physio- 
logical differences between one kind of plant and another; thus 
it follows that the gross variability of lineness should be appre- 
ciably diminished in pure line crops, thence improving the drafting 
and the strength gradient. Further, the pun 1 line should show 
greater uniformity from hair to hair with respect to the intrinsic 
strength, and this also would assist in levelling up the stress- 
strain reactions of the hairs, so tending to make a more uniform 
distribution of stresses in the vain when spun. Much analytical 
research is needed before exact discriminations can be made, in 
this causation of superior quality b\ moie “ purity,” but the 
fact seems now to be established, and the likely reasons for it 
are more evident . 

The effects of Environment on quality can hardly be illustrated 
better at present than by citing the results from a series of spinning 
tests made upon the same selected stock of cotton, grown and 
ginned on the same estate for six years in succession, under tho 
same personal control. Some small alterations in count have 
been eliminated by expressing the Jea strength in terms of the 
“ count x strength product *’ (p. 225), mul this figure is given 
separately below for each sample tested. In some years the 
variety in question was used in experimental trials, besides being 
1 Loc. nt p. 178. “ W. L. B. f Hot . Con/., 1924. 
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compared with other varieties in checkerboard plots ; results from 
two different areas of land thus became available in the same 
season, as well as seasonal differences also. The results have not 
been analysed to show what share was taken in them In gradient 
or intrinsic strength, but some partial studies indicate the former 
as the major variable. 

As an introduction to these data it w ill be useful to re-examine 
(p. 24) the shorter and simpler series for my four pure lines (p. 23). 
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So far as kk quality " is measured In the lea test on singles — and 
it has been shown previously (p. 200) that the amplitudes of the 
real strength changes are greater than those of the lea-test 
figures —the changes due to environment oil different sites in 
the same season a\erage from 1,705 to 2,I5(>, under equally good 
conditions of cultivation. Tin's is nearly as large as the dilleienee 
due to heredity in the a\erage year between No. Ill at 1,722 and 
No. 310 at 2,208. Heredity and environment thus share equally 
in the determination of quality” as thus measured Though 
these differences are large, the real quality differences are still 
greater (p. 183); thus it is very certain that the worst, yarn of 
No. 05 at 1,828 was really of better quality than the best of No. 11 1 
at 1,000. The general dependability of the spinning test for any 
one year is shown by the constant relative positions of the four 
pure lines ; when the figures given above for each one are expressed 
as percentages of the sen son a k average the data appear as follows : 

No. 77 i >r> in 92 90 

No. 95 103 102 102 102 

No. Ill 91 SO S9 S3 

No. 310 f 103 110 110 123 



296 STUDIES OF QUALITY IN COTTON on. 

Returning now to the longer series of tests made all on the 
same variety, and thus illustrating the Environmental influence 
only, it should be noted that those were all good crops, probably 
among the best of their kind produced in each year. The follow- 
ing are the figures for each sample tested : 

/ 
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The average change from season to season ranges between 
limits of approximately 2,100 and 2,700. The changes from 
one site to another within one and the same season were just as 
great; 2,200 to 2,800 in the fourth year. The combined errors 
of the grower's experimental treatments together with that of the 
spinning test made a range of only 1,791 to 2.227> in the worst 
ease. The general reliability of the spinning tests can be inferred 
from the fact that all the fourth and fifth year samples were spun 
at the same time. 

The importance of environmental effects upon quality is very 
clear from these figures, even in this unanli lysed form, and under 
conditions of cultivation which were exceptionally good. It is 
self-evident that the control of seed supply cannot do much 
towards standardising quality when the conditions of cultivation 
are less uniform than in these examples : as, for instance, wshen 
an erratic rainy season like that of Rhodesia is implicated. 

It is also apparent that the broad facts which these leanest 
data show would be much more informative when fully analysed 
into the separate constituents, which ii^clude intrinsic strength, 
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strength gradient, and packing effect. An attempt to write a 
book about such an involved subject as this yarn-cotton relation- 
ship has the advantage of revealing gaps in the research work 
which otherwise might continue to escape notice. In the preced- 
ing chapter I have indicated how the cotton-grower himself 
might proceed to fill up some of the many gaps left in my outline 
sketch. 
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IN ( OM PETITION 

Tijk cotton industry has .seen changes since 11)14 lihieh at 
that time wore merely Utopian possibilities. 1 The joint inclusion 
of grower and spinner within one and the same great industry 
is an accepted method of dealing with its problems. It has a 
little experiment station at work in Trinidad on the study of 
fundamental problems presented by the cotton plant, as a plant* 
without reference to the local crop of any one country. 7t has 
at work for the industrial side another research organisation 
which, though still small in comparison with the enormous capital 
of that side, is a very large institution for this country. Its 
system of postgraduate studentships, held without obligation 
on either hand, is building up a corps of men who combine scien- 
tific qualifications with the farmer's outlook; this system has 
already had a beneficial effect on the status and standards of 
the o\er-seas agricultural services, besides serving the industry 
directly. Under the' policy of developing native races instead 
of attempting direct exploitation, it has seen the production of 
cotton inside the British Empire increase most notably, dt 
possesses a unique organisation in the Empire Uotton Uorpora- 
tion, which was so arranged with a triple weave 4 of trustees, 
council, and executive that it cannot be dominated by the com- 
mercial and industrial interests, nor by the administrative 4 ones 
at home or abroad, who are all equally concerned in its w’ork. 

These things are* effecting such a change in the* technical 
outlook of the industry as can only be appreciated by students 
of one side of it who had tried to get inte> touch with the otfyer 
j|ridc before these things came 4 about. They are, of course, only 
wginning, and have still to go muc4i farther, but it is already 
possible for the man from over-seas to learn more in a day than 

1 W. L. B., “ A Central Depart mont of Cotton Affairs,” War rail's Textile 
Gazette , Nov.-Dim*., 11114. 

2U8 



oh. xvn IN COMPETITION 299 

was formerly possible in a month of sedulous gleaning. And , 
again, the mill manager can be independent of Press stunts. 
For the imagination, conviction, and driving force which have 
thus made reality out of notions, the cotton industry is primarily 
indebted to the late Mr. J. W. McConncl. hi is intellectual 
honesty enabled him to recognise tin 5 ! deep-seated ignorance of 
cotton which underlies the practical achievements of grower or 
spinner, and to realise that any steps towards knowledge would 
bring power, which could be applied. 

Having been intimately associated with my lamented chief 
and friend during those five years in which lie carried forward 
the main burden of these remarkable changes inside a highly 
conservative industry, 1 am sure that it will not be altogether 
waste of the reader’s time to risk some speculation as to the 
future, knowing that Utopian ideas do sometimes materialise. 
This Concluding chapter will therefore be devoted to a very light 
outline of the reasons which led me to refer, in the Introduction, 
to the “ transition ” through which the cotton industry seems to 
be passing. 

These great alterations in the co-ordinated technical resources 
of the English cotton industry have ail air of completeness which 
may prejudice their own usefulness. In the mind of their founder 
they were primarily devices for the reduction of ignorance ; their 
use as means for the application of knowledge was definitely 
secondary, and a mere necessary consequence. No fully qualified 
expert on any branch of the cotton industry was conceivable to 
him. Our most notable and complete ignorance w r as in this 
matter of the yarn-cotton relationship, with which 1 have 
attempted to deal, but there were many others. In particular, 
there were three factors in the cotton -growing situation which 
have continued to develop further since his death, and now 
merit some attention. In the order of their respective import- 
ance they are: the increasing population of the world, the 
artificial textile filaments, and the development of knitted 
fabric. The last of these is too near everyday practice for use- 
ful discussion, but it is evident that the looped and springy 
structure of knitted fabrics* requires different standards in its 
cotton and yarn from those which have served for weaving; 
roughly speaking, knitting demands fine cottons. 

' Mor^ discussion, is possible concerning the other two factors. 
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living, through the influx of money for this cash crop. It is also 
common knowledge that the profitable cultivation of cotton 
depends eventually upon tin* availability of large unskilled labour 
forces for the picking season ; the quantity of cotton which cjm 
be grown in a civilised country is sharply limited by this labour 
factor, and this limitation of quantity leads to concentration 
upon quality : Queensland is an example. But the raising of the 
standard of living l>\ developing cotton-production is not end- 
lessly compatible with the* maintenance of huge supplies of 
unskilled labour f 

Thus the near hit ure of cotton-growing is likely to be 
dependent upon the solving of the harvesting problem. The 
successful mechanical cotton-picker seems unlikely to appear, 
in view of increasing difficulties in the field, such as the close 
spacing of the plants which is demanded by the intensification 
of yield. A solution from the botanist is at least as likely as 
one from the engineer. It is also likeh that more attention 
to the ‘ k primary quality ” of cotton, as distinct from its dirti- 
ness, coupled with improved methods devised in the mill to 
meet a changing situation, will enable the spinner to use cotton 
swept u]) from the plants by appliances which will collect it in 
a state quite unsuitable for the present machinery. I have 
previously (p. 19) cited ail example to show that a dirty cotton 
can be a good one. and no opinion based oil the present cost of 
waste-removal can be any guide to conduct in the possible future 
which 1 am here attempting to predict. 

Mv second factor in this forecast is quite independent in its 
causation, but its operation happens to be intimately related to 
the food factor. The last decade lias seen a very striking develop-' 
incut in the commercial production of Artificial Filaments for 
textile use, especially those made by the regeneration of cellulose. 
How r far it has already developed is common knowledge to all 
purchasers of clothing, but how far it lias still to develop is mere 
speculation. Nevertheless there* would seem to be several valid 
reasons for anticipating a development which will not be merely 
accessory to the cotton industry (which is the usual opinion), but 
will bring the two into direct competition. 

One such reason may be found in the empirical basis on which 
the artificial silk industry at present rests. Not that its technique 
is not already highly specialised, and its control eminently scien- 
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tific ; it is only permissible thus to describe it as empirical 
because its raw material, cellulose', is largely an unknown sub- 
stance. The chemical nature and physical structure of cellulose, 
Of, rather, of the different celluloses, are only now beginning to' 
be unravelled. The tensile properties of existing celluloses are 
so little known that the fibrillar structure 1 have described for 
cotton (Chap. 11) was a new discovery, while the important 
fact that the cellulose structure is the ultimate determinant of 
strength in yarn and fabric has been obscured from view by the 
old fallacious reasoning about kk theoretical strength ” (Chap. 
XII). Now, the process of kk ageing ” in the preparation of 
viscose solution for artificial silk spinning is of high importance 
to successful working, and it is largeh a mastery. If it be 
assumed, as is quite permissible, that the tensile strength depends 
primarily upon inter-atomic adhesion, them the problem of 
strength in artificial silk is the problem of building molecular 
chains in the ageing process, and then arranging these chains 
within the filament, in a manner quite analogous to the way in 
which the cotton-spinner arranges hairs in the yarn, or to the 
way in which the iibrils are arranged l>\ growth-processes within 
the hairs. If this is so. then the present-day artificial silk is as 
much inferior to its future successor as the tangled kk condenser 
yarn ” of the 1 cotton- waste spinner is to the drafted yarns which 
this book has discussed. 

It is also a fair justification for expecting such improvements 
in the quality of these artificial lilanionts to look hack on its 
history from the days when Reaumur, nearly two centuries ago, 
tried to imitate spiders’ webs with gum. rhardonnet’s silk of 
the ’eighties had beauty, but at first it was highly inflammable. 
Non-inflammable filaments from the eupranmioniuru process, and 
the early viscose filaments, were again regarded with tolerant 
interest because of their loss of strength on wetting. The last- 
name^ process was patented by (Voss and Uevan nearly a quarter- 
centur^ngo, but it took years to develop a satisfactory technique 
for working it, so that even in 1914 1 could write : — Detailed 
objections . . . are all irrelevant, for they will all lie overcome 
in the laboratory, and the results applied in competition with 
cotton, when they pay. Such conjectures may he considered as 
lodking too far ahead for practical men, but their general principle 
is unassailable, namely, that a specialised source of supply cannot 
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compete with a generalised one, if other things are equal. Whether 
the other things can be made equal, by research, remains to be 
seen, but it is not wise to deny the possibility.” 1 The intervening 
decade has seen this equalisation well advanced. 

Nor is it unreasonable' to anticipate a direct price competition 
between these filaments and cotton. Taking an approximate 
comparison of \ arns ready for similar use in the knitting machine, 
there would seem to be a present advantage of about 30% in 
price on the side of cotton. This is not a large difference when 
direct competition is as yet scarcely noticeable, and there seems 
good reason to believe on more grounds than one — -chemical, 
physical, commercial, as well as agricultural— that the price 
advantage might eventually be shifted to the other side. Such 
special products as the silks which contain a large weight of the 
acetyl group must, of course', remain much more costly. 

If equal price f >1 lowed without any improvement m the 
present quality of artificial silk, the position would still be very 
serious for inferior cotton. Detailed citation of intrinsic strength 
and strength gradients would be needed to establish the com- 
parison clearly, but the reader may perhaps accept a general 
statement that the good artificial silks of to-day are already 
better than low quality cotton in some comparable yarns. The 
sole advantage which cotton as a whole possesses over these 
empirical products is in its strength, especially when wot, and 
that advantage is being lessened. 

Cotton yarn lias no advantage in being a yarn instead of 
being built up of continuous filaments. The observations on 
the Elastometer, formerly cited (p. 1st)), may be used again in 
illustration of this. The yarn spun from short lengths of arti- 
ficial silk is able to display the defects of yarn structure, as well 
as the defects of artificial silk, and the advantages of neither. 
This is being learned by the housewife, in the comparative 
freedom of artificial silks from the creasing-defect of cotton. 

Tbit my chief reason for anticipating that cotton will meet 
with serious competition from the artificial filaments is again 
in relation to the food supply. # The viscose process utilises 
spruce Avood, though it could utilise other celluloses from the 
forest areas; in other words, its supply of raw material takes 
no toll from the shrinking areas of arable land which as yet are 

1 Loc. cit ., p. 244* 
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not cultivated. The significance of this eventual advantage over 
cotton has already been math* out (|>. .301). It is true that 
clothing is by no means the only demand made bv the world 
population on the forest areas; at present it is only a very minor 
demand, and the conservation of the world’s timber is already 
a serious problem, accentuated by the demands of the daily 
Press for paper. Hut 1 have 1 expressed an opinion in favour 
of further improvements in the manufacture 4 of artificial silk as 
the result of research into the constitution of the different cellu- 
loses. This would widen the source's of supply; for cellulose 4 , in 
one form or another, is a plant product: only two forms are at 
present convenient for this manufacture, spruce* wood and cotton 
Jinters. Hut the 4 available* supply of either forms and kinds of 
cellulose is only limited by the supply of the higher plants which 
is available in the whole* world. E\e*ntual decisions as to which 
e>f these* may be* used will depend on the ce>sf of production, and 
there is no inherent ivasun why further km>w ledge should ne>t 
make* it possible* to clear up such waste-heaps of the* world as 
the Nile slide! area for the* making of clothing, if if paid to elo so. 

The position of artificial silk is thus analogous to that of 
power alcohol, as that of cotton is to petroleum spirit. Hesort 
te> some such fuel as alcohol is inevitable in the* Jong run, if the 
internal combustion engine 1 remains an important source of 
portable powe*r, because its supply is only' limited by the supply 
of plants, not to meutiem that synthetic alcohol is available as 
well. But the* analogy goes further, for at the present time it 
is already economically impossible to sacrifice edible crops from 
arable land for making power alcohol; sugar-beet, maize, or 
potatoes are too costly: poor-land crops like the Jerusalem 
artichoke, or waste material of forest origin, are the highest - 
grade sources available . 1 Cotton is wanted more than power 
alcohol at present, but there is a strong probability that it will 
also be dri\cn oil the arable land eventually, except in so far as 
it can slunv advantages over the artificial filaments. 

Thus the problem of cotton supply in the Future returns 
continually to a condition of justification by quality. Even at 
the present day, and iw spite of the apparent contradiction 
afforded by the limited market for such cotton as the Sea Island 
from the West Indies, there are indications of a continuing and 
1 iir/t. CJovt. Kt»port, 1922. 
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increasing insistence upon quality. The history of my No. 310 
stock in Egypt is a minor case in point. The instinct of $he 
plant -breeder has always led him to attempt the improvement 
of quality, even though quality was an indefinable quantity, 
and although the markets insisted that no improvement was 
needed, but merely a maintenance of the best already extant. 
Still, the unwanted kind of improvement which M. Sakellaridis 
effected by his production of Sakel cotton was not rejected once 
it had materialised. It is unfortunately true that the grower is 
at present afraid to grow good cotton, because quantify is sale- 
able, while quality ma\ not be ; the change in marketing arrange- 
ments which has so long been desired inay \ et come automatically 
by win of a demand for quality to meet competition from the 
artiiieial products, and b\ way of a refusal to use food -producing 
land for am crop which is not valuable 1 . 

A cotton mdustiy which thus concentrated upon quality, 
both on the spindle and under the hoe, would necessarily be 
diflerent from its present form. The nature of the probable 
change may he summarised as a change 1 towards a “ structural ” 
use of cotton in place of a kk covering ” use. Colton has advan- 
tages of strength combined with flexibility for such structural 
purposes as the pneumatic ty re, semi -flexible couplings, belting, 
or type-writer ribbons, in which it should be able to bold its 
own. These engineering uses for it are likely to increase as its 
advantages become apparent in such matters as the neglect of 
lubrication, quietness, and durability ; there has been a steady 
increase in this substitution of cotton for metal in the ease of the 
automobile. It is in this direction alone that cotton can be 
practically free 1 from competition, and it is there that my 
admittedly narrow interpretation (p. x) of “ quality ” as being 
primarily identical with flexible strength is entirely justifiable. 

In conclusion 1 would quote from a recent publication of the 
International Institute of Agriculture 1 for a clear statement of 
the position in which the cotton -grower has until now been 
placed. 

“ Quality, io cotton, is a very vague term, and cannot 
lie conveniently or ti'rsely expressed, except in terms of<tlie 
market price.” 

1 The Cotton-growing Countries , Present and Potential, London, 1926, p. xxii. 
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It is my hope that the reader now finds the term somewhat 
less “ vague,’* and that although its partial definition in this 
book can by no means be described as “ terse,” yet my attempt 
should serve to point out the roads by which precise definitions 
of the components of Quality can be reached. J have relegated 
to the Appendix an account of my own views concerning the 
best methods for travelling on those roads. The traffic on them 
will soon be congested, for although my own researches were of 
necessity too independent (p. 347), yet I am well aware that paral- 
lelism of ideas is a very eommon event when industrial research 
is active. Thus the desirability of knowledge about the meaning 
of Quality in cotton went unheeded for a century or so. Our 
ignorance became evident by the time that Mr. J. A. Todd first 
led me with him to look for information in Lancashire during 
our leaves from Egypt, some twenty years ago. Now the 
problem of Quality has become one of general interest, and the 
situation has meanwhile changed so quickly that the complete 
solution of that problem is no longer desirable ; it lias become 
an imperative necessity. This necessity is not merely one for 
the scientific worker, but for the industrialist himself, and for 
his operative staff. The cotton industry of the future, perhaps 
smaller, certainly more specialised than at present, will stand— 
or may fall— by the quality of its product. 
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INTRODUCTORY 


The appendix of a book is usually employed to store such 
material as is relevant to the main text, though too highly special- 
ised in its interest for inclusion therein. To that extent the 
"present Appendix, in dealing thus with the specialised technique 
of research work, is appropriate. Jt is, however, somewhat 
anomalous in its treatment of this material, which as arranged 
as a supplement to the main text. 

This arrangement was developed as the least unsatisfactory 
method of reconstructing the pre-existing text (p. r>), wherein 
several aspects of research work were discussed as they arose. 
Some of that discussion has seemed to he worth preserving, 
being itself a summary of several papers which 1 have read 
under varied circumstances during a period of several years. 
Yet there is no justification for attempting to make a separate 
book on the subject, because any use which these personal 
opinions may possess is conferred upon them, and is illustrated 
by, the contents of the rest of this volume. For the same reason 
it would be waste of paper to make the available material into 
articles for technical journals or the reviews, thus entailing a 
page of prolix and technical explanation to every paragraph of 
substance. Another, and more practicable, course would have 
been to leave the material within these covers, where it properly 
belongs by right of birth, but to bifurcate the text at the end of 
the Second Part, writing two separate Third Parts; one for 
the cotton (Slower, the other for the cotton Spinner. The former 
alternative has been done, but to do the same thing in a strictly 
parallel treatment for the spinner would have demanded a much 
more dogmatic attitude about cotton-spinning than T have any 
right to assume; whereas, by restricting my treatment to the 
technique of research in cotton-spinning, I am less likely to be 
seriously in error. The present Appendix is thus an hypertrophy 
undergone by one poytiou only of such an alternative Third 
1 Part. 

The fact of thus restricting the treatment in one direction 

makes it widen out inrtlie other direction, for research work is 
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governed by the same considerations, whether it be done in a 
cotton-mill, a cotton-field, an aeroplane, or in a buried city of 
long ago. This Appendix, therefore, begins broadly, and narrows 
down as it progresses, till it concludes with such ephemeral 
details 1 as the particular “ gadgets devised for gathering the 
data used in the main text. 

The reader will no doubt have detected the undercurrent of 
interest in Method for its own sake, which runs through that 
text, in spite of my deliberate relegation of many de tails to this* 
Appendix, as iormerlv mentioned in the Introduction. This 
mutter of Method, in its widest sense, is. to my mind, the prime 
factor of industrial research. Circumstances happen to have 
given me the experience involved in not merely starting and 
developing ail industrial research organisation, but in making 
simultaneously for it a “ science " in which it could exercise its 
powers (p. xvi). My raw' material was an empty loom, some 
scattered proofs that spinning results sometimes disagreed with 
expert judgment (Chap. I), a scepticism engendered by hyper- 
critical search through the literature then existing, and Mr. 
McConmTs interest. The provision of methods for obtaining 
knowledge was thus of paramount importance throughout the 
whole ten years, whether those methods dealt with the strongest 
w r ay of knotting a yarn, with the form of a earn for the sorter, 
with the graphing of data, with t ho training of an assistant's 
interest, or with the host use to be made of an available* cellar. 
Methods had to be found for translating practice into theory, 
and for the testing of theory in practice; for reconciling the 
international exchange of scientific knowledge with business 
privacy ; for stimulating co-operation and individualism simul- 
taneously within the stall; for diffusing now' knowledge to make 
it of use, without letting it diffuse too far. and without boring 
the recipients. Lastly, a method which would ensur** that the 
work so started would continue automatically. 

The variety of interests thus lightly handled, together with 
the fact that my methods had to be built to do unknown work, 
and yet to do that work in the act of building, must be my 
authority for the form and substance of f,hiw Appendix. 

1 Though a quotation from Leonardo da Vinci is irresistible : — “ Mechanics 
is the paradise of the mathematical sciences, because only in mechanics is it 
possible to taste the del igh tininess of their fruits."- ]*cnsicri Oclla Scienza, LI I. 
Vella mcchan ica, Uarbera, 18110. * 
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DIFKKREXT KINDS OF RKSE UH'II 1 

• It is not always easy io explain the purposes of the research 
worker to that groat majority of people w hose only contact with 
any form of research has taken place through some such eventual 
application thereof as a dynamo or a va< mini Husk. The (lillicultv 
is very evident under the circumstances which attend on the 
formation of an industrial research association. Not only is 
there (lillicultv in making explanations to constituents about 
the things which it is hoped to do. when those things arc them- 
selves inevitably unknown, hut even the organisers are liable to 
talk at cross purposes. Those who embark on research in the 
spirit of a plain mn\ for loot can he neglected, but apart from 
them it is usually desired that the organisation shall not miss its 
chance of achieving big results by Jixing its attention on things 
which are too trivially practical to involve big issues; tin* tele- 
scope should be used alternately with the microscope. Hut there 
is no very (dear terminology in which such discussion of policy 
can be conducted ; one person advocates %k fundamental ” research, 
another condemns it and demands applied research, although 
both may mean the same tiling. 

Simple distinctions between “ deep-digging " and * k trouble- 
curing ” can be made and understood, but they do not go very 
far in sorting out the* complex forms of technique and organisation 
which the research worker lias to use and build. Further sub- 
division in order to ('fleet sue!) classification brings about increasing 
ambiguity in the meaning of the terms employed ; such sequences 
as those in the following list have been used : 

Pure research; fundamental research; applied research; 
investigation ; invention ;• routine 1 . 

^It will be seen presently that these names correspond to 
genuine differences in the type of activity which each one attempts 

4 

J A summary of this section lms appeared in Nature, August 20. 1920, 
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to ‘describe, but their connotation is only clear by mutual 
agreement. 

The act of organising such activities for industrial purposes, 
when the crafts of the laboratory, of the workshops, and of 
manufacturing plant have all to be brought into co-operation 
within an organisation, presently reveals the fact that in any of 
these varied forms of research there are similar subdivisions 
of the work done. This subdivision depends on thej amount 
of restriction applied to it, or conversely, on tin 1 degree of free*- 
dom. The mechanical analogy of the “degrees of fipedom ” 
in a three-point support may serve for illustration. \ 

The three prime essentials of research work, in which it may 
be free or restricted, can be denoted as the Method, the Subject, 
and the Aim. The research worker may be left free, either by 
natural circumstance or by artificial organisation, to pursue his 
own course in one or more of these; or he may be restricted to 
a limited choice amongst their possibilities. With the two 
alternatives of freedom and restriction in each of these three 
essentials, there should necessarily be eight classes of research 
work. Further subdivision might he effected by defining the 
degree of restriction, if any. but this is needless at present.' The 
eight classes can be denoted in writing by the use of capitals 
and small letters in combination, using capitals for a free con- 
dition, small letters for a restricted condition ; if the Greek mu, 
alpha, and sigma are used for these small letters, the description 
can be made verbal. Thus “ M.A.s.” would imply freedom in 
method and aim, with a restriction to some particular subject, 
such as cotton. The eight classes are, of course, as follows : 

M.A.S. M.A.s. M.a.S. M.a.s. m.A.S. in.a.S. m.A.s. m.a.s. 

It should he understood that the term “ method ” is used for 
this classification in a restricted sense, to imply experimental 
method, though even so it covers a wide range and includes 
statistical and mathematical methods for the study of data 
already obtained, as well as the methods used for obtaining 
them. The activities of all these classes are necessarily con- 
ditioned by mental method, to a* greater or less extent. This 
“ super-method ” involved in the amount of thought applied to 
their results may vary in its importance from a maximum With 
the pure mathematician, like Descartes* to a minimum in rottfHiq 



APPENDIX 


315 


assistance. Again, the methods of direct experiment may be 
temporarily or permanently inapplicable to a problem, as in 
much biological or geological study; a quotation from Vasilicv’s 
discussion of the Greek philosophers will serve. “ Aristotle gives 
enormous importance to the processes of induction and classifica- 
tion; and his philosophy may be correctly called a philosophy 
of a biological type.” 1 In many industrial problems this form 
of mental method is the only one available during the early 
stages of study, but whereas the geologist is almost bound to it, 
the industrialist can almost always escape from it by diligent 
search for direct experiments. 

Returning to the narrower considerations involved in the 
“ Method-Aim-Sub jeet ,5 classification, it is worth while to notice 
the inter-relation of these three before applying it to actual 
cases. The fundamental relation of experiment to the advance- 
ment of natural knowledge, as observed by Francis Bacon, 
evidently sets the Method in a position of superiority over the 
other two. Consequently, such research as is done with its 
* mM^ds under restriction is likely to be of a low order; the 
lowwfc* order is “ m.a.s./’ typified by the works-control laboratory, 
or the routine of a testing-room. On the other hand is the 
university laboratory, which is potentially unrestricted— -finance 
excepted — in all three degrees: it can use Riemaim's geometry 
or glass-blowing, can study chromosomes or nebula*, and need 
take its aim no closer than at the advancement of human learning. 
The testing -room is not only restricted to quick routine methods, 
in the making of its tests and in the statistical treatment 
^results, hut its subject-matter is restricted to the materials 

Je or used in its own factory, and its aim is equally restricted 
t6 narrow and well-defined ends. The Aim is of rather higher 
status than the Subject, in the sense that it is eventually immaterial 
whether botanical knowledge be acquired on sweet peas and 
applied subsequently to cotton, or whether it he obtained from 
the cotton directly. 

Rome instances of the application of this classification can 
now be taken from the main text, beginning with the four groups 
in which method is free. . 

M.A.8. From the nature of my restricted subject it can 
1 Vasiliev, A. V., Sptlce % Motion, London, 1924, p. 18. 
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hardly provide any good example of this, the university type of 
“ pure research/’ Perhaps the nearest approach to an example 
is provider! by the observation of “ trapped twist ” in the doubling 
frame, simply because the original observation was entirely 
spontaneous and accidental. The discovery had no sooner been 
made than its class was changed. 

M.A.s. This class is commonly neglected, but it corresponds 
to the “ fundamental research " which is advocated by broad- 
minded industrialists, and on it only can the whole stricture of 
industrial research he securely builded. It is pure research in 
('very way. except for the restriction to a single subject, pimply 
as an exercise in the crafl of research it. is valuable, in that a 
difficulty encountered cannot be dodged by changing to “ Jess 
unsuitable material": some wav round, or through, or over 
must be found, or be left for time' to provide. My personal 
experience of this class lias been chiefly on the 1 botanical side, 
but much of the work described in this book concerning the 
microscopic structure of the hair belongs to it ((’ha]). 11); the 
discovery of grow til-rings and fibrils startl'd in this class, though 
the way in which their study changed to the restricted aim of 
explaining strength in yarn is apparent in the later pages. The 
creed of the research worker in this class may lie condensed to 
an assertion that any knowledge about a useful thing must 
eventually itself be useful. 

M.a.S. The restricted aim implied b\ attempts to elucidate 
the nature of the strength (Gradient ((’hap. XII) was taken 
without any restriction on the methods employed, and with 
very little restriction as to the subject. Observation on yarns 
other than cotton, including continuous-filament structures as 
well as spun yarn, on rubber and w ires, and miscellaneous informa- 
tion about wire ropes, was more or Jess imolvod, though only 
secondarily. The methods ranged from the invention of the 
yarn dynamometer to the statistical assistance, of Mr. Yule. 
An example from outside is provided by the medical profession ; 
most of the work done for public health has one definite aim, 
with a great variety of disease-provoking subjects, and all kinds 
of methods for their study. 

Hf.a.x. The present volume belongs to this class. Its aim 
is the cross-connec tion between raw material and yarn, its subject 
is cotton. Both aim and subject aiV? narrowly defined and 
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restricted, but this does not prevent its methods from displaying 
a certain variety. Jt is typical of the everyday research of most 
industrial laboratories. v\ liioli deal with specified materials or 
processes, and have to take their aim at effecting pnj ing improve- 
ments therein. 

The next three classes are all restricted in their methods, 
and the possession of freedom in the minor essentials only will be 
Seen to have altered the type of work to a lower grade. Human 
nature does not willingly continue to work at some method 
without speculating as to the aim of its work, nor docs it devise 
a method without looking round for a subject to victimise thereby. 
Hence these three classes may be termed tin* “ unstable classes,” 
and in them true 1 research merges into technicality, love of detail, 
copying, or gadgoteering." 

ih.A.N. The position of the Harp perindosenpe at the time 
of writing may serve for illustration, while it is waiting to be 
re-designed in more convenient form. It was devised (luring 
M.a.s. work on the irregularity of yarn diameter, and when 
available for use it was applied as pure routine in m.a.s. measure- 
ments thereof. As tin* results accumulated it became evident 
that the aim should he taken at something lying deeper than 
simple periodicity of diameter, and I have shown (('hup. VIII) 
that this aim is still vague, so that the work has (‘hanged to 
m.A.s. "Meanwhile the apparatus has been found to have possi- 
bilities for the general purposes of computation work, and so 
has passed into the m.A.S. class. In general, this class represents 
the kind of research which is carried out in order to investigate 
the usableness of a new discovery, such as Rbntgen's rays. 

m.A.s. With flic sorter representing the restricted method, 
and cotton the restricted subject, the. Handbook of that instru- 
ment may he taken as an example of this class. Facts could be 
gathered by its means about the length of cotton hairs, but the 
aim to which the collection of those facts could he directed was 
quite obscure, as has already been noted. Jt is obviously a 
temporary class, through vvhi<;li all research work passes at some 
stage of its development, and might bo described as a phase of 

technical benevolence. 

» 

m.a.S. The Rule spinner (Chap. VJ1) or the super-draft 
appliances (Chap. VIII)' fall into this group, being essentially 
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applicable to any textile material, though the aim is restricted to 
reducing nip-ratching or to minimising the number of drafting 
operations. The majority of patentable inventions may bo 
ranked here, as being particular ways of achieving something, 
though applicable to many subjects; the “rip-fastener” is a 
ease in point. 

Lastly comes the class of routine work, which is again c|ear-cut 
in its triple restriction : 

m.a.s. All the routine work of the testing laboratory by 
which the data for yarn strength in this book were obtained, the 
working of the mill machinery by its operatives, and repetition 
construction in the workshops, are here included. According 
to the degree of interest, apart from manual skill, which is shown 
in tjie conduct of this class of work, so it is likely to give rise to 
an improvement in method, to perceive a new r aim, or to find 
application to a new subject, and thus pass up to a higher class. 
New recruits to the research stall* proper may thus be found. 
An example of the class which is nearly perfect in its narrow 
restrictions of opportunity can be taken from the untwisted-roving 
test (Chap. V). 

1 have found that the analysis of activities embodied in the 
foregoing classification is helpful for the administration of research 
work. For example, it defines the need for additional junior 
assistants, and detects opportunities of promotion for them. 
Meanwhile it will serve to illustrate the infinite variety of industrial 
research, which always includes those five classes wherein the 
Subject is restricted, and often overflows temporarily into the 
remaining three. 
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THE JtESEAltf'iJElt's CODE 1 

The work of the pure science laboratory is quite peculiar in 
one respect ; it lias no secrecies. Researches in progress are 
discussed fi nely ; the' effort of the worker is directed to disseminat- 
ing knowledge; all his technique* is devised with the object of 
making sure that nothing is thus spread abroad which is not 
the best possible approximation to the truth. This custom is 
invaluable as an automatic check on bad work, since all published 
results are open to criticism, to approval or to refutation, by 
anybody of sufficient competence. To be secretive in a research 
laboratory is very bad form. 

This peculiarity of scientific work has a bearing on social 
problems. The merits and demerits of Individualism and of 
Communism are usually discussed as mutual incompatibles. 
But the scientific worker may claim to have reconciled the two 
incompatibles by developing a code of conduct — it may be called 
the Researcher's ( We — which demands the strictest individualism 
in the effort, and in any credit, followed by complete communism 
in the results of that effort. 

This CWe is not a mere convention. It is as essential to the 
advance of natural knowledge as the Experimental Method itself. 
The latter can produce isolated pieces of knowledge, the former 
provides automatic mechanism for co-ordinating such fragments. 
Also, it provides the stimulus which drives men to continue to 
do research, to write books on the results, to organise such imple- 
ments of communal know ledge as journals, conferences, indexes, 
and museums, as well as their own laboratories. 

So long as research of the unrestricted type (p. 315) is in 
progress, with all three,, degrees of freedom, the Code is fairly 
easy to obey, for those who have grown up with it. Any rcstric- 

1 Some aspects of this section’s contents wore published as “ The Nature, 
Scope and Difficulties of Industrial Research,” Jut. Conf. Fed . Master Cotton 
Spinner*' Rep,, Zurich, 1921. 
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tion in one? degree or more — in method, aim, or subject — at once 
introduces difficulties. When the Aim is restricted to results 
which are commercially usable, then a policy of secrecy often 
displaces the free diffusion of knowledge, in order that the country, 
industry, or firm concerned may monopolise the results of the 
efforts made for it. The Code can no longer operate freely. The 
extent to winc h its operation is hindered, thereby making industrial 
researeh artificial and formal, instead of being a natural and 
spontaneous activity, varies from one industry to another. Thfl 
hindrance is least in agriculture and in those* modern industries 
which have developed from the research laboratory so directly 
as to have kepi contact w ith its methods and ideas. It is greatest 
in those, old industries v\hich had grown to maturity before the 
modern renaissance of science. That agriculture should he an 
exception, though it is among the oldest, must lx* ascribed to 
the farmer's direct contact with natural forces. 

Within many of the old industries it appears incredible that 
a free interchange of knowledge* with competitors should ever 
he good business for the individual, and it will take* many years, 
combined with the* pressure of changing conditions, to make it 
credible. Yet I have good reason to believe from my own 
experience (p. 340) that such a change is under way with the 
cotton industry of England, though lagging far behind the 
changes elsewhere which will presently he noted. Many minor 
considerations of practical importance are in favour of the 
altruistic, communistic policy in dealing with the results of 
industrial researeh, as contrasted with the present tendency to 
try such a policy for getting the results, hut the chief consideration 
lies in the researeh itself. 

It has just been pointed out that secrecy is utterly incom- 
patible with the unrestricted research which is typified by the 
university laboratory, the M.A.S. class. But in the act of 
isolating other classes of research (Section 1) it has become 
self-evident that the application of research to industry does not 
deprive research of its essential features, but merely restricts the 
less important of them. Therefore, if industrial research were to 
attempt to carry on under secret conditions, it could only do so 
by becoming a parasite upon pure, science* In actual practice 
the conduct of secret ‘ k research ” is a logical impossibility, or, 
rather, a futility, since it would mean* the extinction of every 



APPENDIX 


321 


technical or scientific journal and learned society ; secrecy thus 
becomes a compromise, and a troublesome compromise. For 
parasitism has obvious limits which, if exceeded, will destroy 
the host. It may be considered that to draw an analogy with 
parasitism is unfair, and that the relation of industry to science 
is rather one of symbiosis than parasitism, in the sense that the 
former purchases the work of the latter; this alteration of the 
analogy makes no difference to the argument, for no purchaser 
prefers a badly -tempered, soft, blunt tool when a keen one is 
available; even research which is conducted under conditions 
of merely partial secrecy is seriously blunted. It is not incon- 
ceivable that the scientific worker of the distant future might 
eventually formulate a code of professional conduct, like the 
medical profession, and rank it as “ unprofessional conduct ” to 
work under secret conditions, disqualifying the worker who did 
so from membership of learned soeieties, and the like. 

My reading of this problem, as being fundamental to the 
social utilisation of research, may seem to be fanciful, yet it is 
merely a restatement on the one hand, while, on the other hand, 
much which was mere fancy when l first formulated my con- 
clusions about it lias since become commercial practice across 
the Atlantic. Thus in 1008 Mr. H. G. Wells wrote that The 
main difference of modem scientific; research from that of the 
Middle Ages lies in its collective character, in the fact that every 
fruitful experiment is published, every new discovery of relation- 
ships explained. . . . Scientific research is a triumph over natural 
instinct, over that mean instinct which makes a man keep know- 
ledge to himself and use it slyly to his own advantage. . . . To 
science it is a crime.” 1 And it will not harm Mr. Wells’ argu- 
ment to reinforce it by the practice of the wealthiest man in the 
present world, whose plate glass is made for the Ford car in a 
works which runs its own improved process with every detail 
open to inspection by any casual visitor, so that ‘ if anyone can 
improve upon the process and manufacture the glass for himself 
at a reduced price, the Company would scrap their own plant 
and purchase from the new producer, thereby effecting a saving.” 2 

The fundamental causation of an industrial progress in 
America, which has been described by the editor of The Economist 

1 Wells, H. G., New Worlds for Old , London. 190S, Chap. JL 

8 Austin, B., and Lloyd, W. F., The Secret of High I Yayts, London, 1925. 
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as “ an economic revolution,” 1 lias been enunciated under the 
headings of nine business principles for industrial management. 
The sixth of these is that A free exchange of ideas between 
competing linns should be advocated ” ; the last is that '* Research 
and experimental work are of prime importance to progress.” 

A specific application of this profitable altruism to cotton- 
spinning in America is provided from a reeent report by two 
visitors 8 thereto. “ The interchange of ideas is very free. . . . 
Their attitude is this : You get just as much out of the othef 
man if he goes round your mill as lu* gets out of you."* k ‘ As 
soon as a man has a new idea he goes and tells his neighbours 
about it at a convention, while he himself receives perhaps a 
dozen now ideas from other speakers."’ 3 This is simply the 
childish attitude which lias made* the alchemist into a chemist, 
and the medicine man into a medical man. 

It would seem already to be a. proven fact that business 
prosperity can at least exist under the handicap of scientific 
publicity, whereas research dot's not prosper under the handicap 
of secrecy. Nevertheless it may be of some service to the older 
industries to continue knocking at a partially opened door, by 
setting out some of the less recondite reasons which make such 
altruism 4 seem less unreasonable. 

The long-sighted industrialist knows that a continued 
monopoly of knowledge is impossible, and is content so long as 
lie " can give the other fellow his dust.' 5 Such monopoly becomes 
increasingly difficult, with the entrance of more research workers 
into industry; such men are skilled detectixes. to whom the 
activities of a rival firm present a far simpler puzzle than those 
which Nature sets them daily. 

The individual research worker is handicapped by a secrecy 
policy', since he cannot discuss his work with his fellows, and 
this in its turn is a handicap to the industry, which has difficulty 
in obtaining and keeping active researchers if they cannot justify 
their existence to their fellows outside. Ho is also handicapped 
by inability to realist' the full implications of his own works, and 
the gaps therein, because, as every such worker knows, the act 
of “ writing up ” for open publication «is totally different from 

1 Austin uikJ IJoyd, Inc. cit. 

3 J*rof. \V. K. Morton and Mr. IT. G. Greg. 

3 Jour. Text. In ^t., October 1926, pp. 150 an^ 154. 

4 W. L. 13., “ On the I’rolitable Mature of Altruism,” Jour. Trop. Agric., 1926. 
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preparing a report for a limited audience, of known knowledge 
and bias. 

The overlap of effort between parallel linns is very wasteful, 
because it is not the useful overlap which leads to criticism and 
safer advance, but the overlap in which various groups study 
the same things from very slightly different angles, and with 
very slightly different aims, so that the usable fraction of each 
one’s work is slightly different. Years arc thus taken to reach 
Results which might be achieved in months by common discus- 
sion and criticism. The expression “ usable fraction is import- 
ant; everyone with experience of industrial research knows that 
only a small portion of the total work done can ever be used, 
owing to limitations imposed by such tilings as the cost of pro- 
duction. The worker's knowledge Unit all the “ unusable frac- 
tion ” will have to be done again somewhere else, by someone 
else— and probably quite soon, since convergence of ideas is so 
common- produces a feeling of wasted effort, intensified when 
the credit for his original discovery eventually goes elsewhere. 

In spite of the little which any one worker can achieve, yet 
in some cases the possibilities realisable by research are already 
ahead of the opportunities for their materialisation by isolated 
effort. When the history of industrial research comes to be 
written there will be many examples of discoveries which have 
been made repeatedly until discoverer and interpreter happened 
to coincide with an industry free to realise its assets. 



Section III 


Til JO CONDUCT OF KKSEARCJI BY TEAMWORK 1 

Til i.o enunciation of the Researcher's (Vale in the previous 
section has a very direct bearing upon the proper use of a “\team ” 
of research workers. The subordination to leadership which is 
an essential characteristic of a team must somehow be reconciled 
with the individuality of effort which is one of the three com- 
ponents of the rode. Communism of results within a team 
presents no serious difficulty. though the allocation of individual 
credit is somewhat more awkward (p. xii). 

The previous classification of research also helps to make it 
clear that teamwork is almost inevitable when industrial subjects 
are to be studied. It is not perhaps entirely necessary, for it 
was a clergyman of Kent who produced one of the primary 
inventions of the cotton industry, and it is very likely that the 
very big industrial discoveries will continue to originate from 
my M.A.S. class of studies outside any industry, where a better 
perspective is available. But it is impossible for exhaustive 
studies within the industry to be made by individuals, because 
industrial research demands such a variety of knowledge as no 
person can possess without becoming a mere dilettante, and 
becoming obsolete in his special branch of learning while so 
doing. A simple piece of such research which was dismissed 
by a line in the text of this book may be cited for illustration of 
this variety : 

A defect of existing practice had been noticed and its improve- 
ment suggested to me. A lead was first given to the team on 
the basis of general technical impressions and some elementary 
physics. Two palliative inventions were quickly suggested by 
the mill and by a laboratory. Tin? drawing-office then detected 
a clue to the reconstruction of the defective part of the machine 
involved, and a complete re-design was worked out. Statistical 

1 Based on a paper to the Association of Economic Biologists in 1922. 
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observations of the occurrence of the defect were meanwhile 
made in order to evaluate it, and were interpreted by the collabora- 
tion of three persons, and of the mill staff. A minor possibility 
was eliminated by physical experiment, and applied mathe- 
matics provided exact data for use in the draw in# -office. Follow- 
ing upon actual workshop construction, technological knowledge 
was required in trials of the new device, and an accessory inven- 
tion by an operative improved it. Subsequent trials in real 
mills increased the size of the team concerned to some iiftccn 
people : statistician and mathematician ; physicist , photo- 
grapher, and skilled observer; engineer and mechanic's; technolo- 
gist and operative; mill manager and overlookers. The essential 
part of the research was thus completed in a few weeks. 

The variety of aptitudes required by industrial research is 
not confined to that given l>v formal training: indeed, the 
division of a team by subjects, such as chemistry <>r electrical 
engineering, is rather artificial; the tools they use would give a 
more natural grouping — bottles, wires. lenses, cutters, etc. This 
variety includes manual as well as mental ability, imagination 
as well as experience. The types of mind which it can usefully 
employ have scarcely an attribute in common except detestation 
of untruth and a susceptibility to slight bints. Some are slow 
to notice a new line of inquiry, but will follow it grimly when 
put on the trail : others find the most trivial observation sugges- 
tive. Some enjoy the assimilation of previous work to be used 
as a foundation for their own : others, for preference, look forward. 
Some are experimentalists bom, who appreciate the mere acts of 
manipulation ; others care only for the results thereof. Some 
have the patience for repeated observation without staleness 
or bias; repetition drives others to imention. Even the 
unimaginative can l>e used. 

The co-operation of such variety within a research team can 
take various forms, and the organisation of three such forms has 
fallen within my experience. There can be a voluntary loose 
relationship, as among those members of a local scientific society 
who were interested in a particular problem ; this is the highest 
grade. . At the other cxtfcmfl is found such a corps of uneducated 
assistants as Mr. Holton helped me to make out of picked fella- 
heen . 1 In between these limits comes such an organisation as 
1 W. L. B., Egypt of the Egyptians f London, 1915, p. 221. 
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the department (p. 338) in which much of the work described in 
this book was done. 

In the first of these eases the Researcher’s Code worked 
automatically, as between equals. Fn the second, its principles 
still held good as the elements of handling native subordinates; 
to discourage flu 4 slack, promote the keen, and make an esprit da 
corps. In the intermediate condition of the formal organisation, 
both extremes Mere present, the staff ranging from specialists 
older than their chief down to juvenile assistants. llere\he Code 
was continually applied in order to escape from the rigid fbrmality 
of work done under orders, in a prescribed way. Such work is a 
necessity of military organisation, and largely unavoidable in 
business, but it reduces any team of research workers to a condition 
of mere technical mechanism. 

The ostensible anomaly of doing individualistic research under 
team conditions is no real anomaly; this is evident when it is 
realised that the whole body ot research workers in all parts of 
the world is itself a team by voluntary association; oven con- 
troversy within that team has, for its ultimate result, the advan- 
tage of the team as a whole, dust as the Researcher's Code has 
given rise to an organisation which is almost t lit' only self-acting 
one achieved by mankind, an organisation wherein no chiefs, 
subventions, or social sanctions are required to keep it alive and 
active, so a team conducting industrial research under the same 
Code also becomes a self-acting organism, and not a formal 
organisation. Some such maxims of research organisation as 
the following have been found serviceable in giving free exercise 
to the craft of research, and yet directing it to industrial 
aims. 

(a) It may perhaps be taken as axiomatic that a. policy of 
decentralisation is essential in a research team, each member 
controlling and presenting his or her own work. Team-leading 
thus becomes an exercise in grasping the work of individuals, to 
stimulate effort or to assign credit, and to facilitate common 
knowledge of the results by interpretation and generalisation. 

(Ij) The specialist in applied science must of necessity become 
a 44 Jack of all trade's, widening his range of superficial know- 
ledge as his specialisation increases. This paradox is inevitable, 
but it necessarily limits the achievements of the 1 , industrial special- 
ist, as a specialist, to lower levels on £hc average than those of 
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pure science, where exclusive specialisation is possible. Jt is 
inevitable because industrial research results cannot be handed 
on to fellow-workers within the 1 team unless they have been 
translated from their acutely special form. 

(c) Arising out of this need for a general appreciation of 
many interests outside the special subject, so that team-work 
among a limited number of persons may be facilitated, there 
may bo mentioned a rule which is good, though not always 
•practicable : work should never be given out to a subordinate 
which the senior cannot do for himself. Jn the simple case of 
manipulative work this rule includes the making of a " time and 
motion ” study. In the higher stages, where the team is a free 
collaboration, such omniscience is impossible, but the 7 ’ule makes 
for understanding and ofliciency in the lower stages. 

((/) No research team contains any person who dot's not 
bring in some essential contribution. That contribution may be 
in manual craftsmanship, in orderly work among the files, stores, 
accounts, or library books, or in such habits of thought— critical, 
analytical, or constructive. A side-issue of this is the important 
inference that a research team can have no sharp boundaries, 
such as a distinction between scientists and operatives; the work 
shade's off too imperceptibly (Section 1), and the attack upon 
problems is made by enveloping movements. 

(c) The leadership of a research team consists in administering 
research, not in administration. Details of accounts, stores, 
and maintenance generally should be the charge of an adminis- 
trative assistant who is given full responsibility except in broad 
policy and budget totals. Tlie tools of research for the leader 
are his subordinates’ brains, and the choice, control, and study 
of those tools is his function. To saddle a steady -goer with work 
requiring inspirations of absurdity, or to demand accumulations 
of data, from an erratic genius, is almost as wasteful of material 
as it- is to retain the sendees of a secretive worker. Each member 
of the team must do his own work, and be helped by the leader 
to see round corners to the work of some other member. The 
leader does his share of the research bv piecing together the jig- 
saw puzzle of everybody's results, thence absorbing and suggesting 
new ideas. Some manual laboratory work is advisable for the 
sake of keeping him in touch with limitations. Always lie has 
to balance the demands *>f industrial efficiency against the danger 
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that he may prevent the individual worker from thinking for 
himself or herself. 

(/) The researching efficiency of individuals, once chosen, can 
only be slightly control led. Education necessarily happens in 
course of time, but the main control of efficiency is obtained 
along the lines of so-called “ scientific management ” ; it is a 
crime against time for the biologist always to cut all his own 
sections, or for the engineer to do all his own rough turning. 
Junior assistants can do far more than they are commonly given* 
to do, and they learn in the act of helping. Accessories, apj^iratus, 
automatic operation are the main controls available; team- 
leading in research is an unending study of method. But the 
word “ all " should be noted ; it is as easy to slide down the 
other slope through over-specialisation and departmentalisation, 
whereby one misses those side-issues which are usually more 
important than the original objective. 

(g) Every new problem presented to the team needs a new 
method. Perhaps the greatest advantage of teamwork lies in 
the availability of mutual help for this purpose. In this connec- 
tion the word “ method " does not mean apparatus only, or the 
graphic; and statistical treatment of results; its implications 
cover the planning of interlacing or converging experiments, 
and the transmission of problems and results from mind to mind. 
The actual apparatus for industrial research may often he simpli- 
fied and cheapened for its single- purpose use. and vet gain in 
effectiveness and in its time-saving qualities. It may be worth 
while to spend months in looking for a method, to save time in 
the long run; 1 have seen six months come back in a week, and 
six weeks in a couple of days. 

(h) Perhaps the most important maxim of this pragmatism 
is : that a research team, even less than any other kind of team 
whatever, cannot function efficiently under compulsion. It must 
be animated by good-will. 



Section 1 V 


TUB UTILISATION OB KKST LTS 

» 

It wore illogical to present these notes without mentioning 
the process of utilising the results obtained l>v research, but its 
difficulties are so conditioned by the degree of secrecy under 
which the results are obtained as to make a short section sufficient. 

A long delay in utilisation seems characteristic of industrial 
progress under the ordinary procedure of invention and applica- 
tion. Simple examples can be drawn from the automobile, 
where such devices as air-intake filters or four-wheel braking, 
now become standard equipment, have been rejected repeatedly 
as impracticable or unnecessary. It would seem that this time- 
lag is primarily due to insufficiently wide diffusion of the results 
obtained, after they have been developed to the chrysalis stage. 
A result may lui\c possibilities which are evident in that stage, 
but its conversion to an accomplished fact involves further 
research on materials, and methods, and costs, both in construc- 
tion and in use, such as are not always within the interest or 
scope of the primitive researcher. Moreover, these later stages 
are usually carried out under conditions of privacy which debar 
the community from profiting by such important* experiments. 
A social waste of effort is thus involved by the hope of obtaining 
a monetary reward, which waste would disappear if the develop- 
ment studies were common property. It is usually held that 
the stimulus for development would vanish in the* absence of a 
chance of a prize, but it is at least debatable whether the game 
itself is not a more powerful attraction to the players themselves 
than the cup for which it is played ; the movement towards the 
abolition of prizes in school-work may serve as another suggestive 
analogy. 

4 There can be little doubt, apart from this, that if the Re- 
searcher's Code were applied throughout industrial development, 
such development would* be enormously accelerated. Thus, the 
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designing of experimental works-equipment often involves prob- 
lems which are practically insoluble except by open discussion 
with some trade or interest quite unfamiliar, even to the members 
of a. versatile team. Each now material of construction is itself 
an addition to such complication ; such materials as duralumin 
or the chromium steeds, with the cellulose, silica, and rubber 
products, mav be instanced. 

It is sufficient to note flu* existence and implication,^ of this 
broad fact, that tin' time-lag in 11 k* application of knowledge 
is often unnecessarily long. The more* immediate interest of 
the research worker is in tin* fundamental utilisation which is 
effected automatically by diffusion of knowledge*, whether inside 
the team itself or externally to interested persons. 

Internal diffusion of results is done best when done informally 
by talking “ shop." with flu* help of the team-leader. Formal 
“staff meetings” sene rather to obtain a written account for 
permanent record, of work which has advanced to a ‘'publish- 
able stage*. For the preservation of minor results and for 
ephemeral record, J have found it serviceable to employ a. system 
of individual's reports based on diaries, and made up fortnightly 
into a routine duplicated Report, as flu* equivalent of a “ /Journal. 
These two types of reports serve also for preservation of results 
as well as for diffusion w ithin the* team. 

While it must lu* taken as axiomatic 1 hat free* internal diffusion 
is a necessity if the coherence of any research team is to be 
effected and preserver! , the external diff usion of results to “ con- 
stituents ” of industrial research is equally necessary, but entails 
a risk e>f leakage. Such leakage is, of eourse, merely the desir- 
able diffusion of knowle*elge seen from another point e>f view. 
Yet, the more important any new knowledge may be. the more 
is it desirable that it should not be sent out as an isolated assertion. 
The difficulty is, of course, quite insoluble even by compromise, 
until the results of industrial research are as freely diffused as 
those of pure science. This Utopian state of affairs appears to 
be arriving in the U.S.A. (p. 321). 

An extension of the “ team ”, conception to workers other 
than those professionally engaged in research may be expected 
eventually to solve the inherent difficulty that the interpretation 
and translation of research results, their subsequent development 
to the industrial stage, and especially their commercial cxploita- 
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tion, demand a different outlook and interest from that- whirl) 
the most typical research worker usually enjoys. This applies 
even more acutely when the research team is so organised, and 
so well equipped, that it can carry its results forward to the 
small-scale works process before handing over; the technical 
interest is then fully in sight of submergence under less fascinating 
limitations. 



Section V 


THE COST or INDUSTRIAL RESEARCH 

It is a common belief of industries and firms who arc fid vised * 
to embark upon research work that the expenditure is pro- 
hibitive. Jt may therefore be useful to indicate, very generally, 
where and how the conduct of research is costly or otherwise. 
While the allocation of costs must depend to some extent upon 
the subject studied, vet it has seemed to me that research work 
upon a laboratory footing is too often conducted extravagantly, 
through the use of insufficiently flexible equipment-. My experi- 
ences in forming this conclusion arc based upon the formation of 
more than one type of laboratory, all of them beginning from 
bare walls, or even from bare ground : these included a botanical 
laboratory in Cairo and a general laboratory in Manchester; 
a twenty-five-acre experiment station at (Siza. for genetics, 
physiology, and seed-supply : lastly, the adaptation at Bollington 
of an old house to a colony of laboratories, workshops, and 
spinning mill. 

From these adventures in organisation 1 conclude that so 
long as adequate salaries and wages can be afforded for the staff, 
then the cost of equipping and conducting research upon a 
laboratory footing is negligible. One year's salary list is more 
than ample allowance for the capital cost of equipping a laboratory 
in an existing building, and its running expense's are only a small 
fraction of the salary charges. For this assessment to hold good 
it is to be understood that at least one member of the staff has 
an interest in the design and construction of apparatus, and can 
use the simpler tools of a workshop (p. :h>r>). up to a small lathe; 
moreover, this interest must march with a certain ability to 
extemporise, rather than with a .conscientious craftsmanship, 
such as may perhaps be exemplified 1 :>y the abundant use which 
it is possible to make of Meccano parts in constructing apparatus. 

The cost of constructing buildings is not included in this 
assessment, but here again — if no existing building is available — 
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it is possible to use a simple building of factory type. Such 
buildings need not bo unpleasing, either externally or internally, 
and they are not only possible but advantageous, on account of 
the ease with which they can be extended or altered to meet the 
changing requirements which are such a characteristic feature of 
industrial research. The same principle of elasticity applies to 
furniture, and the sectional system of interchangeable units 
which I have described elsewhere 1 has now boon tried out under 
•varied circumstances, both at home and abroad, and has shown 
advantages of economy and flexibility which far outweigh its 
mi n< )r < 1 i sad van tages . 

The library is a very costly i,tem if it is undertaken with the 
purpose of making a real reference library, such as is necessary 
in isolated situations over-seas. When other libraries and book-' 
sellers exist within a few miles’ distance, as in “home" con- 
ditions, a great economy of capital can be effected with very 
little loss of efficiency, if books are freely ordered as and when 
they are required. The cost, except for a small nucleus of 
encyclopedic books, is thus transferred to current account, and 
even so is quite small in relation to salaries; the wages of two 
office-boys will keep an unrestricted library available for a team 
which includes several active researchers. 

The fundamental expense- in laboratory work is thus upon 
salaries, and other costs can be comparatively negligible. It is, 
of course, an easy task to spend a great deal upon laboratories, 
gaining much in appearance though little in efficiency, but the 
real test of equipment lies in the ability of the laboratory to 
undertake new lines of work at short notice. For this test to 
be passed it is necessary to have such a flexible equipment as I 
have sketched, in conjunction with a few expensive items which 
cannot be extemporised : such as lenses and prisms, resistance 
coils and galvanometers, balances and micrometers. Such imple- 
ments as the “ thread galvanometer " and the Zeiss “ 2 mm. 
apochromat " objective have been in all my laboratories. 

The low capital cost of laboratories is in very marked contrast 
to jdio high capital cost of any equipment installed for the purpose 
of applying theory to practice. Since industrial research is 
usually started with the intention of making this application, the 

1 “ Equipment of Kosouivh Laboratories," Ihp. 2nd ConJ . Induat. Jtis. Ahuocs., 
Dcp. Sri. and Jnd. lieti., London, 11)19. 
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low cost of plain laboratories is in one sense irrelevant. At the 
same time it is a distinction which should be stressed, that the 
cost of industrial research lies not in the search for knowledge, 
but in the utilisation of knowledge when found. 1 have found 
that when a good balance between " theory ” and l£ practice 
was attained in an organisation for both, the* workshops alone 
required more than twice the capital which had sufficed {for all 
the laboratories, while the works equipment cost mori than 
twice as much as the workshops. Laboratories, workshop^, and* 
mill thus stood, in the ratio of their capital costs. sometoliere 
between 1:2:4 and 1 : 3 : JJ. Of the whole capital expenditure 
about half was on the property account, a quarter on the equip- 
ment for application purposes, and the Jest upon maintenance 
and welfare, excepting a mere 3 n () upon the equipment provided 
for all laboratories during ten \ cars' working. 

The balance of expenditure between knowledge and applica- 
tion is quite different in the current account. The salaries and 
wages paid in laboratories are about the same as those paid to 
twice the number of persons on the applied side: this is because 
the latter has a higher proportion of operative workers who 
need not do juojc than carry out instructions. The allocation 
of salaries and wages thus divides into throe equal parts for 
laboratories, for application, and for maintenance, welfare, and 
direction. This accounts for three-quarters of the current 
expenditure, and the remaining quarter goes principally to 
materials, whereof the laboratories use an insignificant fraction 
apart from their share of light, fuel, power, and rent. 

Thus it would seem that so far as industrial research is of a 
fundamental kind, falling within my M.A.s. class, or not going 
very far beyond it, so its expenditure need be little more than 
that which is required to house and pay the research workers. 
This is again aifected bv the working conditions, for if the work 
were done without secrecy, there would be no need to attract 
the best type of workers by paving more than for pure research. 
Tn so far as industrial research passes over to the more restricted 
classes of work, so the workshop costs increase, and then those 
of the works themselves. Application is costly, knowledge is 
not. But since “ knowledge is power/’ whereas application 
should lead directly to proiit, this distribution of the cost of 
research is entirely equitable. 
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Til 10 JSIU’CATIONAL STIMI'U'S UK UESE\U<II 

Tiieke is one very important etlect whereby the establish- 
ment of a research organisation may make itself felt throughout 
an industry. This effect is the stimulation produced, almost 
unconsciously, by the knowledge that there exists a court of 
reference 1 , or a scrap* heap- for either metaphor ma\ lx* correct * 
to which ideas can be referred for consideration and advice. 1 
have been assured by a competent authority that, this general 
stimulation of interest, in tin 1 industry is by itself sufficient to 
pay for the upkeep of a research side, even if no profitable original 
discovery were ever made therein. The 1 main text of this book 
shows that it is still possible to make actual discoveries of facts 
which are not only new, but are of practical interest, concerning 
industrial processes which have long been in everyday use. Also, 
that it may sometimes be found possible to rearrange ideas con- 
cerning the relative importance of properties possessed by the 
raw' material. Such discoveries or heresies eventually challenge 
technical interest, and lead to the development of a researching 
attitude outside the walls of the research department; this 
applies more notably and effectively to the younger men. 

Again, since the active conduct of an industry is necessarily 
occupied with intimate detail, its human factor is in the opposite 
position from that invoked in the pursuit of a hobby, where 
the zest of the golfer or *' radio fan " is in that very concentration 
on detail which is the monotony of bread-winning. But the 
application of research to industry demands active 1 help and 
interest from the 1 human factor, whether management or operative, 
and in order to enlist this help effectively it is necessary to get 
away from detail, gcnerilisi.ig the results of research as broadly 
as possible. But this in its turn demands that there shall first 
be constructed a “science 1 " of the industry, from which such 
generalised presentments can be taken, and whereby those 
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ostensible exceptions which the practical man often adduces so 
disconcertingly can be dealt with promptly. 

Thus the growth of any research organisation to the stage at 
which it can exert an educational influence' — not a schoolmasterly 
one — must be very slow. In that growth it passes through 
successive stages wherein it sur veys existing materials and pro- 
cesses, analyses the reasons for conventional practices, tests 
these reasons under the existing conditions— which may have 
altered since the time when the convention was correctly estab- 
lished — and investigates roughly the possibility of new materials 
and processes. By the time this stage has been reached, and 
not any sooner, it- is possible 1 for the research organisation to 
come into direct contact with the industrialist without too much 
forfeiture of appreciation and respect on both sides. 

But to generalise the results of study with the object of 
making them available to others is the problem of Education, 
the “ leading-up ’’ of the mind, a. process which proceeds auto- 
matically when once well started on such interests as books or 
etchings. In so far as industrial research can build up these 
generalisations, in contradistinction to the details which are its 
raw material, so it can make its industry self-educating by virtue 
of interest in its own problems. Such generalisations serve the 
purpose defined in (Jeorge Meredith's phrase of kk chalk eggs, 
which lure the thinker to sit.” This is almost the opposite to 
‘ k vocational training’’ for an industry, which tends to lead down 
to detail. 

The work of industrial research thus fuses eventually with 
that of industrial education, in that a rational inter-relation of 
details through research work enables the st udent to forget about 
them until they art* wanted for use. But the task of constructing 
a teaching system is no light out*, and it is even harder when 
an old subject has to be rearranged, or taught differently, more 
easily, and more fully. Such subjects as Euclid’s geometry and 
Textile technology present analogous educational problems. The 
Textile institute has done service in recognising the existence of 
a technical side to the textile industries, but to disentangle the 
subject from the mass of details and* from commerce, to describe, 
practise, and teach it, seem almost insuperably difficult. 

Indeed, such teaching can hardly be done in the industries 
by formal deliberation and set intentidn. The only practicable 
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method is by free intercommunication of generalised knowledge 
(Section II), not only inside the industry, among managers, 
operatives, and researchers, or between any of these, but also as 
between industry and industry, country and country. The new 
idea, or the broad generalisation, must he sown broadcast to 
find its own appropriate seed-bed, as in the field of pure science. 
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TUE OROWTII ANL) STIIl'CTCRE OF A RESEARCH ( >KOA^JS ATI ON 

The genesis of flic Experimental Department of \hc Fine 
(V)tton Spinners' Association was described iji the Introduction. 
The following account deals with its growth-history and with 
the structure attained at the end of my ten years' service, much 
in the same way as for the cotton-hair in (Mia]). JI. 

The original work-room in Manchester, with one Jab-boy, 
sufficed for the lirst two years. A computing clerk was then 
added, followed b\ (extension into an adjoining room for a chemical 
laboratory with a chemist, another lab-boy, and a clerk, while 
the nucleus of a testing laboratory developed. In the fourth 
year came a few small machine tools w ith an engineer and another 
boy. 

Increasing interest led to plans for combining an experi- 
mental mill, wherein trials could he made without disturbing 
production, with more workshop facilities and better rooms for 
the laboratories, together with surroundings more conducive 
to study and less subject to vibration than in the centre of 
Manchester. The formation of an Experimental "mill had been 
advocated by Mr. Vernon liellliousc long before my time, which 
greatly facilitated progress. I took as the basis of my planning 
an annual expenditure equal to one-tenth per cent, of the Associa- 
tion's capital, as being a reasonable insurance premium against 
ignorance, and less than this amount was actually expended in 
any one year. Estimates of capital expenditure 4 were mere guess- 
work during the post-war boom, but even after five years' working 
the total capital had only exceeded my upper figure by a small 
amount, more than covered by economics on the annual 
expenditure. 

The site was located at Bollington, the most southerly cotton- 
spinning village, especially appropriate as containing the Ynill 
which spins the finest counts in the world, as well as two other 
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mills belonging to the Association. Except for its perfect cotton- 
spinning climate, the locality had great disadvantages, being some 
miles away from collieries, with open country to the west and 
high moors to the east. 


Biildtmjs 

The existing house of ** Rock Rank/’ a stone structure about 
a century old. had been built, on the slope of the escarpment of 
the Derbyshire hill-country, overlooking the plain. The* back 
garden was on the same level as the iirst Door of the house, thus 
making a convenient site for additional buildings. The founda- 
tions rested on solid rock, so that the cellars were as free from 
vibration as could be desired. Outbuildings included a two- 
storey stables, a. building containing gas-engine, dynamo, and 
cells, which were reconditioned, and a garage; there was also a 
greenhouse. 

Any attempt to install mill machinery in the house itself 
would have been a compromise, so the Association decided to 
erect a separate and specialised building for the experimental 
mill. This was placed behind the main house on the first-floor 
level, without impairing the appearance of the property. It 
had a saw-tooth roof, cavity walls, double glazing, and air-lock 
doors to its four rooms, with facilities for automatic control of 
temperature and humidity. 

About a mile from fc * Rock Bank " was an available building 
which had formerly been an elementary school. This was floored 
and cut up into a number of separate* rooms to servo as a Hostel. 
A hard tennis court was afterwards laid down in its garden, 
out of house-keeping prolits. 

POWEK, ETC. 

Power was available from a near-by mill, up to SO kilowatts, 
thus giving a comfortable margin over the f> 0 kw. needed for 
the machinery installed, in the event of future extensions. As 
this power was only available during mill hours, the existing 
electric lighting cells were normally kept charged by driving 
the dynamo from a motov ol? the power supply. The gas engine 
wqp available in emergency, so that a lathe or frame could still 
be run, as well as light and laboratory motors. 

The existing central heating of the house was much enlarged 
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and connected to the new mill building, so that all was controlled 
from one pair of furnaces, while the labour of stoking was reduced 
to a minimum by excavating a coke store in the courtyard adjacent 
to them. 

Water and gas wen 4 available from public? supply, with a 
pressure regulator on the latter. Cleaning was in charge of the 
caretakers. 


1 lor si \o 

The 4 ground Moor of the main house 4 was almost entirely 
allocated to ihe workshops, the floors being reinforced where 
necessary, while* two cellar rooms in addition served as carpenter's 
shop and forge 4 . The testing laboratory and general office 
completed the 4 use* of this floor. 

On the 4 first floor were located the 4 rest of t lie' laboratories, 
general, physical, and chemical: the library ; the offices of the 
chief and sea* red ary, and of the spinning section. The mill building 
itself was on this lc\ el and directly accessible from this floor. 

The top floor contained the caretaker's flat, a small lecture- 
room. and the file's of samples. 

The cellar rooms, other than those* used as workshops, were 4 
used as physical laboratories. 

The* top floor of the 4 stables became a residential flat for the 
administrative assistant. Jts ground lloor served as a e \ ele-rooni, 
garage, and stores. 

The garage* was eon verted into an annexe* to the* chemical 
laboratory. 

The Old School House* ” became the* hostel. 

Staff 

Tim general plan comprised three main Sectiems — Laboratories, 
Meehanical. and Spinning - flanked by minor Sections for Main- 
tenance anel Welfare. Each Section had its own head except 
the Laboratories ; because it was more important that the* 
foundations e>f the Department's knowledge should be well and 
quickly laid than that it should dv propaganda without adequate 
knowledge 4 , 1 acted as head of the Laboratory Section as well as 
of the Department. The Mechanical and Maintenance Sections 
were also doubled. 

The growth of the Department l?ad been so natural that 
every person added to it simply took up work already being 
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done by someone else, whether as scientists, craftsmen, or orderly 
folk, in order to do it better and more thoroughly. 1 had myself 
sloughed off in succession the occupations of typewriting, com- 
putation, instrument making, mill observations, testing, physical 
experiments, and microscopy, among others, handing them over 
to more competent additional staff, or to junior members who 
had grown up into competence. That the very composite nature 
of the staff, living in close proximity in a small village, as well as 
forking together, did not give rise to insoluble personal difficulties, 
was simply due to their loyal acceptance of the learn attitude 
which had resulted from this method of growth. 

P/7//. — A fairly consistent scheme of salaries and wages inside 
this varied team was reached by taking the pre-war rates of the 
National Physical Laboratory, plus ‘{0 n M . 'This was too low when 
first adopted, but /lid not have to be* revised when the cost of 
living fell, and so effect i\cl\ speeded up the* promotion of those 
who had been in the Department a long while. Care was taken 
in its application to ensure* yearly promotion within the grade*, 
for satisfactory work, and the passage into a higher grade* for 
work of exceptional quality or quantity. With junior staff’ who 
w r ere studying for examinations, each approved success qualified 
feu* increased pay in the same way as a year e if service. 

Unrc.xTioN 

It- was evidently impracticable to use* unskilled adults in 
England as l had formerly used fellaheen in Egypt (p. -fw), 
but the London University external degree system made it 
possible te> employ a fc*w r picked hoys and girls, and yet to avoid 
the risk of a dead-end for th<*m. Whether they trained up into 
active researchers, or as craftsmen, or wen* eventually discarded, 
their use and their independence clearly hinged on further educa- 
tion. The London degree proved imaluable, by providing an 
objective and stimulus, while* mitigating the* disadvantage* of 
experience aeepiired solely inside the Department. Assistance 
in study, and laboratory courses, were voluntarily' provided bv 
the seniors. 

A second aspect of education was developed by the Associa- 
tion sending a few selected young men from the management, of 
constituent mills for a succession of short courses, each course 
lasting a fortnight at intervals of a few months. Each Laboratory 
and Section was thus visited in turn, to familiarise the visitor 
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with limitations and ignorances, as well as with kffgwledge. It 
need not be emphasised that the planning of such 'courses* was 
difficult, and even dangerous, when methods as well as aims 
were new to the student, and only the subject was familiar. 
Nevertheless they were not unsuccessful, and their effect may 4 be 
noteworthy in course of time. 

A third special educational activity will develop} by using 
the Department to train individuals for improving tlm resources 
of mill testing-rooms and offices when dealing with “ complaint# 
and defects/' by means of special courses in manipulation and 
methods, detection of periodicities, graphics and statistics. A 
rapidly increasing branch of routine work w r ill thus be devolved 
from the Department. 

The function and equipment of the separate* Sections mav 
now* be considered. I have already given in the Introduction 
(p. xiii) the* names of those persons therein whose constructive 
co-operation has been utilised in this book. 

Tjie L \bor \toim Sjm tion 

It is more than personal preferc*nce winch assigns the premier 
position in such an organisation to the laboratories. They were 
the nucleus round which the rest had crystallised ; they checked, 
tested, and advised the other Sections ; they necessarily produced 
many constructive suggestions. But the circumstances made it 
easy to realise how 7 limited was their practical utility without 
co-operation from the other Sections; machinery, apparatus, 
stores, files, and comfortable working conditions were all difficult 
to obtain until the others grew up and provided them. 

General J aboratory . — This was the vestigial survival of the 
original work-room, retained as such in order to take up the 
early stages of any nondescript work, and primarily concerned 
with the devising of new methods of observation. As the hair 
structure studies developed further, its chief concern came to 
be microscopy, coupled w r ith the care of the greenhouse in which 
cotton plants were grown for the purpose, and with the photo- 
graphic work of the Department.* 

It thus occupied one room, with *an adjacent dark-room. 
The greenhouse was made partly self -regulating as to its maxip&gpn 
temperature by a thermostatic relay working a ventilating 
The staff was my personal assistant. 4 
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Chemical Laboratory. — Built up by tho chemist and her 
assistant, this was transferred to two rooms in kk Rook Bank.” 
It came to be largely concerned with defects in tho finished 
product, aiding the "festing laboratory to track down responsi- 
bility. Researches on fck finishing ” problems and physico- 
chemical studies provided the foundations of such adviee. 

Compact use was made of the two rooms b\ opening out an 
existing chimney-breast between them to form a double fumo- 
thambcr, with radiators underneath. The demands of ehemical 
equipment do not call for the same xanetj of furnishing as 
physical laboratories, so the unit sections were list'd as permanent 
furniture, including a lead-covered centre bench to which the 
gas, water, and gullex drain were led from the floor, leaxing the 
room free for any subsequent modification. 'Flic annexe in the 
garage building at the other end of the grounds was provided 
witli metered gas and water, gas boiler, electric motor and counter- 
shafting, and stoiage tanks, to house experiments on a small-works 
scale. 

Tenthly Laboratory . — This was housed in the room which had 
the best natural light, to facilitate single-hair manipulation. 
The various pieces of apparatus wen* permanently ready for uso 
on the benches or walls. In theorj, its routine function was to 
test every sample of cotton which went into the spinning section, 
as well as the jam which came out. in practice, the demands 
of other work prexented this from being done exhaustively, for 
specialised tests on kb complaints ” occupied an increasing part 
of its time, while it also served as the computation office of the 
Department. Its head had two girl assistants. 

Physical Laboratory . — Housed in one room on the* first floor, 
and two rock-founded rooms in the cellar, the equipment was 
chiefly notable for the way in which it carried on the Departmental 
tradition of extemporisation. 

Its work had a deliberate bias towards the M.A.s. class of 
research, linked closely w ith similar w ork in the General laboratory. 
It also surveyed the physical conditions of the mill, as a guide 
to tho practical interpretation of such researches. Being the 
last-formed portion of tjho Department, it was nearest to the 
original nucleus, for there can be no question that physics is 
thfc science most closely concerned with cotton-spinning problems. 
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The Mechanical Section 

The development of this Section on its transfer to “Bock 
Bank ” was so designed as to enable it to be run with m fpalt, 
staff consisting of the head and two mechanics only, by g||Jmg it 
ample resources in machine tools and stores. The range of the 
Department’s interests was very wide, f;*om the repair |pf jpili 
machinery to the construction of physical apparatus 
the work was such as required craftsmanship, and the* 

Work understanding^ from rough sketches. Whe 
office work was unavoidable it had to be done by tha«Ja^ 
the Section. Conversely, rapid and rough constructions 
often needed, and a set of tools and a lathe wore thorcfolfe assig 
to the use of anyone from other Sections. ^ y _ 

In the lathe-room were Hendey, Star, Benson, andf Ada$a2 
lathes; radial and pillar drills; planisher, buffing wheel, gripdec, 
marking-ofl table, and fitter’s bench. The heavy tool room 
carried a nulling machine and bench miller, Norton gripdeT, 
power hack-saw, another bench, and the general utility lathe 
with its tools. A private shop had a Star lathe, bench drill, $,nd 
grinder. A fourth room served as stores and packing-room. 
The drawing office and the heads’ office were on the same floor. 
In the cellars were additional stores, carpenter’s shop, forge, 
tool-hardening furnace. Roots’ blower, screw press, and changing 
board for the many small accumulators used m the Department, 

The building up and control of the stores were important, on 
account of the variety of requirements. The absence of some 
special steel might delay a laboratory experiment for weeks ; the 
mill machines and laboratory apparatus between them employed 
every kind of screw-thread ; a one-inch drill or a No. 70 were 
equally liable to be wanted. 


The Spinning Section 

Difficulties of hjrfWing, equipment, and staff prevented this 
Section from operating before the seventh year of the Depart- 
ment’s life. Its head had for staff a skilled spinner, two expert 
enced girls for the frames and card -r(X>m> and part-time labourer’s 
help. The technique of spinning tests had to be learned, apd 
modified to suit special conditions and demands. The machinery 
had to be run in and defects remedied. A mass of procedure 
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detail* bad to bo turned over before it was possible to ran up 
'ted down the whole range of cotton spinning between 30s and 
3S0s, from American to Super Sea Island. A system of “ ration* 
iftg *’ was arranged with the Empire Cotton Growing Corporation 
ted with the Cotton Research Board of Egypt, fixing tho 
maximum number of spinning tests to be undertaken voluntarily. 
The main routine thus gradually took shape, aiming at tho most 
exhaustive spinning tests that were possible. Much progress was 
made to eliminating subjectivity from the test. 

Qtbtor experiment^ work included the study of existing 
machines by running under modified conditions, or by collabora- 
tion with the laboratories m analysing their operation with the 
feinoma, spark photographs, statistical observation, etc. New 
machines constructed in the Department, such as the sorter and 
rule spinner, were set up in a reserved space of one room, which 
also contained the locked cage oi samples awaiting test 

Muntlname Section 

This dealt with all general correspondence, orders, accounts, 
and wages in charge of its head and one skilled assistant. Power, 
light J heat, and buildings were maintained tluough the caretaker 
tod cleaners, while the gardens were also this Section’s concern. 

Hostel Section 

ferhaps tho most experimental feature of a generally experi- 
mental Department, the success of this section was due to its 
first Matron, Miss J. B. Cowan, and to the team spirit. It 
originated in the availability of a convertible building, and the 
housing shortage of 1920 ; the advantage of the change to Boiling- 
ton would have been largely nullified if the junior staff had to 
travel long distances to W6rk. As tho staff was too small for 
two hostels to be started, 1 at last decided to try a miied one. 
The Q$d School House provided six bodUsitting-rooms upstairs 
for women, and five downstairs for men, with kitchens, common 
room, din ing-room, and Matron’s office. Tho Matron’s salary 
was provided by the Department, and on this footing the charges 
to residents enabled the house and garden to be improved 
continuously. 

The advantage of the Hostel was found eventually to consist 
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in being a (‘outre of common interests, round which a kind of 
collegiate life developed for the whole Department. Instead 
of collapsing after a few years' trial, it developed tennis, debat- 
ing, and dramatic clubs, and became the social nucleus of the 
Department as a whole. 

Tin*; Dkiwiitwent as a Whole 

Most of the considerations involved in the control pf the 
Experimental Department as a whole have boon dealt w^th in 1 
earlier sections of this Appendix. In it I was aided 1>V the 
essential wort of the administrative 1 assistant at the head of 
the Maintenance Section, and by my secretary. The latter was 
also librarian, and conducted the “ internal publication " of 
such papers as the KortnightJx and Staff-meeting reports (Sec- 
tion IV). together with a bi-monthly precis of the former, which 
gave* a general idea of the scope* of two months' activities on one 
sheet of foolscap. 

My initial policy of deliberate isolation from premature 
contact with the constituent mills, as a whole, was held for 
seven years. By that time it. was possible and desirable to 
communicate selected results of the research work to them 
regularly, leading in the direction of closer contact eventually. 
By the end of ten years the editions of internal publications in 
distinctively coloured covers amounted to twenty copies of the 
Fortnightly, sixty of Staff meetings, and a hundred of the precis. 

A round-table conference held (‘very two months between 
the Executive .Directors of the* Association and the* senior staff 
of their Department completed the routine part of this pro- 
cedure. An important informal means for distributing informa- 
tion came automatically through adjudicating on " complaints " ; 

1 gave no encouragement to this use of the Department until the 
sixth year of its existence; then, when knowledge and staff 
were adequate. 1 his function was allowed to grow, which it did 
by doubling the number of such inquiries every year for the next 
five years. 

With the passage of time it had thus become generally evident 
that knowledge, to bo of use, had tcfchcjnade available for use. 
In this Appendix 1 have frequently emphasised mv opinion 
concerning the hampering influence of secrecy upon research 
activities, and it is therefore the more •necessary and pleasant 
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to put on record the fact that the absolute seerecx which was 
originally prescribed hv the Association had been steadily relaxed 
year by year, especially in dealing with cotton -growers. At the 
end of ten years a degree of publicity had been reached, both to 
the constituent mills and to outsiders, which would have been 
incredible at the start, though it was still suflicientL restricted 
to be an onerous responsibility. 

The decentralised organisation of the Department and the 
•team spirit in which nearly all its work was conducted, had 
made it competent to dispense with tin* leadership of an\ one 
individual in fulfilling its functions to the Association. With 
the broad outline of the yarn-cotton relation visible, as presented 
in the main text of this hook, tin* personal objective of my late 
chief was seen red (p. \). J was thus able to resign, with real 
regret at leaving the team, but with the knowledge that no 
foreigner to Lancashire could lead it elTcctiveh during the. 
approaching phase of direct contact with the industry. 
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sric< i \u \v\'\\{ vrrs 

Amongst the va riot \ o! appliances devised lor the use of t-lio 
Experimental Department (Section VII) were several which have*, 
been mentioned in t Ik* main text, as being tlie source of data 
which I have employed in discussing the yarn-cotton relationship. 
The following descriptions should bo sufficient to (‘liable the. 
reader to follow the main features of their design and their 
limitations. Jn all eases whore the invention of a colleague is 
concerned, the name of the inventor is staled. The. items are 
arranged in alphabetical order. 

Automatic Siiujlc-thrvml Teller. —The pendulum of this instru- 
ment, w ith its attaehod quadrant, sw ung in cup-and-vce bearings, 
and the load was applied to the yarn by moving those bearings 
away from the point of anchorage of the yarn ; in these respects 
it was identical with the Magazine Hair-break tester (r/./\), 
though on a larger scale. The attachment of the pendulum to 
the yarn was effected hv a pair of electro-magnets, mounted in 
rubber, and suspended from the laboratory roof; tlmso took the 
place of the '’hook" in the hair tester. The yarn was fed 
through a pair of rollers from the cop. on to a carrier mounted 
on an endless chain, which convoyed it between the jaws of the 
electro-magnetic clamp, whereupon the tripping of a switch 
caused the clamp to close, as also another (damp on the rollers. 
The beginning of the receding movement of the pendulum was 
synchronised with this (damping, and the deflection of the 
pendulum which indicated the load on the \arn was recorded 
by a spark on a disc, also as in the hair-tester. 

The returning movement of the* pendulum synchronised with 
tlie opening of the (damps, and with {he Closing of a (dutch which 
again allowed the rollers to feed forward a fresh length of yaric. 
Scries of observations were made 1 at lengths of 00 can. and at 3f>0 
cm. by altering the length of the endless chain. 
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Thu appliance was discarded after a sufficient number of tests 
had been accumulated. on account of the inconvenience involved 
in varying the length tested. 

Barr and Anderson's M cl /tod . —In its original form this method 
was described 1 by its authors tor measuring tin* internal diameter 
of glass tubing. The tube is immersed in a liquid of the same 
refractive index, the final exact adjustment to equalitv being 
obtained by the use of a monochromatic illuminator. 

As modified for measuring the w all -thickness of cotton hairs it 
was only partially successful. With, tin* collaboration of Mr. 
Hancock, certain mixtures of aniline and xylol were found 
suitable, used in a dry condition on dry hairs. A nicol prism 
in the microscope eye-piece confined the monochromatic light to 
the ordinary or extraordinary rax. as was more conxcnient. a 
less or more refractive liquid being used accordingly. 

The practical invisibility of the central canal of the hair, 
when balance of refraction was attained, had to be overcome by 
polarising the incident light as well, to a suflicicnt extent to 
make the wall visible again. 

Lack of homogeneity in the wall structure makes exact 
balance impossible. For example, the refractive index of the 
primary wall and cuticle is decidedly higher than that of the 
secondary wall. 

Break, of hat r. .See Magazine 1 lair-hreak Tester. 

< 'liitonicfer. for Yarn . The design of this instrument for 
measuring the twist in singles yarn was based on the impossibility 
of obtaining reliable data unless the length of yarn examined 
xvas only a few score calibres long. Otherwise tin* cylinder of 
hairs is not sufficiently sturdy , and may be given a negative twist 
at one end before all tin* original positive twist has gone from 
the other. Thus to work with lengths of only a few millimetres 
necessitated a design in which each examination could be made 
rapidly, and the examination shifted to another place along the 
yarn without delay, making a hundred observations per test as 
the normal procedure. 

It xvas designated a “ clinometer " rather than a twist-tester, 
because concurrent obs^rxajion of the yarn diameter enabled the 
correlation diagram of twist and diameter to be plotted semi- 

J “ T\vt» Now Methods <>l Mensiii iiu* (In* Internal Piamoters of Transparent 
Tubes Jour. tin. Inutr., IH-S 4. 
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automatically, and the range and mean value of rne Twist Angle 
to be thus inferred directly. 

The instrument is a special stage, attached to an ordinary 
microscope, and so arranged that manipulation is conveniently 
effected by both hands alternately, to save time. The micro- 
scope has a swinging nose-piece and two objectives, such as a 
.*1" and a the first for observing the twist, the second tor the 
diameter, in conjunction v\ it li an eve-piece micrometer scale. 

On opposi to edges of the field covered by the low -tower* 
objective art' two clamps one li\ed, the other rotatable bylgear- 
ing and a milled head. The axle of the rotatable clamp is tubular, 
to enable a continuous length of yarn to be drawn through both 
clamps. The length of 7 mm held between them can be untwisted 
by rotating the milled head and the whole field kept under 
observation until zero twist is attained; if any clamp effect is 
noticeable, this may necessitate twisting beyond zero and then 
returning to it. 

The milled head can be arranged to spin back to the starting - 
point when released after the observation, by means of a spring 
or a weight, or this can be done by hand. In any ease, a pointer 
is coupled to the rotating clamp by gearing which moves thfe 
pointer along a screw', thus indicating on a scale the number of 
revolutions of the rotating clamp at any moment. This pointer 
can be pressed into contact with the paper covering a drum, 
whose axis is parallel to the screw. If the drum has previously 
been turned by hand until a reading oil its graduated head 
corresponds to the previously observed diameter of the yarn, 
the pin-pricks made by the pointer plot a correlation diagram. 

After the twist, or the diameter, or both, have been noted 
down, or plotted by the pointer, the clamped length of yarn is 
released and a fresh place draggl'd into position. The fact that 
the tw r ist has been restored to the length examined enables this 
to be done. 

The release is effected by means of a slide, which removes a 
wedge whereby the fixed clamp was locked, and simultaneously 
drives the point of a needle between the spring-locked parallel 
cylinders which form the jaws of the rotating clamp. The yarn 
thus freed can be dragged through the clamps to any required 
distance further along, by winding it up on a small drum, on 
which a spring clicks at regular intervals. The slide is then 
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The essential part of the apparatus is a balance 
Centre knife-edge support can be lifted steadily by J|nP^ i M|Ai 
nut, the former being driven at a fixed rate under?t|^^ 
of an electro-magnetic clutch. From one arm of th^>ba|an06i^ 
hangs the weight used at each step of the test. The other . 
with a similar bearing, holds the clamp in which is secured the 
upper end of the yarn. 

The lower end of the yarn is fastened to another clamp 
mounted on a pivoted iron pointer, so balanced as to\ apply a*, 
load of only a few milligrams to the yarn when the latter has 
to support this pointer. The pointer can be 1 held against a fixed 
stop by an electro magnet the holding-down magnet-— or set 
free by opening the circuit. In this same circuit of the hok4{)g- 
down magnet is the clutch which holds the gear of the beam- 
lifting screw in operating until the circuit is broken, „$?his 
circuit breakage can happen *t*wo contact points ; one is on 
the balance beam, and breaks when the pull of the yam starts 
to tip the beam against the loading; the other is oil the pointer- 
stop, and breaks when the holding-down magnet releases the 
pointer. 

An index and scale are attached to show the rise of the balaiiC0 
beam, while a parallax miiror and scale behind the pointer 
define the position of the latter when oil the pointer-stop. 

A length of yarn being put in the clamps, and a one-gram 
weight on the beam, the pointer is lying on its contact, and the 
beam-contact is also closed. On completing the circuit by a 
hand switch, the beam-lifting clutch closes and the beam rises 
until the yam carries a tension of 1 gram. The beam-contact 
then opens* t^us stopping the beam from rising further by 
releasing the beam-clutch; simultaneously the holding-down 
magnet tfye pointer. This allows the beam-contapt to 

close again, but without effect, because the pointer-contact 
remains open. The positions noted for beam and pointer under 
1ft ris nominal load of 1 gram are taken as zero readings. 

The next step of the loading, usually 10 grams, is placed on 
the beam, and the test resumed by simply pressing down the 
pointer into contact, which when opce jmadc is maintained by 
the holding-down magnet thus energised. The yarn cannot be 
over-strained while so doing. v 

It should be noted that there is no inertia effect during the 
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straining, in which respect the appliance is unusual fits a textile 
tester* 

For comparison of yam* of different counts the readings must 
be corrected approximately by expressing the load inversely as 
the count, or by altering the steps of the loading. 

Electrical Conductivity of the Hair . — The sensitive electroscope 
method devised by Mr. Slater for this work has been published. 1 
An electroscope and cotton hair were insulated with amber, 
under fixed conditions of temperature and humidity, and the 
leak of the charged electroscope between fixed voltage limits 
was measured when it had been put to earth through the hair. 

Hair Break. — A few points of method require notice, apart 
from the use of the Magazine Hair-break tester (q.v.). 

The danger of unconscious selection of hairs, such as the stiff 
strong ones which are more easily picked up, has been mentioned 
in connection with Sampling in the main text. tuft of the 
required number of hairs- should be drawn from a prepared sliver, 
as if for the Hair-weight test (q.v.), and every one of these should 
be tested. 

The clamping of the hairs for testing was at first done with 
sealing-wax, but this was found to involve a slight risk of local 
scorching, or at least of weakening. This was not entirely 
abolished when the wax-temperature was limited by pre-heating 
it in an oil bath. Any temperature above 100 C. was undesir- 
able. Evaporating cements like seccotine or rubber solution 
were not satisfactory, on account of the long delay before com- 
plete eortairtty of dryness was reached. Eventually a low- 
melting-point wax which was yet sufficiently tenacious to resist 
the enormous stress concentrated on minute areas of hair surface 
was suggested by Mr. Slater in Evcritt’s Vacuum Wax, No. 2 
Soft, used in the Cavendish Laboratory. When this is pre- 
heated ill a water-bath, and applied with a pointed glass rod, it 
gives a rapid and safe grip on the hair. 

Hair Conductivity. — See Electrical. 

Hair Cross-aection. — See Barr and Anderson’s method and 
Porometer. 

Hair Length . — See Sojter* 

Hair Rigidity , q.v. 

Hair Walfahichness . — See Cross-section. 

1 Slater, F.*P., Proc. Roy . Soc., 13, 1924 

AA 
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Hair Weight. — The technique of this measurement has been 
simplified since 1 first employed it 1 to obtain a figure for the 
weight- of 1 ein. of the average hair. 

The counting of the hairs is done with the microscope and a 
moderately powerful objective, thereby avoiding eye-strain. 
The weighing is done on an Oertling Assay balance, which is 
sensitne to hundredths of a milligram by means of a l ing, 
rider on the beam. The calibration errors of a spring micro- 
balance an* thus avoided, and as onl\ one weighing is yiecdod 
for each test, the loss of time is unimportant, compared wjth the 
fact that- tin* results arc in absolute measure, subject to correction 
for moisture content. The whole* test can be completed and 
computed in less than a quarter of an hour. 

The* chief improvement is in the manipulation, and turns on 
the acquirement of some* dexterity in so withdrawing a number 
of hairs from a prepared sliver that these hairs lie* separated and 
ready for easy counting, instead of being tangled. With practice 
it is possible to withdraw a thousand hairs in four tufts, but the 
no\ico will linil tufts of fift\ sufficient. These hairs are laid 
down on a microscope slide placed immediately below the sliver, 
and an* at onee covered in their central part with a square cover- 
glass, care being taken that all the hairs project oil both sides 
of the cover. After they lia\e been counted, the projecting ends 
are pushed together to make a bundle of the hairs, the cover- 
glass is removed, and tin* bundle* lightly twisted to harden it-. 
A e(Mitral region of 10 to 15 millimetres' length is then cut out 
with a pair of dissecting scissors, and the length of this trimmed 
bundle measured w ith dividers to estimated tenths of a millimetre. 

The total length of hair in the bundle is then computed and 
logged, and other similar bundles made until about a thousand 
hairs have been included, totalling something more than ten 
metres of hair length. These are weighed and the hair weight 
per centimetre computed. 

An alternative to cutting the bundle was devised by Mr. 
H. A. Hancock, the hairs being laid between two glass plates 
and touched with a flame wdiich burns them away to tin*, edge 
of the plates. 

Harmon ir A valy. sex. — Sen; 1 Vriodicity Measurements. 

Harp . — See Periodicity Measurements. 

1 \V. L. H. f Haw (' otton , p. 1S7. 
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Impact Tester. - Many existing impart testers fail to apply 
their blow at the centre of permission of tin' pendulum. My 
simple design avoided tin' loss of energy thus involved, and if 
any accidental circumstance led to a false blow being delivered, 
the fact was obvious from a distance by a chattering noise. 

The pendulum was a circle of one-sixteenth llat brass sheet, 
of 2o cm. radius. It was suspended from the ceiling at two 
points on the 4 upper margin of the circle by four thin steel wires 
•about eight feet long, arranged in the usual way so that the 
disc could swing in its own plane without twisting. There was 
no constraint against bodily side swing of tin* disc about' its 
two points of support so that a falsi* blow would start such 
swinging. 

The disc swung between a pan of vertical triangulated brackets 
iirmly anchored in a wall and could he held back bid ween them 
or released, by an electro-magnet. A calibrated extension arm 
oil one bracket stretched forward to indicate tin* length of the 
outward swing. by a pointer attached to the disc. 

A hole in tlu* centre of the disc received a pin which secured 
the front clamp ot the tested yarn. while the back (damp was in 
the form of a cross piece. This back clamp was arrested in the 
apices of t I k- two triangle biackcts when tin* neutral point of 
the swing was reached. To make room for these clamps, and 
for the yarn, a narrow' slot was cut radially and horizontally in 
the disc, nearly reaching the central hole: tin* piece of metal 
removed was replaced after being turned through a right angle 
so that it could be fastened to the lower edge of the slot, and 
serve as a platform on which the yarn and back clamp resil'd. 
A small fraction of the original weight of the pendulum was lost 
when the back clamp was left behind in the brackets, on breakage 
of the yarn ; this was allow ed for in tin* calibration. 

The accuracy and sensitivity of this inexpensive arrangement 
were remarkably good. 

Lea Text . — Sec p. 2T5. 

! Anyth , of Hair . — Set 1 ; Sorter. 

Magazine Hair-break Tester . — Attention has been specially 
directed to the deficiencies ^>f this apparatus in Chap. XV, but 
these deiieieneies are inherent in dead-load testing of single hairs, 
and apart from the time required in making such tests, this 
apparatus is quite serviceable. It is designed to economise as 
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much time as possible, the loading of the magazine and the 
computation of the previous test being carried on while the 
following magazine is being automatically tested. 

An appliance for somi-automatie liair-break tests was described 
in Raw Cotton. 1 It was subsequently much modified into a 
magazine type of instrument, and in another modification was 
simplified to a purely mechanical design which has jbeen in 
routine use for seven years. It has been exhibited, 2 an!(l copies 
supplied to other laboratories. 

The length tested is standardised at 1 cm., and theWate at 
which the load is applied is also standardised roughly, to be 
comparable with the rates of loading used in single* thread testing 
with the Yarn Dynamometer (</.#’.) and in the Lea test. 

The tension is applied by a pendulum with a quadrant behind 
it, so that the radius on which the pul] is applied to the pendulum, 
by means of a silk thread King along the curve of this quadrant, 
always remains constant whatever the dellection of the pendulum 
may bo. The pendulum swings m frictionless cup-amd-vee 
bearings on steel points, and its movement is recorded by a 
high-tension spark which burns a trace in the paper on tlio 
recording disc ; for knowledge of both these d(* vices 1 am indebted 
to the directors of the Cambridge Instrument Company. These 
precautions against friction are very necessary when the average 
breaking-load to be measured is only a few grams, and the 
variability from hair to hair is very great. 

The pendulum is mounted on a carriage, which is operated 
along a geometric slide by a screw and nut, the rotation of the 
screw being controlled by an automatic reversing gear. The nut 
on the carriage, whereby it is moved, has a floating mounting, 
so that defects of the screw cannot cause the carriage to bind 
on its slides. The reversing gear which drives the screw has no 
neutral point ; it must cither drive forward or backward as long 
« as the driving motor is running. 

Thus, when the carriage is drawn away from the point where 
the silk thread of the pendulum is attached to a hair, the pendulum 
rises until the hair breaks. After the maximum likely tension 
has been exceeded, reversing gear Jiriqgs the carriage back in 
order that the pendulum may be attached to the next hair on* 
the magazine. This attachment is made by a suspended hdjfek 
1 p. 190. * Hoy Soc. Conversazione, 1994. 
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-of sufficient length to remain effectively vertical while the, hair 
extends under load; this hook is fastened to the $lk thread 
on th6 quadrant of the pendulum. The hook is lowerAi^htd^ 
matically at the end of the return journey of the carriage, $&ipg 
thereby placed in a vee-guide so that its lower hole , 

in a light piece of brass foil, to which the frpni enoof the hair 
is fastened by a suitable wax (see “ Hair Break ”). The rear 
end of the hair is similarly waxed to the magazine*. ' 

This magazine is a disc which carries 58 hairs in slots round 
its edge, the open end of each slot lieing bridged by the loose 
pieces uf perforated brass foil. The end of each slot is shouldorod, 
and the edge of each piece of foil is turned over, so that the #wo 
fit together, registering the piece of foil in correct position. The 
magazine rotates in a horizontal plane, presenting a fresh slot 
on each return of the carriage . 

This movement of the magazine is intermittent, as also is 
the rise and fall of the hook, and these two, as well as the reversal 
of the gear, are all secured from a single 4 ’ control bar ” which 
is moved endways through a short distance by a fork which 
projects below the carriage and engages with one or the other 
of two adjustable stops on this bar. 

The movement of the carriage takes the recording disc past a 
fixed pawl, which turns the record on one step further for each 
hair tested. The separate records for each hair thus obtained 
can be compared with the broken stump of each hair left on the 
magazine. % 

Mounting of the hairs on tho duplicate interchangeable 
magazines is facilitated by a special stand and clamp, so that 
the loading can be completed by expert operators in half an 
hour. A quarter of an hour suffices to read and plot the previous 
record, by w T hich time the previous magazine has been finished. 


JThus the actual testing is free from operative errors, and car 
gMonirontinuously if desired Tho use of a pendulum involve! 
tbb error which Dr. Shorter has identified, and a spring 

would >be preferable in a re-design. 

* ■SpAs^mimatiire “ power station ” is made for the appliance, o 
coffit^hjants used db autocars and in wireless, so that the sparl 
drive cap bo obtained and regulated off the six 
volt ceH«SL^6r4 ear. 

Periodic % MeodurtnUntd * — An account of the appliono 
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6allcd tli c “ Harp ” has been published elsewhere. 1 It served 
as a Periodoscope and a simple Harmonie Analyser. The curve 
to be studied is cut out of a strip of cardboard, and this templet 
is pushed under a number of equidistant stretched strings, the 
average deflection of all the springs at any moment being shown 
by a spot of light reflected from a mirror on the yoke to which 
all the strings are fastened. As the strings radiate from a common 
centre on the yoke, the templet can be examined with various 
string-to-string intervals, by choosing various distances from* 
the yoke at which to traverse the templet. 

In using this apparatus for the study of diameter variations 
in Nani, 1 discarded photographic methods for drawing the 
templet in favour of direct observation. A microscope was 
arranged with a peg in its held over which peg the yarn was 
drawn: one side of the \arn was thus always at the same point, 
which was made the zero ot a micrometer scale in the eye-piece; 
only one reading on this scale was needed in order to record the 
diameter. The observer at the microscope could move the yarn 
through the field in short steps b\ turning a handle, which was 
connected through Meccano gearing of variable ratios to the 
winding drum of the yarn on the one hand, and to rollers which 
fed the strip of templet -card board on the other. A given length 
of templet could thus be made to correspond to any required 
length of yarn, the required expansion or contraction being 
provided by the gearing. 

A second observer sat 1>\ a guide through which the templet- 
cardboard passed. On this guide was a graduated scale, and this 
observer dotted point* on tin* moving cardboard, up and down 
this scale, corresponding to the measurements in the microscope 
announced by the first observer. These points w T ere afterwards 
joined into a smooth curve, which was then cut out to serve as 
a templet. 

Several xards of templet could thus be prepared in an hour or 
two. Photographic methods line] previously been employed with 
similar apparatus, but the bromide paper film strip gave? too 
small a templet for convenient use, and the method was slower, 
as well as being costly and troublesome. 

Prior to the development of tliisi technique I bad discarded a 
1 W. L. B., I'roc. Hoy. Soc., X, 1081. 
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method which has some interest, though it was unsatisfactory 
for yarn studies. This was termed Cone-winding, combined with 
colour-marking of the yarn. 

The yarn was dragged through a V-shaped guide of glass, 
which was set slightly out of line with the yarn, so that the 
latter pressed lightly into the V. Thin places dropped in further 
than thick ones, and the momentary changes in position this 
effected as the yarn ran through the guide were recorded on the 
'yarn itself by tw'o syphon pons of differently coloured inks. 
The pens were so placed that when the yarn dropped to the 
bottom of the; guide it touched one colour; when it rose towards 
the top it touched the other colour; in a middle position it 
remained white, equidistant from both pens. 'Tims thick places 
were automatically marked red, thin ones given. 

This marked yarn was then submitted to (-one-winding, 
which consisted in winding it as a single layer upon a conical 
mandrel. If there is a periodic succession of marks among those 
made on the yarn, these will coincide at the appropriate circum- 
ference of the cone, leading up to this point by overlapping, and 
away from it bv underlapping, so that an arrow-head mark is 
seen on the cone. Similar and related patterns are formed less 
boldly at various fractions and multiples of the period, at other 
parts of the cone. Marks which are not periodic produce no 
regular pattern, but only a general blur. For such reasonably 
simple cases as often arise in the examination of defective textile 
goods this method is quite useful. 

Poromcler, for Hair ('row-tied ion ( 'harnjes . — This remarkably 
simple and accurate method was suggested by a casual referenc e 
to porosity testing of fabrics, which recalled me to previous 
experience in the use of Sir Francis Darwin's Forometer for 
measuring the aperture of stomata in leaves, 1 and my automatic 
modification thereof, called the Stomatograph. It was found 
practicable thus to measure the variations in the air-ways left 
between parallel hairs, by plugging a suitably sized hole with a 
suitable hank of sliver; hence the changes in hair cross-section 
were inferred by difference. ^Exhaustive studies by Mr. Goshawk 
have show r n that the measurements thus inferred are genuine. 

Cyclic data can be obtained by the original simple porometer 
of Darwin, provided that temperature and humidity are carefully 

1 hoc . cit ., p. 51a. 
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controlled. Time curves, showing the reaction to change of 
conditions, can be taken with the Stoniatograph pump and 
recorder. 

It iff id if if of the Hair. This was measured by Kearle's Method, 
suitably nmdilied to small dimensions by Mr. Slater for dealing 
with hairs. The hair tested is placed so as to cross the centres 
of two duralumin bars, which an* slung on single-lilament silk 
suspensions, tin* plan \ iow being that of a letter H, with the 
hair as the cross member. The bars have spots of electroly^ically ' 
deposited iron on their tips, so that they can lx* set into oscillation 
In alternating current magnets. The ]>criod of their free oscilla- 
tion measures tin* rigidity of the hair in respect to bending. 

'Torsional rigidity can be obtained from the same set-up after 
removing the bars from their silk suspensions. 

Single-thread Yarn Tv*!*. — Nee Yarn Dynamometer and 
Automatic Single-thread Tester. 

Sledge Sorfn\- See Sorter. 

Spinning T< sly. --See Handbook of Spinning Ted* for ('of ton. 
(•'rower*, London (Macmillan), 1020. 

Spinning Yarn. Vibration^ of. <|.v. 

Stare-siring Measurement of Yarn Tension. The purpose of 
this method was to obtain measurements of the tension upon 
\ am while it was actually being produced in the spinning machines 
under mill conditions. In developing the method a large share 
was taken by Mr. (Joshawk. 

As applied to the mule it was more elaborate than in the. 

ring-frame. One* end of a silk thread, the " slave-string," was 

fixed to a bracket so that it coincided with the. tip of an idle 

spindle. The other end followed the normal path of this spindle's 

yarn between the fullers, up to the roller nip; at the roller nip 

the top roller was removed, and the string just grazed the bottom 

roller to pass under a pulley, whence it was led to the back of 

the creel and another pullev. from which its end hung down 

with a known weight on the end. 

^ » 

'The spinning yarn on the next spindle thus had this slave- 
string running exactly parallel to iQ under known tension, at all 
stages of the mule’s cycle of operate >ns, and the inertia of the 
moving weight was only involved in the tension during accelera- 
tions. This strand of \arn was then linked to tin; slave-string 
by a very light double hook, the hook being slightly shorter than 
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the distance between the two, so that it would move sideways 
towards the one in which the tension was greater. A suitable 
guide pi acini some three inches in front of the roller prevented 
this hook from moving forwards with the yarn, or backwards 
when the- slave-string ran back during winding. 

I he lateral movements ol the hook were observed in a micro- 
telescope, thus indicating the tension on the yarn directly, when 
the slave-string tension was known. A more convenient null 
mid-hod could be used by varying the slave 1 tension, and noting 
with a stop-watch the turn's during 1 ho mule-cycle at which the 
tensions wore in equilibrium. as shown by the index-mark on the 
hook passing through t he* central position. 

The application of the method to the ring-frame was com- 
paratively simple, and the actual tension above the thread-guide 
was measured with errors of only about P' n under all sorts of 
conditions. Very fair tests of the efficiency ot traveller lubricants 
could be made in this wav. 

Sorter. The " Sledge pattern of this appliance has been 
very fully described elsewhere. 1 

Essentially the sorter mechanism consists of a pair of delivery 
rollers which deliver cotton through their nip, while at the same 
time they are being translated bodily in relation to a collecting 
device 1 , such as the strip of plush used in the sledge 1 pattern. 
The rollers arc 1 fed with hairs which have* previously boon laid 
parallel in a sliver or lap. and the feed is intermittent in a series 
of cycles. For any one 1 cycle* the sliver is fed forward about a- 
millimetre by the teed rollers which support it ; it is then brought 
up to t lie nip of the delivery rollers and held then 1 while they 
are turning through the 1 feed-distance; thus the delivery rollers 
take hold of the front ends of a number ol hairs. The sliver is 
then withdrawn quickly to its former position about an eighth 
of an inch away from the delivery roller nip. so that the particular 
hairs which had been gripped an 1 partly dragged out from the 1 
bod t \ of the sliver. The delivery rollers continue to turn uninter- 
ruptedly. so that the \se partially frec‘d hairs continue to be dragged 
out and are passed forward to the other side of the 1 delivcrv roller 
nip. still with their froyt eycls level, until all of them have been 
set free from the rollers and gathered up by the collector. 

• 

1 YV. L. U., “ A Method for Measuring the Lomjlh of Cotton Hairs "{Handbook 
of the Slt'dtji Sorter, London, Mmanillun), 
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Since the front ends are in alignment, it follows that the first 
hair to be released on the other side of the delivery rollers will 
be that hair which was shortest. The longest hair will be the 
last set fret 1 . Since tin* relative movement of the collector is 
synchronised with this cycle, any one part of the collector will 
always receive hairs of the same length. Thus the mixture of 
hair lengths in the original sliver or hip is " sorted ” j into a 
regular sequence of lengths, which may either be continuous or 
be subdivided into arbitrary groups, as convenience may dictate.* 

The accuracy depends principally on three factors! the 
straightness and parallelism of the hairs, the instantaneous 
collection of each hair when released, and the absence of any 
hair movement except on tin* part of Ihosc hairs which have 
actually been gripped by t lit' delivery rollers. The first is easily 
controlled, and the second has been effected at a speed of 300 
cycles per minute 1 , but the third is a source of inaccuracy, known 
as the “ hair-displacement error." and discussed as such in the 
main text (pp. 04, 143). 

Various forms have been assumed by the appliance, since its 
first primitive model, made from half a dozen Meccano parts. 
The automatic forms began w ith a reciprocating movement along 
the line of the roller-axes, and then a continuous circular move- 
ment which was more sensibly rearranged in the fourth model 
to take, place in a. plane at right angles to the rollers. In all 
the feed-box and delivery rollers moved, while the collector was 
fixed. A re-design was then carried out. with an important 
contribution from Mr. Hutchins, to make a portable form 
which could be used in camp if necessary; this was entitled 
the “ Sledge Sorter," and is now manufactured by the Cambridge 
Instrument (Jo. 

From the earliest stages another re-design had been con- 
templated, as a machine for producing adequate quantities of 
sorted cotton. The whole device was too far off the lines of 
ordinary textile practice to be built by the usual machinists; 
in fact both the British and German patent offices had at first 
refused the original Sorters a patent on the grounds that the 
method of operation was not disclosed ! t The workshops of the 
Experimental Department were therefore developed (p. 344), 
and Mr. Hutchins proceeded to construct a machine which would 
sort a ten-inch lap. We had satisfied ourselves that speeds of 
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production comparable with those of the comber were possible, 
so that cans of sliver could be collected at reasonable rates, each 
can containing one group of lengths of staple. 

It took a largo part of three years before the Machine Sorter 
was sufficiently satisfactory. The details are of no general 
interest, but a few citations will show the variety of problems 
which had to be faced : the construction and covering of 
delivery rollers which would grip firmly on single hairs at any 
• point in all positions along a ton -inch nip; the removal of each 
free hair and its deposition on the appropriate section of the 
collector, when the time during which that section was operating 
might be only a fiftieth of a. second ; movement of the feed 
rollers for one millimetre forward, followed by complete arrest, 
again with only about a. fiftieth of a second in which to do it; 
synchronisation of the movements of the plate, which opened 
and closed so as to permit the feed to come through and vet 
controlled the hair-displacement error. Many minor difficulties 
were overcome'. 

There is little doubt that sorting for length is practicable. 
The existiug machine is not the only workable arrangement, and 
now that most of the difficulties have been evaluated, another 
re-design might be undertaken in order to avoid them. 

- Torsionmetar , for Yarn. —This appliance dealt with a suspended 
length of one metre of yarn, the upper end of which was fixed 
to a revolving hook on a toy motor, as in the Twist Yield Tester 
(q,v.). The lower end was attached to the centre of a light 
aluminium bar, hanging horizontally, which served as the torsion 
index. 

This was effected by suspending below this bar a second bar 
placed parallel to it at a distance of 50 mm., the suspension 
being by two parallel silk filaments set 10 mm. apart. With a 
lower bar weighing 1 gram this construction was suitable for 
100s yarn. While the upper bar was thus free to rotate as an 
index through a limited arc, the lower was prevented from 
doin$ so by contact with two vertical parallel stretched wires. 

Both bars were freely suspended from the yarn, and could 
therefore follow the expansjdn and contraction of the yarn with 
changes of the twist, ana a parallax mirror thus enabled measure- 
ments of length changes to be made concurrently. 

' The load on the yajyi could be adjusted to any value above 
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tho minimum of 1 gram by adding weights at the centre of the 
upper bar. without affecting its function as a. torsion index. 

The addition of a revolution counter and a reversing switch 
to the toy motor enabled any number of turns to be added or 
subtracted at will. 

Twist, in Yarn . — Sec Clinometer. 

Twist -yield Tester. This was developed from the simple and 
effective device of suspending a weight from a length of single 
yarn, and counting the* revolutions of the weight until breakage. • 

Tho length of yarn, one metre or less, is suspended flom a 
liook which can ho rotated in either direction by a toy motor. 
On its lower end is fastened any known weight, in the form of a 
bar which hangs horizontally . and is prevented from rotating 
with the yarn by contact with two adjacent vertical guide wires, 
as in the Torsionmcter (r/./\). When the yarn has been suffi- 
ciently untwisted or over-twisted by the motor, it. breaks and 
the weight drops. 

Tho dropping weight falls upon a metal plate which is lightly 
wedged between the two guide* wires, and knocks it away . As 
the current is taken to the low voltage motor through these 
wires, using the plate as a plug-switch, the* fall of the weight, 
stops the motor. A revolution counter shows the number of 
turns added or subtracted. 

Jlv making use of a progressive series of weights, a curve can 
be plotted to show a twist -strength relation under the conditions 
of the tost. 

(' n-s/>inni //'/, of Yarn. -When large* numbers of hairs arc 
required for the examination of the constituents of yarn, as in 
sorting, tho yarn can be untw isted to make a sliver in an automatic 
appliance called tho Un-spinner.” 

The cop or bobbin is placed in a cradle* which is provided with 
a pair of delivery rollers at one* end. This cradle is then rotated 
to take out the twist from the* yarn as it is fed out of the cradle 
through the delivery rollers. 'The untwisted yarn is wound up 
on a plush-covered drum immediately, the* surface speed e>f 
this drum being so geared as to be* slightly greater than the*, 
surface speed of the delivery rollers. By the. use of differential 
gears these speeds are* permanently coupled together, while, the 
cradle revolutions can be changed without affecting them; tilts 
number of turns removed for various ysyns can be varied by the 
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single operation of shifting a. belt along a pair of cone pulleys. 
This belt control is a defect, on account of variable belt-slip, 
even under the constant tension provided by a jockey pulley. 

The irregular distribution of twist in the yarn necessarily 
leaves an irregular untwisting in the sliver produced, but not 
enough to prevent- it from being worked up eventually into a. 
good sliver by the* use' of the dra\\-bo\ provided with the Sledge 
Sorter. 

Vibration' s of Sjnnnimj ) ur//.- The study of the behaviour of 
yarn when spinning is hampered by the accumulation of twist 
therein. The simple device of fastening a weight to the end 
of the yarn, and allowing it to spin also, enables continuous 
observations to be made upon yarn which has been brought 
into a variety of twist conditions. The twist accumulated in the 
length of yarn depends on the air-resistance of the weight, and 
the weight itself may he varied independently ol the air-resist- 
ance. The arrangement is most convenient when the jam is 
horizontal, and the weight hangs down over a smooth hook of 
duralumin, which has a low coefficient of fi let ion. 

Wall Tliicknrx-'i, of Hair. — See (Voss -sect ion. 

\Vri**ht of flair. — -See llair Weight. 

Workshop Equipment.— Mention having been made (p. 332) 
of the value attaching to a laboratory workshop, and the cost 
of such a workshop being quite elastic, it may he useful to set 
out a list of equipment which can undertake* a very wide range 
of experimental construction and repair, at a capital cost lying 
between loO and U00 according to the type of lathe selected, 
and the quality of some of the other tools. Sizes are indicated 
where they are relevant. 

Lathe. — Wade; Drummond model-makers: Drummond 3A" ; or 
Star 4". 

Slide-rest tools, boring bars, knurls, small grinding wheel. 

Three- jaw self -centring elniek, tail-stock drill (‘buck. 

•j" and l" end mills, slitting saw, mandrels. 

Small table vice, lathe dog, holding-down bolts. 

Drilling tools. — t) 70 vvirc gauge twist drills. 

A/' to by sixteenths twist drills. 

y;" twist drill for O.H.A. clearance. 

Yankee hand drilUwitli K and L ratchet, for ;J". 
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Striking tools. — 3-lb. ball-pane and J-lb. hammers. 

Centre punches and nail punches. 

Bench anvil. 

Holding tools. — 20-lb. bench vice. 

Spanners; B.A., Whitworth, and adjustable. 

Pliers; Bernard vice-pliers, wire-cutting, and round-nose. 
Screwdrivers; watchmaker’s, J", and £". j 
Forceps. \ 

Screwing tools. — 0, 2, 4. 6, 8, and 10 B.A. taps and dies. 

Stocks of bolts, nuts and washers in B.A. siz$s. 

Cutting tools. — VViss shears ; curved-blade small ‘snips. 

Hack-saw, 10", 18 and 10 tooth blades. 

Scissors, cold chisels, scrapers. 

Files; 4", G" and 10" files in flat, round, and half-round, 
bastard and fine cuts. Watchmaker’s files. 

Measuring tools. — Steel tape, 12" and 3" steel rules (metric and 
inch). 

Feeler gauge. Drill gauge plate. 

Internal and external callipers. Screw compasses. 

3" square. Scriber. 

Micrometer opening to 1", metric or inch. 

Gear -cutting tools. — None, use being made of Meccano and clock 
gears. 

Grinding tools. — Bench grinder (and wheel on lathe). 

Soldering. — 2-lb. and j-lb. bits. 

Gas or Primus lamp anil blowpipe. 

Flux and solder. 

Woodworking tools. — Bench with vice and stops. Cramps. 

Brace and bits, various. Expanding centre-bits. 

Square and gauge. Lino knife. 

Screwdrivers with long shank, j" and J". 

Hammer, claw-head, I lb. 

Chisels; 1", J", 1" and i" mortising. 

Gouges; 1" and J". 

Saws; 3" tenon, large and small rip-saws. 

Planes ; jack, smoothing, and small iron. 

Scrapers. Leather mallet. 

Yarn Clinometer, q.v. 

Yarn iJiameler.^Hae Periodicity Measurements and Clino- 
meter. 
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Yam Dynamometer . — The need for an easy means of varying 
the length tested was the dominating consideration in the design 
of this appliance. All the operations were performed at one end 
of the yarn, the other end being fixed. A revolving drum wound 
up the 'yarn, and at the same time indicated the load thereon 
by means of a dynamometer attachment through which the 
drum was driven. Any length whatever could thus be tested, 
if the rate of revolution of the drum was regulated to give a 
•constant percentage rate of strain at every length. It should 
be noted that the length of yarn actually tested remained constant, 
because any extension was wound up on the drum. 

The cast aluminium drum had three steps, in order to widen 
the range of loadings through which the instrument could be 
used; a corresponding triple calibration was provided on the 
dynamometer scale. For routine use on lengths of 8, 4, 2, 1 
and \ metres a pair of five-step pulleys were provided on the 
initial drive from the motor, so that the rate of revolution of the 
drum could be halved or doubled after each test bv simply 
shifting a rubber driving band from step to step. 

The pendulum of the dynamometer proper, containing a 
train of clock-gears, was slung on the same axle as the drum. 
A large gear-wheel on the drum was driven by a pinion on the 
pendulum, at the end of its train of gears ; the beginning of tho 
same gear-train was a pulley concentric with the common axle 
of drum and pendulum, and rotated by a belt at high speed from 
the shaft of the driven step-pulley. The reduction was enormous, 
so that n6 appreciable turning moment was applied by this 
pulley to the drum, even at maxix*l am load. As the drum rotated 
it wound up the yarn, and the pendulum rose to show the tension. 
A fixed pawl engaged with a moving rack attached to tho 
pendulum^ so as to prevent the index of the latter from falling 
back when the yarn broke. 

It may be noted that the usual arrangement of a fixed rack 
and moving pawl is wrong, since it introduces a variable error. 

Total extension at break was recorded by a disc beside the 
drum, and concentric with it. This disc was held to the drum 
by friction on a flannel pad by a light sj>ring, and turned with 
it, unless the milled edge of the disc* was locked by the weight 
’of a pawl; this “ extension pawl ” was attached to a wire and 
* nearly counterpoised, so that the wire and pawl were lifted 
by the yarn as the catenary loop of the latter straightened out 
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in Liking up tin* load. This released the extrusion (list*, so that 
it could turn with the drum until the breakage of the yarn 
allowed the pawl to drop again and lock it. The disc was also 
triply calibrated. 

Length-marking, for subsequent determination of count by 
weighing, was effected automatically when required by simply 
setting a fine brush charged with coloured ink slightly |>elow T the 
line which the pirn took when in tension. As the catenary loop 
flattened out it dragged the yarn past tin* brush and marked pff 
a length under constant tension. ' 

(lamping of the \arn to the fixed support, and to pegs pushed 
into holes in the periphery of the drum, was done by knotting; 
this method was eventual In proven to be less uncertain than any 
form of clamp. The knots were made with a croelict hook. 

The instrument has defects, although it has been invaluable. 
It is not automatic, and since the drum has necessarily to perform 
complete revolutions there is too much friction involved in its 
circular pivots. The small hall-bearings of a magneto were used, 
but those were still too sticky to respond with invariable freedom 
to minute changes of tension. 

The importance of eliminating sampling errors, by working 
through all the lengths in succession, has been emphasised in the 
main text. Very short lengths should be tested in suspended 
clamps, attached to the instrument by stronger cords, so as to 
avoid the possibility of breaks taking place cm the curve of the 
drum. 

) am /'Jlu.sfonu ti r. q.v. 

1 am , S pi n n i n(j I ibration s of. -—Sets Vibrations. 

Yarn Torsionnutei . q.v. 

Yarn Twist. — See ('linometer. 

Yarn Twist -yield Tester, q.v. 

Yarn , / r n -sj>i n n i ng of , q.v. 

Yarn, Vibrations in Spinning of, q.v. 
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